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PREFACE 


There  is  unfortunately  today  a  much  too  popular  notion  that 
concrete  is  mere  mud,  a  conglomerate  mixture  of  sand,  stone  and 
cement  which  any  chump  ought  to  understand  fully.  How  far 
this  notion  is  from  being  correct  is  best  understood  by  those  who 
have  worked  carefully  from  day  to  day,  year  in  and  year  out  in 
this  line,  and  realize  fully  the  breadth  of  the  field. 

That  this  notion  has  indeed  possessed  many  in  the  engineer- 
ing and  architectural  profession  is  evident  by  the  ridiculous  pre- 
sumption of  those  totally  innocent  of  any  practical  experience  in 
this  line  of  business  in  accepting  appointment  on  committees 
supposed  to  draw  up  safe  rules  for  the  conduct  of  this  class  of 
construction  resulting  in  dangerous  regulations,  loss  of  life  to 
workmen  and  increased  cost  to  the  owner  for  inferior  construc- 
tion. 

While  making  a  business  of  putting  up  reinforced  concrete 
construction  and  not  of  writing  books,  the  author  is  moved  to 
make  an  effort  in  this  line  in  view  of  the  fact  that  present  trea- 
tises on  this  subject  contain  no  discussion  of  safe  and  unsafe  de- 
tails worthy  of  the  name,  no  formulae  for  figuring  the  strength 
,)f  multiple  way  systems  that-  would  indicate  that  the  authors 
e\er  have  built  and  tested  a  building  and  absolutely  no  suggestion 
as  to  the  possibility  of  figuring  the  elastic  behavior  of  the  slabs 
or  their  strength  with  a  degree  of  precision  within  several  hun- 
dred per  cent. 

.\nother  feature  in  which  the  majority  of  treatises  are  of  little 
value  lies  in  the  lack  of  information  as  to  the  cost  of  executing 
many  kinds  of  work. 

As  no  human  work  is  perfect,  the  writer  will  merely  offer  his 
contribution  on  the  subject  as  an  attempt  to  fill,  as  best  he  may, 
v.'hat  he  considers  a  want  in  the  field.  If  the  writer's  effort  in 
this  line  tends  to  prevent  loss  of  life  in  erecting  a  class  of  con- 
struction which,  barring  gross  ignorance  of  its  design,  is  unques- 
tionably the  safest  to  erect,  most  permanent,  fire  proof  and  satis- 
factory known,  his  aim  and  object  will  be  attained. 

In  the  attainment  of  this  object  the  writer's  efforts  will  be 
directed  to  the  description  only  of  methods  which  he  considers 
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best,  to  the  criticism  of  common  errors,  without  waste  of  time  in 
discussion  of  freak  theories  or  types  of  construction  practically 
unknown  in  the  commercial  field,  to  further  spare  the  time  of 
the  reader  by  stating  in  the  fewest  possible  words,  facts  deter- 
mined in  executing-  work  rather  than  furnishing  long-winded. 
theoretical  or  mathematical  disquisitions  which  have  perhaps 
some  bearing  on  the  subject  matter  only  in  the  imagination  of 
the  author. 

Another  reason  for  attempting  a  treatise  on  concrete-steel 
building  work,  the  writer  will  confess,  is,  that  in  his  business 
dealings  with  building  Commissioners,  Inspectors,  City  architects, 
etc.,  he  has  found  them  good  fellows  all,  but  apparently  hailing 
from  the  remote  counties  of  Missouri  in  their  extreme  "having  to 
be  shown"  proclivities. 

Thus  he  has  been  forced  from  business  exigencies  to  conduct 
a  kind  of  free  school  on  the  rudimentary  principles  of  mechan- 
ics and  horse  sense  as  applied  to  reinforced  concrete  construction 
and  stand  the  expense  of  railroad  fare  at  a  thousand  miles  per 
trip  with  time  and  hotel  bills  thrown  in.  At  that,  some  of  his  less 
brilliant  scholars  would  frequently  find  something  contrary  to  his 
teaching  in  some  treatise,  and,  because  it  was  printed  in  a  book, 
think  it  must  be  SO.  Then  if  facts  presented  did  not  accord 
with  what  was  printed  it  was  regarded  quite  likely  as  \ery  detri- 
mental to  the  facts. 

Thus  it  seems  desirable  to  him  to  have  some  of  the  facts  put 
in  a  book  so  that  they  might  appear  in  the  "must  be  SO"  class, 
and  further  that  he  might  incidental!)^  have  the  satisfaction  of 
charging  for  valuable  information  heretofore  furnished  gratis  b\- 
business  necessity  and  at  a  large  cost  for  the  privilege  of  so 
doing. 

C.  A.  P.  TURNER. 

Minneapolis,  June.  1909. 
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CONCRETE  STEEL  CONSTRUCTION 


CHAPTER  I. 

Intvodiiclovy. 

1"he  history  of  structural  eugiueeriug  as  a  science  dates  from 
the  early  part  only  of  the  last  century.  The  progress  made  has 
been  remarkable  indeed,  and  the  materials  mainly  used  have 
\aried  during-  well-dehned  periods.  Up  to  i860  timber  and  cast 
iron  were  mainly  used;  from  i860  to  1890  wrought  iron  with 
some  cast  iron,  was  generally  employed  in  bridges  and  other  en- 
gineering structures;  from  1890  to  the  present  time  steel  has  re- 
placed wrought  iron;  and  while,  for  long-span  bridges,  it  will 
perhaps  be  some  time  before  a  more  suitable  metal  is  found,  yet 
for  short  spans,  buildings,  warehouses  and  the  like,  the  enter- 
prise of  the  American  manufacturers  of  Portland  cement  has 
placed  at  the  disposal  of  the  engineer  a  new  material,  reliable,  if 
properly  handled,  and  of  reasonable  cost,  which  bids  fair  to 
largely  supplant  steel  in  the  construction  of  minor  engineering 
works.  Indeed  today,  a  warehouse  designed  for  a  capacity  of 
400  pounds  per  square  foot  of  floor,  columns  16  to  24  feet  centers, 
can  be  built  more  cheaply  of  reinforced  concrete  than  of  wood 
frame  and  floor  with  similar  brick  walls.  Where  the  strength 
reciuired  is  less,  timber  at  the  present  rate,  is  slightly  cheaper, 
since  the  cost  of  centering,  for  light  and  heavy  construction  is 
the  same.  Still,  the  difference  is  so  slight  that,  considering  sav- 
ing in  insurance,  owners  will  shortly  realize  that  they  cannot 
afford  to  continue  the  construction  of  fire  traps  if  they  are  to 
realize  the  maximum  profit  on  their  investment. 

In  discussion  of  concrete-.steel  construction  we  must  consider, 

iirst,  the  action  of  concrete  with  steel,  the  function  of  each  in  the 

imbination,  the  problems  presented  by  beams,  slabs  and  columns 

.sei^arately,  and,  finally,  the  mixture  of  concrete  and  questions  of 

Cost  in  convenient  placing  of  the  reinforcement. 

The  strength  of  Portland  (<  increte  in  compression  is  c(|ual 
to  that  of  onr  ])v<\  buildinij-  stone,  with  tl)e  adx  antas-e  that  it  can 
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1)6  placed  in  a  monolithic  mass.  The  tensile  strength  like  stone, 
is  greatly  inferior  to  that  in  compression.  I'he  concrete  yields 
but  little — the  stretch  being  confined  toa  weak  section.  When, 
however,  steel  is  imbedded  in  the  concrete  and  properly  dis- 
seminated through  it,  experience  shows  tliat  the  deformation  is 
at  least  ten  times  as  great  before  fracture.  In  the  tests  1)\-  some 
American  investigators,  the  concrete  beams  do  not  seem  to  till  the 
above  conditions  and  the  age  of  specimens  was  insufficient  from 
which  to  draw  reliable  conclusions. 

In  short,  the  condition  leading  to  the  combination  of  concrete 
and  steel  in  a  beam  or  girder  is  this:  the  concrete  is  an  excellent 
»and  tmstw^orthy  material  for  compression  and  steel  for  tension, 
iience,  steel  should  be  distributed  in  such  manner  as  to  carrv  the 
tensile  chord  strain  and  tensile  web  stress.  To  do  this  econom- 
ically we  can  reason  by  analogy  with  a  truss  or  beam.  The 
further  from  the  neutral  axis  the  more  effective  the  unit  section. 
hence  the  reinforcement  for  tensile  chord  stress  should  be  at  the 
bottom  of  the  beam  or  as  close  to  it  as  satisfactory  protection 
against  heat  of  fire  will  admit.  Now  the  beams  in  a  building  are 
of  constant  section,  and  since  a  continuous  beam  is  stiffer  and 
stronger  than  a  beam  of  the  same  section  discontinuous  over  sup- 
ports, the  ideal  concrete-steel  beam  should  be  continuous  and  the 
top  flange  reinforced  over  supports. 

Concrete-steel  construction  is  capable  generally  of  as  exact 
mathematical  analysis  as  timber  frame,  and  it  should  not  be  em- 
ployed blindly,  but  carefully  figured  by  an  engineer  con\-ersant 
with  the  theor}^  of  flexure.  The  writer  has  no  fine-spun  theories 
to  present  which  endeavor  to  take  into  consideration  the  tensile 
strength  of  the  cement,  but  merely  the  suggestion  that  it  is  con- 
servative to  disregard  it  entirely  and  figure  on  the  steel  alone. 

Before  taking  up  in  detail,  discussion  of  the  combination  of 
concrete  and  steel,  it  seems  in  order  to  turn  our  attention  to  the 
concrete  and  the  materials  entering  into  it.  their  characteristics, 
value  and  fitness,  and  proper  proportions  to  use. 

Cement. 

Portland  Cement  only  should  be  used  in  a  reinforced  concrete 
frame  or  structure. 

The  follow^ing  is  a  specification  adopted  by  the  American 
Society  of  Civil  Engineers. 
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ARTICLE  2. 

Portland  Cement. 

Definition.    This  term  is  applied  to  the  finely  pulverized  prod- 

t  resulting  from  the  calcination  to  incipient  fusion  of  an  in- 

late  mixture  of  properly  proportioned  argillaceous  and  calca- 

:ous  materials,  and  to  which  no  addition  greater  than  3  per 

nt  has  been  made  subsequent  to  calcination. 

Specific  Gravity. 
The  specific  gravity  of  the  cement,  thoroughly  dried  at  100 
iegrees  C,  shall  be  not  less  than  3.10. 

Fineness. 
It  shall  leave  by  weight  a  residue  of  not  more  than  8  per  cent 
'W  the  Xo.  100,  and  not  more  than  25  per  cent  on  the  No.  200 
'  ieve. 

Tinw  of  Setting. 
It  shall  develop  initial  set  in  not  less  than  thirty  minutes,  but 
nust  develop  hard  set  in  not  less  than  one  hour,  nor  more  than 
icn  hours. 

Tensile  Strength. 

The  minimum  requirements  for  tensile  strength  for  bricjuettes 

e  inch  square  in  section  shall  be  within  the  following  limits, 

nnd  shall  show  no  retrogression  in  strength  within  the  periods 

-]>ecitied  :* 

\ge.  Neat  Cement.  Strength. 

-'4  hours  in  moist  air 150-200  lbs. 

7  days  ( I  day  in  moist  air,  6  days  in  water) 450-550 

'8  days  (i  day  in  moist  air,  27  days  in  water) 550-650  " 

One  Part  Cement,  Three  Parts  Sand. 

7  days  (i  day  in  moist  air,  6  days  in  water) 150-200  lbs. 

^^^^     days  (i  day  in  moist  air,  27  days  in  water) 200-300  " 

^^^P    *For  example  the  minimum  requirement  for  the  twenty-four 
^^^iour  neat  cement  test  should  be  some  specified  value  within  the 
limits  of  150  and  200  pounds,  and  so  on  for  each  period  stated. 

1  Constancy  of  Volume. 

Pats  of  neat  cement  about  three  inches  in  diameter,  one-half 
ch  thick  at  the  centre,  and  tapering  to  a  thin  edge,  shall  be  kept 
in  moist  air  for  a  period  of  twenty- four  hours. 
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(a)  A  pat  is  then  kept  in  air  at  normal  temperature  and  ob- 
served at  intervals  for  at  least  28  days. 

(b)  Another  pat  is  kept  in  water  maintained  as  near  70  de- 
grees F.  as  practicable,  and  observed  at  intervals  for  at  least  28 
days. 

(c)  A  third  pat  is  exposed  in  any  convenient  way  in  an  atmos- 
phere of  steam,  above  boiling  water,  in  a  loosely  closed  vessel  for 
five  hours. 

These  pats,  to  satisfactorily  pass  the  requirements,  shall  remain 
firm  and  hard  and  show  no  signs  of  distortion,  checkng,  cracking 
or  disintegrating. 

Sulphuric  Acid  and  Magnesia. 

The  cement  shall  not  contain  more  than  1.75  per  cent  of  an- 
hydrous sulphuric  acid  (SO3),  nor  more  than  4  per  cent  of  mag- 
nesia (MgO). 

ARTICLE  3. 

Accelerated  Test. 

The  object  is  to  develop  those  qualities  which  tend  to  destrov 
the  strength  and  durability  of  a  cement.  As  it  is  highly  essential 
to  determine  such  qualities  at  once,  tests  of  this  character  are  for 
the  most  part  made  in  a  very  short  time,  and  are  known,  there- 
fore, as  accelerated  tests.  Failure  is  revealed  by  cracking,  check- 
ing, swelling,  or  disintegration,  or  all  of  these  phenomena.  A 
cement  which  remains  perfectly  sound  is  said  to  be  of  Constant 
Volume. 

Failure  to  meet  the  requirements  of  the  accelerated  test  in 
shipments  direct  from  mill  need  not  be  sufficient  ground  for  rejec- 
tion. The  cement  may  be  held  for  twenty-eight  days  and  a  retest 
made  at  the  end  of  that  period.  Failure  to  meet  the  requirements 
at  this  time  should  be  considered  sufficient  cause  for  rejection. 

The  accelerated  test  is  a  rough  and  ready  means  for  determin- 
ing without  elaborate  equipment  whether  cement  is  fit  to  use. 
Cement  known  to  have  been  stored  by  a  dealer  for  some  time 
should  be  promptly  rejected  if  it  fails  in  this  test. 

A  rough  and  ready  test  for  activity  may  be  made  bv  making 
small  blocks  of  one  cement  to  two  of  sand,  mixing  in  warm  water 
and  storing  in  a  warm  place  noting  how  they  have  hardened  bv 
scratching  with  a  knife  and  breaking-  in  the  hand  with  a  hammer 
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after  a  week  or  ten  days,  etc.     A  little  experience  enables  the 
fletection  of  a  questionable  cement. 

The  contractor  in  the  line  of  concrete  work  should  train  his 
foremen  to  provide  proper  protection  for  all  cement  brought  to 

le  job.  Dampness  from  insufficient  protection  will  render  the 
^ement  lumpy  and  while  it  may  not  destroy  its  setting  properties 
it  will  greatly  reduce  its  sand  carrying  powers  and  efficiency  or 

lay  even  render  it  entirely  worthless. 

ARTICLE  4. 

Uniformity  of  Portland  Cement. 
Manufacturers  of  nearly  all  brands  of  Portland  cement  are 
using  their  best  efforts  and  sparing  no  expense  to  turn  out  a 
product  which  is  as  uniform  as  possible.  As  a  result,  the  state- 
ment is  justified  that  among  those  brands  which  have  been  on 
the  market  for  a  period  of  five  years,  there  is  a  greater  de- 
gree of  uniformity  in  Portland  cement  than  in  the  merchant  steel 
on  the  market  today  and  that  by  the  exercise  of  ordinary  care 
there  is  no  risk  from  the  standpoint  of  lack  of  uniformity  in  this 
material  for  structural  purposes  where  the  material  is  handled  in 
the  manner  usual  and  proper  in  putting  up  concrete  steel  construc- 
tion. 

ARTICLE  5. 

SPECIFICATION  FOR  MATERIAL. 

Sand. 

Sand  used  should  be  clean  and  coarse  or  a  mixture  of  coarse 
and  fine  grains  with  coarse  grains  predominating,  which  should 

I  be  free  from  clay,  loam,  mica  and  other  impurities. 
I  7V.s7   for  Sand. 

I  In  order  to  determine  the  amount  of  clay,  dirt  or  other  im- 
purities, a  simple,  practical  test  is  to  take  an  ordinary  glass  quart 
])reserve  jar,  put  in  two-thirds  of  a  pint  of  the  sand  with  water 
^_And  put  on  the  cap.  Shake  thoroughly  and  allow  it  to  settle. 
^KThe  result  will  be  that  the  coarser  grains  will  go  to  \\]c  h.iitom 
in  the  order  of  their  size,  and  the  silt  and  light  impurities  will  set- 
^^le  in  a  layer  at  the  top,  giving  the  observer  a  means  to  gage  the 
^Bxtent  of  the  impurities  accurately  and  the  character  of  sand  in 
^■)oint  of  the  pr()])ortion  of  coarse,  medium  and  fine  grains  in  its 

I 
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iiiake-iip.  l^'roni  three  and  one-half  to  four  per  cent  of  clay  in 
the  form  of  finely  divided  silt  will  do  no  harm  in  a  bank  sand 
or  g^ravel  for  reinforced  concrete  work.  Even  higher  percent- 
ages than  this  have  been  claimed  to  increase  the  strength  of  the 
concrete  under  test,  though  where  it  is  exposed  to  the  elements 
and  the  action  of  frost  a  percentage  even  as  high  as  this  seems  to 
be  quite  detrimental.  However,  in  building  work,  which  is 
usually  under  cover,  it  does  no  harm  whatever. 

Gravel. 
Gravel  where  used  should  be  composed  of  clean  hard  pebbles 
and  sand  free  from  clay  and  other  injurious  foreign  matter  such 
as  rotten  stone,  hardened  lumps  of  clay  and  the  like.  A  sample 
having  the  coarser  material  screened  out  may  be  tested  for  ini- 
])urities  in  the  same  manner  as  that  given  for  the  sand. 

Broken  Stone. 

Broken  stone  used  shall  consist  of  sound  crushed  stone  such 
as  trap  rock  lime  stone,  granite,  hard  sandstone  or  conglomerate. 
If  the  texture  of  the  stone  is  crystalline  and  there  are  no  portions 
of  rotten  stone  or  hardened  clay  as  is  sometimes  found  in  oolitic 
lime  stone  and  shale  the  crusher-run  may  be  used,  eliminating 
a  portion  of  the  sand  which  would  otherw'ise  be  used  in  the  mix. 

If  however,  the  stone  under  the  hammer  can  be  readily  re- 
duced to  a  fine  palpable  powder  as  is  the  case  with  some  shales 
and  the  type  of  lime  stone  referred  to,  the  dust  should  be  entirely 
removed. 

It  is  better  where  possible  to  use  only  that  stone  which  is 
found  durable  when  exposed  to  the  action  of  the  elements  and 
frost  and  the  harder  the  stone  the  stronger  the  concrete  that  can 
be  made,  using  it  as  an  aggregate. 

ARTICLE  6. 

Proportions  of  Materials. 

In  concrete  steel  building  construction  the  proportions  which 
experience  indicates  most  economical  in  concrete  for  slab  and 
beam  construction,  columns  and  footings  except  where  the  load? 
to  be  carried  are  unusually  great  is  one  part  of  cement  to  two 
parts  sand  and  four  parts  broken  stone  or  gravel,  this  being  in- 
dicated by  the  expression  1-2-4. 

These  proportions  are  customarily  taken  by  measure,   each 


ANALYSIS  OF  STRENGTH  OF  CONCRETE.  7 

bag  of  cement  being  estimated  as  equal  to  one  cubic  foot  in  vol- 
inie,  thus  the  proportions  of  1-2-4  mean  one  sack  of  cement,  two 
ubic  feet  of  sand  and  four  cubic  feet  of  crushed  stone. 

The  size  of  the  stone  for  reinforced  concrete  work  in  ordinary 
uikhng  construction  shoukl  range  from  one  inch  down,  with  the 
)ser\ancc  for  screening  as  outhned  under  the  specifications  for 
rone. 

The  first  requirement  in  proportioning  concrete  for  reinforced 
,ork  is  to  see  that  there  is  an  excess  of  the  fine  material  over 
[nd  above  that  required  to  fill  the  voids  in  the  coarse  aggregate, 
'he  volume  of  voids  in  the  coarse  aggregate  are  greater  with  a 
unifonn  size  of  stone  than  when  the  sizes  of  the  coarser  ag- 
gregate vary  from  coarse  to  fine,  and  for  that  reason  the  writer 
^refers  the  crusher-nm  of  stone  where  the  stone  is  either  granite, 
trap  or  hard  crystalline  stone. 

ARTICLE  7. 

Analysis  of  Strength  of  Concrete. 

Concrete  may  be  defined  as  an  artificial  conglomerate  stone 
in  which  the  coarse  aggregate  or  space  filler  (generally  a  hard 
natural  stone,  furnace  slag  or  pebble)  is  held  together  by  a  cement 
matrix.  Having  selected  a  given  coarse  aggregate,  the  strength 
of  the  concrete  depends  on  the  strength  of  the  mortar  matrix,  in 
other  words,  on  the  ratio  of  cement  to  sand  in  the  mortar  for  all 
-amples  of  the  .same  age,  formed  under  the  same  conditions. 

The  Strength  of  the  Concrete  Depends  then — 
First,  on  the  grade  of  sand  and  the  proportion  of  the  cement 
!;o  the  sand  in  the  mortar; 

Second,  upon  tlie  hardness  and  the  character  of  the  coarse 
Aggregate ; 

Third,  on  manipulation  and  the  conditions  under  which  the 
mcrete  i^  cured  or  hardened  : 
Fourth,  on  the  age  of  the  specimen. 

The  mortar  made  with  a  very  fine  sand  is  only  about  half  as 
trong  as  that  made  with  coarse  and  medium  grains  and  for  that 
sason  the  specification  regarding  the  character  of  the  sand  should 
given  careful  attention. 

As  shown  by  P^eret.  quite  a  variation  in  the  i)roportion  of 
lediuni,  coarse  and  fine  grains  of  sand  will  give  neariy  the  same 
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streng-th  so  that  the  average  clean  coarse  hank  sand  will  generally 
fill  the  rcfjuirements  for  a  gnod  concrete  mortar. 

The  richer  the  mortar  the  stronger  the  concrete.  .\s  noted 
above,  the  writer  recommends  a  one-to-two  mortar  for  reinforced 
concrete  and  where  high  working  stresses  are  to  he  used  in  rein- 
forced concrete  columns  a  mortar  in  the  concrete  as  rich  as  one 
cement  to  one  and  one-half  sand  with  an  increase  of  twenty-live 
per  cent  in  the  working  stress. 

Coarse  Aggregate. 
The  effect  of  the  strength  of  the  coarse  aggregate  upon  the 
strength  of  the  concrete,  in  tests  of  concrete  made  with  shale 
rock  crushed  from  i^  inch  down,  at  Duluth,  show  the  shale 
concrete  about  sixty-five  to  seventy  per  cent  as  strong  as  trap 
rock  concrete  and  the  trap  rock  concrete  from  ninety  to  ninetv- 
hve  per  cent  as  strong  as  that  made  with  lake  gravel  for  the 
coarse  aggregate.  These  tests,  as  the  writer  recollects  it,  were 
made  on  concrete  about  four  months  old. 

ARTICLE  8. 

Manipulation    and   Conditions   of   Curing. 

While  the  quality  of  the  cement,  sand  and  aggregate  have 
more  or  less  influence  on  the  resulting  concrete  we  may  sa\-  tliat 
with  any  good  brand  of  first  class  Portland  Cement,  clean  coarse 
sand  and  hard  crushed  stone,  substantially  the  same  results  will 
be  secured  under  identical  conditions  of  mixing  and  curing. 
The  latter  conditions  have  a  most  decided  influence  on  the 
strength  of  the  concrete,  \\diether  sufficient  water  has  been 
i.sed  to  permit  and  promote  perfect  crystallization  of  the  cement, 
whether  an  excess  amount  of  water  has  been  used  and  the  fine 
and  coarse  materials  have  been  allowed  to  separate  or  segregate. 
\\hether  the  concrete  has  been  thoroughly  mixed  and  whether 
the  conditions  of  curing  were  favorable,  such  as  keeping  the 
concrete  damp  and  preventing  it  from  drying  out  too  rapidh-  or 
whether  it  has  hardened  under  unfavorable  conditions  of  frost}- 
weather.  On  this  account  it  is  difficult  to  harmonize  the  large 
number  of  isolated  tests  that  have  been  made  by  independent  in- 
vestigators under  widely  varying  conditions. 

In  building  work,  however,  it  is  a  fortunate  fact  that  except 
in  cold  weather  where  the  work  requires  special  treatment  the 
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,;L,'-eneral  conditions  for  hardening  are  most  favorable.  After 
)ne  floor  has  been  put  np  the  next  is  erected  thereon  within  a 

reek  or  such  a  matter  and  the  excess  water  dropping  from  the 
ipper  floors  keeps  the  concrete  in  the  lower  properly  wet  render- 

ig  the  conditions  of  hardening  and  curing  far  more  favorable 

lan  those  of  the  ordinary  laboratory  test. 

ARTICLE  9. 

Increase  in  Strength  of  Concrete  With  Age. 

The  following  table  shows  compressive  strength  of  concrete 
;is  detemiined  by  test  made  at  the  Watertown  Arsenal  in  1899. 
J -2-4  mixture. 

Brand  of  cement.  7  days,  i   month.  3  months.  6  months. 

Atlas   1,387  2,428             2,966             3,953 

Alpha    904  2,420             3,123             4,411 

Germania    2,219  2,642              3»o82              3,643 

\lsen    1.592  2,269             2,608             3,612 

Average    1,525  2,440  2,944  3,904 

The  above  gives  a  fair  idea  of  the  increase  in  strength  of 
)ncrete  with  age. 

After  the  period  of  six  months  the  concrete  in  ordinary  build- 

ig  is  found  to  increase  slowly  in  strength  and  considerably  in 

irdness  and  rigidity.     Thus  it  seems  that  the  stiffness  of  a  long 

)an  slab  will  increase  about  twenty  per  cent  between  two  months 

and  twelve  to  fifteen  months  and  the  strength  perhaps  in  a  lesser 

ratio  in  view  of  the  fact  that  the  compression  element  only  in 

ihe  combination  is  hardening  and  increasing  in  strength. 

ARTICLE   10. 

CoefJirieiil  of  Expansion. 

The  coefficient  of  expansion  of  concrete  is  practically  that  of 
mild  steel.      Sonic   in\c'siigators  have  made  this  coefficient  per 
jlegree  of  Fahrenlicit  a  trifle    under    and    others    a    trifle    over 
)OOo65  which  is  usually  accepted  for  mild  steel,  hence  there 
no  injury  to  the  composite  material  by  ordinary  changes  of 
iniperatures. 
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ARTICLE  ir. 

Bond  Between  Concrete  and  Steel. 

In  the  design  of  any  combination  of  concrete  with  steel  the 
bond  between  the  two  elements  is  of  importance.  Concrete  set- 
ting in  the  air  slirinks  and  grips  the  reinforcing  members  with 
a  vice  like  grip.  The  richer  the  mixture  the  greater  this  shrink- 
age stress  and  the  better  the  bond.  In  concrete  setting  in  water 
this  shrinkage  is  lacking  and  in  this  position  deformed  reinforce- 
ment or  mechanical  bond  is  desirable. 

Those  familiar  with  technical  literature  have  unquestionably 
noted  that  most  of  the  failures  of  reinforced  concrete  have  oc- 
cured  where  deformed  bars  have  been  used.  This,  as  the  author 
looks  at  it,  is  due  to  the  fact  that  the  average  advocate  of  the 
deformed  bar  seems  to  place  so  much  stress  upon  the  magical 
efficiency  of  the  fin  corrugation  or  bulb  on  the  bar,  that  the  poor 
contractor  who  buys  them  is  sometimes  led  to  believe  that  this 
remarkable  deformity  will  bond  together  properly  the  sand  and 
the  stone  in  the  concrete,  and  hence  there  is  little  if  any  need  of 
cement  and  proper  design  or  workmanship  as  no  adhesion  is 
required,  with  the  natural  result  that  ninety  per  cent  of  the  fail- 
ures occur  wnth  this  class  of  reinforcement. 

\\'ith  a  suitable  design  and  properly  arranged  reinforcement 
the  writer  has  never  had  occasion  in  the  course  of  his  experience 
to  figure  upon  the  bond  value  between  the  two  materials  as  it  is 
amply  provided  for  where  due  precautions  have  been  taken  to 
render  the  design  safe  to  execute  by  properly  tying  the  material 
together  with  suitable  reinforcement  and  the  use  of  the  necessary 
cement. 

ARTICLE  12. 

Reinforcing  Steel. 

Steel  for  reinforcement  should  be  tough,  homogeneous  metal, 
preferably  medium  steel,  from  sixty  to  seventy  thousand  ix)unds 
for  ultimate  strength,  having  an  elastic  limit  of  not  less  than  half 
the  ultimate  strength  the  percentage  of  the  elongation  equaling 
twenty-two  per  cent  in  eight  inches. 

Unfortunately  a  large  amount  of  brittle  rerolled  rails  and 
other  low  grade  metal  has  been  advertised  and  sold  as  concrete 
reinforcing  material.     In  use  of  this  the  writer  has  seen  bars 
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which  would  break  in  handhng  with  the  shghtest  jar  or  shock  and 
such  material  is  not  calculated  to  inspire  confidence  on  the  part  of 
le  contractor  who  guarantees  the  test  capacity  of  the  work. 

Standard  Specifications  for  Medium  Steel. 

Ultimate  strength,  60,000  to  70,000  pounds  per  square  inch. 
Clastic  limit,  not  less  than  one-half  the  ultimate  strength.  Per- 
intage  of  elongation  1,400,000  divided  by  the  ultimate  strength. 

*Bending  test,  180  degrees  to  a  diameter  equal  to  thickness 
\i  piece  tested,  without  fracture  on  outside  of  bent  portion. 

Test  Pieces. 


\4raa_ 


Paro/Ze/  iSecf/on 


/^oA  Less  T/7an  9" 


W" 


^to.u/-  /8" 


4 bout  a' 


Pieces  to  be  of  same  thickness  as  the  plate. 

^B     All  tests  and  inspections  shall  be  made  at  place  of  manufac- 
^Hure  prior  to  shipment. 

^B  The  tensile  strength,  limit  of  elasticity  and  ductility  shall  be 
^■etermined  from  a  standard  test  piece  cut  from  the  finished 
^Hiaterial.  The  standard  shape  of  the  test  piece  for  sheared  plates 
shall  be  as  shown  by  the  above  sketch. 

On  test  cut  from  other  material  the  test  ])iece  may  be  either 
e  same  as  for  plates,  or  it  may  be  planed  or  turned  parallel 
throughout  its  entire  length.  The  elongation  shall  be  measured 
^^n  an  original  length  of  8  inches,  except  in  rounds  of  ^  inch 
^^H*  less  in  diameter,  in  which  case  the  elongation  shall  l)e  meas- 
^Bred  in  a  length  equal  to  eight  times  the  diameter  of  section 
^^ested.  Two  test  pieces  shall  be  taken  from  each  melt  or  blow 
of  finished  material,  one  for  tension  and  one  for  bending. 

Material  which  is  to  be  used  without  annealing  or  further 

rcatment  is  to  be  te.sted  in  the  condition  in  which  it  comes  from 

e  rolls.     When  material  is  to  be  annealed  or  otherwise  treated 


•The  bending  test  is  most  practical  in  investigating  quality  of  steel 
the  work. 
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before  use,  tlie  specimen  representing  sucli  material  is  to  he 
similarly  treated  before  testing. 

Every  finished  piece  of  steel  shall  be  stamped  with  the  blow 
or  melt  number,  and  steel  for  pins  shall  have  the  blow  or  melt 
number  stamped  on  the  ends.  Rivet  and  lacing  steel,  and  small 
pieces  for  pin  plates  and  stiffeners,  may  be  shipped  in  bundles 
securely  wired  together,  with  the  blow  or  melt  number  on  a 
metal  tag  attached. 

P'inished  bars  must  be  free  from  injurious  seams,  flaws  or 
cracks,  and  have  a  workmanlike  finish. 

ARTICLE  13. 

Machine  Mixing. 

Concrete  for  the  concrete  steel  Ijuilding  should  be  machine 
mixed,  preferably  in  a  batch  mixer.  Some  of  the  continuous 
mixers  do  good  work  where  bank  gravel  is  used  as  the  aggregate 
and  fail  where  crushed  stone  is  used.  The  writer  prefers  such 
a  batch  mixer  as  the  Smith,  Cube,  Polygonal  or  Ransome. 
wdiich  may  be  charged  with  cement,  sand  and  stone  by  measure 
and  the  exact  amount  of  water  added.  The  water  content  in 
the  mix  is  better  supplied  for  a  large  piece  of  work  by  a  tank 
which  will  contain  the  amount  of  water  needed  for  a  batch  ar- 
ranged with  the  usual  float  trap  valve  so  that  all  the  oi^erator 
needs  to  do  is  to  pull  the  string  and  the  tank  of  water  is  dis- 
charged at  once  into  the  mixer.  This  insures  a  mixture  of 
regular  consistency  and  results  in  a  material  saving  of  time. 

Where  the  work  is  of  sufficient  magnitude  to  permit  an  over- 
head hopper  into  which  the  sand  and  stone  may  be  elevated  and 
discharged  by  gravity  into  the  mixer  as  desired  a  large  saving 
in  labor  results.  Where  the  mixing  plant  is  near  a  track  the  hop- 
per may  be  filled  from  the  cars  by  a  derrick  and  suitable  clam. 
Where  the  aggregate  is  brought  to  the  building  by  team  load 
a  platform  arranged  so  that  the  wagon  may  be  driven  over  it  and 
the  stone  or  sand  dumped  thereon  and  then  elevated  and  dis- 
charged into  the  top  of  the  hopper  is  about  as  economical  an  ar- 
rangement as  the  writer  has  seen. 

A  view  of  a  mixing  plant  of  this  kind  used  in  the  erection 
of  the  Lindeke- Warner  building  of  St.  Paul,  erected  by  But- 
ler Bros.,  is  shown  in  the  figure  (a.) 

In  figure  (b)  is  shown  the  mixing  plant  used  in  the  erection 
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Fig.  a. 


^oT  the  John  Deere  Plow  Company's  building  in  Omaha,  the  hop- 
;r  in  this  case  being  charged  by  the  locomotive  crane,  using 
clam  for  transferring  the  materials  from  the  cars  to  the  hopper 


ARTICT.E  14. 

Coiisislrncy  of  Concrete. 

I   For  building  construction  and  reinforced  concrete  work  gener- 

jiy  it  is  necessary  that  the  concrete  shall  be  luixed  so  that  it  will 

iw  slowly  and  tlioroughly  surround  the  reinforcement  but  it 

)uld  be  no  more  plastic  than  is  recjuired  to  attain  this  result. 

mixed  too  dry  and  tamping  is  depended  upon  voids  will  be 

around  the  steel  and  the  face  of  the  concrete  when  the  forms 

removed,  will  be  found  rougli  and  full  of  pockets  and  the 
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Fig.b.  Side  view,  under  construction,  sliowing  handling  o"  materials 
by  locomotive  Crane.  Concrete  work  erected  by  Leonard  Construction  Co. 
of  Chicago,  at  rate  of  one  story  per  week. 

work  will  present  an  appearance  of  weakness  which  it  very  likely 
does  not  possess. 

If  on  the  other  hand  too  much  water  is  added  there  is  liable 
to  be  a  certain  amount  of  segregation  and  separation  of  the  ma- 
terial in  the  mix  which  will  leave  weak  concrete  in  different 
places.  In  placing  the  concrete  columns  should  be  filled  first  then 
beams  and  finally  the  slabs,  the  operation  being  continuous  as 
far  as  possible.  If  an  attempt  is  made  to  reverse  this  program 
and  fill  the  beam  before  the  adjacent  column  is  filled  the  concrete 
will  flow  in  an  inclined  direction  to  the  column  and  as  each  batch 
is  deposited  and  washes  over  the  inclined  surface  the  light  inert 
matter,  cement  and  fine  sand  will  be  washed  down  into  the  column 
and  an  inferior  concrete  and  one  of  little  strength  will  be  found 
at  the  bottom  on  removal  of  the  column  forms. 

JV/icrc  to  Make  Joints  in  fJic  JJ'ork  and  How  to  do  it. 

Splicing  in  beams  and  slabs  should  preferably  be  made  in  the 
center  and  shoulcl  be  vertical.  The  reason  for  this  is  that  where 
the  concrete  is  allowed  to  flow  out  on  an  inclined  plane  in  the 
beam  the  inert  material  known  as  laitance  comes  to  the  surface. 
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preventing  a  good  bond  when  the  new  concrete  is  added.  In 
fact  the  writer  has  seen  instances  where  a  wedge  shaped  piece 
of  concrete  three  feet  long  and  running  from  two  inches  in  thick- 
ness to  one  quarter  inch  at  the  end  has  dropped  away  from  the 
beam  due  to  this  manner  of  placing,  the  bond  being  insufficient 
to  carry  the  weight  of  the  piece. 

The  remedy  is  to  break  up  the  surface  of  the  old  concrete  or 
thoroughly  clean  it  with  a  wire  brush  and  grout  it  with  a  neat 
cement  before  proceeding  to  cast  the  new  work. 

Hefore  going  further  into  the  practical  details  of  executing 
work  we  will  now  turn  our  attention  to  the  distinctive  general 
tvpes  of  construction  and  the  theoretical  computation  of  the 
-trength  of  beams,  slabs,  columns  and  the  various  details  or 
systems  in  common  use  and  the  strong  and  weak  points  of  the 
various  details  of  construction. 


CHAPTER  II.  i 

General  Types  of  Concrete  Steel  Construction.              \ 

ARTICLE  I.  : 

Classification.  i 

As  we  review  the  history  of  all  types  of  structural  work  we  find 
the  engineer  or  designer  influenced  in  his  first  efforts  with  a  new 
type  by  the  forms  of  construction  he  has  been  previously  accus- 
tomed to  use.  Thus  as  wrought  iron  began  to  replace  timber 
for  railroad  trestles  the  longitudinal  bracing  was  identical  with 
that  used  in  timber  construction;  indeed,  at  first  whether  these 
braces  ought  not  to  be  of  timber  from  fear  of  the  unknown  dan- 
gers that  might  result  from  the  unequal  expansion  of  these  braces 
if  iron  and  the  ground  on  which  the  trestle  was  founded  was 
gravely  considered  and  today  not  a  few  of  our  concrete  theorists 
are  deeply  concerned  regarding  equally  insignificant  questions. 

The  earliest  type  of  timber  construction  has  been  followed 
or  imitated  closely  by  some  of  the  pioneers  in  concrete  steel  con- 
struction and  also  in  not  a  few  of  our  buildings  even  today.  This 
type  may  be  described  as  columns  supporting  main  girders  joist 
spanning  from  girder  to  girder  and  a  thin  floor  covering  the 
joist. 

Type  I.  figure  one,  shows  the  interior  of  the  Busch  Model 
factory  and  is  of  this  type. 

Type  II.  figure  two,  shows  the  interior  of  the  Manufacturers 
Furniture  Exchange,  Chicago,  and  is  typical  of  that  class  of  con- 
crete structures  that  imitate  or  follow  the  type  of  timber  con- 
struction known  as  mill  buildings.  It  differs  from  type  I  of  fig- 
ure one  in  an  attempt  to  reduce  the  cost  of  centering  by  using 
girders  in  one  direction  and  spanning  from  girder  to  girder  with 
a  slab  supported  on  two  sides  by  the  girders. 

Type  III,  figure  three,  shows  the  evolution  of  a  distinctive 
concrete  type  beam  or  ribs  in  two  directions  and  slabs  supported 
on  four  sides. 

Type  IV,  figure  four  shows  a  second  distinctive  concrete 
type  in  which  the  centering  has  been  simplified  to  the  maximum 
extent  and  the  elements  involved  are  two  only  columns  and  con- 
tinuous flat  slabs  supported  directly  by  the  columns.  \ 
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Types  I  and  II  are  amenable  to  similar  theoretical  treatment 
cipplied  in  the  past  to  timber  and  steel  construction.  Type  III 
!s  partially  so,  requiring  distinctive  treatment  for  the  slab.  Type 
I  \'  represents  a  true  monolith  possible  only  in  concrete  steel  con- 
struction and  requiring  theoretical  treatment  differing  radically 
pm  that  applicable  to  types  I  and  II. 

These  four  types  we  will  now  consider  from  the  following 
mdpoints : 

1,  Safety, 

2,  Economy, 

3,  Ease  and  accuracy  of  computation, 

4,  Fire  resisting  qualities. 
From  the  standpoint  of  safety  in  erection  economy  and  ease 

certainty  of  computation  type  IV  ranks  first. 
Type  III  ranks  next  in  economy,  equal  in  safety  if  the  beams 
made  continuous  and  second  in  ease  and  certainty  of  com- 
putation. 

Tyjic  II  ranks  third  in  economy,  second  in  ease  of  computa- 
tion and  is  most  dangerous  during  construction. 

Type  I   ranks  fourth  in  economy,  second  in  safety  during 
action  and  third  in  work  of  computation. 
The  above  rating  as  to  safety  is  based  on  the  general  record 
these  types.     It  should  be  noted,  however,  that  all  can  be  ex- 
ited with  a  reasonable  degree  of  safety  if  special  attention  is 
lid  to  features  of  design  which  will  be  discussed  later.    As  to  the 
'"ting  from  the  economic  standpoint  this  is  a  mere  matter  of 
imputation  given  of  course  the  proper  mathematical  basis  for 
the  >;imc'  and  the  student  or  contractor  is  advised  to  make  his 
■  >\\n  tigures  rather  than  to  accept  the  statement  of  the  author. 

From  the  fireproof  standpoint  evidently  the  form  which  ex- 
poses the  least  area  to  heat,  which  presents  the  most  uniform 
istribution   of  metal   to   provide   for   the   temperature   stresses 
suiting  from  unequal  heating  will  rank  first.    On  this  basis  theti 
^e  four  types  in  their  order  of  merit  rank  in  reverse  order,  IV 
rst,  III  second,  II  third  and  I  fourth. 

In  the  above  types  we  have  the  following  problems  of  com- 
itation  in  design. 

1,  Beams,  simple,  continuous,  partially  continuous,  etc. 

2,  Slabs  supported  on  two  sides, 

3,  Slabs  supported  on  four  sides, 


18 


TYPES  OF   CONCRETE   STEEL   CONSTRUCTION. 


Type  I.    Fig  1. 
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Type  III.  Fig.  3. 


Type  IV.  Fig.  4. 
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4,  Slabs  supported  on  four  points  or  corners. 

In  each  of  the  slab  problems  we  also  must  consider  the 
dition  of  the  ends  as  in  considering  beams. 

5,  Columns  practically  similar  for  all  types. 


ARTICLE  2. 

Computation  of  Beams. 

As  noted  in  the  introduction  we  propose  to  disregard  the 
value  of  the  concrete  in  tension  and  this  being  the  case  there  is 
no  excuse  for  an  attempt  to  split  hairs  or  compute  the  strength 
nearer  than  three  or  four  per  cent. 

The  three  laws  of  mechanics  governing  the  internal  distribu- 
tion of  stress  at  any  section  of  any  beam  may  be  stated  as  follows : 

Sum  of  tensile  stresses  =  Sum  of  compressive  stresses 

Resisting  shear  =  Vertical  shear 

Resisting  moment  =  Bending  moment. 

Demonstration  of  these  three  laws  will  be  found  in  any  of 
the  standard  works  on  mechanics  of  materials  and  an  especially 
clear  proof  in  the  work  on  this  subject  by  Mansfield  Merriman. 

It  will  be  noted  from  the  first  law  that  the  sum  of  the  tensile 
stresses  equals  the  sum  of  the  compressive  stresses  and  from  the 
fact  that  we  are  figuring  on  the  basis  of  the  steel  in  the  bottom 
of  a  beam,  taking  the  entire  tensile  stress  we  have  at  once  that 
the  resisting  moment  equals  the  stress  on  the  steel  multiplied  by 
the  distance  from  the  steel  to  the  center  of  gravity  of  the  com- 
pressive forces  acting  in  the  top  of  portion  of  the  beam.  If  the 
concrete  is  thoroughly  rigid  and  hard  these  compressive  forces 
will  vary  from  the  top  of  the  beam  towards  its  neutral  axis  in 
magnitude  directly  as  their  distance  from  the  neutral  axis  and 
the  line  of  action  of  their  resultant  would  evidently  be  one  third 
of  the  distance  between  the  top  of  the  beam  and  its  neutral  axis. 


6P 


"v^n 


I 


/yec//ro/  /1x/\s 


T'  <S^ro/n  on  ^/^ee/. 


Fig.  5. 


m^ 


COMPUTATION    OF    BEAMS.  21 


Let  the  depth  of  the  beam  figure  5,  above  the  center  of  the 
>icel  e(|iial  d  and  the  position  of  the  neutral  axis  equal  the  dis- 
lance  kd  below  the  top  of  the  beam.  Let  M  equal  the  moment 
of  resistance     Then  the  resisting-  moment 

M    ==    T    (d-^  kd)      (T  equaling  the  tensile  stress  on  the  steel) 

This  proportion  of  the  depth  (d-3^kd)  does  not  vary  greatly 
for  a  variation  in  the  percentage  of  the  reinforcement  of  from 
three-quarters  to  one  and  one-quarter  per  cent  for  the  same  grade 
of  concrete. 

Test  by  Prof.  Talbot  taking  Ec  at  12  as  the  value  for  concrete 
cf  a  1-2-4  "''i-'^  "i"e  months  old  would  give  the  values  from  85 
to  .S/d.  Now  bearing  in  mind  the  fact  that  the  modulus  of 
elasticity  of  concrete  varies  as  the  load  exceeds  one  third  of  its 
ultimate  strength  as  it  seems  to  do  with  steel  it  becomes  evident 
that  for  all  practical  purposes  between  these  limits  we  may  treat 
the  effective  depth  of  the  beam  as  .85d. 

For  slabs  where  the  reinforcement  is  under  one-half  of 
one  per  cent  we  may  take  the  effective  depth  as  .Qd  for  one  way 
reinforcement. 

While  this  method  of  computation  has  been  commonly  used 
among  many  engineers  making  a  specialty  of  concrete  steel  con- 
struction the  credit  for  bringing  it  prominently  before  the  general 
public  is  due  to  Capt.  John  S.  Sewell,  proceedings  of  the  Amer- 
ican Society  of  Civil  Engineers,   1906. 

He  writes  the  formula : 

M  =  h  d  a  b  t  s, 

"h"  is  a  constant, 

"d"  is  the  distance  from  the  extreme  element  in  compression 

to  the  axis  of  the  steel. 
"a"  is  the  sectional  area  of  steel  per  inch  of  width. 
"b"  is  the  width  of  a  rectangular  beam  in  inches, 
"ts"  is  the  elastic  limit  of  steel. 

In  this  formula  it  may  be  stated  that  "ts"  does  not  indicate 
le  full  ultimate  strength  but  rather  the  point  at  which  large 
racks  coniiiiencc  to  devcldp.  .Subsliluting  for  "Is"  in  this  form- 
la  the  working  stress  on  the  steel  we  have  a  simple  practical 
)miula  which  may  be  safely  used  for  all  work  of  this  character 
roviding  the  percentage  of  steel  is  limited  to  such  values  as  will 
)t  result  in  an  excessive  working  strain  tm  the  concrete. 
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Hie  percentage  of  steel  should  not  exceed  one  and  one-half 
per  cent  of  the  area  of  the  concrete. 

The  mathematical  investig-ations  of  heanis  through  all  per- 
centage of  reinforcement  possess  more  value  from  the  academic 
than  from  the  practical  standpoint  and  as  the  purpose  and  ob- 
ject of  this  book  is  to  place  before  the  contractor  a  practical 
work  on  this  subject  no  discussion  of  this  character  will  be 
presented. 


figure  6.     Showing  Beam  Failure  diagonally  between  center  and  support. 
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ARTICLE  III. 

Problem  of  the  Tensile  Stress  in  the  IVeb  of  Concrete 
Steel  Beams. 

Having  derived  a  fairly  accurate  and  scientific  formula  for 
le  maximum  tensile  range  of  stress  in  the  beam  we  have  now 
consider  the  exceedingly  knotty  problem  of  the  tensile  web 
Itress  in  a  beam. 

L'nfortunatel}'  in  a  composite  material  like  reinforced  concrete 
lis  becomes  an  exceedingly  complicated  problem  in  molecular 
physics  for  which  thus  far  no  mathematician  has  succeeded  in  of- 
fering even  the  semblance  of  a  scientific  solution.  The  best  that 
has  been  offered  to  date  is  the  suggestion  of  an  analogy  to  some 
type  of  truss  such  as  a  Warren,  Howe,  or  Bollman,  each  of  which 
will  be  treated  under  si:)ecial  details. 

Reference  to  figures  from  pages  94,  95  and  133  of  the  Bul- 
letin of  the  University  of  Wisconsin  No.  197,  indicate  clearly 
that  the  failure  of  a  simple  beam  is  more  likely  to  occur  between 
the  end  and  the  center  than  at  the  center. 

Since  from  the  engineering  standpoint  we  need  to  figure  the 
jreakest  section  of  a  piece  of  construction  and  we  have  at  best 
ily  an  indirect  analogy  to  work  upon  the  theory  of  the  simple 
;am  in  reinforced  concrete  must  be  characterized  as  in  a  crude 
id  unscientific  condition  and  its  design  is  too  often  governed 
the  mere  whim  or  notion  of  the  designer  rather  than  by  exact 
rinciples  of  mechanics. 

Types  of  construction  I  and  11  then  emlxxlying  the  primitive 
lea   of   i)r(Khicing  a   structure  or  floor  by  the  combination  of 
pniple  beams  may  be  condemned  as  unscientific  from  the  practical 
md])()int  that  the  strength  of  the  weakest  section  cannot  be 
itennined  mathematically  in  a  general  manner  at  the  present 
feate  of  the  art  by  the  exact  principles  of  mechanics  and  that  the 
lost  important  features  are  left  to  the  judgment,  whim  or  ca- 
rice  of  the  designer. 

The  numerous  failures  with  type  II  accompanied  1)y  loss  of 
[fe  to  the  workmen  add  force  to  this  criticism.  Fortunately 
lese  types  are  not  distinctive  or  natural  concrete  types  of  con- 
truction  and  it  is  a  fact  that  in  the  latter  the  tensile  web  stresses 
pminish  in  relative  intensity  so  that  their  consideration  becomes 
lerely  a  matter  of  secondary  rather  than  of  primary  importance 
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and  our  admitted  ignorance  of  the  exact  laws  of  mechanics  ap- 
pHcable  thereto  does  not  menace  the  safety  of  the  construction 
in  the  latter  types. 
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Fig.  8.    Beams  of  Series  F— Reinforcement  and  Cracks 


CHAPTER  III. 

Computation. 

ARTICLE  I. 

General  Formulae. 
Before  proceeding  to  the  derivation  of  general  formulae  it  is 
;sirable  to  call  attention  to  the  general  principle  governing  the 
lacing  of  the  reinforcing  metal. 

Any  concrete  slab  or  beam  supported  at  intervals  either  at 
"points  or  on  walls  if  loaded  deflects  or  bends  and  if  the  load  is 
excessive  cracks  the  concrete  first  from  the  under  or  tension  side 
upward  in  a  plane  practically  normal  to  lines  joining  the  supports. 
1  lence  effective  reinforcement  should  cross  these  planes  of  natural 
\eakness  at  right  angles. 

Since  the  steel  reinforcing  bars  can  act  only  by  strain  along 

iheir  length  we  .'^ee  that  in  a  general  manner  whether  they  are 

mi  single  layers  running  in  one  direction  or  in  double  or  multiple 

lyers  running  in  two  or  more  directions  that  as  far  as  the  steel 

concerned  that  their  action  must  be  similar  in  character  to  the 

Ranges  of  a  beam  and  hence  since  the  strength  of  the  plate,  re- 

irdless  of  the  distribution  of  the  stresses  in  the  concrete  must 

jiepend  on  the  tensile  stresses  in  the  steel,  the  general  laws  of 

)ending  would  be  of  identically  similar  form  to  those  for  a  beam. 

Notation. 
jt^x~^^^^  external  moment  at  any  section  distant  from  the 
support  at  the  point  of  greatest  strain. 
^j=  the  internal  moment  of  resistance  for  the  same  section. 

W  =  the  total  load  on  the  beam  or  slab  taken  for  convenience 

in  i.ooo  pound  units. 
L  =  the  span  in  feet. 
d  =  the  distance  from  the  top  of  the  concrete  to  the  center 

of  steel  in  inches. 
g=  the  area  of  one  reinforcing  rod  in  s(|uare  inches. 

g=the  unit  strain  on  the  steel  per  s(|uare  inch  in    i  ,000 
pound  units. 


^x 

=  ^1 

^x 

:=..  (B)  W  L  =^  ^  V    Ag    X  .85d  X    fg   = 
W  L^ 

-Ml 

A 

=      <''>SA3d^ 
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2  =  the  usual  sign  of  summation. 

B  =  a  coefficient  which  may  be  variable  or  constant  in  value 
to  be  determined  and  applied  in  the  following  dis- 
cussion to  formulae  for  bending  moment. 

1)^=    a  similar  coefficient  applied  to  deflection  formulae. 

A  =  the  deflection  for  any  load. 

Then  by  statics  and  the  laws  of  beams  we  have  the  following 
general  equations : 

(1) 

(2) 

(3) 

(i)  Follows  from  the  elementary  principles  of  statics.  (2) 
Follows  from  the  usual  law  of  beams  that  the  external  moment  is  a 
coefficient  times  W  the  total  load  times  L  the  span  which  equals 
the  internal  moment  of  resistance  as  we  have  shown  for  bending 
and  equals  the  area  of  the  steel  times  its  tensile  stress  times  its 
effective  lever  arm. 

Deflections  following  the  laws  of  beams  equal  a  coefficient 

times  — -A_        The  E  and    (.80^  we  will  take  care  of  in  the 
EI  V     J/ 

coefficient  to  be  detemiined.     The  I  is  the  moment  of  resistance 
2  "^s     (-Ssd)^  as  show^n  in  our  treament  of  the  simple  beam. 

ARTICLE  2. 
Application  to  Mushroom  System. 

Having  now  established  our  general  formulae  let  us  proceed 
to  the  application  of  the  fomiulae  to  the  simplest  possible  case 
of  reinforced  concrete  construction  shown  in  figure  9.  This 
type  is  known  as  the  Mushroom  System.  It  consists  of  four  belts 
of  rods  crossing  the  panel  from  column  to  column  and  spread 
out  over  the  supplementary  cantilever  reinforcement  at  the  top  of 
the  column  shown  in  figure  9. 

The  red  areas  in  the  figure  show  the  areas  where  the  rods 
are  only  one  layer  or  belt  in  thickness.  Evidently  we  would  select 
the  point  of  greatest  weakness  in  the  center  red  area  in  a 
direct  line  between  the  columns.  A  practical  test  of  the  con- 
struction up  to  the  yield  point  of  the  steel  after  the  concrete  is 
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Fig.  9.     (Mushroom  System.) 

horoiighly  cured  shows  the  development  of  cracks  due  to  the 

stretcliing  of  the  steel  approximately  along  the  dotted  lines  in  the 

figure,  noted  as  planes  of  greatest  weakness.     These  planes  or 

Imics  of  greatest  weakness  pass  through  or  close  to  the  point 

'  maxinuim  moment  on  a  line  directly  between  the  columns  and 

one  side  of  the  center  of  span  in  line  diagonally  between  the 

coumns.     Between  these  four  lines  of  greatest  weakness  in  the 

center  of  the  panel  we  have  an  approximately  circular  flat  plate. 

To  demonstrate  these  lines  are  nearly  or  approximately  the 

ints  of  maximum  moment  in  the  slab  it  is  necessary  that  we 

nsider  the  action  of  the  C()m])ressive  forces  in  the  top  of  tlie 

lab  tlirough   the  central   portion   reinforced    in    two   directions, 

ake  for  instance  two  planes  ])arallel  to  the  rods  at  right  angles 

each   other  through   the  center  of  the  slab.      We  have  the 

•mpressive  forces  along  one  line  aa  acting  towards  each  other 

d  on  bb  along  another  line  acting  towards  each   other  and 

wards  the  center. 
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We  know  these  forces  can  be  held  in  eqiiihbrium  by  forces  di- 
rectly in  the  line  of  bb  and  aa  and  also  along  the  lines  forming 
a  square  joining  points  b  a  b,  etc. 


4a. 


t\ 
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Fig.  10. 

Evidently  where  the  forces  can  be  taken  care  of  laterally  thev 
will  not  accumulate  towards  the  center  as  they  do  in  a  simple 
beam  and  as  the  sum  of  the  compressive  forces  equals  the  sum  of 
the  tensile  forces  the  strain  in  the  steel  will  be  less  than  it  would 
be  with  a  one  way  reinforcement  for  its  share  of  the  load.  In 
fact  as  Prof.  Grashof  and  Dr.  Eddy  have  shown  in  their  flat 
plate  theories  the  bending  moment  of  a  circular  flat  plate  of 
homogeneous  material  (supported  along  its  outer  edge)  at  the 
center  is  zero  and  it  seems  quite  probable  that  the  compression 
in  our  concrete  at  the  center  will  similarly  be  zero,  though  this 
may  not  be  true  of  the  steel  since  the  strain  developed  in  the  steel 
at  the  outer  part  of  this  area  where  the  moment  is  a  maximum 
must  be  balanced  by  the  stress  in  the  steel  along  its  length  across 
the  area  at  the  bottom  (except  as  relieved  by  the  bond),  consti- 
tuting the  principal  difference  between  the  relative  distribution 
of  stresses  in  the  two  types.  In  other  words  we  have  a  curious 
cross  or  blending  of  a  homogeneous  flat  plate  and  independent 
beams. 

Now  the  *elastic  limit  of  medium  Open  Hearth  steel  is  a 
fixed  quantity  which  varies  little  and  we  can  readily  detennine 

*  The  elastic  limit  here  referred  to  is  the  limit  of  elasticity  of  shape 
t'S  determined  by  a  slowly  applied  load,  as  distinguished  from  rigid  pro- 
portionality of  elongation. 
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this  value.     We  have  only  to  test  a  panel  of  the  finished  construc- 
m,  until  the  first  yielding  of  the  steel  and  we  can  then  by  simple 
roportion  determine  an  exact  working  load  for  a  known  tension 
the  metal  and  our  seemingly  difficult  problem  has  been  solved 
a  simple  and  exact  manner  far  more  accurately  than  would 
possible  by  attempting  to  determine  Poisson's  ratio  of  lateral 
:tension  under  direct  compression. 
For  the  mushroom  system  in  this  manner  we  can  readily  de- 

WL 

rmine  that  M      equals  -^q-  and  for  this  system  the  author  has 

^opted  13,000  lbs.  as  the  working  stress  on  the  steel.  This  an- 
fysis  gives  a  means  for  exact  computation  of  strength  in  an  ex- 
tremely simple  manner  without  bringing  into  consideration  the 
knotty  problem  of  web  stress,  since  the  web  stresses  are  far  less 
severe  than  in  a  beam  due  to  the  lateral  arch  or  ring  action  by 
which  the  increments  of  flange  stress  are  carried  from  one  side 
of  the  slab  around  to  the  other. 

For  deflections  this  formula  becomes 

1         WL^ 


7000      vAgd' 

ARTICLE  3. 

Accuracy  and  Applicability  of  the  Above  Formulae. 

Xo  formula  l)asetl  on  the  elastic  relations  of  materials  can  be 

accepted  as  demonstrated  unless  its  mate  for  deflection  may  also 

be  depended  upon.     In  other  words  an  elastic  theory  in  order  to 

be  accepted  must  demonstrate  its  accuracy  by  the  elastic  deport- 

nent  of  the  material  to  which  it  is  intended  to  a])])ly. 

It  is  interesting  to  note  in  connection  with  the  similarity  of  the 

mstruction  to  the  circular  flat  plate  that  the  general  formula  for 

^flection  may  be  reduced  to  approximately  the  general  form  for 

le  deflection  of  a  flat  plate  as  given  by  Dr.  Eddy  in  the  year  book 

the   Society  of  Engineers  of  the  University  of   Minnesota, 

J97-1901.     This  formula  is  as  follows: 

3(l-k^)  4 

Z  =     —    qr^ 

16  Et* 

which  Z  is  the  deflection,  (j  the  unit  load  and  r  the  radius  and 
the  thickness.  The  other  quantities  may  be  treated  as  a  co- 
icient  and  we  have  then  the  unit  load  times  the  fourth  power 

the  radius  divided  by  the  cube  of  the  depth  but  I  the  moment 
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:-f. 

■     ■     t^  2           J 

of  inertia  which  enters  into  this  is  _^^  eciuivalent  to  A^d   for  am 

12  ^               I 
unit  width  of  reinforcement  and  spacing  of  bars. 

Now  in  our  WIJ  we  have  for  a  square  panel  the  equivalent  of 
qr^  since  in  the  denominator  if  a  represents  the  UKjment  of  the 
steel  i)er  unit  width  the  number  of  unit  w  idths  arc  niulli])]ied  by  ■ 
a  portion  of  L  since  we  make  the  mushr<j(jm  head  a  iixcd  propor- 
tion of  the  size  of  the  panel,,  hence  the  flat  plate  formula  for  de- 
flection reduces  to  a  form  equivalent  to  the  formula  derixed 
from  consideration  of  relations  of  the  reinforcement  to  beam 
formulae. 

Coefficients  Constant  or  Variable. — \\t  have  noted  the  gen- 
eral coefficient  B  and  D  and  we  have  determined  them  for  a 
specific  type  of  construction.  These  coefficients  can  be  used  for 
any  size  of  panel  if  they  are  constants  and  not  variables.  The 
values  may  be  made  constant  by  fixing  the  diameter  of  the  mush- 
room head  and  width  of  belt  to  identically  or  approxiiuately  the 
proportional  diameter  used  in  the  test  panel  from  which  the  co- 
efficient was  determined.  In  other  words  if  the  diameter  of  the 
mushroom  head  and  corresponding  width  of  belt  is  kept  with- 
in the  limits  of  7-16  to  1-2  the  minimum  distance  between  the 
columns  the  coefficient  for  deflection  and  bending  moment  is 
constant,  otherwise  it  becomes  an  extremely  variable  quantity 
increasing  in  value  several  hundred  per  cent  as  the  width  of 
the  belt  is  decreased  to  Y^L,  hence  coefficients  of  this  character 
must  be  applied  rigidly  to  proportional  types  of  reinforcement 
until  the  law  of  their  variation  is  accurately  determined. 

We  have  thus  far  determined  the  formula  for  this  type  of 
construction  where  the  panels  are  square  and  we  will  now  pro- 
ceed to  determine  the  coefficient  where  the  panels  are  rectangular, 
that  is  instead  of  having  one  dimension  L  for  the  panel  we  have 
Lg  for  the  short  side  and  \  for  the  long  side. 

The  difference  in  distribution  of  the  internal  stress  in  the 
)anel  between  the  case  of  the  square  panel  and  the  rectangular 
panel  lies  in  the  fact,  that  the  line  of  weakest  section  in  the  cen- 
iral  part  or  area  of  the  panel  is  an  ellipse  instead  of  a  circle  and 
it  would  seem  that  for  such  a  distribution  the  bending  moment 
should  be  taken  as  increasing  with  the  major  diameter  of  the  I 
ellipse.  In  other  words  the  external  moment  would  be  a  co- 
efficient times  L^  •  Lg  only  entering  into  the  equation  in  deter- 
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Fig.  11.     View  of  floor  of  Hamm  Brewing  Company's  Stock  House, 
lowing  tanks  partly  placed. 
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mining  VV  and  in  detenninine;-  alsf)  the  diameter  of  the  mushroom 
head  which  slionld  be  kept  within  the  previous  fixed  hmits. 

Tests  on  a  large  number  of  panels  in  which  Ls  varies  from 
six-tenths  of  ^l  to  unity  shows  that  this  coefficient  remain > 
practically  a  constant  taking  the  longer  side  of  the  panel  as  1 . 
in  the  general  formula. 

•  For  example  take  the  case  of  a  panel  of  the  Hamm  Brewing 
Company's  building,  shown  in  figure  (ii).  Panel  22'-io"  by 
26'  o''  loaded  with  four  tanks  10'  in  diameter,  15'  high  full  of 
water.  The  load  as  the  writer  figures  it  would  be  equivalent  to 
200  tons,  uniformly  distributed  load.  The  floor  slab  was  14" 
thick  at  the  outer  edge  and  pitched  upwards  3''  to  the  center  and 
reinforced  with  twenty-five  %''  rounds  each  way.  Taking  an 
equivalent  depth  of  ^sVa"  ^"^  the  distance  from  center  of  steel 
to  the  top  we  have  the  following  equation. 

1  (400)    (26)' 

A    =      X ^     =     .144" 

7000  (4x25 X. 3)   (15.25) 

Another  panel  in  the  same  building,  20'  10''  by  20'  8".     Same 

loading  thickness  and  reinforcement. 

1         ,,  (400)    (20.83)' 

A    =      X ^     =     a  full  1-16  ' 

7000  (4  X  25 X. 3)  (15. 25) 

These  figured  deflections  proved  exactly  equal  to  the  measured 
deflections  as  nearly  as  the  engineer  of  the  brewery  could  deter- 
mine by  marking  the  same  with  a  knife  edge. 

We  will  take  another  case.  Test  of  the  State  Factory  build- 
ing at  Stillwater,  Minn.,  Mr.  C.  H.  Johnston,  architect,  shown  in 
figure  (12.)  Size  of  panel  19'  9''  by  20'  8''.  Thickness  of  slab 
8''.  Reinforcement  seventeen  V^''  rounds  each  way.  Test 
load,  450  lbs.  per  foot  over  the  full  area.  , 

3  •  ''^ 

(180) (20  66) 

A     =      ^      =       .573'       =      9-16  " 

(7000    4xl7x.ll)(7.25) 

the  reported  deflection. 

The  Hoffman  building,  Milwaukee,  figure  (13).  Test  load 
142  tons.  Panel  17'  o''  by  16'  8''.  Reinforcement  seventeen  y%" 
rounds  each  way.     Slab  83/^^'  {7V2'  rough  and  \"  finish.) 

(284) (17)' 

^      .437     =     7-16  ' 


(7000)(4xl7x.ll)(7.8)^ 


the  measured  deflection. 


COMPUTATION    OF    DEFLECTION. 


33 


hnil 


Another  example :    Test  of  the  John  Deere  Plow  Company's 
iiildng  in  Omaha.     Panel  iS'-q''  square.     Reinforcement  six- 
n   %''   rounds   diagonally  and   fourteen   -l^''   rounds  directly 
rom  column  to  column.     7''  slab,  in  rough  with  strip  fill  added 
'     later  about  2^''  thick  and  a   J/^''  finish  floor  of  maple.     This 
we  find  an  equivalent  to  a  slab  of  about  8}i^^  concrete  as  far 

»  deflection  is  concerned,  the  strip  being  a  1-35^-4  mixture. 
(160)  (18.75)^ 
A     =      ^^7^—:^ —      ="       -356"  or  % 


(7000)  (6. fi)  (8) 
te  deflection  measured. 
Test  of  96  tons  gave  ^''  deflection  in  this  case  showing  a  little 


Fig.  12. 

ilding  of  the  strip  fill  which  had  not  had  sufticient  time  to  be- 
ne hard  and  as  rigid  as  it  would  have  been  with  a  longer 
kiod. 

Figure  (15),  test  load  on  the  floor  of  the  M.  Born  building. 
inel  15'  6''  by  20'  o".     Slab  gV/'  from  the  center  of  the  steel 
the  top,  10%''  or  10.25''  thick.     Reinforcement,  eighteen  J/2'' 
jare  bars  twisted.     Load  240,000  lbs. 


1 

7000 


X 


(240)  (20)' 
(18)  (9.5)' 


.168" 


.014 
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Fig.  14. 

John  Deere  Plow  Co.  Building,  Omaha.     Test  load  96  tons,  panel  li 
square. 
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SPAN    20X15-b    „ 
tlVB  LOAD  PER  SQ.  FT.  800  ro^-'J 
DEfl/SCTlOH    .0\4ri 


t^g.   15. 
Test  load  on   floor  of  the  M.  Born  Building.  Chicago. 
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Figure  (i6),  view  of  the  Moos  building,  Chicago.  Panel 
i8'  ii''  b}^  20'  o".  Slab  8^'  thick.  Test  load  230,800  lbs.  Rein- 
forcement twenty-three  j^'"  rounds  each  way. 

(231) (20)^ 

A     = X      -T-      =     .493" 


1 

7000 


(10.2)  (7. 25) 


the  measured  deflection  -' 


Fig.  16. 
Test,  of  Moos'  Building,  Chicago.     S.  ]M.  Crowen,  architect,  Chicago. 

Note — This  test,  as  also  that  shown  in  Fig.  16b,  was  made  before  the 
concrete  had  been  given  time  to  harden  sufficiently  to  deport  itself  in 
accord  with  formula  based  on  older  and  harder  concrete. 
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I 


icess  deflection  in  tests  made  before  concrete  is  thoroughly  hardened. 


Fifi-.  ]Gb. 

Test   of   second    panel    .1.   and    B.    Moos    Building,    Chicago.       S.    M. 
)wen,  architect. 


Computed  deflection 
1 
7000 


A    -^ 


X 


(240)    (20)' 


.511' 


(10.2)  (7.25) 

Measured  deflection  11-16"  is  3-16"  greater  than  computed 
|e  to  testing  when  concrete  was  hut  five  ivceks  old. 

The  building  department  of  Chicago  criticised  the  result  of 

is  excellent  test  and  did  not  appear  to  possess  sufficient  famil- 

trity  with  the  properties  of  concrete  to  recognize  this  as  a  re- 

larkahle  showing  in  view  of  the  short  time  which  the  concrete 

lid  had  to  harden. 
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Figure  (i8),  view  of  the  Merchants  Ice  and  Cold  Storage 
i)uilding.  Panel  iy'  o'"  by  18'  o'\  Test  load  550  lbs.  per  square 
foot  of  brick,  leaving  4'  square  each  corner  unloaded. 

(133)  (18)^ 
A    =     X     „ —      =     .28" 


1 

7000 


(7  5)    (7.25)' 


Fig.  18. 

le  Official  Tcstitig  of  flic  Floors  of  the  Grcllet  Collins  Ihtild- 
ing,  Mushroom  Sxslciii.  by  the  City  of  Philadcll^hiar' 
The  Bureau  of  iJuildini;-  ins])cction  rec|uired  that  portions  of 
^e  floors  of  the  building  (said  j)()rtion  to  be  selected  by  them) 
be  tested  with  a  gradually  applied  load  of  twice  the  actual 
forking  load  the  floors  were  designed  to  carry,  and  that  while 
le  floors  were  being  tested  the  deflection  of  the  floors  due  to 
iding  were  to  be  carefully  measured,  as  upon  the  amount  of 
iflection  in  proportion  to  the  amount  of  the  load,  the  building 
ipartment  could  judge  the  safety  of  the  floor. 

To  obtain  the  results  carefully  and  accurately,  five  iron  rods 
ire  hung  at  various  points  fi'oni  the  underside  of  tlie  In-st  lloor. 


*  Information    furnislicd    tli  rough    courtt'sy    of   .John    G.    Brown,    con- 
ictor,  for  the  building. 
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and  upon  these  rods  targets  were  secured.  The  floor  was  then 
cleared,  the  targets  carefully  adjusted  by  means  of  an  engineer^ 
level,  and  the  loading  begun.  The  loading  was  accomplished 
by  placing  boxes  loaded  with  heavy  coated  enameled  paper  (the 
weight  of  boxes  previously  determined),  over  the  entire  area 
to  be  tested;  when  one  layer  of  boxes  was  finished,  the  deflec- 
tion of  the  floor  was  noted  on  each  target,  then  another  layer 
placed  on  top  and  the  deflection  noted,  following  out  this  plan 
until  the  loading  was  finished.  To  load  the  first  floor  require  1 
two  and  a  half  days,  and  the  load  was  allowed  to  remain  over 
night.  The  floor  was  then  gradually  unloaded  and  the  recover\ 
of  the  floor  back  toward  its  original  position  was  carefully  noted 
upon  the  removal  of  each  layer  of  boxes. 

Tlie  result  of  the  test  on  the  first  floor  was  so  remarkable 
that  it  was  decided  to  test  the  seventh  floor.  This  floor  was 
designed  to  carry  150  pounds  to  the  square  foot,  and  was  tested 
to  300  pounds  to  the  square  foot  (to  read  the  deflections,  nine 
rods  with  targets  were  used),  the  deflection  here  was  even  much 
less  than  on  the  first  floor.  The  deflection  was  only  3-32  of  an 
inch.  As  a  matter  of  general  interest  the  seventh  floor  wa-- 
tested  to  two  and  one-half  times  the  designed  load,  with  a  very 
small  increase  in  deflection. 

In  each  test  conducted  the  results  zvere  so  pleasing  to  the 
building  department  that  it  zvas  officially  approved  for  use  in 
the  tii'st-chss  huildings  of  Philadelphia. 

The  testing  for  the  city  was  under  the  direction  of  Air. 
George  Warner,  Concrete  Engineer,  Bureau  of  Building  In- 
spection, City  of  Philadelphia. 

The  deflections  read  by  Mr.  James  Haldeman,  Assistant 
Engineer  in  charge  of  Lines  and  Grades  (east  half).  Section 
Six,  Market  Street  Subway. 

The  test  of  the  first  floor  was  witnessed  by : 

Mr.  Edwin  Clark,  Chief  of  Bureau  of  Building  Inspection,  City  of 
Philadelphia. 

Mr.  Manton  Hibbs,  Structural  Engineer,  Bureau  of  Building  Inspec- 
tion, City  of  Philadelphia. 

Mr.  Geo.  S    Webster,  Chief  of  Bureau  of  Surveys  of  Philadelphia. 

Mr.  Geo.  E.  Datesman,  Principal  Assistant  Engineer,  Bureau  of 
Surveys. 

Mr.  Henry  H.  Quimby,  Assistant  Engineer  Bureau  of  Highways, 
bridge  Engineer,  City  of  Philadelphia. 

Mr.  Howard  Richards,  Member  of  Wilson,  Harris  &  Richards,  Archi- 
tects and  Engineers. 
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]\Ir.  Chas.  M.  Mills,  Principal  Assistant  Engineer,  Market  Street  Sub- 
wny  and  Elevated  R.  R. 

Mr.   Richard   Erskine,   Architect,   and   Mr.   Norman   Hume.  Inspector 
Construction,  representing  Mr.  Grellet  Collins,  owner  of  the  building. 
Mr.  Edward  F.  Cobb,  Sales  Department,  Vulcanite  Portland  Cement 
I,  which  company  supplied  the  cement  for  the  reinforced  concrete  work. 

1525  Fairmount  Ave..  Philadelphia.  Pa., 
May  4th.  1903. 

Mr   John  G   Brown,  Witherspoon  Bldg.,  Philadelphia.  Pa. 

Dear  Sir  -Below  please  find  detailed  report  of  floor 
test  on  first  floor  of  the  Dill  and  Collins  Building  at  the 
Northwest  corner  of  Sixth  and  Cherry  Streets,  Philadelphia.  Pa. 


load   In 

pe  r   eg, 


Ite. 

ft. 


Deflsctlon   In   Inches 

Tsreet   Rumher 
2  3  4  5 


124 

1/80 

0 

0 

1/64 

1/48 

200 

1/48 

0 

0 

1/64 

1/24 

«60 

1/32- 

1/32 

1/48 

1/48 

1/16 

260 

1/48 

1/32 

1/4B 

1/64 

1/16 

2  20 

1,'32 

1/32 

1/48 

1/64 

1/16 

276 

1  /32  ♦ 

1/32 

1/48 

1/32 

5/64 

436 

1/24 

1/24 

1/48 

1/32 

3/32- 

600 

1/24 

1/16- 

1/48 

3/64 

5/48 

600 

1/16- 

1/16 

1/32 

1  '16 

1/8 

660 

1/16- 

1/16 

1/J2 

1/16 

1/8* 

633 

1/16 

1/16'' 

1/16- 

1/16* 

5/3? 

633 

1/16 

1/16 

1/1.6 

1/16 

6/32* 

600 

1/16 

1/16- 

1/16- 

1/16- 

7/48 

375 

l/l6 

1/16 

3/64 

1/16 

1/8    ♦ 

260 

3/64 

3/64 

1/32 

3/64 

•'./64 

124 

1/32 

1/24 

1/24 

1/24 

1/lZ 

0 

1/48 

1/48 

0 

1/48 

3/64- 

0 

1/64 

0 

0 

0 

3/64- 

0 

0 

0 

0 

0 

0 

4- ■28-08      2. CO   P.   M. 


4-28-08      5.30    P.   M. 
4-29-Oa      9.20  A     M. 


4-29-08      5.30    P.    M. 
4-30-08     7,00  A.   M. 


4-30-08      11.40  A.    M. 

(Final   load) 
4-30-08        1.00   P.   M. 


4-,W-08 

5.00   P. 

M, 

6-1-08 

9.00  A. 

H. 

6-1-08 

2.00   P. 

H. 

6-1-08 

5.20   P. 

M. 

5-2-08 

8.00  A. 

M. 

I  certify  to  report  as  being  correct. 


^^^^^i^**^'€%'t^t^ 


Asst.   Engineer. 


Plot  SMOwiNa  dcfuecticn  tor  tACu  lNCl?E^-'ErMT  or  6§  tons  uO^oimo 
Plot  smov»inq  recovery    on  ccr-io/Ac   c  cacm      6^  tons  uOao 


.^  -. 

y 

k^ 

i^ 

^ 

^-1 

<^ 

'"'^ 

V 

Ik,   ^ 

\ 

ccoj. 

^^.v 

^   - 

_'^ 

" 

ToTAu  LOAO    67i  TONS 

633  /lveR/>ee  Un.'opm  load  pcr  39 't 
/Iqea  Coit.KZ.o    214  30  rr 
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The  Testinf-  of  the  Mushroom  System  Reinforced  Concrete  Floors. 


Fig.  19. 

Tliis  floor  designed  to  carry  300  lbs.  to  each  sq.  ft,  or  30  1-10  tons. 
Now  carrying  633  lbs.  to  sq.  ft.  or  67%  tons. 


15- lO" 


FlGUREIS    ENCLOSED    THUS   (f)    CEPPESENT     POSITION  OF  TARQCTS. 

Fig.  20. 


i 
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Figures  enclosed  thus  {3)  represent  position  oftarqets. 

Fip-.  21. 


Plot  showing  deflection  for  each  increment  of  714  tons  loading.     Plot 
>wlng  recovery  on  removal  of  each  714   tons  load. 


20         30         40        50         60 


60        SO       ^o       30 


• — 

"-sO 

• 

^«sj 

k^ 

'"'■'"C) 

^ 

;o^ 

■^^ 

V 

«s_" 

-  s 

.ec^ 

^ 

-^ 

- 

TOTAU   LOAD    67 i   TONS 

633  Avceaoc  UniFopm  Loan  per  sq  ft 
AoEA  Covered    214-sqrT. 

Test  of  Seventh  floor  construction  of  Grellet  Collins  building. 

Computed  deflection  : 

1st   M.   Slab  7}i'',  strip  fill   2''=:efifective   depth,   center  of 
tel  to  top  of  slab  8"'     19  5-16  sq.  yards  each  way. 

136  X  (15.833)"^ 

A    = — — —      =      5-32' 


7000x(7.5)x(8) 

le  measured  deflection. 
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Fig.  22. 

Testing  of  the  Seventh  floor. 

Computed  deflection  reinforcement  as  before  slab  7^-j-2"  strip  fill. 

73  X  (15.833)^ 

A     =      r      =       -085"       =       5-64" 

7000  X  7.5  X  (8) 


Fig.  23. 

Showing  Instrument  and  Rods  with  Targets  for  determining  deflec- 
tions.   Underside  of  Seventh  floor. 
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These  examples  are  sufficient  to  give  an  indication  of  the 
practicability  of  figuring  the  deflections  of  almost  any  concrete 
instruction  with  mathematical  precision,  provided  that  a  good 
s^rade  of  concrete  has  been  used  and  that  this  concrete  has  been 
^iven  a  reasonable  time  to  cure  and  become  fairly  hard  and  rigid. 
The  majority  of  these  tests  were  made  with  concrete  from 
Hir  to  four  and  a  half  months  old.     The  deflection  would  re- 
duce somewhat  had  the  test  been  made  with  concrete  from  a 
car  to  fifteen  months  old. 

Tims  it  may  l)e  seen  that  while  a  multiple  way  system  of 
I  infcicenient  has  the  appearance  of  being  exceedingly  compli- 
cated from  the  standpoint  of  analysis,  unlike  multiple  intersection 
steel  frame  work  there  is  nothing  easier  to  compute  wnth  cer- 
tainty provided  the  engineer  has  a  small  amount  of  test  data  to 
work  from  which  is  applicable  to  the  type  with  wdiich  he  is  deal- 

Owing  to  the  small  value  of  the  coefficent  W  L  developed 
under  test  for  the  moment  it  is  evident  that  there  is  a  very  ma- 
terial ccDiioniy  in  this  type  of  design  applicable  not  only  to  flat 
slab  and  column  construction  but  also  to  the  flat  slabs  in  building 
work.  s(|nare  and  rectangular  slabs,  supported  by  beams  or  walls. 

I  ARTICLE  4. 

Special  Cases,  Side  Panels  and  Corner  Panels. 
We  have  yet  to  consider  in  the  mushroom  system  two  special 
t-.es. 

1(1)  A  side  panel  w-ith  continuous  wall  support  on  one  side 
d  two  columns  supportng  tlie  otlicr. 
(2)  A  corner  panel  having  a  wall  supporting  two  sides  and  a 
lumn  .supporting  one  corner. 
Test  of  a  number  of  cases  indicates  that  the  same  coefficient 
■>ill  apply  since  the  deflection  which  would  otherwise  occur  be- 
j^been  the  two  columns  on  tlie  sides  which  are  replaced  by  the 
^Bill  is  eliminated  l)y  the  wall  and  there  appears  to  be  no  differ- 
^Bce  in  the  coefficient. 

I^B   'Ihis  fact  is  brought  out  best  l)y  the  elastic  deportment  of  the 
'^  ab  under  load  and  the  detlection  formula.     Take  for  example 
St  of  the  Bovey  building,  figure  (25).     This  test  consisted  of 
ety  tons  on  a   panel    14'- 10"  by    i6'-6''  figuring  center  of 
ring  6"  over  the  wall   supports.     Reinforcement   seventeen 
"  rounds  each  way.     Slab  8"  thick.     Strip  fill  not  hardened 
ciently  to  count. 
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TEST    OF    BOVEY    BUILDING.    MINNEAPOLIS. 


Fig.   24. 
Reinforcement  of  the  First  floor. 


Fig.  25. 

Load  test  of  the  Bovey  building.     180  tons  on  two  panels,  16x30  feet. 
C  A.  P.  Turner,  Engineer,  Minneapolis,  Minn. 
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(180) (16.5)^  5  - 

A    = =     .294'        =     -T^ 

(7000) (7.5) (7.25)^ 

the  measured  deflection. 

Similarly  for  the  mushroom  panel  in  the  corner  of  a  building 

wth  two  sides  resting  on  a  wall,  if  the  corner  is  filled  out  with 

the  diagonal  rods  the  same  coefficients  apply  as  determined  by  the 

test  of  the  second  panel  in  this  same  building. 

An  interesting  feature  of  the  deflection  of  a  concrete  panel 
cf  this  type  lies  in  the  fact  that  the  stresses  seem  to  be  very  nearly 
self-contained  within  the  panel.  In  other  words  the  most  care- 
ful measurement  placing  standards  in  adjacent  panels,  fails  to 
ie\ eal  any  negative  deflection  in  the  adjacent  panels  under  loads 
of  one  and  two  hundred  tons  in  the  test  of  a  single  panel.  Thus 
it  is  evident  that  there  can  be  very  little  eccentric  stress  trans- 
mitted to  the  column  in  view  of  this  interesting  deportment  of  the 
slab. 

Comparison  of  the  figured  deflections  by  this  formula  with 

the  coefficient  for  simple  beams  shows  that  the  slab  is  relatively 

J  considerably  stift'er  than  beam  construction,  having  a  depth  even 

tbie  the  thickness  of  the  slab. 
The  advantage  under  concentrated  loads  in  a  multii)le  way 
system  of  this  character  lies  in  the  fact  that  any  concentrated  load 
immediately  brings  into  action  the  reinforcement  of  the  entire 
panel  and  even  more  than  that,  hence  under  machinery  such  as 
nting  presses  which  ordinarily  set  up  considerable  vibration  in 
■  timber  or  steel  frame  there  is  none  precej^tible  with  this  type 
concrete  building. 

ARTTCT.E  \' . 
Deflection  Limits. 

■few  of  the  city  building  departments  have  established 

ridiculous  re<|uirement  that  the  maximum  deflection  of  a  slab 

er  test  shall  be  the  same  percentage  of  the  Icngtli  of  the  span 

that  permitted  or  allowed  for  a  deej)  beauL     This  proves  that 

!'>se  responsible  for  the  regulations  were  lacking  in  knowledge 

I^Rhe  elementary  relations  of  depth  to  unit  strain  and  stiffness. 

^        These  relations  are  most  easily  deduced  from  the  exact  for- 

Bae  for  beams  of  a  homogeneous  material.     Since  the  general 
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the  Ijeam  of  homogeneous  material  and  the  cgmposite  beam.  Con- 
chisions  from  formulae  applicable  to  the  former  will  apply  to 
the  latter.     From  the  theory  of  flexure  we  have  for  strength 

W  =  n       ,^  ^ 
I  c 

where  n=4,  8,  8  or  12,  for  the  four  (Hfferent  cases,*  namely, 
simple  and  restrained  beams  loaded  with  W  concentrated  at 
center  and  W  uniformly  distributed.  The  requirement  of  stiff- 
ness, i.  e.,  a  given  maximum  deflection,  limits  the  load  l)y  a 
diff^ent  formula : 

W  —  m 

/=' 

where  m^48,  76.8,  192  or  384  for  the  same  four  cases.* 

By  equating  these  values  of  W  the  relation  between  A  and 

S  is  obtained. 

n  Z-  S 

A    =    

m  c  E 

This  showr  that  the  maximum  deflection  for  the  same  unit  stress 

varies  as  _/     for  beams  of  the  same  material,  while  coefficients 

c 
n  and  m  make  a  further  wide  variation.      Such   ^■ariations  of 
course  make  it  absurd  to  limit  the  permissible  deflection  to  a 
tixed  per  cent  of  the  span,  as  has  been  attempted  by  some  ordi- 
nances. 

Practical  test  under  common  conditions  of  partial  restraint 
shows  that  in  a  span  of  forty  times  the  thickness  or  depth  of  the 
slali  or  beam,  i.  e.,  /=:40t  ( t=2c  approximately)  a  deflection 
equal  to  /-i-250  will  not  materially  injure  the  construction.  Then 
by  the  above  formula  we  may  deduce  that  for  /=io  t  the  max- 
imum deflection  should  not  exceed  ^qqq  :  In  treating  A  as  a  per 
cent  of  the  span,  our  unit  of  measure  is  the  span.  /.  Hence  the 
permissible  deflection  A  ^s  a  per  cent  of  7  should  vary  directly 
as  /-^c.  or  in  other  words  directly  as  the  ratio  of  span  to  thick- 
ness of  slab  or  depth  of  beam. 

As  a  practical  constructor  desires  to  test  only  to  safe  limits 
rather  than  anything  approaching  the  ultimate  limit  he  does  not 
object  to  regulations  twenty  per  cent  more  rigid  than  those  noted 
provided  the  time  of  making  the  test  is  not  less  than  four  months 
after  casting  the  concrete. , 

*  In  these  formulas  /=Span  Ci=:d{£tance  of  outermost  fibre  from 
center  of  gravity;  A  ^deflection  S:=  maximum  unit-stress,  and  I=the 
moment  of  inertia,     m  and  n  are  coefficients. 
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ARTICLE  6. 

■opcr  Time  to  Make  Tests  and  the  Significance  of  the  Deflection 

of  the  Work  Under  Test. 

There  are  many  incorrect  notions  regarding  the  time  neces- 

;ry  for  concrete  to  harden.     Under  the  most  favorable  condi- 

ms  reinforced  concrete  work  should  be  able  to  carry  its  rated 

.d  in  ten  days  to  two  weeks.     It  should  not  be  over-loaded  at 

is  period  even  when  it  has  set  up  under  the  most  favorable 

ing  conditions.     Some  of  the  best  Portland  cements,  high  in 

ica,  are  very  slow  setting,  requiring  between  three  and  four 

nths  to  become  sufficiently  rigid  and  hard  so  that  the  deflecton 

the  work  can  be  determined  with  mathematical  precision. 

When  the  work  is  tested  before  the  concrete  has  thoroughly 

tiie  concrete  s(|ueezes  together  and  the  resulting  deflection  is 

•normal.     The  steel  may  not  have  been  strained  severely  and 

yet  a  large  deflection  has  developed. 

This  can  be  quite  largely  removed  by  remoxing  the  load  and 

promptly  soaking  the  top  of  the  slab  with  water  which  seems  to 

exi^and'the  concrete  somewhat  and  assist  in  its  elastic  recovery. 

Such  tests,  however.  ha\e  absolutely  no  scientific  value  and 

ly  do  some  permanent  injury  to  the  work. 

Architects  lacking  in  familiarity  with  the  characteristics  of 

rtland  cement  frecjuently  specify  that  very  severe  tests  shall  be 

,(le  at  the  end  of  thirty  days.     The  experienced  constructor, 

•wever,  will  never  tie  himself  up  to  such  a  guarantee  as  the 

iditions  affecting  the  hardening  are  far  too  variable  to  render 

nputations  by  any  known  method  of  figuring  of  any  value 

Whatever   in   determining  the   elastic  behavior  of  the   material 

iiuler  severe  load  at  this  period.     It  is  for  this  reason  that  the 

titer  regards  the  majority  of  tests  at  the  Technological  Schools 
of  comparatively  little  value  while  those  made  in  St.  Louis 
der  the  auspices  of  the  United  States  (leological  survey  on 
scimens  which  were  hardened  or  cured  under  what  might  be 
•'  nned  hot  house  conditions  and  the  time  at  which  the  specimens 
^^^tained  a  fair  degree  of  strength  is  no  criterion  whatever  as  to 
I^Biat  the  cement  will  do  in  practical  use  on  the  work. 
^^H  In  cold,  chilly  weather  the  writer  has  seen  an  entire  floor  of 
'^^ncrete  remain  dormant  and  at  the  end  of  two  w^eeks  be  in 
almost  as  soft  a  condition  as  when  the  concrete  was  first  placed. 

In  days  thereafter  during  a  spell  of  warm  weather  the  cement 
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hardened  up  in  good  sliape  and  the  centers  could  l)e  renii)\ed. 
The  writer  was  called  about  eight  hundred  miles  by  telegram  in 
this  instance,  tlic  assertion  being"  made  that  the  cement  wa^ 
worthless  which  would  ha\e  proved,  if  correct,  a  ver\-  seriou> 
matter.  "Idie  difficulty  was  that  the  superintendent  had  used 
water  practically  ice  cold  and  the  weather  remaining  chilly  the 
cement  had  remained  dormant  during  this  entire  ])eriiKl.  This 
is  one  of  the  dangers  in  reinforced  concrete  construction,  the 
failure  to  appreciate  the  fact  it  requires  time  for  concrete  to 
thoroughly  harden,  that  the  cement  is  active  in  hardening  de- 
pendent quite  largely  on  its  temperature. 

Concrete  may  be  placed  in  the  climate  of  Northern  Minnesota 
in  December,  freeze  up,  thaw  out  in  March  and  be  as  soft  as  the 
day  it  was  placed,  and  after  four  weeks  of  proper  treatment, 
wetting  down  and  seeing  that  the  temperature  is  near  sixty,  it 
may  harden  up  in  excellent  shape. 

In  general  a  slab  or  beam  of  reinforced  concrete  is  not  in  fit 
condition  to  test  until  it  is  hard  and  practically  dry  throughout. 

Another  condition  which  greatly  affects  the  strength  and  de- 
flection of  reinforced  concrete  and  which  sometimes  happens  in 
building  work,  is  the  condition  that  an  open  floor  becomes  soaked 
with  water  after  the  concrete  has  fairly  set  up  that  this  water  on 
the  floor  and  moisture  in  the  concrete  becomes  frozen  and  later 
when  another  story  or  the  roof  has  been  put  on  and  the  heating 
plant  put  in  the  building  this  ice  and  frozen  moisture  in  the  con- 
crete is  suddenly  thawed  out.  Hie  concrete  then  is  in  somewhat 
the  same  condition  as  a  water  pipe  which  has  frozen  up.  Sudden 
heating  expands  the  ice  and  strains  the  iron  very  materially  if  it 
tices  not  burst  the  pipe.  So  with  our  concrete,  leaving  the  con- 
crete temporarily  in  a  condition  of  severe  internal  stress  in- 
dicated under  load  by  very  excessive  deflections. 

The  writer  has  been  up  against  a  proposition  in  a  case  of  this 
kind  in  which  the  city  building  inspector  took  a  notion  that  he 
desired  to  make  a  test  with  the  concrete  in  this  condition.  It  is 
needless  to  say  that  he  did  not  get  very  far  with  his  testing. 

In  drawing  conclusions  from  tests  to  determine  the  coefticients 
of  the  general  formulae  the  concrete  should  be  at  least  four 
months  old.  A  reasonable  rule  for  testing  w(^rk  is  the  applica- 
tion of  not  exceeding  one  and  one-half  times  the  working  load 
at  the  end  of  nine  weeks  and  (loul)le  the  working  load  at  the  end 
of  sixteen  weeks  time  from  the  placing  of  the  concrete. 
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ARTICLE  7. 

Coefficients  for  Beams. 
For  sinii)le  beams  supnortecl  at  the  ends  we  have 


8 

J^cslraiiied  and  Coiifiiiuoiis   Beams. 

Where  we  have  a  beam  continuing-  (i\er  coKimns  it  becomes 
[reinforced  o\er  the  cokimns  a  continuous  or  partially  con- 

lous  beam. 

For  a  uniform  loading;  the  beam  to  be  truly  continuous  needs 
be  reinforced  on  the  top  Range  only  to  the  point  of  contra- 
'xure.  This  condition  of  uniform  live  load  we  have  only  in  the 
rarest  cases  and  the  conditions  of  a  full  load  on  one  panel  and 
none  on  the  next  is  to  be  provided  for. 

With  ty])e  III,  figure  three,  in  which  the  beams  run  in  two 
directions  and  are  monolithic  with  the  slab  and  the  slab  is  rein- 
forced in  two  directions  we  have  the  slab  rods  running  parallel 
with  the  beam  capable  of  acting  as  tension  reinforcement  for  top 
flange  under  negative  bending  and  in  this  type  of  construction 
if  the  rods  are  pr()])erly  placed  and  sufficiently  lapped  we  have  the 
condition   of  an    ideal   continuous   reinforced   concrete  beam   in 

Iiich  it  is  permissible  to  take  D  the  negative  bending  moment 
e 
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jr  the  support  —^  and  in  the  center  of  span    ^q        \\  here  the 

mis  frame  intr)  columns  at  the  wall  we  make  no  difference  in 


W  L 

»e  bending.      If  however,  the  beam  is  merely  supported      22 

lould  be  taken  as  the  maximum  positive  bending  moment. 
l'>)r  detlection  the  writer's  tests  on  simple  beams  have  been 
niiite  limited  but  we  are  in  the  habit  of  taking  the  coefficient  (D) 
^Dr  the  case  of  a  beam  supported  at  the  ends,  as  api)roximatelv 

I 

Hni  type  HI  jqoo 

^B  These  coefficients  will  of  course  vary  somewhat  with  the  type 

^^reinforcement,  degree  of  continuity  secured,  the  character  of 

the  reinforcement  in  the  slab  and  the  thickness  of  the  same  and 

whether  the  beam  has  been  cast  at  one  operation  or  whether 

■  •  splice  has  been  made  in  the  concrete.     A  si)lice  in  the  con- 

B 


and  for  continuous  beams  which  are  cast  with  a  heavy  slab 
1 
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Crete  generally  gives  an  additional  deflection  of  one-sixteenth  inch 
and  even  sometimes  three-thirty-seconds  inch  in  a  beam  of  20'^ 
span  when  tested  to  double  its  working  load. 

A  large  amount  of  test  data  would  1)e  necessary  to  cover  allL 
types  of  beam  reinforcement  with  anything  like  the  degree  of  ^ 
mathematical  precision  of  the  formula  by  wdiich  the  deflection  of 
a  mushroom  slab  may  be  computed. 

ARTICLE  8. 

Diz'isioti  of  the  Load  Over  the  Beams  J  I' here  the  Beams  Run  in 

Both  Directions. 

This  is  a  question  on  which  w-riters  seem  to  be  somewhat 
divided.  In  a  square  panel  the  direct  division  of  the  load  would 
be  along  the  diagonal  lines  of  the  panel,  the  area,  if  we  should 
disregard  the  slal)  action  in  distributing  the  load  being  that  sup- 
ported by  the  triangles  formed  by  the  diagonals  of  a  panel  the 
base  of  which  is  one  of  the  beams.  If  we  disregard  the  action  of 
the  slab  in  distributing  the  load  the  bending  moment  on  the  1)eam 

W  L  .  W  L 

would  be  -~g^  instead  of  — g—  for  a  simple  beam.  The  slab  how- 
ever, acts  in  a  manner  similar  to  the  flat  slab  of  the  mushroom 
system  transferring  no  small  portion  of  the  load  directly  to  the 
column.  Hence  it  appears  more  reasonable  to  take  the  load  upon 
the  beam  as  uniformly  distributed  and  where  the  panel  is  rectan- 
gular in  a  similar  manner  to  the  treatment  of  the  mushroom  sys- 
tem and  as  would  apparently  be  indicated  by  the  consideration  of 
the  elliptical  plate  we  would  take  the  load  as  divided  between  the 
short  and  long  beams  on  the  sides  of  the  panel  in  proportion  to 
the  length  of  the  respectve  sides  or  beams. 

It  may  be  stated  that  this  is  a  radical  departure  from  the  views 
of  all  authors  on  this  subject  but  it  might  also  be  stated  that  the 
formulae  suggested  by  these  authors  are  lacking  in  accuracy  to 
the  extent  of  several  hundred  per  cent,  and  that  further  our 
tests  of  work  designed  in  this  manner  have  demonstrated  to  the 
author's  satisfaction  that  this  distribution  gives  the  best  practical 
results  for  variations  in  the  sides  of  the  panel  of  dimensions  rang- 
ing from  that  of  the  shorter  side  equal  to  .6  of  the  longer  side 
to  unity.  It  is  a  fact,  however,  that  this  excellent  type  of  con- 
struction is  not  amenable  to  the  simple,  certain  and  direct  ana- 
lysis of  the  flat  slab  mushroom  type.  % 
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However  by  working  out  the  appropriate  formulae  for  the 

)ending  moment  and  deflection  of  the  slab  under  this  distribution 

^f  load  if  the  coefficient  (D)  of  the  deflection  formula  proves  a 

)nstant  or  practically  so  this  outlined  distribution  of  load  can 

shown  correct  and  this  seems  to  be  the  case  from  the  test  data 

the  writer's  disposal  which  will  be  discussed  later. 

ARTICLE  9. 

Square  Slab  Supported  on  Four  Sides  Reiiiforeed. 

TzL'o  JVays. — Wt  note  for  a  square  panel  that  the  external 

ending  moment  is  less  than  that  for  a  slab  supported  on  two 
|des.  If  we  drav»'  the  diagonals  of  the  panel  we  have  divided  it 
ito  four  triangles  the  equivalent  of  the  load  on  each  has  to  be 
Fansferred  by  the  slab  to  the  side  support.     Now^  the  center  of 

ravity  of  these  triangles  is  one-third  of  the  altitude  distant  from 
le  support,  in  other  words  the  center  of  gravity  of  the  load  car- 
ied  to  the  support  is  one-sixth  of  the  span  distant  from  the  sup- 

)rt  against  one-fourth  of  the  span  distant  from  the  support  in  the 

ise  of  the  slab  supported  on  two  sides. 

Thus  we  have  the  external  moment  of  the  load  for  this  condi- 
ion  two-thirds  as  great  as  in  the  case  of  the  slab  supported  on 
wo  sides.  In  addition  to  this  we  have  the  reduction  in  the  max- 
num  moment  due  to  the  two  way  reinforcement  or  the  flat  plate 

:tion  explained  in  our  discussion  applied  to  the  mushroom  sys- 

Owing  to  tliis  flat  plate  action  which  gives  us  practically  zero 

)r  the  compression  strain  in  the  top  of  the  concrete  at  the  center 

Ind  a  maximum  bending  moment  removed  some  distance  from 

le  center  we  cannot   detcrniiiK'   our  coefficient    \\    for  bending 

lore   readily  than  by   the  same  method   of  procedure  adopted 

in  the  case  of  the  mushroom  system. 

In  this  connection  we  must  consider  the  various  types  of  two 
('ay  reinforcement  across  the  slab. 

(i)  With  the  rods  spaced  uniformly  across  the  panel  both 
rays. 

(2)  With  rods  arranged  with  variable  spacing  as  for  example 
belt  across  the  center  of  the  panel  each  w-ay  with  rods  spaced 

twice  as  closely  in  the  central  belt  as  they  are  in  the  outside  l)elts. 

(3)  The  condition  in   (  i  )  and   (  _' ) ,  and  tlic  condiiion  of  the 
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rods  being  kept  close  to  the  bottom  of  the  slab  over  the  beam 
support. 

(4)  The  condition  of  the  rods  being  raised  towards  the  top 
of  the  slab  over  the  beams. 

The  difference  between  the  conditions  (3)  and  (4)  may  be 
best  explained  by  a  concise  statement  of  the  deportment  of  a 
single  panel  under  test. 

ARTICLE  10. 

Deflection  of  Square  Slabs   Under  Test. 

As  we  load  a  panel  with  the  rods  arranged  as  stated  under 
(3)  we  seem  to  get,  if  the  concrete  has  well  hardened,  the  max- 
imum deflection  under  the  applied  load. 

Under  condition  (4),  the  deflection  seems  a  little  less  than 
(3)  at  first,  then  gradually  increases  as  the  load  is  left  on  for 
twenty- four  or  thirty-six  hours  perhaps  fifteen  to  twenty  per  cent 
as  the  concrete  in  the  top  porton  of  the  adjacent  panels  yields 
under  the  negative  bending.  Such  a  test  seems  to  show  clearly 
that  we  cannot  count  on  continuity  over  the  support  with  a  load 
on  one  panel  with  the  adjacent  ones  unloaded.  We  may  count 
somewhat  on  the  arch  action  if  the  panel  is  sufficiently  small  and 
the  slab  thick  as  will  be  discussed  later. 

Returning  now  to  a  comparison  of  types  one  and  two.  Two 
requires  about  .8  as  much  metal  in  the  reinf<^rcement  as  arrange- 
ment one  and  seems  to  be  a  trifle  stiffer  as  we  would  expect  since 
the  rods  are  spaced  more  closely  at  what  seems  to  be  the  point  of 
greatest  bending. 
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The  coefficient  of  \\h  for  the  external  l^ending-  moment  for 

W  L 

one  seems  in  the  neighborhood  of  -gQ  and  for  two  in  the  neigh- 

W  L 

I)orhood  of -gg^- while  the  deflection  of  coefficient   (D)    of  type 

two  appears  to  bej^-^Qfrom  such  test  data  as  the  writer  has  at 
md. 
This  would  be  somewhat  less  if  the  rods  were  kept  close  to 
bottom  throughout  though  the  writer  prefers  to  keep  them 
slightly  over  the  beam  on  the  ground  that  as  he  views  it  this 
^ves  a  somewhat  better  provision  for  shear,  and  a  more  sati>s- 
:tory  deportment  of  the  slab  under  an  extra  severe  test. 
The  deflection  coefficient  for  type  one  the  writer  estimates 

To  000  ^^'^^^1   ^^^   ^^^^^   raised   at   the   support   and    jq  5Q0  approx- 
imately for  rods  near  the  bottom  throughout. 

ARTICLE  II. 

Rectangular  Slabs  Reinforced   in    T-k'o    Ways. 

Rectangular   slabs   reinforced   in   two   directions   the   logical 

pacing  of  the  reinforcement  for  the  elliptic  flat  plate  action  is 

jual  spaces  in  both  directions  over  the  belts  or  width  (if  a  uni- 

)rm  spacing  is  not  adopted)   proportional  to  the  length  of  the 

les.     The  general  formula  for  bending  or  deflection  then  re- 

lins  the  same  except  that  L  the  span  in  the  formula  becomes 

function  of  the  length  of  the  two  respective  sides  which  we  will 

)r  convenience  term  "a"  for  the  long  side  and  "b"  for  the  short 

le. 

ARTICLE  12. 
Computation  of  Strength. 
Xow  if  the  lf)ad  is  distributed  as  recommended  in  the  discus- 
Mi  of  beams  the  load  traveling  to  the  long  side  of  the  rectangle 

J     11  I  W  a 

rould  be    — „  X  u^ 
a  4-  b 

b    W 

The  load  going  to  the  short  side  would  l^e^.^jand  the  mo- 

;nts  for  these  two  respective  parts  of  the   total   load   would 
these  quantities,  times  their  respective  spans.     In  other  wmkI- 
would  have 

W  (a'"  -f   b') 
M,  (B)  a  +  b 

M,  j^     :i     A,    .85d  X  fs 


56 


COMPUTATION    OF   RECTANGULAR    SLABS. 


(B)  would  be  thirty  and  thirty-six  respectively,  for  distribution 
of  metal  as  under  (i)  and  (2). 

The  deflection  formula  for  this  type  of  slab  would  be  similar 
to  the  square  slab  except  as  above  noted  in  which 

a^  +  b"^  \  3 


(a^  +  b^  \ 


2     A^      d- 

(D)   should  be  the  same  coefiicient  in  the  respective  cases  (i) 
and  (2)  as  derived  for  the  square  slab. 


ARTICLE  13. 

Computation  of  Deflection  Applied  to  Practical  Examples. 

We  will  now  proceed  to  apply  this  formula  to  the  two  cases. 

First  take  the  Minneapolis  Paper  Company's  building,  details 
shown  in  figure  (26),  photograph  of  test  load  in  figure  i 2^  ) . 
Slab  7''  in  the  rough,  15'  4"  by  21'  6''  center  to  center  of  colunln:^. 
strip  fill  i-)4'"  3,nd  J4,"  finished  floor.  Taking  now  the  same  pro- 
portion of  the  strip  fill  as  effective  as  we  usually  do  in  the  mush- 
room slabs,  we  find  for  load  of  234,000  lbs. 


.« 


rn 


?^^~-i-^ 


(■S/^/rruDS  -  j?  'f?Ound  Pods.-. 
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2-  Is"  Round  Pods. 


Fig.   26.     Detail  of  slab   reinforcement,   Minneapolis  Paper  Co.   building. 
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10,000     ^      ^^* 


/  21.5'^  4-  IS.H-V 
\'2l75  +  J5.3  / 


.30" 


(75.  X  11)  X    (8)^ 

:^=cleflection  of  slab  at  center  as  measured  less  the  beam  dcllec- 
tion. 

Take  for  example  the  test  made  at  the  Smythe  block  at 
Wichita,  Kans.  Test  load  consisted  of  fifteen  tons  concentrated 
at  the  center  over  an  area  of  7  feet  scjuare  equivalent  to  about 
45,000  lbs.  uniform  load.  Size  of  slab  20'  9"  bv  24'  (j",  (\\_," 
in  the  rough,  i-)4'"  strip  fill.  Reinforcement.  3's"  rounds  5" 
centers  for  the  central  third  of  the  panel  each  way  and  8"  cen- 
ters outside  third  width  each  wav.     Then — 


^     __    __J ^    ,,^,  /    20.75"'  X  24.75-    \ 

A     -    10^  X    (^5)  \^ ^^ j 


3 

=    .11"  or 


9.   X  7.25- 
a  full  3-32''  the  deflection  measured. 

In  the  test  at  Wichita,  the  beam  deflection,  owing  to  the  small 
load  on  the  panel  was  practically  negligible,  and  does  not  need 
to  be  considered  in  arriving  at  the  true  slab  deflection. 

Test  of  Minneapolis  Knitting  Co.'s  building: 

Slab  z^y-2"  thick  with  i)/^"  strip  fill  panel  16'  4"  X  15'  8" 
Reinforcement  fs  o'rods  ^'  centers  each  way. 

/   16.33"    +  15.66"  Y' 

A    =        '      v-^     ^\ ~ L=   .167'=   5-32"  + 

10500  (10.4)   X    (6) 

The  measured  deflection  agreed  identically  with  that  figured. 

The  writer's  experience  on  this  class  of  construction  has  not 
been  as  extensive  as  that  connected  with  the  mushroom  system 
and  the  probable  accuracy  of  the  determination  of  these  coefii- 
cients  is  in  his  judgment  plus  or  minus  four  per  cent  while  the 
probable  error  in  the  coefficients  for  the  mushroom  svstem  is 
not  greater  in  his  judg-ment  than  plus  or  minus  two  per  cent, 
these  tests  being  made  on  concrete  which  is  between  three  and 
three  and  one-half  months  old. 
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ARTICLE  14.  'f 

y- 

Slabs  Supported  on  Two  Sides  Reinforced  in  One  Direction. 

Such  a  slab  may  be  considered  in  the  Hght  of  a  wide  l)eani 
and  figured  accordingly.  The  deportment  of  a  slab  of  this  char- 
acter under  test  is  similar  to  that  noted  in  slabs  reinforced  in  two 
directions.  That  is  for  a  single  panel  test,  reinforcing  bars  which 
are  simply  carried  up  over  the  supports  and  with  no  continuous 
reinforcement  over  the  top  of  the  adjacent  ])anels  cannot  be  \, 
legitimately  figured  as  continuous  for  live  load  though  they  may  1' 
be  figured  as  continuous  for  dead  load  only ;  on  the  basis  of    ^} 

M=— g-for   the  live  load   moment  and   24  foi"  the  dead  load 
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moment  in  the  center  of  the  span;  and  —r^-    over  the  support 

for  the  dead  load. 

Slabs  Supported  on  Two  Sides  Having  Two  Way  Reinforcement. 

Such  a  slab  would  be  in  a  measure  represented  by  expanded    ■. 
metal  reinforcement ;  in  other  words  in  which  the  tension  mem- 
bers cross  each  other  diagonally  making  an  angle  of  twenty-two 
to  thirty  degrees,  with  a  line  normal  to  supports. 

It  is  a  well  known  fact  that  expanded  metal  seems  to  develop 
considerably  more  than  the  apparent  cross  sectional  value  of  the 
material.  As  ordinarily  made  expanded  metal  is  a  rough,  shear- 
ed, torn  fabric,  which  cannot  be  expected  to  act  as  a  tension 
member  with  the  degree  of  uniformity  of  rods  of  uniform  section, 
running  in  similar  directions  to  the  fabric  members. 

Such  tests  as  the  writer  has  made  indicate  a  very  marked 
advantage  by  such  an  arrangement  of  the  metal.  It  is  not  how- 
ever, generally  advantageous  to  use  this  type  because  with  a 
panel  of  moderate  length  the  use  of  different  length  rods  as  we 
get  to  the  sides  are  a  disadvantage  to  its  use  though  there  are 
many  cases  where  it  can  be  adopted  with  a  \ery  material  economy. 

In  the  use  of  expanded  metal  sheets  there  is  this  disadvantage, 
that  the  sheets  are  made  up  to  about  ten  feet  in  length  and  they  are 
usually  spliced  by  lapping  one  over  the  other,  not  a  very  satis- 
factory method,  although  combined  with  rods  some  very  satis- 
factory work  has  been  executed,  using  this  method  of  reinforce- 
ment. 
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ARTICLE  15. 


^Aort  Span  Slabs  and  Arch  Action  That  May  be  Counted  Upon 

in  Their  Use. 


I 

^K    Heretofore  we  have  discussed  to  some  length  long  span  slabs. 

^B  long  span  slab  the  writer  will  classify  as  a  slab  the  ratio  of 
whose  thickness  to  length  is  so  small  that  the  possibility  of  its 
acting  effectively  as  an  arch  is  eliminated. 

hi-;  with  long  span  slabs  where  the  arch  action  is  eliminated 
tliai  foniuilas  for  bending  apply  with  a  high  degree  of  precision. 
\\  hen,  hnwever,  we  come  to  test  a  short  span  slab  which  is  part  of 
,  continuous  floor  there  may  be  quite  a  large  amount  of  arch- 
ing in  the  slab  carrying  the  load  to  the  support  without  straining 
the  steel  to  the  extent  that  it  would  be  stressed  under  the  con- 
dition that  there  was  no  rigid  skew  back  for  it  to  thrust  against. 
\Miere  the  span  of  the  slab  does  not  exceed  ten  times  its  thick- 
ness the  writer  would  consider  it  permissible  and  good   prac- 
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tice  to  figure  the  bending  moment  on  the  slab  ai  — jg-  and  would 

Micrease  the  moment,  where  the  thickness  is  one-sixteenth  of  the 
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>an  to    -jy      and  for  intermediate  ratios  of  thickness  to  span 

itermediate  values.     Where  span  is  more  than  sixteen  thick- 
j^esses  of  slab  it  is  to  be  figured  as  heretofore  provided. 

ARTICLE  16. 

ra/iic  of  Finish  Coat,  Si  rip  r'ill  and  Jl'ood  floor  from  the 
Standpoint  of  Pcflcction. 

Man\'  engineers  have  an  idea  that  a  finish  coat  or  strip  fill 

^r  the  like  cannot  act  in  connection  with  the  slab  to  good  purpose 

)r  the  reason  that  the  bond  between  the  old  concrete  of  the  slab 

id  that  which  is  added  at  a  later  date  will  not  be  equal  to  the 

trength  of  the  original  concrete. 

While  this  is  true  to  some  extent  where  the  rough  concrete 
washerl  off  and  scrubbed  with  a  steel  brush,  given  a  coat  of 
^eat  ccnicnl  grout  before  adding  the  finish  coat  or  laying  the 
trips  and  strip  filling  the  concrete  is  nearly  as  efiicient  as  though 
were  all  cast  at  the  .same  time,  provided  that  the  top  coat  or 
trip  fill  is  given  a  reasonable  time  to  set  up  hard  before  the  test 
)ad  is  applied. 
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i-;V4"  Strip  fill  with  strips  i6"  on  centers  and  a  %"  wood 
floor  generally  deflects  the  same  as  i-l^''  or  i-^"  finish  coat  of 
concrete.  The  strip  fill  generally,  however,  if  the  strips  used  are 
i->)<|''  ^^'i^l  somewhat  exceed  this  nominal  thickness  since  it  is  im- 
practical to  leave  the  top  surface  of  the  rough  slab  perfectK 
level  and  we  can  count  as  a  rule  that  the  actual  thickness  of  the 
nominal  i-^''  strip  fill  will  not  be  less  than  2-y^"  in  the  center 
of  the  slab  though  it  may  be  a  little  less  around  the  columns  if 
the  columns  are  poured  in  accordance  with  our  standard  prac- 
tice. 

If  we  assume  that  the  bond  between  the  finish  coat  and  the 
old  concrete  is  even  thirty  per  cent  of  the  strength  of  the  original 
concrete  we  would  still  have  an  enormous  factor  of  safety  in  view 
of  the  great  area  of  the  slab  to  take  care  of  the  horizontal  shear 
between  the  two  layers.  This  is  a  fact  which  is  generally  dis- 
regarded by  those  wdio  are  dealing  with  reinforced  concrete.  A 
slab  the  depth  of  which  has  been  increased  thirty  per  cent  or  such 
a  matter  by  strip  fill  and  the  finish  work  is  figured  on  the  basis  of 
the  actual  thickness  of  the  rough  slab  only  a  suprisingly  high 
degree  of  strength  has  apparently  been  developed  by  test  on  the 
basis  of  this  rating  while  more  conservative  computation  taking 
into  consideration  the  actual  value  of  this  added  thickness  places 
the  construction  at  its  true  worth. 

In  view  of  the  enormous  fire  loss  in  this  country  going  beyond 
the  hundred  million  mark  per  year,  attention  to  safe  and  economic 
features  of  non-burning  types  of  building  construction  should  be 
of  interest  to  the  general  public  for  the  reason  that  although  they 
may  insure  their  property  and  belongings  and  in  this  sense  be 
protected  from  total  fire  loss  they  are  paying  in  that  insurance 
a  direct  tax  sufificient  to  cover  this  entire  fire  loss  together  with 
profit  to  the  company  carrying  the  risk  and  the  expense  of  placing 
the  insurance  and  settling  claims. 

For  strip  fill,  where  strength  becomes  an  object,  we  should 
figure  on  identically  the  same  grade  of  concrete  as  in  the  slab 
instead  of  the  weak,  indifferent  mud  filling  of  cinders  or  natural 
cement  or  brown  lime  which  is  sometimes  employed.  Further 
by  using  Portland  cement  in  the  strip  fill,  the  contractor  will 
find  that  this  filling  hardens  up  and  dries  out  much  more  promptl\- 
than  any  mixture  of  natural  cement,  brown  lime,  or  Portland 
cement  and   lime  enabling  him  to  lay  the  finished  floor  at  an 
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earlier  date  without  danger  of  having  the  hard  wood  floor  swell, 
hiickle  and  raise  np  from  the  cleats  to  which  it  is  nailed  by  reason 
.if  the  moisture  absorbed  from  the  filling  while  drying  out. 

The  writer  has  seen  a  case  where  lime  was  used  with  an  idea 
■■'{  economy  in  a  building  completed  in  the  fall  and  which  the 
(Avners  were  in  a  hurry  to  occupy.  This  filling  dried  very  slowly, 
-eeming  to  have  an  affinity  for  moisture  and  when  the  finished 
floor  was  laid  it  caused  it  to  swell  so  that  it  buckled  up  in  places 
eighteen  and  twenty  inches  high,  due  to  the  swelling  of  the  boards 
longitudinally,  while  laterally  the  swelling  of  this  kiln  dried  maple 
was  over  fifteen  inches  in  fifty  feet.  Six  widths  had  to  be  taken 
out  of  the  floor,  the  floor  taken  up  and  entirely  relaid.  This  is 
(iie  worst  example  of  the  kind  which  the  writer  has  run  across 
and  it  is  well  for  the  contractor  to  bear  this  point  in  mind. 

ARTICLE  17. 

Limitation  of  Working  Stress  on  Concrete. 

Thus  far  in  our  treatment  of  the  sul^ject  of  slabs  and  beams 
under  bending,  our  attention  has  been  directed,  primarily  to  the 

•itennination  of  the  strain  on  the  metal  rather  than  the  equally 
Iportant  question  as  to  the  strain  on  the  concrete.  Evidently 
e  cannot  use  with  safety  an  amount  of  steel  which  would  bring 
the  working  stress  of  the  concrete  beyond  safe  limits,  such  as 
eighteen  to  twenty  per  cent  of  its  ultimate  crushing  strength  with 
fair  working  stress  upon  the  steel.  We  may  most  readily  limit 
the  compression  on  the  concrete  by  limiting  the  percentage  of 
£e\  to  such  a  ratio  that  the  working  stress  of  the  concrete  will  be 
hin  c<jnser\'ati\e  limits.  These  ratios  nia\-  1)e  gi\cn  as  follows: 
Simple  beam,  rectangular  section  one  and  one-half  per  cent 
the  area  of  the  concrete. 

I''or  a  T  beam  we  ma}-  figure  for  this  per  cent  using   four 

lickne.sses  of  the  slab  as  effective  area  each  side  of  the  beam. 

U  here  however,  the  compression  on  the  concrete  on  the  bottom 

inge  of  a  continuous  beam  at  the  support  is  excessixc,  ihu-  to 

re  than  the  above  limit  of  steel  figured  on  a  basis  of  the  area 

the  beam  not  including  the  additional  slab  portion,  additional 

Inforcement  .shall  be  used  in  the  bottom  flange  for  the  necessary 

itance  figured  at    12.000  pounds  per  S(|uare  inch  in  comj)re.s- 

Percentage  of  steel   for  .slabs   reinforced   one   way   shall  be 
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limited  in  all  cases  to  .7  per  cent  and  for  two  way  reinforcement 
one  per  cent  counting  rods  both  ways.  These  percentages  should 
preferably  be  less  and  will  generally  be  less  if  ilic  work  is  designed 
in  an  economic  manner.  With  an  extra  rich  concrete,  i  :  1-3/2  :3. 
these  percentages  may  be  increased  thirty  per  cent.  However,  in 
general  the  percentiige  of  reinforcement  in  the  slabs  is  about 
half  of  these  maximum  limits  for  the  reason  that  a  certain  depth 
is  necessary  for  stiffness  and  in  usual  practice  in  building  con- 
struction the  same  rule  governs  in  beams,  i  e.,  less  steel  than 
the  maximum  amount  permissible. 

ARTICLE  18. 

Shear  on  Concrete. 

It  is  not  good  policy  to  trust  concrete  in  shear  without  a 
fair  amount  of  reinforcement,  especially  at  the  supports.  For 
slabs  mix  1-2-4,  twenty-five  or  thirty  pounds  per  inch  is  per- 
missible for  concrete  six  or  eight  weeks  old,  provided  that  there 
is  at  least  one-tenth  inch  of  metal  per  lineal  foot  crossing 
the  section.  For  concrete  three  months  old  fifty  pounds  per 
square  inch  is  not  out  of  the  way.  For  footings  forty  pounds 
per  inch  is  as  high  as  should  be  used  for  a  working  stress  in 
the  writer's  judgment  for  the  reason  that  the  concrete  here  is 
generally  damp  and  filled  with  moisture  and  hence  is  not  as 
rigid  as  where  it  is  dried  in  a  building. 

It  should  be  borne  in  mind  that  the  concrete  in  setting  shrinks 
and  there  is  a  tendency  for  the  concrete  to  crack  wherever  there 
is  a  deficiency  in  the  amount  of  reinforcement,  hence  a  fair  per- 
centage of  steel  in  the  concrete,  regardless  of  its  exact  position, 
tends  to  largely  increase  its  shearing  value  by  providing  for 
shrinkage  and  temperature  stresses. 


CHAPTER  IV. 
Tests  of  Slabs  and  Floors. 

ARTICLE   I. 

Loads  and  Areas  to  Cover  for  Satisfying  Tests. 

In  requiring  that  a  building  shall  have  a  certain  test  capacity 
the  question  arises  as  to  what  is  a  reasonable  test  to  make.  In 
other  words,  what  kind  of  a  load  is  it  necessary  to  apply  to  the 
\arious  types  of  construction  in  order  to  demonstrate  clearly 
whether  they  come  up  to  the  required  standard  or  not.  lliis 
(juestion  has  considerable  commercial  as  well  as  scientific  im- 
portance. 

In  treating  this  subject  we  will  need  to  refer  again  to  the 
\arious  general  types  of  construction  outlined  in  chapter  II. 
With  type  I  it  is  evident  that  the  test  of  a  single  panel  area 
between  two  joists  means  very  little.  The  joist  beams  or  girders 
would  under  a  load  covering  the  full  area  between  them  be 
strained  ordinarily  not  exceeding  one-third  or  one-fourth  what 
it  would  be  under  the  same  loading  per  square  foot  covering  four 
or  five  such  ]:)anels  with  the  joist  in  the  center  of  the  area.  As 
to  the  main  girders  a  single  test  of  this  character  will  be  no 
indication  whatever  as  to  their  strength. 

With  type  II,  a  full  panel  loaded  between  columns  the  writer 
would  regard  as  a  fair  test  for  the  slab  although  the  adjacent 
construction  affords  quite  a  little  support  in  distributing  the  load 
over  a  somewhat  greater  e.xpanse  of  slab  than  that  which  is  ac- 
tually covered  by  the  load.  Perhaps  such  a  load  where  the  col- 
umns are  i6'  centers  each  way  would  be  equivalent  in  effect  to 
lot  more  than  85  per  cent  of  the  load  were  the  slab  cut  through 
)n  each  side  of  the  area  loaded  from  main  beam  to  main  beam, 
diile  if  we  were  to  test  the  main  beams  fully  it  would  require  two 
full  panel  loads,  one  on  each  side  of  the  main  beam. 

With  type  III  test  of  a  slab  over  the  full  panel  area  is  a  fair 
'indication  as  far  as  the  slab  is  concerned,  for  the  reason  that 
there  can  be.  as  we  have  pointed  out,  very  little  continuity  action 
in  the  slab  while  regarding  the  beam  if  we  are  to  make  test  of 
that  it  would  be  essential  to  handle  the  full  amount  of  material 
recommended  in  case  two. 
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For  type  IV,  the  full  area  ])et\veen  the  columns  is  practically 
as  severe  a  test  as  can  be  given  the  construction. 

As  the  character  and  significance  oi  the  tests  become  more 
generally  understood  we  may  look  forward  to  a  gradual  elim- 
ination of  many  inferior  and  weak  types  of  construction,  a> 
when  they  are  tested  out  rigidly  under  building  ordinances  which 
require  the  full  equivalent  of  double  the  live  load  over  reasonabl} 
large  areas,  weak  details  will  become  apparent  and  objectionable 
types  of  construction  from  the  engineering  standpoint  will  be 
gradually  weeded  out. 

We  have  shown  in  the  preceding  chapters  that  natural  con- 
crete types  of  construction  follow  with  a  high  degree  of  pre- 
cision well  defined  laws  of  elastic  deportment  under  test  and  these 
relations  may  be  utilized  in  determining  by  the  elastic  deportment 
the  characteristics  of  the  construction  from  the  standpoint  of 
strength  without  going  to  the  extreme  expense  of  handling  such 
enormous  test  loads  as  have  been  illustrated  in  the  large  number 
of  cuts  in  the  preceding  chapter. 

Thus  if  the  half  load  applied  to  the  construction  gives  a  de- 
flection consistent  w-ith  that  computed  where  the  concrete  has 
had  time  to  properly  harden,  we  may  feel  satisfied  as  to  the  re- 
sults that  may  be  secured  under  the  heavier  loading. 

As  noted  in  article  3.  chapter  II,  regarding  the  web  stresses 
in  simple  beams,  this  suggestion  will  not  apply  to  that  type  of 
construction  with  equal  force  for  the  reason  that  the  variation 
in  the  make-up  of  the  beam  will  cause  considerable  differences 
in  the  deportment  of  the  construction  under  test.  Further,  fail- 
ure is  not  certain  to  occur  wdiere  we  figure  the  maximum  mo- 
ment in  simple  beams,  hence  the  necessity  for  rigid  testing  of 
this  class  of  construction. 

ARTICLE  2. 

Ma f dials  Used  in  Loading  Slab  or  Beams  for  Test  Purposes. 

In  selecting  materials  to  be  used  for  a  slab  test,  if  scientific 
information  is  desired  regarding  deflections,  etc.,  the  material 
should  be  such  and  so  placed  that  there  will  be  little,  if  any, 
arch  action. 

A  very  misleading  type  of  test  is  shown  in  figure  c.  con- 
sisting of  cast  iron  piled  up  in  a  manner  which  enables  it  to 
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Figure  c.     Illustrating  a  misleading  test. 


Earch  readily  to  a  large  extent  from  main  beam  to  main  l^eam. 
fin  this  case  the  construction  is  practically  type  I  with  the  joist 
j^irders  five  feet  to  six  feet  apart.  11iis  load  is  1,500  pounds 
[per  f(JOt.  As  far  as  the  span  on  which  it  rests  is  concerned  it 
hvas  probably  not  e(iuivalent  to  more  than  r,ooo  pounds  uniform 
[load  placed  in  a  manner  which  would  prevent  arch  action. 

As  far  as  the  beam  joist  is  concerned,  having  a  slab  of  d" 
thickness,  were  the  beam  cut  away,  a  fair  amount  of  reinforce- 
nent  should  be  able  to  distribute  this  load  to  the  adjacent  beams, 
issuming,  of  course,  that  the  reinforcement  was  continuous, 
'his  being  the  case  it  is  evident  that  instead  of  the  load  being 
irried  by  the  one  beam  it  is  carried  in  part  by  the  three,  and 
the  test  viewed  in  this  light  reduces  to  a  very  moderate  load  on 
the  construction.  ])robably  not  more  than  eight-tenths  its  rated 
a])acity. 

A  iii;itc]-i;il  such  ;i'>  qravrl  in  I)iilk  ni;i\  arch  .somcwliat  ])cr- 
laps  to  the  extent  of  live  to  six  per  cent.  With  cement  in  sacks 
there  may  be  also  a  small  amount  of  arch  action,  but  in  view  of 
the  fact  that  the  material  is  not  rigid  in  form,  as  in  the  case  of 
ist  iron,   this  action  can   amount   to   very   little   unless   special 
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pains  are  taken  to  lay  the  bags  in  a  manner  to  secure  such  action, 
and  even  with  the  greatest  pains  it  is  doubtful  if  the  bags  can 
be  placed  on  a  large  panel  in  a  manner  which  would  cause  the 
arch  action  to  amount  to  more  than  five  or  six  ])cr  cent  at  the 
outside. 

In  general,  we  have  called  attention  to  the  arch  action  which 
occurs  in  a  number  of  slab  and  floor  tests  with  the  material  used. 

Figure  d  is  a  test  by  the  Kahn  people  made  at  the  St.  Louis 
Exposition,  using  cast  iron,  in  which  there  can  be  comparatively 
little  doubt  as  to  the  distribution  of  the  load. 

Figure  e  is  a  test  of  a  sample  of  their  construction  which, 
while  quite  imposing  in  appearance,  would  hardly  be  considered 
seriously  by  the  thoughtful  engineer. 

The  piling  of  material  made  in  this  test,  as  mav  be  noted. 


Figure  d. 


consists  of  cross  piled  pigs  arranged  in  a  manner  to  form  a  sub- 
stantial skew  back;  then  the  rigid  pigs  are  piled  in  between  in 
a  manner  which  combined  with  the  height  of  the  pile  is  conducive 
to  most  perfect  arch  action,  sufficient  to  carry  a  large  portion  of 
the  load  to  the  supporting  piers  with  little  or  no  bending  effect 
from  this  portion  of  the  load  on  the  construction  beneath. 

A  test  of  this  character  is  probably  not  considered  in  a  seri- 
ous  light  by   those   advertising  it,   although    it   hardly   fails   to 
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impress  the  less  critical  layman,  and  in  that  way  may  meet  the 
commercial  rather  than  the  scientific  requirements  to  the  extent 
of  satisfying  the  layman  with  whom  the  contractor  may  be  deal- 
ing, by  giving  him  an  erroneous  conception  of  the  strength  of 
le  work. 

In  considering  the  degree  or  amount  of  arch  action  there 
lay  be  in  a  pile  of  material  we  may  note  first  that  the  arch  action 
ill  be  greater  the  greater  the  height  of  the  pile  as  compared 
its  base. 
Thus  a  pile  of  gravel  17'  square  held  in  with  a  wall  of  sacks 


,^.tiS* 


Figure  e. 

Slled  with  gravel  on  each  side  eight  feet  high  might  reduce 
lie  actual  bending  on  the  slalj  five  or  six  per  cent,  as  noted. 
If  the  pile  were  one-third  of  this  height  probably  the  arch  action 
^ould  not  exceed  from  one-half  to  three-quarters  of  one  per  cent. 
With  a  pile  of  pig  iron  carefully  built  the  amount  of  arch 

:tion  might  readily  become  (|uite  large,  since  the  pigs  are  rigid, 
bid  if  laid  up  carefully  we  could  readily  build  a  quite  perfect 

lindu  arch  wliich  would  carry  over  half  the  load  to  the  support 
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or  main  beam  without  straining  the  portion  which  it  is  nomin- 
ally the  intent  to  test. 

In  general,  the  contractor  naturally  desires  to  use  the  material 
about  the  work  which  can  conveniently  be  placed  upon  the  i)anel 
or  area  to  be  tested  and  he  should  of  course  be  allowed  to  do 
this,  as  the  ex])ense  of  making  a  reasonabh-  conclusive  test  on  a 
floor  will  frequently  run  into  several  liundred  d(jllars. 

Brick,  cement  in  sacks,  sand  or  gravel,  stone,  plaster  and  ilic 
like  will  frequently  be  used  by  the  contractors  if  he  has  them  at 
hand,  instead  of  carting  in  pig  iron  from  a  distance,  unless  there 
is  some  object  to  be  gained  from  a  misleading  test. 

ARTICLE  3. 
Care  of  Sacks. 

The  following  hint  is  suggested  for  the  benefit  of  the  con- 
tractor who  is  inclined  frequently  to  make  tests  by  sacking  up 
sand  and  gravel.  Where  the  sand  and  gravel  is  wet.  if  it  is 
allowed  to  remain  in  the  sacks  ten  or  twelve  days  the  sacks  as 
a  rule  rot  and  become  worthless.  As  the  present  rebate  is  from 
seven  and  one-half  to  ten  cents  per  sack,  three  or  four  hundred 
sacks  destroyed  in  this  manner  through  lack  of  knowledge, 
though  a  small  item,  is  worthy  of  consideration. 

ARTICLE  4. 

Tricks  of  the  Trade. 

One  of  the  tricks  of  the  trade  among  those  who  care  little 
for  their  reputation  as  reliable  business  men  is  to  guarantee  a 
floor  for  say  a  four  hundred  pound  capacity,  agree  to  make  a 
test  which  will  cover  a  panel  insignificant  in  size  and  stress  the 
beam  on  the  side  of  the  panel  to  less  than  one-third  of  the  amount 
of  the  nominal  test  or  in  fact  to  an  amount  under  test  which  is 
less  by  considerable  than  the  rated  working  load  uniformly  dis- 
tributed over  the  full  floor  area.  This  class  of  meaningless  test 
is  unfortunately  too  frequently  accepted  as  conclusive  proof  as  to 
the  character  and  strength  of  the  construction  by  the  inexperi- 
enced architect. 
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ARTICLE  5. 

\cncral  Problem  of  Multiple  Way  Reinforcement  and  Tests  of 

Small  Slabs. 
In  a  building  we  have  slabs  which  are  partially  continuous, 
jinforced  in  single  and  multiple  directions,  and  the  question  as 
the  amovmt  of  the  continuity  effect  in  the  comparison  of  the 
lbs  becomes  an  interesting  one,  which  may  be  best  determined 
the  test  of  built  slabs  simply  supported.     A  further  interest- 
case  in  the  problem  of  slabs  from  the  mathematical  stand- 
>int  is  the  discussion  of  slabs  supported  on  two  sides  and  re- 
forced  in  two  ways. 

We  have  noted  under  slabs  supported  on  two  sides  that  ex- 
inded  metal  develops  greater  strength  than  common  theory 
mid  indicate  for  its  cross  sectional  area  under  bending ;  that 
he  material  is  a  rough  sheared  and  in  a  manner  torn  fabric; 
that  the  material  could  not  reasonably  be  expected  to  develop 
tlie  strength  of  rods  of  equal  section  running  in  directions  sim- 
'ar  or  identical  to  that  of  the  mesh;  it  has  occurred  to  the 
>\riter  that  possibly  since  reasoning  along  the  line  of  the  flat 
l)late  theory  that  there  is  a  certain  amount  of  lateral  arch  action; 
ihat  we  might  possibly  separate  out  the  individual  rods  of  the 
iwo-way  multiple  system,  treat  them  in  pairs  about  their  central 
_nitersection  and  get  a  line  on  the  relative  strength  by  comparing 
fe  components  along  the  line  of  the  rod  which  would  result 
'om  the  lateral  distortion  under  direct  comi)ression  parallel  to 
^e  rod. 

Reasoning  on  this  basis,  letting  A  (between  the  limits  of 
renty-five  and  forty-five  degrees)  equal  the  half  angle  l)etween 
|e  rods  let  B  equal  the  angle  formed  between  a  line  normal 
the  supi)orts  and  the  rods;  then  analysis  would  give  a  gen- 
ii form  for  relative  efficiency  of  the  section  a  coefficient  (tak- 
as  4) — times  sine  A  cosine  A  cosine  B. 
For  the  economy  of  metal  four  times  sine  .\,  cosine  A  cosine 
from  which  A  ecjuals  thirty  degrees  is  found  to  give  the  max- 
lum  efficiency  of  the  metal.  Where  A  equals  B;  thirty-five 
degrees  for  A  gives  the  maximum  efficiency  of  the  cross  sec- 
^ft>nal  area  without  regard  to  the  weight.  The  relative  econ- 
^Biy  then  becomes  a  maximum  for  A  ef|uals  thirty  degrees,  equal 
^Hi.25  the  same  weight  of  metal  running  directly  from  support 
^B  support  in  the  case  of  a  slab  supported  on  two  sidifs. 
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In  the  case  of  a  slab  supported  on  four  sides  angle  B  equals 
zero  and  the  efficiency  of  the  section  then  becomes  four  time- 
sine  A  cosine  A  equals  two  times  the  efficiency  of  one  way  rein- 
forcement from  support  to  support  for  the  same  span,  A  being 
forty-five  degrees  as  in  the  test  of  slab  B. 

For  A  equals  B  equals  thirty  degrees  slab  sui)])()rted  on  two 
sides  we  have  1.49  for  efficiency  of  section,  which  corresponds 
closely  to  such  data  as  the  writer  has  at  hand  regarding  ex- 
panded metal. 

Experimental  data  at  hand  is  not  sufficient  to  fully  establish 
these  relations,  but  they  are  suggested  as  an  interesting  proba- 
bility. 

Taking  up  now  tests  of  small  slabs,  eight  slabs  were  made 
as  per  figure.  They  were  made  four  feet  square,  reinforced  with 
No.  10  wire. 
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Slabs  A.  C  and  D  were  tested  supported  on  two  sides;  slab 
B  supported  on  four  sides.  It  should  be  noted  that  the  srune 
number  and  size  of  rods  were  used  in  each  case.  All  slabs  were 
of  uniform  thickness,  23/2'".  and  made  with  a  concrete  mortar  in 
which  no  aggregate  coarser  than  y^"  was  used. 

Slabs  B  and  D  were  loaded  centrally  on  a  block  ten  inches 
square ;  slabs  A  and  C  were  loaded  on  a  seven-inch  wide  timber 
placed  across  the  center,  so  that  in  each  case  the  load  was  a  con- 
centrated central  load. 

Comparing  slabs  A  and  B,  the  bending  moment  for  the 
same  load  would  be  nearly  identical  in  the  two  relative  cases, 
thus  differing  from  the  case  of  a  uniform  load  applied  to  similar 
slabs. 

Results  of  these  tests  were  as  follows : 

Slab  Failed  Under 

A- 1  1,200  pounds 

A-2  1,100  pounds 

B-i  2,300  pounds 

B-2  2,100  pounds 

C-i  1,300  pounds 

C-2  * 

D-i  1,400  pounds 

D-2  1 ,300  pounds 

♦Defective;  rods  placed  too  high  for  direct  comparison. 

he  result  of  these  tests  indicates : 

irst,  that  pound  for  pound  of  metal,  two-way  reinforcement 
t§  doubly  as  effective  as  one-way  reinforcement  under  concen- 
trated loads  in  resisting  a  given  bending  moment. 

Second,  under  uniform  loads,  two-way  reinforcement  is  three 
II  times  as  effective  as  one-way  reinforcement,  since  the  bending 
(:  moment  is  only  2-3  as  great  for  a  uniform  load  where  the  slab 
r  is  supported  on  four  sides. 

Third,  that  diagonal  reinforcement  two  ways  with  the  same 
number  of  bars  between  thirty  and  forty  degrees  is  considerably 
more  effective  than  one-way  reinforcement. 

I'ourth.  that  the  tests  on  the  diagonal  reinforcement  are  not 

,  sufficient  in  number  to  ])rove  an  exact  relation,  nor  can  the  test 

under  concentrated  loads  be  expected  to  give  the  same  results  as 

test  under  uniform  load  for  the  rea.son  that  the  combined 

-iK-ar  and  moment  would  tend  to  cause  the  concrete  .and  [xissibly 
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the  Steel  to  fail  at  an  earlier  stage  relatively  than  where  the 
load  applied  is  uniform. 

A  study  of  this  character,  simple  though  it  is,  will  upset 
nearly  all  preconceived  notions  of  the  average  structural  engi.ieer 
who  would  figure  case  C  and  D  as  materially  weaker  than  slab 
.\,  while  slal)  R  would  be  considered,  under  concentrated  load 
under  the  ordinary  theory,  as  no  greater  strength  than  slab  A, 
wdiereas  it  is  practically  double,  and  as  ])()intc(l  out.  would  be 
three  times  as  strong  under  a  uniform  instead  of  a  concentrated 
load. 

These  tests,  it  should  be  observed,  are  tests  really  of  the 
strength  of  the  steel  in  the  combination,  since  the  amount  of 
steel  used  in  this  reinforcement  was  intended  to  be  less  in  point 
of  strength  than  the  concrete. 

The  efficiency  of  the  concrete  where  the  steel  is  increased  in 
cases  A  and  B  would  be  materially  different  from  the  efficiency 
of  the  steel  used,  since,  where  the  steel  increases  the  efficiency 
of  the  concrete  in  B  strained  in  two  directions  would  be  perhaps 
fifty  per  cent  greater  than  A  strained  in  one  direction,  while  the 
steel  in  case  B  is  doubly  as  efficient  as  in  case  A  under  concen- 
trated load,  and  three  times  as  efficient  under  uniform  load, 
pound  for  pound. 


CHAPTER  V. 

Discussion  of  Theories  and  Elastic  Properties. 
ARTICLE  I. 

Common  Theoretical  Errors  and  Their  Orign. 

A   treatise   dealing  with   concrete   steel   construction,   owing 

he  present  state  of  the  literature  or  the  art  (authentic  litera- 

!  ture  on  the  su1)ject  written  by  contractors  being  hitherto,  nearly 

t  if  not  quite   lacking),   would  be   incomplete   witliout  a  pointed 

reference  to  the  gross  errors  in  theoretical  treatment  common 

in  works  on  this  subject. 

Referring  now  to  "Reinforced  Concrete"  by  Marsh,  (Part 
I  \  ),  he  frankly  states  that  unfortunately  it  cannot  be  stated  that 
'  we  have  a  thorough  knowledge  of  the  various  properties  of  rein- 
I  forced  concrete. 

"When  properly  combined  with  metal,  concrete  appears  to  gain 
:  Mi)erties  which  do  not  exist  in  the  material  when  by  itself,  and 
although   much   has   been   done   by   the   various   experimenters  in   recent 

■  years  to  increase  our  knowledge  on  the  subject  of  the  elastic  behavior 
of  reinforced  concrete,  we  are  still  very  far  from  having  a  true  per- 
ception of  the  characteristics  of  the  composite  material. 

j  "It  may  be  that  we  are  wrong  from  the  commencement  in  attempt- 

I  ing  to  treat  it  after  the  manner  of  structural  iron  work,  and  that 
although    the    proper    allowance   for   the   elastic   properties   of   the   dual 

i  iflnterial  is  an  advancement  on  the  empirical  formulae  at  first  employed 

j  ami  used  by  many  contractors  at  the  present  time,  yet  we  may  be  en- 

I  tirely  wrong  in  our  method  of  treatment. 

!  "The  molecular  theory,  i.  e.,  the  prevention  of  molecular  deformation 

i  by  supplying  resistances  of  the  reverse  kind  to  the  stresses  on  small 
particles,  may  prove  to  be  the  true  method  of  treatment  for  a  composite 

I  material  such  as  concrete  and  metal.  This  theory  is  the  basis  of  the 
Cottancin  construction  which  certainly  produces  good  results  and  very 
light    structures,    and    M.    Considere's    latest    researches    on    the    subject 

I   of  hooped  concrete  are  somewhat  on  these  lines. 

I^^L  "Where,  however,  as  is  the  case  in  most  of  the  systems  at  present 
iPployed,  comparatively  large  sections  of  metal  are  used  for  the  purpose 
^w^directly    resisting   the   stresses,    we    must   treat   the   subject   on    the 
usual   formulae   bas?ed  on   the  direct  elastic  resistance  of  the  materials 
the  deformations  which  are  produced  in  its  various   applications."' 

The  writer  thoroughly  agrees  with  Mr.  ATarsh  in  this  state- 
t  and  it  is  with  no  .small  degree  of  surprise  that  wc>  Inid  Liter 
is  work  that  he  recommends  the  Dunn  formula  tor  slal)s 
forced  in  two  directions.  This  formula  is  derixed  in  dis- 
arding  the  general  e(|uations  of  stress  in  an  elastic  solid  which 
are  forced  to  employ  to  arrive  at  a  logical  mathematical  de- 
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terniiiiation  of  the  stresses  in  a  solid  such  as  a  flat    plate  sup- 
ported on  four  sides  under  l)cn(h'nt^. 

The  Dunn  formula  is  based  on  the  assumption  that  strips  acnjss 
a  panel  may  be  logically  treated  as  independent  beams  and  their 
deflections  as  strips  (independent  of  the  lateral  support  of  the 
mass  of  which  they  are  a  part)  may  be  compared  in  determining 
the  distribution  of  the  load  to  the  side  supports,  without  in  any 
wise  checking  it  by  observation  of  the  elastic  behavior  of  the 
plate  as  a  whole  under  test. 

He  then  proceeds  to  criticise  the  semi-empirical  formulae  of 
Hennibique,  one  of  the  most  practical  pioneer  constructors  in  the 
field  of  concrete  steel  construction  on  the  ground  that  the  logic 
of  the  derivation  of  Hennibique  formula  is  not  clear  although 
it  has  been  tested  and  found  practicably  in  accord  with  the  re- 
sults of  a  broad  experience  in  actual  work.  ? 

Pioneer  work  in  any  field  is  liable  to  be  somewhat  crude  and 
while  not  a  practical  constructor  Mr.  Marsh  must  be  credited  with 
excellent  work  as  a  pioneer  writer  on  the  subject  of  reinforced 
concrete  and  it  would  be  strange  indeed  should,  we  not  find  a  few 
algebraic  monstrosities  in  the  first  notable  attempt  to  get  out  a 
comprehensive  treatise  relative  to  this  comparatively  new  in- 
dustry. This  would  hardly  apply  to  the  later  treatises  in  the  field 
and  the  fact  that  formulae  over  three  hundred  per  cent  in  error 
should  be  adopted  by  one  writer  after  another  can  only  be  ac- 
counted for  by  the  modern  fashion  too  much  in  vogue  of  pro- 
ducing a  new  technical  treatise  by  copying  without  verification 
the  bulk  of  the  matter  from  earlier  writings  on  the  subject. 

As  in  steel  construction  we  may  force  the  load  to  a  high  de- 
gree to  travel  a  predetermined  path  by  arbitrarily  placing  the 
metal  along  that  path  so  we  may  transmit  the  load  to  the  sup- 
port in  reinforced  concrete  in  an  arbitrary  manner  across  the 
panel  supported  on  four  sides  by  distributing  the  metal  through 
the  pan.el  in  an  arbitrary  manner. 

Such  distribution  along  the  lines  of  Mr  Dunn's  formulae  as 
advocated  by  Mr.  Marsh  would  not  give  a  fairly  unifomi  co- 
efficient for  bending  for  different  size  panels  and  the  writer  would 
regard  the  distribution  of  metal  as  ill-calculated  to  secure  the 
economic  effect  by  elliptic  flat  plate  action.  As  to  results,  the 
error  from  the  standpoint  of  computed  strength  would  be  some- 
thing   like    three    hundred    per    cent.      From    the  fact  that  Mr. 
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Marsh  was  familiar  with  the  practical  formula  of  Hennibique 
^lis  theoretical  error  is  e\"en  more  surprising  and  although  the 
^ic  of  the  rule  adopted  by  Hennibique  may  not  appear  clear 
fact  that  it  was  based  on  practical  experience  should  give 
^y  theoretical  writer  not  conversant  with  construction  cause 
pause  and  investigate  before  recommending  one  that  is  so 
jrossly  in  error. 
On  page  356  of  "Reinforced  Concrete"  by  Marsh,  edition 
1905,  the  formulae  of  Hennibique  are  given,  for  a  rectangular 
lb  reinforced  in  two  wavs. 


ARTICLE  2. 

inibique  Method  of  Calculation  for  the  Bending  Moment  of 
a  Slab  Reinforced  in  two  Ways. 

'The  bending  moment  on  built-in  slabs  is  arrived  at  by  a 
:uliar  method.     If  w  is  the  weight  of  the  piece  itself  per  lineal 
lit,  and  wi  the  uniformly  distributed  load  per  lineal  unit,  the 
^nding  moment  for  a  l)uilt-in  1)eam  is  taken  as 

(  w  +  w^  )  L' 
10 

very  customary  allowance.     The  slabs  being  supported  on  all 
Iges,  the  bending  moments  are  considered  in  both  directions. 
L  is  the  longer  span  and  B  the  shorter  span,  there  are  sup- 
^sed  to  be  two  bending  moments — 

_   (  w  +  w^  )  L^     _  ,       M      _    (  w  +  w,  )  B^ 


M 


and 


Mb    - 


10  10 

id  the  maximum  on  the  slab  is  considered  as  the  mean  of  these 

!0,    (>V — 


M    = 


M. 


M 


B 


le  disposition  of  the  reinforcements,  crossing  on  another  and 

ting  continuous  over  the  supporting  beams,  is  assumed  to  con- 

lerably  diminish  this  bending  moment.     It  is  therefore  reduced 

one-third  and  the  value  for  use  in  the  calculations  is  taken  as 

,  g         This  value  for  the  benchng  moment  only  applies  to  the 

►ntinuous  slabs." 

It  will  be  noted  that  this  does  not  vary  greatly  from  the  co- 
icient  adopted  by  the  writer. 
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In  this  connection  a  few  g-eneral  remarks  regarding  respon- 
sibility of  tlie  theorist  and  the  engineer  contractor  as  regards 
the  work  are  in  order. 

To  the  critics  of  his  theories  llennibi(|ne  is  credited  with  this 
cutting  and  sarcastic  remark,  iliat  lie  was  not  in  the  busines- 
of  peddling  formnlae  but  of  selling  construction  guaranteed  {<> 
carry,  without  injury,  a  specified  test  load  and  that  he  assumed 
the  financial  responsibility  tlierefore. 

Unfortunately  there  seems  no  legal  or  commercial  respon- 
sibility attached  to  the  selling  by  publication  of  theoretical  fomi- 
ula  further  than  it  shall  appear  as  such  in  jjoint  of  algebraic  get- 
up.  Whether  it  requires  a  constniction  three  times  as  strong 
as  necessary  where  a  given  guaranteed  test  load  is  demanded 
and  places  thereby  the  contractor  that  uses  it  at  a  disadvantage 
in  commercial  competition,  causing  him  to  lose  the  work  that  he- 
has  expended  considerable  money  in  figuring  upon,  or  whether 
it  results  in  a  construction  dangerous  and  unsafe  and  for  which 
the  contractor  adopting  it  is  placed  in  a  position  where  he  is 
compelled  if  financially  responsible,  to  pay  the  bill  is  alike  im- 
material to  the  theorist  publishing  a  formula  grosslv  in  error 
since  there  is  no  legal  redress  or  opportunity  for  the  victim  to 
recover  by  suit.  In  other  words  the  engineer  contractor  take- 
his  own  chances  in  applying  any  information  regarded  as 
authoritative  if  he  uses  it  without  careful  investigation  in  his 
everyday  business. 

ARTICLE  3. 

Character  and  Sigiiificaiice  of  Tests  of  Elastic  Properties  of 

Concrete. 

In  the  usual  treatise  on  concrete  much  stress  is  placed  on  the 
determination  of  the  value  of  the  modulus  of  elasticity  of  con- 
crete. Now,  bearing  in  mind  the  correct  definition  of  concrete 
as  an  artificial  conglomerate  stone,  we  may  legitimately  question 
how  much  of  the  modulus  determined  on  a  diminutive  sample 
belongs  to  the  conglomerate  aggregate,  and  how  much  to  con- 
crete proper. 

On  this  question  the  writer's  views  may  be  extremely  pes- 
simistic. He  would  hesitate  to  stake  a  dollar  of  his  hard  earned 
money  on  computed  elastic  deportment  based  on  tests  of  this 
character  and   think  nothing  of  giving  a  fifty  thousand  dollar 
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bond  guaranteeing  the  elastic  deportment  of  work  figured  from 
coefficients  determined  by  careful  measurement  of  deflection,  of 
^i)usiness  like  samples  of  concrete  sixteen  feet  to  twenty-five  feet 
square  in  the  form  of  slabs  under  test,  since  he  finds  the  greatest 
miformity  in  his  experiments  conducted  thousands  of  miles  apart 
vith  work  executed  under  the  same  general  specification  by  many 
iifferent  gangs. 

The  writer  is  also  equally  pessimistic  as  to  the  propriety  of  the 
ise  of  the  modulus  of  elasticity  in  working  out  column  formula 
lince  the  use  of  such  formula  leads  to  dangerous  details  of  con- 
struction, which  in  view  of  the  apparent  simplicity  of  the  formula, 
\s  theoretically  permissible. 

Thus  these  formulae  are  derived  as  follows : 

P  =  f  (  A^,+  e  A^  )     compressive   strength  of  section; 

f  =  crushing  strength  of  concrete ; 

A    =  area  of  section  of  concrete; 

A^  =    area  of  section  of  steel ; 

_     E 

e  —  ■ — s_  where    E  =  modulus  of  elasticity  of  the  steel  and 
E 

c 

E^.  =   modulus  of  elasticity  of  the  concrete. 
Now    E^  varies  greatly  with  age  of  the  concrete.     The  con- 
crete in  setting  shrinks  and  this  shrinkage  stress  is  totally  dis- 
regarded in  this  formula. 

Finally  the  conclusion  from  this  formula  would  be  that  one 
reinforcing  rod  in  the  center  of  a  column  is  just  as  efficient  as 
]tny  other  distribution  of  longitudinal  reinforcement  and  is  much 
le  more  convenient  in  construction. 

Since  a  more  dangerous  error  from  the  standpoint  of  safety 
in  erection  could  not  well  be  made,  the  practical  constructor  on 
reading  such  literature  as  this,  only  wonders  that  the  failures  of 
concrete  construction  are  indeed  so  few  in  number. 

We  have  noted  in  an  earlier  chapter  the  tendency  of  the  de- 
signer to  imitate  older  types  or  forms  of  construction.      11iis 
nitation  of  older  methods  in  concrete  steel  construction  has  been 
irried  to   the  greate.st   extremes   by    the   "would-be"    scientific 
theorist.     With  the  older  materials  of  construction,  such  as  tini- 
er and  structural  steel,  we  base  our  formulae  for  deflection  upon 
|the  modulus  of  elasticity  of   the  material   used,   and   also   our 
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formulae  for  determining  the  distribution  of  stress  through 
statically  indeterminate  combinations  or  frames. 

In  concrete  construction,  however,  this  modulus  of  elasticity 
determined  in  the  usual  manner  does  not  ap])ly  to  the  natural 
types  of  reinforced  concrete  construction,  because  the  strain  in 
the  concrete  is  not  a  simple  strain  in  one  direction,  but  a  ver)- 
complex  distribution  of  stress  in  a  number  of  directions.  It 
seems  to  the  writer  that  some  of  our  theoretical  friends  have 
made  a  labored  effort  to  apply  a  coefficient  totally  inapplicable 
to  this  type  of  construction,  with  the  natural  result  that  their 
mathematical  work  leads  to  no  definite  or  valuable  conclusions, 
but  merely  serves  to  cloud  the  perceptive  faculties  of  those  inter- 
ested in  the  development  of  the  business. 

Again,  even  were  it  possible  to  draw  valuable  conclusions 
from  the  modulus  of  elasticity  in  compression,  the  question  natur- 
ally arises  as  to  what  is  the  age  of  the  specimen  at  which  it  is 
permissible  to  determine  this  constant. 

Table  cited  shows  the  modulus  of  elasticity  of  concrete  as 
determined  by  tests  at  Watertow'n  Arsenal  in  1899: 

Mixture  1 :2:4. 


Modulus 

of  elasticity  of  loads   between    100 
and  600  lbs.  sq.  in. 

Brand  of  Cement. 

7  days. 

1  month.      3  months. 

6  months. 

Atlas. . . 

2,778,000 

3,125,000      4,167,000 
2,083,000      4,167,000 
3,571,000 

3,125.000 

Alpha 

3,135.000 

Germania 

2,500,000 
2,500,000 

4,167,000 

Alsen 

2,778,000  ;  2,778,000 

4,167,000 

Average 

2,592,000 

2,662,000      3,670,000 

3,646,000 

From  the  table  we  note  that  the  modulus  for  Alsen  cement 
increases  from  2,778,000  to  4,167,000  between  the  age  of  three 
months  and  six  months ;  that  the  Atlas  brand  decreased  from 
4,167,000  at  the  end  of  three  months  to  3,125,000  at  the  end  of 
six  months ;  that  the  seven-day  tests  and  the  one-month-old 
tests  are  very  much  higher  than  could  be  depended  upon  in 
ordinary  practice ;  that,  although  the  six  months  tests  of  the 
Atlas  and  Alpha  cements  show  retrogression  under  that  of  three 
months,  if  the  specimens  had  been  kept  longer  these  values  would 
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undoubtedly  be  increased  to  considerably  greater  than  the  max- 
imum at  the  end  of  the  six  months  period. 

These  being  fair  average  values,  upon  what  line  of  logic  do 
M  >me  authors  conclude  that  the  ratio  of  the  modulus  of  elasticity 
<if  steel  to  the  above  concrete  is  in  the  neighborhood  of  one  to 
twelve  or  one  to  fifteen?  Further,  by  what  method  of  accurate 
ithematical  analysis  do  they  proceed  to  determine  the  exact 
lount  of  steel  that  it  is  permissible  to  use  in  a  column  and  to 
ilineate  the  entire  makeup  of  the  column  by  such  extremely 
:curate  ratios,  if  we  consider  them  based  on  practical  tests? 
|loes  it  not  look  as  though  where  the  premise  differs  at  least  lOO 
;r  cent  from  the  average  values  for  ordinary  working  stresses 
lat  there  might  be  a  far  greater  difference  between  fact  and  the 
inclusions  that  may  be  arriverl  at  by  working  from  such  an 
^roneous  hypothesis  ? 

The  writer,  at  least  for  any  work  which  he  is  called  upon 
guarantee,  desires  a  method  of  figuring  based  upon  a  premise 
It  is  a  little  less  doubtful  and  that  does  not  involve  the  ex- 
^eme  variations  embodied  in  such  assumptions  regarding  the 
ilue  of  the  modulus  of  elasticity.     He  prefers  to  knozv  with  a 
reasonable  degree  of  certainty  what  his  work  will  carry. 

Much  of  the  test  data  which  has  been  worked  up  at  the  tech- 
nological schools  is  of  considerable  value  in  a  qualitative  man- 
ner, where  it  is  or  may  be  nearly  worthless  from  the  quantita- 
tive standpoint. 

Tests  made  on  simple  beams  when  the  specimens  have  not 
sufficient  age  may  be  of  considerable  value  as  an  indication  of 
meral  deportment,  though  of  very  little  value  from  the  stand- 
>int  of  quantitative  results. 

A  series  of  tests  in  which  large  variations  are  noticeable  in 
le  value  of  specimens  mixed  in  the  same  proportions  and  with 
^e  same  materials,  is  not  conducive  to  confidence  in  the  char- 
ter of  the  work  or  the  uniformity  of  the  conditions  under 
rhich  the  specimens  were  cured.  W'itli  this  confidence  shaken 
ie  (|uantitative  values  of  the  results  are  in  (juestion. 

Experiments  which  are  leased  on  impractical  forms  of  con- 
struction may  be  of  value  from  the  negative  rather  than  the 
positive  standpoint.  They  may  indicate  clearly  what  ought  not 
to  be  done  rather  than  what  ought  to  be  done  in  the  field  of 
practical  design. 
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The  writer  is  inclined  to  regard  many  of  the  tests  made  at 
Champaign,  111.,  on  columns,  somewhat  in  this  light,  although 
expressing  his  full  appreciation  of  their  value.  In  other  words, 
the  tests  at  Champaign  are  of  positive  value  in  indicating  what 
should  not  be  done  in  column  design.  They  indicate  clearly 
in  the  writer's  judgment,  that  hooping  without  the  proper  pro- 
portion of  vertical  reinforcement  combined  therewith,  is  not  a 
suitable  design  for  a  column.  At  the  same  time,  they  give  no 
indication  whatever  as  to  the  value  of  a  proper  and  suitable 
combination. 

As  to  the  tests  on  simple  beams,  the  writer's  opinion  is  that 
in  the  near  future  this  information  will  be  more  interesting  from 
the  academic  rather  than  from  the  practical  standpoint  of  the 
concrete  constructor,  who  will  rarely,  if  ever,  employ  such  a 
beam  in  his  everyday  work  where  it  can  be  avoided. 

Prof.  Turneaure's  conclusions  resulting  from  tests  made  by 
him  to  determine  the  point  at  w^hich  incipient  hair  cracks  develop 
in  concrete  under  bending,  are,  as  the  writer  understands  them, 
that  these  cracks  commence  to  develop  as  soon  as  the  steel  is 
strained  to  5,000  or  6,000  pounds  per  inch. 

A  point  that  should  be  noticed,  however,  with  reference  to 
the  cracks  referred  to  by  Prof.  Turneaure  (see  page  39,  Con- 
crete Construction  by  Turneaure  and  Maurer),  is  the  manner  in 
which  the  beams  were  cured.  "In  some  experiments  made  at 
the  University  of  Wisconsin.  1901-2,  a  very  delicate  method  of 
detecting  incipient  cracks  was  accidentally  discovered.  It  was 
found  that  beams  cured  in  water  which  were  only  partially  dried 
before  testing  would,  when  tested,  show  very  fine  hair  cracks 
at  an  early  stage,  and  moreover,  by  watching  closely,  it  was 
observed  that  preceding  the  appearance  of  a  crack  there  would 
appear  a  dark  wet  line  across  the  beam.  Such  a  line  would 
soon  be  followed  by  a  fine  crack.  A  larger  series  of  tests  were 
undertaken  in  the  following  year  by  a  different  set  of  experi- 
menters who  observed  the  same  phenomenon." 

In  this  connection  the  following  facts  should  be  observed, 
which  do  not  appear  to  have  been  noted  by  these  investigators : 

First,  that  the  curing  of  a  concrete  beam  in  water,  then  re- 
moving and  allowing  it  to  partially  dry  would  leave  the  concrete 
in  a  state  of  internal  strain.     In  other  words,  the  beam  would: 
not  be  in  a   normal   condition  and  conclusions   drawn    from   it 
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would  not  be  applicable  to  a  similar  beam  cured  in  the  ordinary- 
way. 

When  we  compare  a  simple  beam  with  a  continuous  beam  in 
which  the  main  line  of  reinforcement  is  arranged  so  that  it  can 
carry  shear  as  well  as  bending  as  it  approaches  the  top  of  the 
beam  at  the  support,  we  have  very  different  conditions  indeed. 

First,  comparing  the  stiffness  of  the  simple  beam  to  the 
stiffness  of  the  continuous  beam,  we  have  the  stiffness  of  one 
equaling  five  times  that  of  the  other,  and  the  deformation  of 
the  concrete  has  become  correspondingly  small  for  the  same 
maximum  strain  in  the  steel.  Hence,  granting  that  with  an  in- 
ferior design  of  simple  beam,  incipient  cracks  may  develop  at 
as  low  a  stress  on  the  steel  as  10,000  to  12.000  pounds  per 
>quare  inch,  we  should  not  look  for  them  in  a  properly  designed 
continuous  beam  under  25.000  to  30,000  pounds  stress  per  inch 
upon  the  steel. 

^M^ile  the  writer's  experience  in  practical  construction  causes 
him  to  differ  from  the  position  taken  by  Turneaure  regarding 
the  point  at  which  incipient  cracks  are  developed  in  concrete 
steel  beams  in  construction  generally,  it  is  a  fact  that  the  mate- 
rial, when  thoroughly  cured,  will  stand  only  a  certain  amount 
of  deformation  in  bending  without  checking;  that  this  amount 
follows  closely  the  limits  suggested  under  the  heading  of  per- 
missible deflections;  that  in  view-  of  the  limitation  of  concrete 
fn  this  respect  the  writer  is  of  the  opinion  that  medium  steel, 
'standard  specifications,  will  stretch  about  as  far  within  its  elas- 
tic limit  as  concrete  can  be  reasonably  expected  to  follow  without 
checks  or  injurious  effect  upon  the  material. 

Admitting  this  to  be  a  fact  there  would  be  then  no  particular 
advantage  in  the  adoption  of  high  carbon  steel,  nor  would  it 
seem  legitimate  to  allow  a  higher  working  stress  than  about 
16,000  pounds  per  inch  on  the  metal.  The  computed  stress  on 
the  steel,  however,  should  be  made  upon  a  rational  hypothesis 
and  to  properly  take  into  consideration  the  arrangement  and 
character  of  the  distribution  of  the  steel  through  the  work. 

ARTICLE  4. 

Jl'ork  of  United  States  Geological  Survey. 
In  the  experimental  work  conducted  by  the  United  States 
(ieological    Survey,    under   an   advisory   board,   no   member   of 
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which  had  been  commercially  engaged  in  the  art  of  reinforced 
concrete  construction,  some  rather  amusing  results  have  been 
shown.  For  example,  in  comparing  tests  of  slabs,  reinforced 
in  one  way  and  supported  on  two  sides,  with  slabs  reinforced 
in  two  ways  and  supported  on  four  sides,  they  api^arently  con- 
clude that  the  Dunn  formula  is  not  far  out  of  the  way.  Wt  may 
note  the  following  facts : 

That  the  bending  moment  of  the  load  on  a  slab  reinforced 
in  two  directions  would  be  but  two-thirds  that  of  a  slab  rein- 
forced in  one  direction ;  that  the  steel  in  the  two-way  reinforced 
slab  tested  was  double  that  in  the  slab  reinforced  in  one  direc- 
tion; that  the  failure  took  place  in  the  concrete  and  not  in  the 
steel.  Hence,  the  tests  were  of  value  only  in  so  far  as  they  gave 
a  line  on  the  capacity  of  the  concrete  as  strained  by  the  two-way 
reinforcement,  but  gave  no  indication  regarding  the  value  of 
the  steel  placed  in  this  combination.  In  other  w'ords,  the  value 
of  the  concrete  when  strained  in  two  directions  will  be  capable 
of  developing  a  resistance  or  strength  to  resist  a  bending  mo- 
ment about  50  per  cent  greater  than  where  reinforced  in  one 
direction  only.  But  it  by  no  means  follows  that  it  requires  more 
than  one-half  the  amount  of  steel  arranged  in  two  directions 
to  develop  this  capacity.* 

These  are  questions  which  would  have  been  accurately  inves- 
tigated had  the  advisory  board,  known  as  the  Joint  Committee 
on  Concrete  and  Reinforced  Concrete,  possessed  that  degree  of 
practical  knowledge  of  the  subject  under  investigation  which 
seems  to  be  acquired  only  by  continued  work  in  the  commercial 
field  of  actual  construction.  So  far  as  those  engaged  in  the 
industry  can  see,  no  tangible  results  of  value  to  the  real  workers 
in  this  field  can  be  shown  to  justify  the  expenditure  of  the 
$100,000  government  appropriation  for  this  purpose  and  for 
which  this  committee  has  assumed  the  responsibility. 

ARTICLE  5. 

Shrinkage  Grip  of  Concrete  on  Steel. 
The  high  value  of  the  shrinkage  grip  sometimes  called  ad- 
hesion of  concrete  to  steel  rods  imbedded  therein,  has  been  long 
known  and  depended  upon  by  nearly  all  of  the  early  pioneers  in 
the  field   of  reinforced   concrete  on   the  continent.      Numerous 


*See  page  74,  Tests  of  Slabs,  etc. 
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tests  have  been  made  to  determine  the  adhesion  of  concrete  to 
)lain  rods  of  different  forms,  with  results  varying  from  200  to 
^50  pounds  per  square  inch  of  the  surface  contact. 

The  following  table  is  quoted   from  Concrete  Construction 
)v  Turneaure  and  Maurer : 


Kind  of 
Concrete 

Steel  Rods. 

Depth 

Embedded, 

inches. 

Adhesive 

Authority. 

Kind. 

Size 
inches. 

strength 
lbs.  in 

'eret: 
Ciment  Arme,  p. 
755 

1:2:4 
1:2:5 
1:3:44 
1:3:6 

Plain  round 
Plain  round 
Plain  round 
Plain  round 

0.8 
0.8 
0.8 
0.8 

2f 

21 
2| 

237 
190 
237 

195 

[att:  Proc.  Am.  Soc. 
Test.  Mat.,  1902... 

1:2:4 
1:2:4 

Plain  round 
Plain  round 

t 
7-16 

6 
6 

756 
636 

Imerson: 
Eng.  News,  Vol.  Ll 
1904,  p.  222 

1:3 
1:3 

1:2:4 
1:3:6 

Plain  round 
Plain  flat 
Plain  square 
Plain  square 

ixl 
Ix  1 
1  xl 

6 

6 

10 

10 

512 
293 

587 
478 

Talbot:. 
Bull.  No.  8,  Univ. 
of  111.,  1906 

1:2:4 

1:2:4 

1:3:54 

1:3:54 

1:3:54 

1:3:54 
1:3:6 

Plain  round 

Plain  round 

Plain  round 

Plain  round 

Cold  rolled 

shafting.  .  . 

Mild  steel  flat 

Tool  steel 

round 

h&  1 
i&  1 
*&  1 
i&  1 

1  &  i 

3-16xH 

i 

6 
12 

6 
12 

6 
6 

6 

438 
409 
364 

388 

146 
125 

147 

^ithey:  Bull.  Univ. 
of  Wis.,  1907 

I* 

1:2:4 
1:2:4 

Plain  round 
Plain  round 

9-16 

6 
6 

401 
504 

We  note  on  the  experiments  of  Feret  that  the  adhesive 
strength  is  very  low,  about  one-third  that  shown  by  Hatt  and 
)ne-half  that  shown  by  Emerson.     The  difference  would  seem 

be  most  readily  accounted  for  on  the  ground  of  the  different 
amount  of  moisture  in  the  concrete  used  by  the  several  inves- 
tigators. 

A  wet  concrete  gives  a  grip  far  in  excess  of  a  dry  tamped 
)ncrete,  hence  the  importance  of  using  a  wet  mix  in  practical 
)nstruction. 

It  should  also  be  noted  that  the  mixture  used  where  the 
^mailer  values  are  obtained,  with  the  exception  of  two  by  Feret, 
vas  a  rather  weak  nii\tin-e.     The  l^w    \ahies  found  by   Feret 
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would  seem  readily  accounted  for  by  the  prevalent  French  cus- 
tom of  tamping  concrete  rather  than  pouring  it,  as  is  done  by  the 
Advanced  American  constructor,  d'liis  difference  in  treatment 
of  the  concrete  may  be  readily  used  to  vindicate  the  large  ad- 
vantage that  may  be  obtained  by  deformed  bars. 

Admittedly  they  will  show  up  much  better  than  the  ordinar}- 
plain  bars  in  this  class  of  concrete,  dry  tamped,  which  it  is  not 
desirable  or  permissible  from  the  practical  standpoint  to  use  in 
the  work. 

The  old  fashioned  notion  was  that  good  concrete  could  only 
be  made  by  a  dry  mix  and  tamping.  Combined  with  this  class 
of  concrete  the  deformed  bar  was  a  decided  improvement. 

At  present,  however,  the  advocates  of  dry  tamped  work  are 
either  all  dead  or  converted  to  modern  methods,  and  the  advan- 
tage in  the  use  of  the  deformed  bar  in  ordinary  work  has  died 
with  them. 

Adhesion  to  the  flat  bars  seems  inferior  and  they  should 
preferably  be  avoided  in  the  work.  A  round  rod  is  most  easily 
surrounded  in  pouring  and  is  the  ideal  form  of  rod  to  employ. 

'  ARTICLE  6. 

Question  of  Fatigue. 

Steel  when  strained  up  to  one-third  or  a  little  beyond  one- 
third  of  its  ultimate  strength  deteriorates  in  c[uality  and  becomes 
brittle  and  finally  is  liable  to  break  without  apparent  cause. 
Where  the  stress  is  of  two  kinds  its  destruction  is  much  more 
rapid,  due,  as  the  writer  looks  at  it,  to  the  fact  that  the  mole- 
cular change  in  structure  due  to  tension  and  compression  are  of 
the  reverse  order;  leading  to  a  lack  of  homogenity  in  the  struc- 
ture and  the  rapid  wearing  out  of  the  piece. 

In  concrete  it  seems  that  the  same  general  law  holds  true. 
Repeated  stress  exceeding  more  than  about  a  third  of  its  ulti- 
mate strength  is  liable  to  deteriorate  the  material,  but  within 
this  limit,  as  with  steel,  there  is  probably  little  if  any  damage 
done  by  repetition  of  strain. 

This  conclusion  as  regards  concrete  is  based  on  a  number 
of  observations  of  the  material  in  the  form  of  slabs,  subject  to 
the  repeated  and  continued  jar  of  machinery  under  the  most  try- 
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ing  conditions  for  a  number  of  years.  Apparently  the  requisite 
for  this  material  to  properly  withstand  repeated  vibratory  stress 
without  injury  is  a  first  class,  rich  concrete,  properly  mixed  and 
thoroughly  cured. 


CHAPTER  VI. 

Coluuins  and  CoUtiiin  Fornuilae. 

ARTICLE   I. 
Types  of  Columns. 

The  following-  may  be  briefly  stated  as  a  requirement  for 
suitable  design  for  reinforced  concrete  columns  in  building  con- 
struction. 

First,  that  the  longitudinal  reinforcing  metal  should  be  to- 
ward the  outer  portion  of  the  column  in  order  to  properly  provide 
for  any  tendency  to  bend  or  deflect. 

Second,  that  the  bars  should  be  banded  or  tied  together  to 
maintain  them  in  the  desired  position. 

Third,  that  the  bands  or  ties  should  not  cross  the  core  as  to 
interfere  w'ith  placing  the  concrete  and  securing  a  solid  core. 

Figure  A,  type  ( i ) ,  shows  one  of  the  old  forms  of  Henni- 
bique  type.     In  this  type  of  column  the  principal  reinforcement 
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Fig.  A.     Type  1.  Fig.  B.    Type  2. 

Old  Style  Hennibique  Col.      New  Style  Hennibique  Col. 

consists  of  heavy  longitudinal  bars  tied  across  from  one  to  the 
other  by  small  ties.  It  will  be  noted  that  these  ties  cross  and  re- 
cross  the  core  of  the  column,  requiring  considerable  care  in  fill- 
ing to  make  sure  that  there  are  no  voids  in  the  finished  work. 

Cases  have  occurred  with  this  type  where  the  concrete  has 
been  arrested  in  pouring  part  way  down  the  column  and  on  re- 
moval of  the  forms  there  was  an  open  space  of  two  feet  or  such  a 
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:natter  between  the  concrete  above  and  below  and  the  load  above 
carried  only  by  the  vertical  bars.  Evidently  such  an  arrangement 
of  metal  is  somewliat  dangerous  even  though  it  may  be  properly 
executed  and  with  unusual  care  prove  satisfactory  from  the 
standpoint  of  strength. 

Figure  B,  type  (2),  shows  an  improved  form  of  vertical  rein- 
forcement with  ties  in  which  eight  bars  are  used  and  the  ties  are 
-placed  in  the  form  of  squares,  one  inscribed  within  the  other. 
'J'he  advantage  of  this  type  over  that  previously  shown  lies  in 
the  fact  that  the  central  core  of  the  column  or  inscribed  square 
is  clear  and  unobstructed  throughout. 

Figure  C  shows  a  type  of  column  reinforcement  consisting 
of  four  vertical  rods  with  wrapping  or  ties  holding  them  together 
at  intervals.     This  is  suitable   for  very  light  loads  where   the 
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Fig.  C. 

Suitable  only  for  light  Cols. 
Fig.  D 

Considere  type  of  hooped  Cols. 

with  independent  bands 

and  spirals. 

concrete  is  more  than  sufficient  to  take  the  entire  compression 
without  excessive  stress. 

I'^igure  D,  shows  a  column  section  of  the  Considere  type  in 
uhich  the  vertical  rods  are  hooped  with  spiral  reinforcement. 
Considerable  work  has  been  executed  using  the  hooped  columns 
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tilt  omitting-  the  vertical  steel.  This  as  the  writer  looks  at  it,  is 
a  very  grave  mistake. 

Hooping  may  be  of  two  types.  First,  a  spiral  coil  in  which 
the  wire  is  wound  around  the  core  of  the  column  in  the  form  of 
a  spiral  and  second,  in  which  independent  hoops  are  placed  at 
intervals  and  attached  to  the  vertical  reinforcement. 

There  is  a  large  amount  of  apparently  conflicting  experi- 
mental data  regarding  the  strength  of  reinforced  concrete  col- 
umns. As  noted  in  the  writer's  remarks  on  the  subject  of  com- 
mon theoretical  errors  he  will  in  no  wise  consider  the  type  of 
column  with  a  single  vertical  rod  in  the  center  on  the  ground 
that  such  construction  is  radically  dangerous  and  should  not  be 
used,  hence  need  not  be  considered  in  a  practical  treatise  on  con- 
crete-steel construction. 

The  strength  of  types  A,  B,  C,  and  D  all  depend  upon,  first 
the  strength  of  the  concrete,  second,  the  amount  of  vertical  steel 
used  and,  third,  the  amount  of  ties  or  hooping  holding  the  rods 
in  position  and  bringing  lateral  restraint  upon  the  concrete. 

Theoretical  formulae  based  on  the  ratio  of  the  moduli  of 
elasticity  of  concrete  and  steel  cannot  be  depended  upon  for  a 
satisfactory  solution  of  the  problem  presented  by  the  third  element 
noted  and  we  must  depend  largely  upon  experimental  investi- 
gation to  determine  reasonable  and  safe  practical  values  to  use 
for  our  working  stress. 

In  deciding  upon  these  values  we  have  to  consider  the  col- 
umn, first,  from  the  standpoint  of  its  ultimate  strength  in  the 
finished  building,  second,  from  the  standpoint  of  its  strength  and 
safet}^  during  construction  and  third,  the  relative  values  of  the 
various  types  in  securing  strength  at  a  minimum  cost. 

In  order  of  merit  these  types  may  be  rated  as  follows : 

Type  D,  with  a  proper  proportion  of  vertical  steel  combined 
with  the  hooping  ranks  first,  from  the  standpoint  of  safety  and 
economy. 

Type  B,  second. 

Type  D,  hooping  but  with  no  vertical  steel  third;  and  types 
A  and  C  fourth. 

It  may  be  stated  that  type  A  is  practically  out  of  date  and 
discussion  concerning  it  may  be  eliminated. 

For  type  C,  the  writer  in  his  practice  is  willing  to  allow  on 
a  1-2-4  concrete,  350  pounds  per  inch  of  the  core  area  between 
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rods,  10,000  pounds  per  square  inch  on  the  vertical  steel  and 
the  volume  of  metal  in  the  ties  to  be  treated  as  imaginary  ver- 
ticals with  a  working  stress  equal  to  that  allowed  for  the  vertical 
bars,  the  ties  to  be  spaced  not  further  apart  than  ten  times  the 
^diameter  of  the  vertical  bars  in  case  the  bars  are  one  inch  sec- 
tion. Where  smaller  bars  are  used  spacing  not  to  exceed  of' 
Inor  the  section  on  the  tie  to  be  less  than  a  one-quarter  inch 
Iround. 

Type  B,  concrete  for  the  core  area,  1-2-4  mix,  600  pounds 
)er  square  inch,  10,000  pounds  on  the  vertical  steel,  one  and  one- 
lalf  times  the  volume  of  the  ties  treated  as  imaginary  verticals, 
'hese  ties  should  not  be  spaced  further  apart  than  9''  and  if  to  be 
:onsidered  of  value  not  more  than  ten  diameters  of  the  vertical 
)ars  apart. 

Type  D,  the  Considere  type,  is  by  far  the  most  economical 
type  of  column  reinforcement  that  has  been  originated.  This 
as  brought  prominently  to  the  attention  of  the  public  by  Armand 
Considere,  an  eminent  French  engineer. 

The  principle  involved  is  this.  By  restraining  the  concrete 
laterally  its  strength  in  compression  is  greatly  increased.  Just  as 
an  ordinary  piece  of  stove  pipe  filled  with  sand  will  carry  a  load 
a  number  of  times  greater  than  the  pipe  itself  would  be  able  to 
do,  due  to  the  fact  that  the  metal  is  strained  in  tension  while  the 
filling,  held  in  position  by  the  restraint  of  the  pipe,  carries  the 
weight  of  the  load. 

There  have  been  quite  a  number  of  experiments  on  hooped 
concrete  using  only  spiral  hooping.  In  these  experiments  it 
lias  been  noted  that  after  the  ultimate  strength  of  the  concrete  has 
been  developed,  splitting  and  scaling  of  the  outside  shell  occur, 
combined  with  a  large  vertical  distortion  and  considerable  lat- 
eral bending  before  the  ultimate  failure. 

Evidently  if  we  expect  to  develop  the  core  of  the  concrete 
to  a  point  beyond  its  normal  strength  we  must  prevent  its  dis- 
tortion or  bulging  laterally  and  also  the  sliding  or  flow  of  the 
concrete  between  consecutive  bands  or  turns  of  the  spiral,  hence 
a  certain  i)roportion  of  vertical  steel  must  be  used  in  connection 
with  the  hooping  to  secure  the  best  results. 

Since  this  type  of  column  ranks  first  from  the  practical  stand- 
point and  in  reality  is  the  only  one  fit  to  use  in  general  construc- 
tion it  is  deserving  of  the  most  careful  consideration. 

We  will  commence  by  comparing  the  two  types  referring  to 
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bands  and  spirals.  The  advantage  of  the  independent  band  Hes  in 
the  fact  that  it  is  not  enlarged  except  by  the  outward  pressure  of 

the  concrete  under  stress.  The  longitudinal  pressure  of  the 
load  with  the  spiral  tends  to  shorten  the  spiral  as  a  whole  to 
close  the  turns  together  and  incidentally  to  increase  the  diameter 
of  the  spiral  just  as  a  coiled  spring  when  returned  to  its  unstrain- 
ed position,  increases  somewhat  in  diameter.  This  increase  in 
diameter  however  is  comparatively  minute  though  it  must  be 
considered  as  one  of  the  elements  in  weighing  the  advantages 
of  the  two.  On  the  other  hand  the  spiral  can  be  easily  made  up, 
it  is  somewhat  cheaper  than  welded  hooping  for  light  wrapping 
and  is  to  be  preferred  where  the  hooping  is  not  required  to  take 
extra  severe  stress.  Where  the  hooping  required,  owing  to  the 
desire  of  the  designer  to  use  a  small  sized  concrete  column  is 
heavy,  then  circular  bands  become  the  easiest  to  handle  and  the 
most  desirable  from  the  practical  standpoint. 

To  be  efficient,  spiral  wrappng  should  not  exceed  a  four  inch 
pitch  when  combined  with  not  less  than  four  vertical  rods  not  less 
than  three  quarter  inches  in  diameter  for  columns  carrying  mod- 
crate  loads  nor  should  the  pitch  exceed  three  inches  if  the  full 
value  recommended  hereafter  is  to  be  used  in  considerng  the 
hooping. 

Where  six  or  eight  vertical  bars  are  used  not  less  than  seven- 
eighths  inches  in  diameter,  circular  hoops  may  be  spaced  six 
inches  from  edge  to  edge  apart  using  the  full  value  allowed. 
Where,  however,  the  pitch  of  the  hoops  is  increased  the  allow- 
ances for  hooping  should  be  decreased  in  proportion  to  the  in- 
crease of  the  spacing,  but  should  not  exceed  9". 

Our  standard  allowance  on  a  1-2-4  concrete  with  this  type  of 
Considere  column  is  as  follows : 

1,000  pounds  per  square  inch  on  the  core  area.  12.000  pounds 
per  square  inch  on  the  vertical  steel  bars  and  16.000  pounds  per 
square  inch  on  the  hooping  treated  as  imaginary  verticals  hav- 
ing a  volume  of  2.4  times  the  volume  of  the  hooping. 

For  these  values  the  ratio  of  the  length  of  the  column  to  its 
diameter  should  not  exceed  twelve.  For  a  longer  column  ample 
vertical  steel  should  be  provided  to  provide  for  flexure.  Where 
the  strain  on  the  concrete  developed  by  hooping  exceeds  2.000 
pounds  per  square  inch  the  proportions  of  the  mix  should  be 
increased  from  one  cement,  two  sand  and  four  stone  to  one 
cement,  one  and  one-half  sand  and  three  stone  and  extra  care 
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should  be  used  in  the  selection  of  the  stone  aggregate  to  see 
that  it  is  hard  and  satisfactory.  Good  screened  gravel  is  a  more 
.-satisfactory  aggregate  where  high  working  pressures  are  used 
for  the  columns. 

ARTICLE  2. 

Safe  Limit  of  Coniprcssio)i  on  Vertically  Reinforced  and 
Hooped  Columns. 

A  wonderful  degree  of  strength  may  be  developed  on  a  prop- 
erly hooped  and  longitudinally  reinforced  concrete  column  and 
it  becomes  a  question  as  to  how  great  values  it  is  permissible 
1)  use.  The  writer  is  inclined  to  place  about  4,000  pounds  per 
-(juare  inch  developed  pressure  upon  the  core  as  the  approximate 
limit  with  suitable  design.  Under  these  ultimate  conditions  he 
would  investigate  the  column  from  the  further  standpoint  that 
tliere  should  be  enough  vertical  steel  to  carry  the  entire  load  at 
a  little  more  than  the  yield  point  value  say  at  50,000  pounds  per 
M|uare  inch.  That  there  should  be  sufficient  hooping  to  develop 
tb.e  value  of  the  load  figured  at  40,000  pounds  per  square  inch 
r)n  imaginary  verticals  corresponding  to  2.4  times  its  volume. 
That  the  gross  area  of  the  column  inside  of  the  fire  proofing 
--hould  be  sufficient  to  carry  the  load  at  4,000  pounds  per  inch. 
Tests  shown  were  made  for  the  writer  at  Phoenixville.  and 
■present  results  obtained  by  testing  full  sized  columns.  It  will 
MC  noted  that  a  reasonable  amount  of  vertical  steel  was  used, 
combined  wMth  the  hooping,  that  the  columns  are  practically  all 
the  same  diameter  with  about  1-3/2'"  of  concrete  outside  of  the 
bfx^ping.  With  this  proportion  of  vertical  steel,  cracking  and 
chipping  of  the  outside  shell  did  not  occur  until  the  hoops  were 
verstrained  and  stretched,  and  it  should  l)e  noted  the  failure 
ccurred  by  bursting  the  hoops,  that  the  concrete  was  a  good  rich 

MIX. 

ARTICLE  3. 

Partial  report  on  tests  on  full  sized  columns,  made  at  Phoenix- 
ville. Pa.,  for  C.  A.  P.  Turner,  engineer,  by  Mason  D.  Pratt, 
M.  Am.  Soc.  C.  E.,  Harri.sburg,  Pa. 

Test  yo.  r. 

Marks  on  Column — None. 

Keinforcement — Eight  iVj^  inch  round  bars  vertically. 
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Test  No.  1.     Shov/ing  column  as  it  came  from  the  testing  machine. 


Band  spacing- — 9  inch  vertically. 

Hooped  with  7-32  inch  wire  spirals,  about  2-inch  raise. 

Total  load  at  failure,  1,360,000  lbs. 

Remarks — Point  of  failure  was  about  22  inches  from  the  tc^. 
Little  indication  of  failure  until  ultimate  load  was  reached. 

Some  slight  breaking  off  of  concrete  near  the  top  cap,  due 
possibly  to  the  cap  not  being  well  seated  in  the  column  itself. 

Test  No.  2. 

Marks  on  column — Box  4. 

Reinforcement — Eight  i^  inch  round  bars  vertically. 

Band  spacing  about  13  inch  vertically,  14)2  inch  diameter. 

Wire  spiral  about  3  inch  pitch. 

Point  of  failure — About  18  inches  from  top. 

Top  of  cast  iron  cap  cracked  at  four  corners. 

Ultimate  load — 1,260,000  lbs. 


TESTS   OF    COLUMNS. 


95 


Test  A.     Column  No.  4  after  test. 


Remarks — Both  caps  apparently  well  seated,  as  was  the  case 
w  ith  all  the  stibsequent  tests. 

Test  No.  I.     Showing  Column  as  it  came  from  the  testing 
machine. 

Test  No.  3. 
Marks  on  column — 4-b. 

Reinforcement — Eight  Vs  inch  bars  vertically. 
Hoops — i^  inch  by  3-16  inch  by  14  inch  outside  diameter. 
Band  spacing — 13  inches,  vertically. 
Ultimate  load — 900.000  lbs. 
Point  of  failure — About  2  feet  from  top. 
Remarks    Concrete,    at    failure,    considerably    disintegrated, 
probably  due  to  co)ntinuance    of    movement    of    machine    after 
•failure. 

Test  No.  4. 
Marks  on  column — Box  4. 
Reinforcement — Eight  i  inch  round  bars  vertically. 


96  TESTS    OF   COLUMNS. 

Hoops — Spaced  8  inches  vertically,  14  inches  diameter. 

Wire  spirals  as  on  other  columns. 

Total  load  at  failure — 1,260,000  lbs. 

Remarks — First  indications  of  failure  were  nearest  the  bottom 
end  of  the  column,  but  the  total  failure  was,  in  all  columns,  within 
2  feet  of  the  top.  Large  cracks  in  the  shell  of  the  column>  ex- 
tended from  both  ends  to  very  near  the  middle.  This  was  the 
most  satisfactory  showing  of  all  the  columns,  as  the  failure  was 
extended  over  nearly  the  full  length  of  the  column. 

It  may  be  noted  that  these  columns  are  the  lightest  that  have 
been  used  in  the  "Turner  system ;"  that  the  hooping  is  lighter  thai- 
that  used  with  heavy  loads,  and  that  the  strength  developed  in- 
dicates that  the  formula  above  recommended  gives  conservative 
results. 

These  columns  were  made  by  Butler  Bros.,  of  St.  Paul,  and 
the  tests  to  demonstrate  to  the  owner  and  the  building  depart- 
ment the  conservatism  of  a  design  for  a  large  reinforced  con- 
crete building  for  the  Lindeke-Warner  Co,  of  St.  Paul. 

The  concrete  mixture  was  one  part  Portland  cement,  one  part 
sand,  one  and  one-half  parts  buckwheat  gravel,  and  three  and  one- 
half  parts  gravel  ranging  from  one-quarter  inch  to  three-quarters 
inch  in  size. 

It  should  be  noted  that  in  these  tests  the  cracking  of  the  shell 
did  not  occur  until  the  hoops  were  overstrained,  and  that  the 
strength  of  the  hooping  closeh^  defined  the  ultimate  strength  of 
the  column  with  the  proportions  of  vertical  steel  used. 

ARTICLE  4. 

Economic  Column  Design. 

Figuring  on  the  basis  of  the  values  outlined  it  is  evident  that 
the  cost  of  the  columns  becomes  less  as  they  increase  in  size 
and  the  hooping  and  vertical  steel  is  reduced  to  an  amount  which 
would  render  the  use  of  1,000  pounds  per  inch  on  the  core  per- 
missible, that  as  we  reduce  the  column  diameter  it  is  necessary 
to  increase  the  amount  of  the  steel  and  thus  increase  the  cost  of 
our  reinforcement   for  the  building. 

This  is  a  point  not  generally  understood  by  contractors.  One 
bidder  inquires  as  to  what  size  columns  would  be  permitted  by 
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the  owner  and  figures  on  that  basis.  Another  bidder  makes  the 
column  larger  by  two  or  three  inches,  uses  less  steel  and  puts  in 
a  lower  price  on  his  reinforcing  scheme,  and  the  owner  is  fre- 
quently inclined  to  save  the  difference  without  giving  the  first 
bidder  opportunity  to  revise  his  proposition  on  the  second  basis. 

In  general  the  variation  in  the  percentage  of  steel  may  run 
from  one  per  cent  vertical  reinforcement  to  ten  or  twelve,  hoop- 
ing from  .3  to  three  per  cent. 

It  should  be  noted  that  the  efficiency  of  the  hooping  varies 
as  D*  while  the  core  area  varies  as  D-,  hence  a  small  increase  in 
the  diameter  of  the  core  enables  a  large  decrease  in  the  amount 
of  hooping  and  vertical  steel,  that  the  hooping  costing  1.6  times 
as  much  as  the  vertical  bars  in  a  column  in  place  has  an  efficiency 
2.4  times  that  of  the  same  cost  of  metal  in  vertical  steel. 

Xi'W  on  the  other  hand,  certain  relative  proportions  between 
the  amount  of  the  vertical  steel  and  hooping  are  necessary  to 
secure  the  best  results.  For  example,  it  is  better  to  use  no  less 
than  four  vertical  rods  in  any  column  three-quarters  of  an  inch 
in  diameter  and  a  nn'nimum  of  }i'^  rounds  for  hooping  spaced  not 
o\er  4"  centers. 

As  the  load  on  the  column  increases  and  the  diameter  is 
increased,  the  number  of  vertical  bars  should  also  be  increased, 
the  writer's  common  practice  being  to  use  about  six  in  a  twenty- 
four  inch  column  and  eight  in  a  twenty-eight  or  thirty,  more 
if  it  is  necessary  to  keep  the  column  small  in  diameter  and  carry 
a  very  high  working  load. 

I-'igure  29  shows  a  column  designed  very  liberally  indeed 
and  put  up  in  winter  for  a  w^orking  load  of  between  one  thousand 
and  eleven  hundred  tons.  This  column  has  an  extra  large  margin 
of  safety  and  could  readily  be  trusted  with  fifteen  or  sixteen  hun- 
dred tons  with  a  full  factor  of  safety  of  tiiree  and  one-half. 

The  volume  of  vertical  steel  for  cases  where  over  two  thou- 
sand pounds  per  inch  have  been  developed  on  the  core  of  the 
column  should  not  be  less  than  one  and  one-half  times  the  volume 
of  the  hooping  and  in  developing  a  higher  value,  that  further 
the  value  developed  should  not  exceed  the  ultimate  unit  strength 
in  compression  of  a  10"  cylinder  of  the  concrete  used  six  months 
old. 

In  general  the  size  of  the  vertical  bars  should  be  limited  to 

••D  is  the  diameter  of  core  above  notation. 
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one  and  one-half  inches  diameter  and  in  the  ordinary  column 
should  not  exceed  lyi''  and  generally  not  over  iV^. 

In  a  tall,  narrow  building  it  is  good  practice  to  splice  the 
columns  by  independent  splice  bars.  When  using  the  above 
values  no  columns  less  than  12''  in  diameter  should  be  used. 
Vertical  steel  in  the  column  should  not  be  less  than  .7  of  the 

volume  of  the  hooping  when  -^equals  five  and  the  minimum 
should  preferably  be  increased  with  the  increase  of  this  ratio,  this 
increase  being  approximately  one- third  of  the  increase  in    -^ 


Fig.   29.      Reinforcement   of   column   in   Hamm   Brewing   Co.'s    Stock 
House.     Carrying  a  load  of  1,100  tons.    Hoops  27  inches  in  diameter. 


The  Joint  Committee  on  Concrete  and  Reinforced  Concrete 
have  allowed  values  for  the  best  type  of  reinforcement  about 
twenty  per  cent  as  great  as  the  writer  would  consider  permissible 
for  the  better  types  of  hooped  column  reinforcement  and  one 
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hundred  per  cent  higher  than  he  would  consider  safe  to  entrust 
for  results  to  the  ordinary  gang  of  workmen  when  using  some 
inferior  types  of  column  reinforcement  which  are  commonly 
used  today. 

From  the  experience  gained  from  the  construction  under  his 
direction  and  more  or  less  closely  under  personal  superintendence 
of  several  hundred  thousand  columns  the  writer's  views  are 
based  on  a  fairly  broad  experience  and  he  is  of  the  opinion 
that   the  values   recommended  are  eminently  conservative. 

To  summarize  the  conclusions  regarding  economic  column 
design  we  may  say  that  the  cheapest  column  to  carry  a  given 
load  is  one  in  which  the  minimum  amount  of  vertical  steel  and 
hooping  consistent  with  safe  construction  and  proper  design  are 
used.  In  other  words,  that  concrete  and  a  rich  concrete  at  that 
is  the  cheapest  material  to  carry  a  heavy  load  where  the  space 
occupied  by  the  column  is  not  too  valuable  as  it  is  in  the  high 
office  building.  In  the  latter  position  heavy  reinforcement,  extra 
rich  mixtures  and  high  values  are  desirable  and  with  proper  de- 
sign may  be  safely  used. 

Another  point  which  it  is  well  to  call  attention  to,  is  the  fact 
that  it  is  better  not  to  make  the  vertical  reinforcement  bars  con- 
tinuous. The  writer  prefers  to  splice  them  with  each  section  of 
the  column.  The  reason  for  this  is  indicated  by  the  tests  at 
Phoenixville  which  showed  a  failure  of  the  columns  two  feet  from 
the  end  wherever  the  cast  plates  bore  directly  upon  the  steel. 
Where  the  plates  were  raised  and  a  slight  thickness  of  concrete 
interposed  between  the  ends  of  the  bars  and  the  cast  iron  plate 
failure  occurred  along  the  length  of  the  column  uniformly. 

ARTICLE  5. 
Uniformity  of  Concrete  Columns  Compared  to  Stnichiral  Steel. 
The  writer  is  firmly  convinced  from  such  tests  as  he  has  made 
using  the  largest  machine  in  the  country  that  there  is  a  higher 
degree  of  unifomiity  in  the  values  of  reinforced  concrete  columns 
made  with  ordinary  care  and  with  well  designed  reinforcement 
than  with  the  average  structural  steel  column. 

I  \]v  i(a><>ii  Imt  tlii>  ()])inion  is  that  with  the  concrete  column 
we  have  a  solid  c(jre.     The  larger  the  column  the  greater  the 
1  uniformity  in  strength — in  strong  contrast  to  some  noted  fabrica- 
Itions  in  structural  steel. 

With  a  structural  steel  column  we  have  the  uncertaintv  due 
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to  the  form,  and  make-up  of  the  section.  Thus  in  the  majority 
of  small  struts  and  columns  of  structural  steel  and  iron  which 
have  been  tested  we  have  a  specific  ratio  of  the  area  of  the  web 
and  flanges  in  channels  used  in  the  make-up  of  the  struts  or  a 
complete  circular  or  box  section  as  with  the  Phoenix  column  or 
with  the  box  column  of  two  channels  and  two  plates. 

The  semi-empirical  formula  for  struts  has  been  worked  out 
for  the  radius  of  gyration  for  these  forms  of  sections  and  a 
large  variation  in  the  ratio  of  the  area  of  the  several  parts  or 
proportion  of  the  section  leaves  the  formula  inapplicable  to  the 
section  as  was  proved  by  the  failure  of  the  great  bridge  at 
Quebec.  In  this  case  the  area  of  the  flange  as  compared  with 
the  web  was  about  one-tenth  of  the  ordinary  proportions  between 
the  area  of  the  flange  and  wel)  in  the  rolled  channel  and  there 
was  absolutely  no  experimental  data  in  existence  co\-ering  the 
lattice  bar  and  secondary  web  stresses  for  such  a  combination. 

In  concrete  work  these  secondary  stresses  the  uncertainty 
due  to  changes  of  form  are  entirely  eliminated  by  the  uniform 
solid  core.  There  can  be  no  doubt  as  to  securing  a  solid  cast- 
ing with  ordinary  care  if  the  type  of  reinforcement  selected 
is  that  recommended  in  this  chapter. 

Improper  handling  of  the  concrete  might  lead  to  greatly  re- 
duced strength  of  the  section  just  as  burning  a  piece  of  structural 
steel  in  forging  will  leave  the  piece  weak  and  worthless.  For  ex- 
ample, the  writer  was  called  upon  to  inspect  some  coupler  pockets 
made  by  a  Pittsburg  firm  as  the  purchaser  claimed  that  they 
were  worthless.  Taking  a  heavy  sledge  he  struck  the  coupler 
pocket  wdiich  was  4  by  i^  in  section,  a  sharp  blow  in  the  U 
breaking  ten  square  inches  of  metal  with  a  single  blow  of  the 
sledge. 

This  is  a  fair  indication  of  the  uncertainties  in  steel  construc- 
tion where  ordinary  care  has  not  been  used  and  weak  members 
can  readily  be  fabricated  in  concrete  in  the  absence  of  ordinary 
care  and  improper  procedure  in  casting.  Such  for  example  as 
allowing  the  column  box  to  fill  with  water,  then  dropping  in  the 
concrete,  letting  it  sink  through  the  water  and  allowing  the  sand 
and  coarse  aggregate  to  separate  and  go  to  the  bottom  or  again, 
filling  the  beam  box  before  the  column  is  filled  and  allowing  the 
concrete  to  flow  diagonally  and  wash  a  little  at  a  time  into  the 
column,  separating  out  the  inert  material  and  finer  particles  of 
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sand  in  so  doing  and  segregating-  them  in  the  column  thus  secur- 
ing a  material  in  the  core  half  the  strength  that  it  should  prop- 
erly develop.     There  is  no  excuse  for  this  uncertainty,  however, 
nth  proper  conduct  of  the  work  and  even  at  the  worst  the  un- 
jrtainty  involved  is  less  than  that  in  ordinary  steel  construction. 

ARTICLE  6. 

Structural  Steel  Reinforced  With  Concrete. 
This  combination  is  not  well  fitted  to  give  good  bond  between 
le  steel  and  concrete.  Where  a  square  column,  latticed  is  used 
in  the  McGraw  building  in  New  York,  the  writer  would  be 
rilling  to  allow  about  12.000  pounds  on  the  steel  in  compression 
id  450  pounds  on  the  concrete.  Where  the  column  is  made  up 
|f  eight  angles,  similar  to  the  Gray  column  except  that  hoops  are 
Bed  in  place  of  angle  braces  the  writer  would  be  willing  to  use 
le  same  value  on  the  steel  and  about  750  pounds  on  the  concrete. 


T~ipinirn 

f^rlnrt 
II  1 1  II 


I  ' 


ITiJlLi 


Patented. 


Structural    steel    columns    reinforced    with    concrete. 

Hiere  beams  are  thoroughly  encased   in  concrete  there  is  no 

lown  method  of  figuring  exactly  how  much  this  combination 

good  for  but  it  would  seem  from  tests  in  quite  a  number  of 

ises  that  we  may  legitimately  allow  an  increased  strength  of 

rom  fifteen  to  thirty  per  cent  in  the  strength  of  twelve  or  fifteen 

ich  beams  thoroughly  enca^^ed  in  concrete  integrrd  with  a  four 

five  inch  >lab  at  the  top;  tin-  cn'icrcte  being  at  least  three  inches 

)ove  the  top  of  the  beam. 

As  the  writer  regards  such  an  arrangement,  in  general  un- 
illed  for,  and  lacking  in  economy,  he  will  waste  little  time  in  at- 
Empting  to  discuss  it. 


CHAPTER  VII. 

General  Principles  Governing  Economic  Design. 
ARTICLE  I. 

Method  of  Investigation. 

Concrete  steel  construction  even  if  we  take  simple  elements 
at  a  time  presents  so  complicated  a  problem  that  it  can  not  be 
handled  neatly  by  means  of  equations  showing  the  cost  of  the 
variable  items  and  determining  their  proper  proportion  by  plac- 
ing the  first  differential  coefficient  equal  to  zero  in  the  usual 
mathematical  manner.  For  that  reason  we  must  pursue  our  in- 
vestigations more  along  practical  lines  in  the  following  manner : 

First,  w^e  must  consider  questions  of  general  arrangement, 
including  column  spacing,  then  spacing  of  beams,  choice  of  type 
of  reinforcement,  cost  of  centering  for  each  kind  and  cost  of 
aggregate,  etc. 

ARTICLE  2. 

Column  Spacing. 
As  regards  column  spacing,  for  light  loads  eighteen  feet  each 
way  is  economical  with  comparatively  small  variation  in  cost  with 
an  increase  of  column  spacing  up  to  22  ft.  For  heavy  loads,  such 
as  350  pounds  to  600  pounds,  per  square  foot,  column  spacing 
seventeen  to  eighteen  feet  is  a  little  more  economical  than  longer 
spans. 

ARTICLE  3. 

ConipcHson  of  Types. 
We  have  noted  the  coefficients  of  the  bending  moment  and 
that  the  flat  slab  mushroom  type  has  by  far  the  smaller  coefficient. 
This  advantage  however,  is  offset  for  light  loads  by  the  disad- 
vantage of  lack  of  depth  d  in  the  value  of  the  moment  of  resist- 
ance. Further  tlTat  the  stiffness  varies  as  d^  but  the  deflection 
coefficient  is  very  niuch  smaller  than  for  simple  beams,  hence  we 
conclude  that  for  stiffness  under  light  loads  a  very  low  percentage 
of  steel  and  a  thicker  slab  in  proportion  than  will  be  used  for  other 
types  is  desirable  for  the  mushroom  system. 
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AMiere  the  loads  become  very  heavy  then  this  system  becomes 
more  and  more  economical  as  the  depth  of  the  slab  increases  in 
view  of  the  remarkably  small  coefficient  of  bending. 

A  little  computation  as  to  the  cost  of  concrete  and  steel  will 
show  that  quite  a  large  variation  from  exact  economic  propor- 
tions of  the  two  materials  for  strength  will  make  comparatively 
little  difference  in  the  ultimate  cost,  while  it  does  make  a  large  in- 
:rease  in  stiffness  by  the  use  of  the  smaller  amount  of  steel  and 
nore  concrete  as  has  been  pointed  out. 

The  mushroom  type  has  the  advantage  of  simple  centering 
md  low  cost  of  placing  the  steel  and  aside  from  that  but  little 
id  vantage  over  two  way  beam  system  for  light  loads  but  requir- 
ig  much  less  material  both  in  concrete  and  steel  for  heavy  loads 
md  moderate  spans  up  to  twenty-four  or  twenty-five  feet  and 
greater  spans  where  the  loads  exceed  500  pounds  per  square  foot. 
The  advantages  of  the  two  natural  concrete  types  of  building 
iver  type  I  of  figure  one,  lies  quite  largely  in  the  cost  of  centering, 
'he  centering  for  the  mushroom  system  frequently  costs  as  low 
IS  seven  and  eight  cents  per  foot  of  floor  including  the  cost  of 
column  forms  as  against  fifteen  and  sometimes  twenty  cents  for 
such  as  type  I  shown  in  figure  ( i ) . 

Type  II,  with  slabs  reinforced  in  one  way  are  at  a  disad- 
vantage since  the  coefficient  of  bending  is  three  times  as  high 
with  one  way  reinforcement  for  the  slab  supported  on  two  sides 
that  it  is  for  the  slab  supported  on  four  sides. 

Type  II  is  frequently  made  with  a  combination  of  hollow 
tile  and  thin  reinforced  concrete  beams  between  the  hollow  tile 
in  order  to  get  economic  depth  for  long  span  slabs  and  to  secure 
reasonable  deflections  under  load.  This  keeps  the  cost  of  center- 
ing down  approaching  the  cost  of  the  mushroom  system.  It 
means,  however,  extra  care  in  placing  the  steel  and  the  labor 
of  putting  the  tile  in  position  and  the  cost  of  the  tile. 

Where  the  cost  of  the  hollow  tile  is  low,  for  light  loads  and 
long  spans  this  type  may  become  a  competitor  of  a  true  concrete 
type,  but  the  general  opinion  among  the  contractors  with  whom 
the  writer  is  acquainted  even  under  these  favorable  conditions 
seems  to  be  the  cost  f)f  labor  combined  with  the  cost  of  the  tile 
amounts  to  a  figure  which  exceeds  that  of  ilie  best  all  concrete 
type. 

It  has  the  disadvantage  from  the  standpoint  of  safe  construc- 
tion in  the  lack  of  tying- the  work  togctlicr  in  two  directions  and 
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ihe  disadvantage  of  combining  two  materials  having  different 
coefficients  of  expansion  and  hence  reduced  abihty  to  withstanrl 
high  temperature  stresses  when  exposed  to  the  heat  of  a  severe 
fire.  This  type  will  be  discussed  more  fully  under  details  of  con- 
.'truction. 

ARTICLE  4. 

Coitcring. 

Centering  as  we  have  noted  is  one  of  the  important  considera- 
tions, since  the  centering  runs  in  point  of  cost  from  twenty-five 
to  thirty-five  per  cent  of  the  total  cost  of  the  construction.  This 
item  should  be  given  the  most  careful  consideration  by  the  expert 
designer. 

This  sul^ject  is  one  that  is  best  treated  under  the  details  of 
centering  and  will  be  left  for  discussion  under  this  heading. 
In  the  selection  of  the  type  to  be  used  by  the  designer  however, 
this  part  of  the  problem  of  economic  design  must  be  kept  clearly 
in  mind. 

ARTICLE  5. 

Economic  Make  Up  of  Cohimns. 
This  has  been  treated  in  a  general  way  under  computation  of 
columns  but  it  may  not  be  amiss  to  state  that  for  the  minimum 
cost  the  highest  proportion  of  concrete  consistent  with  sufficient 
vertical  steel  and  hooping  to  render  the  construction  safe  beyond 
question  in  erection  should  govern  in  the  design  except  that  the 
space  occupied  by  the  columns  is  of  more  value  than  the  increased 
cost  of  heavier  reinforcement  w^ith  the  reduced  size  or  diameter 
of  the  columns. 

ARTICLE  6. 

Econoinic  Design  of  Beams. 
We  have  noted  that  the  coefficient  for  bending  of  a  contin- 
uous beam  is  two-thirds  as  great  at  the  support  where  the  beam  is 
well  restrained,  and  one-third  as  great  at  the  center  as  in  the  case 
of  a  simple  beam.  Now  for  safety,  we  need  to  have  ample  lap 
of  the  bars,  hence  by  carrying  a  part  of  the  flange  reinforcement 
up  over  the  support  we  may  double  up  the  sectional  area  of  the 
bars  at  the  support  and  by  carrying  them  to  about  the  point  of 
contraflexure  or  sufficiently  far  so  that  the  negative  moment  in 
the  case  of  a  one  panel  load  will  be  taken  care  of  by  slab  reinforce- 
ment parallel  to  the  beam  we  have  need    (considering  moment 
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"illy)  theoretically  of  two-thirds  the  section  of  steel  for  about 
one-third  of  the  length  and  one-third  of  the  section  of  metal  for 
two-thirds  the  length  of  the  beam  of  that  required  for  the  simple 
beam.  In  other  words  we  have  the  following  comparison  from 
the  standpoint  of  theoretical  economy.  That  the  metal  required 
for  a  continuous  beam  is  one-half  that  required  for  a  simple  beam 
and  further  that  the  construction  with  a  continuous  beam  is  safer 
to  erect  since  the  work  is  more  securely  tied  together  and  it  can 
be  depended  upon  not  to  fail  suddenly  but  only  by  the  actual 
stretching  out  of  the  metal  to  the  point  of  ultimate  fracture  with 
a  good  concrete  in  case  of  loading  equal  to  three  or  four  times 
that  which  it  was  calculated  to  sustain. 

This  theoretical  economy  however  cannot  be  fully  realized. 
Two-thirds  in  place  of  one-half  would  be  nearly  the  limit  attain- 
able. 

Evidently  the  greater  the  depth  the  less  steel  that  will  be 
re([uired.  This  condition  however,  in  the  ordinary  building  is 
iletermined  generally  from  the  standpoint  of  appearance  and  the 
extra  cost  of  walls  for  a  given  clear  story  height  rather  than  the 
theoretical  economic  proportions  of  steel  and  concrete. 

A  mistake  which  is  frequently  made  is  to  build  the  beams  very 
narrow  and  deep  especially  where  they  are  spaced  closely.  Such 
construction  is  lacking  in  resistance  to  high  temperatures  since 
too  great  an  area  is  exposed  and  should  preferably  be  avoided  on 
that  account. 

A  minimum  width  of  ten  to  twelve  inches  for  a  reinforced 
concrete  beam  should  be  observed  in  a  building  that  is  intended 
to  be  fireproof  to  a  high  degree  and  such  a  width  for  moderate 
spans  of  sixteen  or  eighteen  feet  will  generally  give  ample  con- 
crete to  properly  surround  reinforcement  in  the  beams. 

In  general  there  should  be  sufficient  width  to  allow  one  inch 
of  concrete  between  the  bars  or  a  width  not  less  than  one  and 
one- fourth  times  the  diameter  of  the  bar  if  the  bars  are  parallel 
for  any  considerable  length.  Where  they  are  bunched  as  at  the 
top  of  the  beam  and  there  is  ample  spread  beyond  this  point  in  the 
beam  this  requirement  becomes  of  no  especial  importance. 

Economic  proportion  of  concrete  and  steel  in  the  beam  would 
be  approaching  the  point  where  the  cost  of  the  steel  and  the  cost 
of  the  concrete  would  balance,  to  the  extent  that  the  amount 
of  the  steel  increa.ses  with  the  depth  of  the  beam  and  also  the 
amount  of  concrete. 
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However,  in  the  T  beam  which  is  the  general  case  w'ith  which 
we  have  to  deal  in  the  ordinary  building  this  percentage  would  be 
based  upon  the  area  of  the  beam  below  the  slab  plus  the  area  of 
the  slab  each  side  of  the  rib  which  it  is  permissible  to  consider  a 
part  of  the  compression  flange  of  the  beam  and  economic  propor- 
tions would  be  with  a  smaller  amount  of  steel,  since  the  amount 
of  the  slab  figured  in  with  the  beam  is  not  added  material  as  far 
as  the  beam  is  concerned  and  hence  the  comparison  should  be 
based  more  properly  upon  the  area  of  the  rib  below  the  slab  of 
the  concrete  added  to  form  the  beam  hence  the  economic  propor- 
tion of  steel  would  in  general  be  reduced  under  those  of  the 
limiting  proportions  fixed  to  secure  conservative  working  stresses 
upon  the  concrete.  This  is  modified  to  the  extent  that  the  cost 
of  centering  increases  with  the  increase  of  depth  of  the  beam. 
These  practical  considerations  seem  to  have  been  entirely  over- 
looked by  Capt.  John  S.  Sewell,  in  his  paper  presented  to  the 
American  Society  of  Civil  Engineers  in  1906,  on  the  subject 
of  economic  construction  of  reinforced  concrete  floors. 


ARTICLE  7. 
Economic  Paneling. 

We  have  discussed  economic  column  spacing  for  the  flat 
slab  and  column  construction  and  we  have  yet  to  discuss  the 
economic  beam  spacing  where  beam  and  slab  construction  is 
used  in  the  general  types,  as  one  and  three. 

Type  III,  as  a  beam  and  slab  type  is  most  economical  for  long 
panels.  Where  the  columns  are  spaced  so  that  the  panel  is  rect- 
angular or  nearly  so,  the  economy  of  this  type  is  greatest.  In 
general  it  is  not  desirable  to  depend  on  two-way  beam  system 
where  the  shorter  side  is  much  less  than  six-tenths  the  longer 
side.  For  such  cases  the  writer  prefers  if  the  beam  and  slab 
type  is  to  be  followed  to  divide  the  panel  by  a  beam  framing 
into  the  longer  beam  at  the  center,  thus  leaving  approximately 
square  slabs  in  the  panel. 

For  beam  joists  and  slabs  the  spacing  of  ribs  is  governed 
somewhat  by  the  character  of  the  centering  used.  If  the  cen- 
tering is  arranged  in  panels  eight  and  ten-foot  spacing  of  beams 
may  be  worked  out  quite  economically  where  the  beams  rest 
on  walls. 
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Where,  however,  they  frame  into  beam  girders  this  increased 
cost  in  framing-  should  lead  logically  to  the  adoption  of  longer 
span  slabs  and  fewer  ribs. 

In  general,  however,  no  exact  rule  can  be  given  covering 
all  cases  as  the  conditions  of  the  problem,  size  of  the  building 
and  the  manner  in  which  it  divides  up  for  the  purpose  intended 
fixes  so  many  of  the  conditions  that  a  fair  degree  of  experience 
combined  with  practical  judgment  is  sufficient  to  decide  in  the 
majority  of  cases  without  computation. 

ARTICLE  8. 

Bearhig  Walls  or  Full  Concrete  Skeleton. 

A  very  important  question  in  economic  design  is  the  question 
as  to  whether  bearing  walls  are  to  be  preferred  to  a  full  concrete 
-keleton. 

For  a  low  building  such  as  four  to  six  stories  bearing  walls 
are  generally  cheaper  than  a  full  concrete  skeleton.  For  build- 
ings higher  than  six  or  seven  stories  a  full  concrete  skeleton  with 
curtain  walls  costs  less  than  with  heavy  bearing  walls. 

It  will  be  noted  in  the  illustrations  in  this  book  that  this  point 
has  been  followed  by  practical  designers.  In  putting  up  a  con- 
crete skeleton  the  additional  cost  involved  in  making  provision 
for  two  or  three  additional  stories  is  so  slight  that  we  generally 
advise  the  owner  to  make  this  provision  if  there  is  a  reasonable 
probability  that  he  may  use  the  additional  floor  space  to  advan- 
tage in  the  future. 

ARTICLE  9. 

Concrete  Exterior  or  Brick  Exterior  Walls. 

In  some  cases  where  the  concrete  aggregate  is  cheap  and 
union  brick  layers'  wages  are  high  it  is  better  to  use  a  concrete 
exterior  wall.  Generally,  however,  exterior  walls  may  be  con- 
structed much  more  cheaply  of  brick  or  material  that  can  be  laid 
up  without  the  necessity  of  using  forms  as  the  forms  for  exterior 
wall  construction  run  into  money  quite  rapidly. 

ARTICLE  10. 
Rich  Mixture. 
Economic  construction  in  reinforced  concrete  requires  a  rich 
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mixture.  I'his  is  a  necessity,  first,  from  the  standpoint  of  cer- 
tainty of  computation,  second  from  the  standpoint  of  quick  hard- 
ening which  enables  the  early  removal  of  the  forms  and  from  the 
standpoint  of  economy  due  to  the  fact  that  we  can  use  less  ma- 
terial of  good  quality  which  we  can  absolutely  depend  upon  than 
we  can  of  a  material  of  an  inferior  quality  and  uncertain  char- 
acter which  is  liable  to  be  discredited  due  to  its  slow  hardening 
through  the  lack  of  necessary  amount  of  cement.  Further  where 
the  material  used  has  been  of  good  quality  the  construction  can  be 
increased  in  strejigth  to  any  desired  degree  by  the  addition  of 
more  good  concrete  though  the  strength  so  secured  will  not  be  at 
as  low  a  cost  as  if  the  original  design  was  for  heavier  construc- 
tion. 

ARTICLE  II. 

Honesty  True  Economy.  J 

A  corollary  to  this  proposition  is  this  that  true  economic  con-*" 
struc'tion  requires  an  honest  mixture  of  the  materials  with  no 
skimping  of  the  cement  and  hence  the  successful  contractor  in  this 
line  of  business  is  the  one  who  is  absolutely  honest  and  reliable 
since  skimping  almost  invariably  leads  to  the  detection  and  dis- 
credit of  the  perpetrator  in  the  early  stages  of  the  work  after 
the  concrete  is  cast. 

ARTICLE  12. 

Economy  in  Selecting  the  Aggregate. 
Good  bank  gravel  when  obtainable  makes  an  excellent  con- 
crete. In  using  it  if  it  is  uniform  in  the  proportions  of  coarse 
and  fine  material  these  should  be  determined  by  screening  out 
the  sand  pebl)les  which  are  under  ^^'s"  diameter.  Treating  this 
as  sand  the  proportion  of  the  cement  to  the  sand  should  be  one 
cement  to  two  sand  for  reinforced  work  or  richer  perhaps  for 
columns.  Then  the  mixture  will  stand  four  parts  of  stone  but 
very  likely  in  the  ordinary  run  of  gravel  there  will  not  be  exceed- 
ing three  parts  or  even  two  and  one-half  of  coarse  stone  then 
should  the  proportion  of  cement  be  kept  in  proportion  to  the  sand 
and  while  this  may  take  an  extra  sack  or  sometimes  two  sacks 
per  yard  of  concrete,  the  extra  cement  should  be  used  provided 
that  the  additional  cost  is  less  than  the  expense  of  handling  and 
screening  the  gravel  and  mixing  in  exact  proportions. 
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Sometimes  crushed  stone  or  gravel  is  not  available  and  a  good 

|ard  smelter  or  furnace  slag  may  be  secured.     This  should  be 

camined  for  chemical  impurities  which  might  injure  the  cement. 

[he  majority  of  furnace  slags,  however,  make  a  good  aggregate. 

ARTICLE   13. 

Cinders. 

Cinders  are  sometimes  used  as  an  aggregate   for  concrete. 
inder  from  the  soft  Iowa  coal  is  generally  very  injurious  to  the 
bment.    In  fact  it  may  be  stated  as  general  principle  that  the  only 
inder  fit  to  make  a  permanent  concrete  is  that  which  is  a  hard  or 
lore  or  less  vitrified  clinker  such  as  generally  results  from  burn- 
ig  soft  coal  with  a  mechanical  stoker.     Too  great  care  cannot 
exercised  in  this  respect  as  upon  the  character  of  the  aggregate 
id  its  freedom  from  sulphur  or  other  injurious  chemical  ele- 
ments which  would  injure  the  cement,  depends  the  permanence 
id  integrity  of  the  work. 

In  general  a  clinker  concrete  should  not  be  used  where  a  high 

igree  of  strength  is  required.     It  is  desirable  to  use  it  for  such 

^ork  as  roof  work  where  the  spans  are  short  and  it  is  desired 

t  )  nail  a  tile  or  slate  cover  to  the  concrete  roof  slab.     For  such 

I'urposes  the  concrete  should  not  be  mixed  too  rich,  otherwise  it 

will  be  difficult  to  nail  into  it. 

ARTICLE  14. 

For  strip  HI  I  stone  or  gravel  concrete  is  preferable  to  cinders 
if  the  filling  is  to  be  counted  upon  as  a  part  of  the  finished  slab. 
Where  a  good  concrete  strip  fill  is  used  covered  w'ith  %  maple 
finished  floor  it  is  permissible  to  figure  from  five  to  six-tenths  of 

I  he  thickness  of  the  strip  fill  as  effective  concrete  in  figuring  the 
feflection  and  strength.  When  this  is  taken  into  consideration 
jbe  concrete  should  preferably  be  the  same  mixture  as  the  slab. 
^^ith  one-way  reinforcement  strips  should  be  parallel  to  bars. 


CHAPTER  VIII. 

Systems  of  Reinforced  Concrete  Construction. 

ARTICLE  I. 
Early  Pioneers  in  the  Field. 

In  taking  up  the  various  systems  of  concrete  steel  construc- 
tion the  name  of  Francois  Monier,  a  French  gardener,  stands 
pre-eminent  as  a  pioneer  in  this  field,  while  to  Hennibique  in 
France  and  Ransome  in  the  United  States  due  credit  should  be 
given  as  leaders  among  the  early  pioneers  in  this  line  of  work. 
To  Annand  Considere  belongs  the  credit  of  the  invention  of  the 
safest  and  most  conservative  type  of  column  design,  that  is,  the 
hooped  and  vertically  reinforced  column. 

ARTICLE  2. 

Monier  System. 

In  1867,  Francois  Monier  obtained  his  first  letters  patent 
on  reinforced  concrete  construction  and  subsequently  built  many 
water  tanks,  water  mains,  sewers  and  even  houses  in  "Armored 
Concrete,"  as  it  is  termed  quite  largely  among  the  French. 

While  Monier  was  not  an  engineer  but  a  French  gardener 
his  patents  are  somewhat  broad  in  scope  and  his  invention  was 
taken  up  and  pushed  by  G.  A.  Wayss  &  Company,  of  Berlin,  and 
others. 

The  reinforcement  of  slabs  consists  of  rods  crossing  one 
another  at  right  angles  and  tied  at  their  intersections.  Orig- 
inally flat  floors  were  supported  on  steel  joists  in  various 
ways.  Another  type  which  was  used  w'as  that  of  the  arch  in 
which  similar  reinforcement  was  placed  in  order  to  provide  for 
temperature  and  shearing  stresses.  The  system  is  used  quite 
largely  today  in  the  construction  of  slabs  and  barrel  arches  where 
the  reinforcement  is  placed  in  two  planes,  one  above  the  intrados 
and  another  near  the  extrados. 
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ARTICLE  3. 

Hennibiquc  System. 

A  great  impulse  to  concrete  construction  was  given  in  '92 
when  Francois  Hennibique  in  conjunction  with  Hcensed  con- 
tractors all  over  the  world  constructed  a  large  number  of  struc- 
tures in  armored  concrete  valued  at  many  million  dollars. 

Hennibique  structures  were  a  success  from  the  beginning, 
standing  all  tests  prescribed  by  municipal  authorities  and  specifi- 
cations of  engineers  and  soon  by  their  strength  and  low  cost 
found  favor  and  were  adopted  in  a  large  amount  of  important 
building  work.  Figures  32  and  33  are  typical  of  the  Henni- 
binue  beam. 
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Fig.  32.     Connection  of  a  Continuous  Girder  to  a  Column.   Hennibique 
cols,  and  beams. 
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Fig.  33.     Section  oZ  Armored  Concrete  Girder. 


In  considering  the  success  of  Hennibique  it  is  natural  to 
look  for  the  reason  in  the  characteristics  typical  of  his  designs. 
These  may  be  summarized  as  follow  s : 

1.  Con.servative  end  bearing  for  beams. 

2.  Ample  lap  of  rods  over  supports  combined  with  end 
anchorage. 

Thus  it  will  be  noted  that  in  the  Hennibi(|ue  designs  the  work 
is  well  tied  together. 

3.  The  bending  u])  of  a  ])arl  of  the  main  flange  reinforce- 
ment in  a  manner  that  enables  it  to  act  in  resisting  vertical  shear 
;it  the  support. 
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In  the  stirrups  used  by  Hennibique,  they  were  spaced  in  a 
manner  which  gave  them  good  anchorage  at  the  top  of  the 
beam  and  kept  them  thoroughly  surrounded  with  the  concrete 
in  strong  contrast  to  some  of  those  that  have  been  employed  by 
later  constructors. 

Heiuicbiquc  Columns. 

The  earlier  type  of  Hennibique  column  was  sometimes  found 
defective  on  removal  of  the  forms.  In  the  figure  it  will  be 
noted  that  the  vertical  bars  are  tied  together  by  punched  plates 
which  sometimes  failed  to  be  thoroughly  surrounded  by  the 
concrete  in  casting  and  caused  troul)le.  'Ilie  later  Hennebique 
type  which  is  designated  as  type  2  in  our  discussion  of  columns, 
there  has  been  comparatively  little  trouble  with.  On  the  other 
hand  it  is  lacking  in  the  economy  of  the  Considere  type  and  de- 
ficient in  that  degree  of  certainty  with  which  the  Considere 
column  reinforcement  can  be  counted  upon  to  be  fully  filled  with 
concrete  giving  a  sound  casting. 

The  typical  manner  in  which  the  old  style  Hennebique  col- 
umn fails  under  test  is  suddenly  and  without  warning  by  bulg- 
ing the  rods  and  crushing  the  concrete  generally  on  45  degree 
lines.  In  the  later  Hennebique  type  if  ample  metal  is  used  in 
the  ties  it  behaves  more  like  the  Considere  type,  although  not 
as  economical. 

ARTICLE  4. 
Ransonic  Sysfeni. 

This  system,  originated  by  Mr.  E.  G.  Ransome,  was  one  of 
the  first  to  be  introduced  in  the  United  States.  The  reinforce- 
ments used  were  bars  square  in  section,  cold  twisted.  It  was 
one  of  the  early  attempts  to  secure  mechanical  bond.  Figure 
one,  type  one,  is  a  typical  Ransome  design. 

The  general  characteristics  of  the  system  have  been  general- 
ly the  use  of  the  joist  of  concrete  spaced  closely  together  sup- 
porting a  thin  floor  slab. 

Another  type  largely  used  by  him  consisted  in  dividing  the 
floor  into  square  panels  from  seven  to  eleven  feet  square  with 
beams  running  both  ways.  In  other  respects,  the  S3'stem  bears 
some  similarity  to  the  Hennebique. 

The   centering   in    the    Ransome    system    is   evidently   much 
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more  expensive  than  that  of  the  Hennebique  type  while  the 
twisted  rods  add  an  expense  of  about  two  dollars  per  ton  to 
the  cost  of  reinforcement. 

The  claim  for  these  is  that  the  cold  working  raises  the  yield 
int  of  the  metal  enabling  the  use  of  higher  working  stresses. 
On  the  other  hand,  it  is  well  known  to  the  srructural  engineer 
that  all  cold  work  done  upon  material  raises  the  yield  point  at 
the  expense  of  the  resilience,  making  it  brittle  and  less  reliable 
and  for  that  reason  the  writer  believes  that  cold  worked  material 
should  not  be  employed  in  reinforced  concrete  construction, 
although  hot  twisted  bars  cannot  be  considered  open  to  the  same 
objection. 

Again,  as  to  the  bond;  in  the  construction  of  something  like 
six  hundred  acres  of  reinforced  concrete  floor  in  all  types  of 
buildings  the  writer  has  failed  to  discover  the  necessity  for 
greater  bond  than  that  secured  by  the  use  of  a  rich  concrete 
and  his  preference  is  to  make  sure  that  the  concrete  end  of  the 
combination  is  first  class  when  the  question  of  bond  will  settle 
itself.. 

ARTICLE  5. 

The  Unit  Girder  Frame. 
The  unit  girder  frame  shown  in  figure  34  consists  merely 
of  a   slight  modification  of  the   Hennebique  beam   in   that  the 
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Fig.   34.     Unit  Girder  Frame. 


Stirrup  is  an  inverted  loop  attached  to  the  rods  at  the  bottom 
instead  of  lapping  over  them.  It  is  essentially  the  same  prin- 
ciple and  is  lacking  in  the  excellent  continuity  feature  of  the 
original  from  which  it  is  copied. 

ARTICLE  6. 
Cummin gs  System. 
The  Cummings  system  of  reinforcement  originated  by  R.  A. 
Cummings.  of  Pittsburg,  is  illustrated  in  figure  35. 
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CUMMINGS    SYSTEM. 


The  following  features  are  especially  worthy  of  notice : 

1.  Make-up  of  the  beam. 

2.  Clips  for  supporting  the  slab  reinforcement. 

3.  Make-up  of  the  column. 

The  beam  is  made  up  quite  largely  on  the  order  of  a  simple 
beam  in  which  the  rods  are  carried  up  diagonally  from  tlie 
lower  flange  and  looped,  the  section  of  the  steel  reducing  fr(jm 
the  center  towards  the  end  of  the  beam. 

The  general  theory  of  the  design  of  the  beam  is  along  the 


•    /?e/a//  of^aworf//?a  C/ia/rs 


c: 


u  c 


a 


/?efa/7  of  D7c/  of  Te/?j/o/7  j€oa^:f 


Co/ur77/7  Jte//?forc€/77e/?f 
Fig.  35. 


line  of  analogy  with  the  Warren  truss.  Unlike  the  Kahn  sys- 
tem of  reinforcement  to  be  discussed  later,  the  diagonal  ten- 
sion member  is  carried  near  the  top  of  the  beam  and  loope  1 
wdiich  gives  it  a  positive  anchorage  in  the  top  portion,  thus  carry- 
ing out  logically  the  assumed  analogy. 

Tests  made  at  Champaign.  111.,  show  up  this  beam  in  a  very 
favorable  light  as  a  simple  beam.  The  reader  is  referred  to 
the  bulletin  of  the  University  of  Illinois  Xo.  29.  on  tests  of  con- 
crete beams,  series  of  1907-8. 
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When  used  as  a  continuous  beam  in  a  building  a  rod  is 
Iplaced  near  the  top  of  the  beam,  causing  it  to  act  in  the  nature 
)f  a  partially  continuous  beam.  The  distribution  of  the  rein- 
forcement then  is  not  altogether  logical  for  the  development  of 
ithe  continuous  beam  but  as  some  of  the  building  ordinances  are 
^framed  this  type  meets  the  requirements  in  a  highly  satisfactory 
nanner. 

The  Cummings  clip  for  supporting  the  slab  reinforcement  is 
^a  simple,  inexpensive  and  ingenious  device  for  clamping  the 
rods  of  a  two-way  system  together  in  a  very  satisfactory  man- 
ner.    It  is  quite  clearly  shown  in  the  accompanying  cut. 

Colnuui  Reinforcement.  In  the  early  design  of  the  Cum- 
mings column  electrically  welded  hoops  were  arranged  closely 
spaced  on  spacing  bars,  the  hoops  attached  to  the  spacing  bars 
by  staples.  In  his  earlier  work  he  seems  to  have  placed  almost 
entire  dependence  on  the  hooping  without  using  what  the  writer 
would  consider  a  desirable  proportion  of  vertical  steel,  but  in 
some  of  the  later  designs  this  criticism  would  not  hold  good. 

Where  the  columns  join  the  floors  as  shown  in  the  accom- 
panying sketch  the  writer  would  not  consider  the  concrete  well 
restrained  for  high  pressure  due  to  the  lack  of  continuity  of 
the  banding. 

Mr.  Cummings  considers  that  this  lack  of  continuity  is  offset 
by  the  enlarged  section  of  the  concrete  which  he  provides,  as 
shown  in  the  accompanying  detail. 

With  a  two-way  main  beam  system  of  type  III  this  criti- 
cism as  to  the  joint  of  the  column  would  have  little  weight,  but 
where  girders  and  lighter  beam  joists  are  used  the  writer  would 
not  consider  the  detail  as  outlined  in  the  accompanying  sketch 
satisfactory. 

XRTTCLE  7. 
Kalui  System. 

The  Kahn  system  has  but  one  distinctive  feature  differing 
in  any  wise  from  previous  construction  in  this  line,  that  feature 
is  the  Kahn  bar.  The  bar  is  rolled  in  the  form  of  a  square 
with  two  flat  projections,  one  on  each  side.  These  projections 
are  cut  across  transversely,  sheared  longitudinally  and  bent  up 
forming  the  attached  web  member  bar  or  fin  bar  as  it  is  known. 
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This  bar  is  illustrated  in  figure  36,  taken  from  one  of  the 
Kahn  System  advertisements.  Examining  it  closely  it  will  be 
noticed  that  the  length  of  the  fins  are  generally  exaggerated 
in  these  cuts  as  will  be  shown  by  trying  to  describe  a  circle 
from  the  point  at  which  the  fin  is  supposed  to  be  sheared  to  the 
end  of  the  fin  as  shown  in  the  cut,  when  it  will  be  noticed  that 
the  fin  is  shown  twenty  or  thirty  per  cent  longer  than  could 
be  sheared  from  the  bar,  thus  giving  an  exaggerated  idea  as 
to  its  length. 

In  theory  the  Kahn  bar  is  supposed  to  act  with  the  concrete 
after  the  manner  of  a  Warren  Truss,  and  proof  of  this  theory 
as  advanced  by  the  advocates  of  this  type  of  reinforcement,  re- 
minds one  of  the  story  of  the  friendly  discussion  between  two 
lawyers,  in  which  the  question  came  up  as  to  who  was  recognized 
as  the  most  prominent  attorney  in  the  place. 

"I  am  of  course,"  said  the  first.  "How  can  you  prove  it?" 
asked  his  friend.  "Why,  I  do  not  need  to  prove  it,  I  am  willing 
to  admit  it,"  replied  the  first. 

Thus  the  advocate  of  this  type  of  reinforcement  apparently 


Fig.  36.     Kahn  Trussed  Bar,  Alternating  Type. 

advances  similarly  convincing  proof  that  the  bar  acts  in  the  man- 
ner claimed. 

Comparing  the  fin  with  the  Cummings  loop  it  will  be  ob- 
served, first,  that  there  is  no  positive  anchorage  in  the  upper 
portion  or  compression  area  of  the  beam ;  that  the  entire  depend- 
ence is  placed  on  the  adhesion  between  the  fin  and  the  concrete 
for  a  very  short  length  of  fin.  Second,  that  as  usually  made 
the  fins  do  not  reach  the  upper  or  compression  portion  of  the 
concrete. 

Third,  that  at  the  end  where  the  shear  is  a  maximum  the 
fins  are  necessarily  shorter  than  towards  the  center  where  the 
vertical  shear  is  much  smaller  in  amount. 

No  series  of  tests  have  been  made  which  indicate  in  any 
wise  that  this  bar  is  the  equal  to  its  weight  in  plain  bar  rein- 
forcement  properly   and    scientifically   placed.     In   making    this 
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statement  the  writer  does  not  wish  to  be  misunderstood  as  as- 
serting that  there  have  not  been  good  and  serviceable  buildings 
put  up  w^ith  this  type  of  reinforcement.  On  the  other  hand,  as 
this  type  has  been  too  frequently  designed  there  has  been  used 
insufficient  lap  over  supports,  which,  combined  with  the  lack  of 
provision  for  shear  at  the  end  where  the  shear  is  a  maximum, 
has  resulted  in  a  number  of  serious  failures. 

We  illustrate  herewith  the  detail   of  the  beam  used  in  the 
[Bixby  Hotel  at  Long  Beach,  Cal.,  and  the  accompanying  figures 
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Fig.  37.     Detail  of  beam  in  Bixby  Hotel,  Long  Beach,  Cal. 

show  the  failure  of  the  main  beams  by  shear  and  the  total  col- 
lapse of  a  large  section  of  this  building. 

Referring  to  figure  38,  failure  of  the  beams  by  shear  at  the 
[point  of  connections  to  the  columns  is  well  illustrated,  while  in 
Ifigure  39,  the  columns  at  the  right  and  left  of  the  center  are 
fintact  and  the  beams  seem  to  have  broken  away  in  a  similar 
[manner.  Figure  40  also  clearly  indicates  this  failure  of  beam 
|by  shear  at  the  column  connection  and  the  general  inefficiency 
of  a  rofl  at  or  near  the  top  of  the  beam  at  the  support  in  taking 
I  care  of  iliis  shear  unless  the  rod  be  bent  downward  and  con- 
tinued from  column  to  column. 

In  the  writer's  judgment  had  the  centering  been  left  in  place 
iin  this  building  for  a  period  of  six  months  it  would  have  stood 
^and  there  might  have  been  no  serious  trouble  with  the  build- 
^ing.  On  the  other  hand,  as  an  engineer,  he  cannot  regard  that 
Fkind  of  design  as  legitimate  which  must  necessarily  be  treated 
'with  this  extreme  degree  of  care,  since  there  is  no  n.eed  of  de- 
signing in  a  manner  which  would  leave  an  opportunity  for  such 
.a  sudden  and  complete  failure. 

In  referring  to  the  beams  in  this  building  it  will  be  noted 
that  the  length  of  bars  for  upper  stories  were  insufficient  to 
jhave  lapped  over  the  column  more  than  two  inches,  provided 
[they  had  been  spaced  exactly  symmetrical  about  the  center  of 
?the  beam.     1'his  was  probably  not  done  by  the  workmen  and 
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Failure  of  Bixby  Hotel  at  Long  Beach,  Cal. 


Fig.  38. 


Fig.  39. 
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the  entire  resistance  to  shear  then  1)ecame  a  question  of  the 
shearing  value  of  the  concrete  section  and  the  insignificant  re- 
sistance offered  by  the  adhesion  of  the  green  concrete  to  the 
downward  projecting  fins  of  the  short  bar  placed  in  the  top  of 
the  beam  over  the  column  in  an  effort  to  secure  partial  con- 
tinuity. 

A  similar  collapse  with  loss  of  life  occurred  with  a  design 
presenting  the  same  defect  at  Rochester.  N.  Y..  in  a  building  for 
the  Eastman  Kodak  Company.  In  this  building  in  addition  to 
the  bad  feature  noted  in  the  design  of  the  beams  the  columns 

Failure  of  Bixby  Hotel  at  Long  Beach,  Cal. 


Fig.  40. 


were  constructed  with  four  of  these  fin  bars,  the  inwardly  pro- 
jecting fins  tending  to  prevent  a  solid  casting,  resulted  in  weak 
columns  as  well  as  beams  lacking  in  strength  in  the  respects 
noted. 

View  of  the  column  and  beam  which  failed  in  this  build- 
ing is  shown  in  figure  41.  More  complete  description  of  this 
failure  will  be  found  in  the  Volumes  of  the  Engineering  News 
of  [906. 

As  in  the  case  at  Long  Beach,  it  is  uncjuestionably  a  fact 


120 


KAHN    SYSTEM. 


that  had  the  centering  been  left  in  place  eight  or  ten  weeks 
longer  no  failure  would  have  occurred. 

Figure  42  shows  a  test  which  was  afterwards  put  upon 
the  roof  of  this  building  near  the  point  of  failure  on  that  por- 
tion from  which  the  centering  had  not  been  removed  and  which 
was  given  more  time  in  which  to  harden.  This  feature  has 
been  covered  in  a  report  by  Mr.  Edwin  Thacher,  which  will 
also  be  fovmd  given  quite  completely  in  the  same  volume  of  the 
Engineering  News. 

A  distinct  disadvantage  of  these  bars  lies  in  the   fact  that 


Fig.  41.     Failure  of  Eastman  Kodak  Co.  building  at  Rochester,  N.  Y. 


they  are  flat  and  hard  to  get  thoroughly  surrounded  and  cov- 
ered completely  with  concrete.  They  are  somewhat  more  diffi- 
cult to  handle  in  erection  than  plain  rounds. 

From  the  standpoint  of  economy  a  fair  estimate  of  the  shop 
cost  of  cutting,  over  and  above  plain  rounds,  would  be  in  the 
neighborhood  of  one-half  or  three-quarters  of  a  cent  per  pound, 
hence  it  we  rate  their  efficiency  at  ninety  per  cent  that  of  plain 
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liars  properly  arranged  add  thereto  the  cost  of  shop  work  and 
a  fair  estimate  of  the  selhng  cost  and  cost  of  advertising  we 
should  be  forced  to  rate  them  from  the  economic  standpoint  as 
t'lfty  to  sixty  per  cent  as  efficient  as  their  equivalent  value  in 
,      plain  material. 

That  the  representatives  of  this  system  have  profited  by  the 

Sochester  failure  seems  evident  by  the  fact  that  many  of  them 
aim  that  they  are  no  longer  pushing  this  type  of  column  but 
ley  are  using  a  conservatively  designed  column  of  the  Con- 
dere  type  with  spiral  hooping  and  vertical  reinforcement. 
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Fig.   42.     Test  on   roof  of  Eastman   Kodak  Co.  building  made  after 
jc  concrete  had  been  given  more  time  to  harden. 


ARTICLE  8. 
Imitations  of  the  Kahn  System. 

As  the  Kahn  or  Trussed  Concrete  Steel  Company,  by  excep- 
ional   push    ha\c   succeeded    in    introducing  their    t\|)c   of    icin 
)rcement  in  many  buildings  over  a  wide  area,  there  have  been 
lite  a  number  of  attempts  to  imitate  the  features  of  their  de- 
ign, namely  the  attached  web  member. 
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Quite  a  few  schemes  have  been  gotten  out  which  are  even 
worse  than  the  original,  but  they  have  met  thus  far  witli  l)ut 
httle  favor. 

The  Gabriel  system  is  another  type  which  seems  in  a  measure 
an  off-shoot  of  the  Kahn  system.  An  endeavor  to  provide  a 
main  line  of  reinforcement  with  some  kind  of  a  web  member. 

In  general  detail  this  follows  the  old  idea  of  De\^alliere,  as 
illustrated  in  the  work  on  reinforced  concrete  by  Charles  F. 
Marsh.  The  writer  can  see  little  advantage  in  this  general 
idea. 

Monolith  reinforcement  is  another  and  perhaps  better  attempt 
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Fig.  43. 


in  this  line.  In  this  the  web  members  are  attached  in  the  forni 
of  loops  to  a  bar  somewhat  in  the  shape  of  the  English  bullhead 
rail  and  clamped  thereto  by  pinching  the  flanges  of  the  heavy 
member  together  making  a  rigid  attachment  to  the  smaller  shear 
loops. 

This  partakes  more  of  the  nature  of  the  Cummings  beam 
while  lacking  its  economic  feature  if  regarded  as  simple  beam 
reinforcement.  As  noted,  however,  in  the  earlier  part  of  the 
work,  the  writer  considers  true  continuous  beam  reinforcement 
as  the  better  type  in  building  construction  not  only  on  the 
ground  of  safety  but  also  on  the  ground  of  economy. 


PIN    CONNECTKD    GIRDER    FRAME.  123 

ARTICLE  9. 

Pill  Connected  Girder  Frame. 

This  girder  frame  is  shown  in  figure  44.  It  may  be  re- 
^rded  as  a  very  good  beam  reinforcement.     It  has,  however, 

the  disadvantages  of  structural  steel  construction  in  that  the 
igth  must  be  determined   exactly  and   that  there   is   a   large 


Fig.  44.     Pin-Connected  Girder  Frame. 

lount  of  needless  shop  work.  Again,  as  sometimes  made  up, 
packing  and  clamping  of  one  bar  upon  the  other  when  these 
)ars  are  flat  leaves  a  chance  for  the  continued  deterioration  of 
the  metal  due  to  the  lack  of  opportuntiy  for  the  concrete  to 
tlionmghly  surround  the  steel  where  one  flat  bar  is  clamped  on 
the  top  of  the  other. 

The  column  shown  in  this  cut  and  too  frequently  adopted 
are  the  older  style  Hennibique  instead  of  the  Considere  type. 

ARTICLE  10. 
Wire  Cable  as  Reinforcement. 

A  number  of  attempts  have  been  made  to  use  cold  twisted 
wire  cables  as  reinforcement  and  quite  a  large  amount  of  work 
has  been  executed  with  this  material  in  connection  with  wire 
fabric.  The  general  idea  of  these  systems  has  been  to  i)ut 
an  initial  strain  on  the  cables,  in  other  words,  draw  them  taut 
before  casting  the  concrete.  This  has  been  done  by  the  use  of 
turn  buckles  and  wall  anchors. 

Quite  a  number  of  cases  have  come  under  the  writer's  ol)- 
servation  where  the  walls  were  pulled  out  of  line  and  still  more 
where  there  has  been  a  gradually  developed  sag  in  the  con- 
crete due  apparently  to  the  stretching  out  of  this  twisted  wire 
"member.  The  w'riter's  general  observations  w'arrants  him  in  ad- 
vising the  constructor  in  this  line  to  leave  this  type  of  reinforce- 
ment severely  alone  if  he  assumes  responsibility  for  the  \\  nk. 
particularly  where  there  are  long  span  slabs. 
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Another  device  concerning  which  he  can  speak  in  no  more 
favorable  hght  is  an  attempt  to  use  chain  reinforcement,  not 
only  on  the  ground  of  economy,  but  failure  of  the  reinforcement 
to  pull  in  line  in  a  satisfactory  manner. 

ARTICLE  II. 

Expanded  Metal  Reinforcement. 

In  a  previous  chapter  we  have  discussed  to  some  extent 
the  value  of  two-way  reinforcement  and  expanded  metal,  although 
a  rough  sheared  and  much  abused  metal  fabric  in  a  measure 
fills  this  requirement  when  the  long  way  of  the  mesh  is  in  line 
directly  between  supports. 

This  fabric  will  develop  with  a  1-2-4  ^^li-"^  nearly  double* 
wdiat  we  would  figure  it  capable  of  when  considering  merely 
its  cross  sectional  area.  Turned  in  the  reverse  direction  how- 
ever, and  it  is  very  weak  indeed,  due  to  the  fact  that  the  con- 
secutive strands  do  not  pull  in  line  and  do  not  present  stiffness 
due  to  their  position  when  strained  in  that  manner. 

They  are  now  making  sheets  of  expanded  metal  up  to  thirty 
feet  in  length.  The  weak  feature  of  adopting  this  material 
lies,  first,  in  the  laps  required  where  the  spans  are  large. 

Second,  due  to  the  fact  that  a  rough  sheared  fabric  is  not 
as  the  writer  regards  it  a  suitable  tension  member  when  we 
can  readily  get  bars  rolled  to  uniform  section  without  flaw  and 
at  about  one-half  or  one-third  the  expense  per  pound  and  secure 
the  same  advantage  without  the  objectionable  laps  by  proper 
arrangement  of  the  bars  in  similar  diagonal  directions. 

The  sheets  are,  however,  very  convenient  to  handle  for 
short  spans  and  in  some  kinds  of  work  where  the  price  justified 
their  use  the  writer  has  employed  this  material  and  secured  satis- 
factory results. 

ARTICLE  12. 

Wire  Fabric. 
In  taking  up  the  question  of  wire  fabrics  we  have  to  con- 
sider, first,  those  which  are  w^oven  and  partake  of  the  some- 
what objectionable  features  of  the  twisted  cable  in  the  strand. 
Second,  those  which  have  the  straight  strand  w-ith  lighter  diagonal 
web  mesh.     Third,  those  which  are  electricallv  welded. 


*  See  Chap.  IV,  Art.  5  and  Chap.  Ill,  Art.  15  for  arch  action. 
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While  it  may  be  possible  to  weld  the  fabric  electrically  with- 
out hardening  or  causing  the  metal  to  become  brittle  near  or 
in  the  approximate  vicinity  of  the  weld,  the  writer's  observa- 
lions  have  not  satisfied  him  that  this  is  the  case  with  the  majority 
)f  the   fabrics  on  the  market  and  his  preference  is   for  those 
^hich  are  woven  for  this  reason. 

For  light  slabs,  roof  work  and  the  like,  for  wrapping  beams 
ind  many  details  of  reinforced  concrete  requiring  light  reinforce- 
lent,  the  various  fabrics  on  the  market  form  the  best  possible 
rpe  of  metal  to  use  since  while  their  cost  is  somewhat  higher 
)er  pound  than  rods,  convenience  in  placing  and  handling  may 
)ffset  this  additional  cost  and  the  thorough  dissemination  of  the 
hetal  through  the  concrete  in  small  units  is  conducive  to  better 
results  than  the  use  of  the  same  sectional  area  in  larger  units 
;ss  uniformly  disseminated  or  distributed. 

In  nearly  all  of  the  writer's  work  where  he  has  been  called 
ipon  to  put  in  roof  slabs  on  a  structural  frame  and  light  work 
)f  various  kinds  he  has  found  it  advantageous  to  employ  this 
naterial  and  believes  that  the  best  results  can  be  secured  with 
h  under  these  conditions. 

Many  of  these  fabrics,  especially  those  having  lighter  gauged 
lire,  are  galvanized.  This  is  an  unnecessary  precaution  if  the 
fabric  is  well  housed  and  due  care  taken  to  see  that  it  is  thor- 
)ughly  encased  in  the  concrete.  On  the  other  hand,  it  is  a 
fact  that  in  view  of  the  small  section  of  the  wires  a  little  rust- 
ing would  so  reduce  these  sections  that  the  precaution  taken 
to  protect  the  metal  before  it  is  finally  imbedded  in  the  concrete 
nay  be  a  wise  one,  particularly  where  there  may  be  a  question 
IS  to  the  degree  of  care  with  which  the  contractor  may  handle 
)r  house  the  material. 


ARTICLE  13. 
Independent  Beam  Construction. 

The  large  percentage  of  the  cost  involved  in  the  centering 
for  reinforced  concrete  has  been  productive  of  many  attempts 
[to   reduce  the  ci»>t    1)\    manufacturing  independent  units   in  the 
[shop  in  such  a  manner  that  they  may  be  shipped  to  the  work 
uid  set  in  place  just  as  timbers  in  ordinary  mill  building  con- 
struction. 

We   illustrate  herein   in   figures   45    to  49.   inclusive,   .series 
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Fig.   45.     Showing   independent   beam   construction. 
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of  views  of  collapse  wliich  occurred  with  this  type  of  con- 
struction. The  building  is  a  design  which  was  passed  upon  by 
the  building  department  of  the  city  of  Chicago  and  unquestion- 
ably was  figured  in  accordance  with  the  building  laws  of  that 
city  while  failing  completely  to  meet  ordinary  common  sense 
requirements  for  safe  construction. 

I'^igure  45  shows  the  under  side  and  general  features  of 
this  construction.  It  will  be  noted  tiiat  the  frame  proper  is 
a  structural  frame  encased  in  concrete.  Second,  that  the  beams 
used  are  independent  T  beams,  that  lugs  are  cast  to  make  a 
full  bearing  at  the  ends.  The  reinforcement  of  these  T  beams 
consists  of  rods  at  the  bottom  and  bent  rods  somewhat  similar 
to  the  Hennibique  type. 

l-'igure  46  shows  the  saw-tooth  roof  of  this  building  in 
w  hich  the  cover  consists  of  these  beams  ])laced  upon  a  structural 
frame  encased  in  concrete.  Idie  beam  partially  covered  is  shown 
at  the  left.  Close  examination  of  the  inde])en(lent  beams  on  the 
>lope  at  the  right  will  indicate  tlie  small  loops  of  steel  in  the 
form  of  a  staple  projecting  above  the  beam  by  which  they  were 
iiandled  and  placed  in  position. 

(There  was  no  reinforcement  in  the  top  of  these  T  beams 
ence  it  was  necessary  to  handle  them  right  side  up  with  care 
ince  the  slightest  inversion  of  the  beam  would  crack  it  by  its 
wn  weight.  Tlie  space  between  the  saw  teeth  of  the  roof 
ras  to  have  a  cinder  fill  and  the  usual  coating  to  shed  the  water. 
However,  before  this  roof  coat  was  completed  the  rain  thor- 
oughly soaked  the  cinder  fill,  resulting  in  a  collapse  of  a  large 
section  of  the  building. 

1^^  Figure  47  is  a  view  showing  a  section  of  the  side  wall  of 
^Bhe  building.  The  lack  of  bond  between  the  concntr  hcanis 
and  the  wall  is  (|uite  evident  from  this  view.  The  beams  being 
merely  set  on  a  corbel  built  out  from  the  side  of  the  wall. 

I'igure  48  is  another  view  of  the  collapsed  portion  of  the 
Imilding  in  which  the  greater  ])ortion  of  this  miserable  corbel 
is  well  illustrated,  also  the  fact  that  the  concrete  had  scaled 
Completely  from  the  side  of  the  double  channel  structural  main 
beam  which  is  hanging  down  in  an  inclined  ])osition. 

l-'igure  49  shows  the  sag  of  these  beams  as  placed  on  the 
aw  teeth  and  a  pnrtion  of  the  collap.sed  building. 

It  is  extremeh   nni' irtunate  that  the  watchman  in  this  build- 
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ing  was  caug-ht  and  smashed  in  the  fall  of  the  material.  This 
is  but  a  fair  indication  of  the  total  lack  of  judgment  on  the 
part  of  not  a  few  of  that  class  of  architects  who  are  willing  to 
assume   that   they   are  experienced   in  this   line   of  construction 


Fig.  47.     Failure  of  a  Chicago  building  constructed  of  independent  beams. 

without  training  or  practical  experience  in  l)uilding  and  are  will- 
ing to  take  any  kind  of  a  chance. 

They  consider  that  this  type  of  construction  requires  no 
brains  and  no  experience  because  it  is  simply  a  question  of  the 
combination  of  mud  and  steel. 
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The  fact  cannot  be  too  strongly  emphasized  that  the  science 
of  correct  and  economic  construction  in  reinforced  concrete  is 
a  specialty  in  itself.  It  is  a  business  that  cannot  be  learned  in 
a  day  or  a  week,  nor  can  it  be  learned  from  text  books  alone. 


Fig.  48.     Inside  view  of  walls  after  collapse.     Independent  beam  building. 


The  engineer  who  is  a  safe  man.  and  should  command  the 
confidence  of  the  investor,  is  he  who  is  thoroughly  familiar  not 
only  with  mere  theories,  but  with  all  of  the  details  connected 
with  the  execution  of  the  work,  and  who  has  studied  carefully 


130 


INDEPENDENT   BEAM   CONSTRUCTION. 


the  strength  of  numerous  constructions  put  up  under  difterent 
conditions  at  different  temperatures,  and  knows  with  certainty 
the  ca])acity  they  can  be  depended  upon  to  develop  in  tlie  actual 
test  of  the  finished  work. 

There  are  many  who  have  an  idea  that  if  they  get  the  steel 
into  the  concrete  somehow  that  is  all  that  is  re(|uired,  while  as 
a  matter  of  fact  upon  the  position  and  arrangement  of  the 
reinforcement  in  the  concrete,  the  strength  will  readily  vary  from 
one  hundred  to  one  thousand  per  cent,  and  there  is  perhaps  no 
line  of  engineering  which  requires  greater  skill  and  good  judg- 
ment to  get  the  best  results  for  the  money  expended. 


^ 

Fig.   49.     Showing  lateral  sag  of  independent  roof  beams. 


In  selecting  this  example  of  idiotic  construction  the  writer 
may  not  have  done  justice  to  the  possibilities  of  independent 
beams.  In  Switzerland  some  little  success  has  been  made  in 
casting  hollow  beams,  reinforced  at  the  four  corners,  which  could 
be  handled  and  placed  without  danger  of  cracking  and  breaking 
the  construction  before  it  was  secured  in  the  building. 

The  radically  dangerous  feature  of  placing  the  entire  weight 
to  be  carried  on  the  corbel  outside  of  the  face  of  the  wall  is 
a  method  frequently  attempted  by  insulating  engineers  in  order 
to  get  the  insulating  material  back  of  the  concrete.     The  writer's 


INDEPENDENT  BEAM  CONSTRUCTION.  131 

only  recourse  in  dealing  with  this  kind  of  architect  has  been  to 
write  a  letter  calling  attention  pointedly  to  his  view  as  to  the 

tability  of  the  construction  as   they  had  outlined   it   and   put 

himself  on  record  that  he  would  not  assume  any  responsibility 

whatever  for  the  stability  of  the  construction  if  carried  out  along 

^the  line  which  he  was  requested  to  follow.     This  has  invariably 

rought  about  the  desired  result,  permission  to  so  place  the  con- 
crete that  it  had  a  proper  bearing  and  could  tie  the  building 
together  in  a  satisfactory  manner. 

In  general,  any  type  of  independent  beam  construction  is 
totally  unsuited  for  a  building  of  any  considerable  height.  It 
lacks  the  monolithic  features  of  true  reinforced  concrete.  It 
may  be  expected  to  crack  the  plaster  at  each  and  every  joint 
and  from  the  standpoint  of  cost  there  is  no  reason  for  its  ex- 
istence or  adoption  in  practical  construction.  It  mav  be  ob- 
served that  this  building  which  failed  complied  strictly  with  the 
building  ordinances  in  vogue  in  the  city  of  Chicago  and  is  a 
fair  indication  as  to  the  weakness  of  the  ordinances  of  more 
than  one  large  city  and  the  dangers  to  which  such  ill-advised, 
ignorantly  drawn  rules  subject  the  owner,  the  workman  and  the 

I  general  public. 
[      They  are  very  particular  in  the  city  of  Chicago  about  whether 
Ihe  deflection  of  a  properly  designed  slab  is  1-700  or  1-600  of 
the  span  when  the  said  slab  can  carry  six  times  its  working  load 
and  they  will  swallow  a  dangerous  piece  of  construction  of  the 
character  outlined  for  the  reason  that  it  complies  literally  with 
the  wording  of  their  badly   drawn  ordinances.     Unfortunately 
it  is  expected  in  not  a  few  cities  to  remedy  the  dangers  incident 
to  ill-considered  laws  by  low  working  stresses  for  all  designs, 
ood.  bad  or  indifferent,  instead  of  getting  out  rational  building 
egulations  which  would  exclude  dangerous  types  of  construc- 
ion  and  allow  legitimate  and  reasonable  values  in  proper  con- 
truction  in  this  excellent  type  of  building  which   properly  ex- 
cuted  and  intelligently  designed  is  the  best  and  most  perman- 
nt  in  existence. 
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ARTICLE  14. 

The  Mushroom  System. 

The  Mushroom  System  is  so-called  from  the  peculiar  forma- 
tion of  the  rods  around  the  column  head  and  from  the  remark- 
able rapidity  with  which  it  may  be  erected.  The  idea  of  this 
system  is  primarily  to  simplify  the  centering  and  thus  reduce 
the  cost  of  the  temporary  part  of  the  construction  without  skimp- 
ing the  materials  in  the  finished  work. 

The  arrangement  of  the  reinforcement  is  designed  with   a 


Exterior  of  Lindeke-Warner  building,  235x165  feet.  Turner  "Mush- 
room" System;  costing  $10,000  less  than  timber  mill  construction  for  this 
building.     St.  Paul  :Minn. 


view  of  securing  the  maximum  efficiency  of  the  materials  through 
straining  the  concrete  in  a  number  of  directions,  the  compres- 
sion in  one  direction  tending  to  balance  and  off-set  that  in  an- 
other; incidentally  to  concentrate  the  maximum  amount  of  rein- 
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Korcement  around  and  over  the  support  where  the  shear  is  the 
[greatest,  to  enable  removal  of  the  forms  at  the  earliest  possible 
^period,  and  finally  to  eliminate  beams  and  ribs  which  interfere 
'with  light  and  catch  dust,  cost  money  to  plaster  and  finish,  and 
reduce  the  clear  story  height.  The  flat  ceiling  so  obtained  gives 
^free  and  unobstructed  illumination  from  the  windows;  it  per- 
mits one  to  place  partitions  anywhere  without  regard  to  the 
floor,  giving  an  unusual  stiffness  and  solidity  due  to  the  fact 
that  a  part  of  the  material  which  in  the  beam  type  is  placed 
in  the  ribs,  is  consolidated  in  the  slab,  making  the  slab  of  un- 
usual thickness  with  an  actual  decrease  in  the  total  amount  of 
material  where  the  loads  are  at  all  heavy. 

From  the  nature  of  its  reinforcement,  this  system,  as  re- 
ported by  consulting  engineer  Mr.  John  Geist,  of  Milwaukee, 
is  particularly  well  fitted  to  be  used  in  the  construction  of  ware- 
houses, and  similar  buildings  where,  due  to  the  presence  of 
aisles  or  passageways  for  trucks  between  the  columns,  just  where 
the  mushrooms  with  their  heavy  reinforcement  are  placed  ;  and 
it  is  rather  an  encouraging  fact  that  the  heavier  the  loads  to 
)e  carried,  the  more  economical  this  form  of  construction  be- 
:omes,  as  compared  with  the  usual  beam-and-slab  method. 

Illustrations  of  this  type  of  construction   will  be  given  on 
number  of  the  following  sheets;  among  them  the  enormous 
diolesale  building  for  the  Lindeke-Warner  Co.,   St.    Paul,  on 
hich  Butler  Bros.,  of  St.  Paul,  bid  $10,000  less  for  the  rein- 
forced concrete  on  this  system  than  they  did  on  the  architect's 
design  for  timber  mill  con.struction ;  Louis  A.  Lockwood,  of  St. 
Paul,  was  the  architect. 

In  th/^  wholesale  hardware  house  for  the  Bostwick-Braun 
Co.,  Toledo,  Ohii'.  designed  for  working  loads  of  500  pounds 
per  foot  on  the  lower  floors,  and  350  pounds  on  the  upi)er  floors 
this  system  effected  an  economy  of  $30,000  over  more  common 
types.  This  construction  was  adopted  by  Architect  Geo.  S. 
[ills,  after  a  thorough  investigation  of  its  merits  by  Engineer 
Jeo.  V.  Rhines. 

In  fighting  a  fire  where  the  contents  of  the  building-  are 
)articularly  inflammable,  those  who  have  given  the  matter  at- 
tention will  understand  how  a  rib  in  the  ceiling  stops  the  .stream 
)f  water  which  is  elevated  sufficiently  to  strike  the  ceiling,  where- 
is,  given  a  flat  ceiling  it  is  easy  to  reach  any  part  of  the  floor 
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desired,  as  if  the  stream  is  elevated  and  strikes  the  ceiling  it 
merely  glances  along  and  is  spread  over  the  floor  where  re- 
quired, instead  of  being  stopped  short  where  it  strikes  a  project- 
ing beam  or  rib. 

Adaptability.  The  Mushroom  System  has  been  used  ad- 
vantageously for  nearly  all  classes  of  buildings — court  houses, 
state  capitols.  warehouses,  factories,  hotels,  bridges  and  high 
office  buildings. 

In  the  office  building  partitions  can  be  readily  shifted  to  suit 
the  tenant  without  interference  of  rib  framing,  while  cost  of 
plaster  finish  is  but  65  per  cent  that  wdiere  beams  are  used,  and 
for  a  given  clear  story  height,  there  is  a  saving  of  10  per  cent 
of  exterior  walls. 

In  a  factory  building  the  Mushroom  System  possesses  the 
following  important  advantages : 

1.  A  better  distribution  of  light. 

2.  The  flat  ceiling  enables  more  convenient  placing  of  shaft- 
iiii^i'  than  where  ribs  are  used. 

3.  hreeilom  from  vibration.  Owing  to  the  fact  that  any 
concentrated  load  brings  into  action  the  reinforcement  of  the 
entire  panel,  it  has  no  local  effect  and  consequently  the  construc- 
tion is  more  nearly  free  from  vibration  than  any  type  of  con- 
struction being  put  up  today. 

We  illustrate  a  plan  of  the  Dill  &  Collins  building  in  Phila- 
delphia as  originally  designed  in  beam  system,  and  changed  to 
Mushroom  System  on  account  of  these  advantages. 

Limit  of  Spans.  The  Mushroom  System  has  been  built  and 
tested  for  nearly  all  spans  from  fourteen  to  thirty  feet,  and 
larger  spans  can  readily  be  made  if  desired,  at  increased  cost. 

Notes  as  to  Cost  of  Mushroom  System.  P""or  warehouse  pur- 
poses, where  the  capacity  of  the  floors  is  from  200  to  300  pounds 
per  square  foot  and  column  centers  18  feet  to  20  feet,  the  Mush- 
room System  is  as  cheap  as  timber  construction  in  the  central 
portion  of  the  United  States.  Where  the  loads  are  heavier  than 
those  noted  it  costs  less. 

Economic  Column  Spacing.  For  loads  of  100  to  150  pounds 
per  square  foot,  column  spacing  from  18  feet  to  22  feet,  center 
to  center,  is  most  economical.  For  loads  of  300  to  500  pounds, 
spacing  \y  feet  t^    i<)   f'  •:   miters  i-  i)rcfera1)k'.  w!iilc   for  50Q- 
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pounds  loading  tliere  is  small  increase  in  cost  for  22-foot  spac- 
ing. 

This  system  was  originated  by  the  author  with  the  idea 
[^primarily  of  simplifying  the  centering  and  getting  up  a  con- 
istruction  which  could  be  used  nicely  for  light  loads.  As  he  be- 
fgan  to  investigate  the  properties  of  the  flat  slab  he  became  more 
[and  more  convinced  that  instead  of  a  system  adapted  to  light 
■loads  it  was  essentially  more  economical  for  heavy  loads. 

Its  advantage  from  the  standpoint  of  economy  increases,  the 
heavier  the  weights  to  be  carried,  for  the  reason  that  the  increase 
in  thickness  of  the  slab  in  \ie\x  of  the  low  coefficient  of  bend- 
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Typical   ".luskrooni   Floor.     Bostwick-Braun  building,  Toledo,  Ohio. 


ing  gives  it  very  material  advantage  over  any  type  of  beam 
construction  for  moderate  spans.  Where  loads  are  very  light 
the  quantities  of  material  can  be  kept  down  for  a  beam  system 
nearly  equal  to  that  for  the  mushroom  system  and  it  has  then 
only  the  advantage  of  simplicity  of  centering  combined  with 
a  somewhat  thicker  slab  than  is  usually  used  making  it  more 
earl\-  ^xiuin!  jtroof  from  Moor  to  tloor  since  the  material  which 
in  other  systems  would  be  placed  in  the  beams  is  consolidated 
in  the  slab. 

n  ])atenting  the  .system  the  author  did  not  confine  himself 
to  specific  details  but  he  selected  rather  claims  covering  as  broad- 
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ly  as  possible  the  continuous  flat  slab  and  column  construction 
as  he  was  the  first  in  the  field  as  far  as  he  is  aware,  to  work 
out  a  construction  commercially  feasible  of  this  character. 

ARTICLE  15. 

Turner  System  of  Beam  and  Slab  Construction. 

Beams  for  this  type  of  construction  are  shown  in  figure  53, 
are  well  adapted  for  use  in  the  construction  of  type  III. 

Provision    for    the    bending    moment    over    the    support    is 

W  L 

usually  taken  at  ~t^  and  the  sectional  area  is  secured  by  lap- 
ping the  larger  portion  of  the  bars  over  the  support  at  the 
top.  Thus  in  ordinary  spans  five  rods  are  used,  two  at  the  bot- 
tom of  the  beam  and  three  bent  rods.  Two  of  the  bent  rods 
dip  downward  toward  the  point  of  contraflexure,  while  the  third 
is  bent  downward  to  the  center  of  the  beam  and  following  along 
the  same  lines  after  lapping  over  the  column  into  the  adjacent 
span. 

With  slab  reinforcing  in  two  directions  the  idea  is  that  the 
slab  reinforcement  supplements  the  beam  reinforcement  over  the 
support  and  enables  the  main  lines  of  reinforcement  to  follow 
such  directions  as  will  enable  them  to  take  care  of  the  major 
portion  of  the  shearing  stress  in  the  beam.  To  this  end  the 
rods  are  carried  up  in  direct  line  over  the  center  of  the  sup- 
port and  dip  down  beyond  the  support.  With  this  arrangement 
the  vertical  component  of  the  strain  in  these  bars  due  to  the 
bend  upward  can  act  directly  in  resisting  vertical  shear. 

By  lapping  the  beam  rods  over  the  support  there  is  a  very 
large  section  of  metal  around  the  column  capable  of  carrying 
shear.  Thus  there  are  in  section  on  four  sides  of  column  forty 
main  beam  rods  acting  in  shear,  an  amount  of  material  sufficient 
to  make  a  very  rigid  connection  indeed.  In  fact,  in  one  building 
in  which  this  type  of  connection  was  used  the  contractor  put  in 
a  footing  which  was  not  in  accordance  with  the  plans  and  con- 
siderable settlement  resulted.  The  author  was  able  to  jack  the 
construction  up,  raising  it  and  relieving  the  beams  from  strain 
gradually  then  putting  in  the  footing  in  a  proper  manner.  The 
beams  were  afterwards  tested  to  double  the  working  load  and 
stood  the  test  without  cracks  or  other  indications  of  weakness. 

Figure  54  shows  the  operation  of  jacking  up  the  column. 
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Fig.  53.  Typical  beam  in  new  Aikens  building,  Winnipeg,  !Man. 
..'.  Woodman,  Architect;  C.  A.  P.  Turner,  Engineer  and  Contractor.  Pat- 
ented .July  n,  1C09. 


Vly:,.  M.     lacking  up  column,  after  settlement  of  footi:  g  without  ma- 
itMial  injury  to  the  construction. 


140  TURNER   SYSTEM  OF  BEAM  AND   SLAB   CONSTRUCTION. 

This  experience  was  sufficient  to  convince  the  writer  that  where 
proper  attention  is  given  to  the  details  of  the  work  that  rein- 
forced concrete  can  stand  an  amount  of  distortion  equal  to  or 
greater  than  that  which  it  is  possible  for  structural  steel  con- 
struction to  withstand  without  serious  injury. 

The  beam  rods  of  this  system  are  always  bent  on  the  work, 
the  bending  costing  about  $1.50  per  ton.  The  writer's  practice 
has  generally  been  to  use  netting,  wrapping  the  beams  rather 
than  the  use  of  stirrups  except  as  the  stirrups  serve  as  a  con- 
venient means  of  keeping  the  slab  rods  at  the  desired  elevation 
over  the  beams. 

The  bending  moment  in  a  continuous  beam,  regarded  as  fully 

W  L  W  L       . 

restrained  at  supports,  is    —yo^     ^^  ^^^^  support  and    —^~     m 

the  center.  Supposing  that  we  lap  the  rods  over  the  support 
one-sixth  of  the  span  in  length ;  then  thecjretically  we  would 
need  two-thirds  the  section  for  one-third  the  length  and  one- 
third  of  the  section  for  two-thirds  the  length  that  would  be 
required  for  simple  beam  construction.  We  have  in  addition 
the  fact  that  the  maximum  strain  in  tension  occurs  at  the  sup- 
port where  three-fifths  of  the  main  bars  at  their  point  of  max- 
imum stress  gives  a  large  vertical  component  capable  of  resist- 
ing vertical  shear  directly.  Unfortunately  we  have  to  provide 
in  addition  to  the  condition  of  uniform  loading  for  the  condi- 
tion of  maximum  live  load  covering  a  single  beam  or  panel. 
This  condition  requires  a  greater  section  of  metal  at  the  center 
of  the  beam.  It  also  requires  provision  where  the  load  is 
heavy  for  negative  bending  moment  in  the  top  of  the  beam  at 
the  central  portion.  The  latter  is  taken  care  of  by  the  slab  re- 
inforcement where  two-way  reinforcement  is  used  and  our  net 
economy  in  material  over  that  which  would  be  required  for 
simple  beam  reinforcement  is  probably  in  the  neighborhood  of 
twenty-five  or  thirty  per  cent  with  the  further  advantage  of 
securing  a  type  of  construction  which  is  well  tied  together,  in 
which  the  shear  is  well  taken  care  of  at  the  support  where  the 
maximum  sectional  area  of  reinforcement  occurs. 

Carrying  the  bottom  rods  of  the  beam  across  the  support 
provides  also  steel  reinforcement  helping  to  reduce  the  compres- 
sive stress  on  the  concrete  in  the  bottom  of  the  beam  at  the 
support  and  the  lever  arm  of  the  beam  is  with  this  system  taken 
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directly  as  the  distance  center  to  center  of  the  steel  rods  at  the 
^support. 

No  system  of  construction  which  the  writer  has  examined 
Faffords  so  large  a  section  area  of  metal  at  and  around  the 
'supporting  column  as  is  employed  in  the  mushroom  system  and 
iin  the  beam  system  above  outlined,  and  its  effect  in  practice  is 
Ito  secure  practical  protection  from  serious  accident  and  failure 
during  erection.  Something  like  six  hundred  acres  of  these  two 
[types  of  construction  having  been  put  up  without  failure  or  acci- 
|dent  chargeable  to  the  risk  of  erection  of  concrete  construc- 
tion. 

The  writer  has  endeavored  to  work  with  only  first  class  and 
^reliable  contractors.     On  the  other  hand,   his  conservative   in- 
structions regarding  the  removal  of  forms  have  frequently  been 
lisregarded. 

At  the  time  that  the  failure  occurred  in  the  Eastman  Kodak 

)uilding.   the   writer  had  a  contract   for  the  concrete  work  of 

Ithe  .\ikens  l)uil(ling  in  W'innipeg,  and  the  foreman,  contrary  to 

instructions   removed   the   centering  seven   days   after  the   con- 

Icrete  was  cast  and   the  weather  had  been  quite  frosty  at  the 

[time.     The  slabs  were  about  nineteen  feet  square  and  five  and 

lone-half  inches  thick.     The  result  was  a  sag  of  from  Ys  to  ■)4 

[of  an  inch  in  some  three  or  four  panels.     There  was  considerable 

^grumbling  by  the  owner  and  his  architect  inspector  until  after 

the  panels  were  plastered  when  this  defect  was  no  longer  visible. 

While  such  procedure  in  executing  work  is  inexcusable  the 

[difference  in  the  deportment  of  the  material  due  to  tlie  manner 

[of  reinforcement  contrasts  strongly  with  that  at  Rochester,  New 

York,  where  the  forms  were  left  in  for  three  weeks  and  a  bad 

[collapse  occurred  upon  their  removal. 

The  writer  has  of  late  years  used  very  little  beam  and  slab 
construction  for  the  reason  that  the  flat  slab  and  column  con- 
Istruction  has  proved  more  economical  and  its  form  more  satis- 
■factory  to  the  majority  of  his  patrons. 

For  simple  l)eams  the  author  in  his  practice  prefers  to  follow 

[an  arrangement  of  tensile   reinforcement   somewhat   similar  to 

jthe  ties  of  the  Bollman  truss,  and  while  such  reinforcement  is 

not  quite  as  economical  in  point  of  weight  as  that  of  the  Cum- 

[niings  system  beam  it  renders,  as  the  author  would  look  at  it, 

the  construction  somewhat  safer  for  the  earlv  removal  of  the 
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forms,  and  the  fact  that  the  rods  are  readily  bent  on  the  ground, 
that  there  is  no  shop  work,  is  in  its  favor  from  the  standpoint  of 
economy  in  cost  which  tends  to  offset  its  disadvantage  in  point 
of  weight. 

As  previously  noted,  however,  the  simple  beam  is  employed 
only  rarely  in  the  ordinary  run  of  building  work.  At  leasi 
inety-five  per  cent  of  the  construction  being  of  a  character  which 
Inables  the  employment  of  the  economic  continuous  beam  or 
lat  slab  construction  heretofore  outlined. 

ARTICLE  1 6. 
Brayton  System. 

L.   F.   Brayton,  of  St.   Paul,  endeavored  along  in   1905   to 
jevelop  a  system  having  for  its  base  the  use  of  light  structural 
jams  which  were  to  be  reinforced  with  concrete  and  made  to 
let  in  unison  with  the  concrete  by  looped  straps  of  light  bands, 
'he  general  idea  was  to  enable  the  early  removal  of  forms  using 
lort  spans  between  joists.     It  did  not,  however,  prove  a  com- 
lercial  success  and  he  shortly  afterwards  turned  his  attention 
^o  a  plain  rod  system  in  which  was  employed  columns  of  the 
1  lennebique  type  and  beams  which  were  somewhat  between  the 
i  lennebique  and  the  Turner  system  beam.     Stirrups  used  were 
similar  to  those  employed  by  Degon  but  without  the  top  rein- 
forcement used  by  the  latter. 

Mr.  Brayton  has  put  up  a  considerable  amount  of  very 
satisfactory  work  but  the  methods  of  figuring  as  given  in  a 
pamphlet  called  Brayton  standards,  unfortunately  follows  the 
lines  of  the  ordinary  treatises  and  are  not  based  on  tests  of  con- 
struction but  rather  on  fonnulae  copied  from  the  early  run  of 
works  on  this  subject. 

ARTICLE  17. 

Combinations  of  Reinforced  Concrete  and  Tile. 

The  Ivaber  system  is  well  described  in  Kidder's  pocket  book. 
In  this  system  reinforcement  in  two  directions  is  generally  em- 
ployed. The  hollow  tile  for  this  system  is  very  substantially 
made,  the  opening  in  the  center  being  circular  in  form  and  the 
end  joints  between  the  tile  are  usually  left  about  one  inch  or 
so  apart  and  pasteboard  thimbles  inserted  in  the  openings  in 
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the  tile  joining  two  consecutive  blocks  so  that  when  the  grout 
is  poured  between  the  tile  a  good  end  bearing  is  secured  between 
consecutive  tile  sections  in  both  directions. 

Spans  up  to  forty  feet  by  eighty  feet  have  been  executed 
successfully  in  Germany  with  this  type  of  floor. 

As  it  seems  to  the  writer  the  combination  of  tile  and  con- 
crete is  somewhat  open  to  criticism  from  the  fireproof  stand- 
point on  the  ground  of  the  difference  in  the  coefficient  of  ex- 
pansion of  the  two  materials  entering  the  composite  structure. 
On  the  other  hand,  viewed  from  the  standpoint  of  a  non-com- 
bustible building  and  the  ability  of  the  construction  to  withstand 
perhaps  a  high  degree  of  heat  for  a  short  time,  the  mosr  which 
might  be  expected  to  occur  with  many  classes  of  buildings,  this 
type  of  construction  may  be  considered  satisfactory  provided  it 
can  fill  the  bill  from  the  standpoint  of  commercial  economy. 

Johnson  System.  In  this  type  of  construction  fabric  imbed- 
ded in  a  thin  layer  of  concrete  at  the  bottom  of  the  slab  and  the 
ordinary  hollow^  tile  are  laid  thereon  with  narrow  joints  between 
and  an  additional  thickness  of  concrete  is  placed  on  top. 

For  light  loads  this  has  been  used  up  to  twenty  or  twenty- 
four  feet.  In  some  localities  where  the  cost  of  hollow  tile  blocks 
is  low'  and  concrete  aggregate  high,  it  may  become  a  competitor 
of  true  reinforced  concrete  types.  The  Kahn  System  is  also  used 
to  considerable  extent  with  hollow  tile.  The  beams  between 
the  tile  being  about  one  and  one-half  inches  thick  and  a  single 
rod  in  the  beam. 

A  very  large  amount  of  this  construction  has  been  put  in 
where  the  conditions  were  favorable  from  the  standpoint  of 
cost  of  the  hollow  tile  block. 

Among  the  combinations  of  hollow  tile  and  concrete  the 
Faber  system  appears  to  rank  first  from  the  standpoint  of  safety 
of  erection  and  conservative  design  while  there  appears  to  be 
little  difference  in  the  other  types  except  as  regards  the  condi- 
tions in  individual  cases  as  to  the  amount  of  the  end  bearing 
secured,  and  wdiether  the  support  is  the  narrow  flange  of  a  beam 
or  channel  of  insignificant  width  or  reasonably  broad  wall  areas. 
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ARTICLE  i8. 
Deformed  Bars  as  Reinforcement. 

As  noted  in  an  earlier  chapter,  the  writer  prefers  deformed 
■bar  reinforcement  where  the  concrete  is  under  water.  Thus  w^e 
may  use  plain  rounds  bent  to  give  secure  anchorage  or  twisted 
bars  or  bars  rolled  with  some  deformation  such  as  corrugations, 
;bulb  and  the  like. 

The  common  forms  are  the  Thacher,  the  Corrugated  and 
the  Twisted  bars  and  there  are  many  others  all  working  on 
the  same  general  idea  of  securing  some  projection  which  will 
act  as  a  mechanical  bond.  There  is  practically  little  difference  in 
their  efficiency  for  those  classes  of  work  in  which  this  type  of 
reinforcement  may  be  advantageously  used. 

The  little  variations  in  form  and  contour  possess  a  greater 
efficiency  as  talking  points  for  the  man  selling  than  any  point 
of  practical  value  in  the  actual  work.  In  reinforced  concrete 
work  each  and  all  of  these  types  possess  a  distinct  disadvantage 
to  which  attention  has  not  been  heretofore  called  in  the  literature 
on  reinforced  concrete. 

Whenever  the  centering  is  removed  from  ihe  work  at  too 
early  a  period  a  slight  deflection  or  sag  results  in  case  the  con- 
crete is  not  thoroughly  hardened  throughout.  This  is  accom- 
panied by  a  slight  slipping  of  the  bar.  If  the  bar  is  a  plain  round 
I  bar  the  necessary  readjustment  between  the  concrete  and  the  steel 
takes  place  with  but  slight  disturbance  of  the  concrete  around 
the  bar  and  when  it  ultimately  hardens  the  shrinkage  grip  of 
ithe  concrete  around  the  steel  is  practically  equal  to  work  which 
has  hardened  under  more  favorable  conditions  as  determined  l)y 
numerous  tests. 

In  the  case  of  tlie  deformed  bar.  however,  the  projecting 
lugs  will  tear  through  and  disturb  the  concrete  around  the  bar 
to  a  considerable  extent  and  the  concrete  cannot  then  be  expected 
to  ultimately  set  up  around  the  reinforcement  in  an  equally  satis- 
factory manner.  Since  the  bond  between  the  two  materials  in 
concrete  hardening  in  air  and  with  a  rich  concrete  is  largely  of 
the  nature  of  a  shrinkage  grip  sufficient  to  develop  the  value 
of  the  bars  in  a  comparatively  short  length,  the  objection  noted 
is  in  the  writer's  ju<lgment  sufficiently  serious  to  bar  tlu-ir  use 
except  the  centering  is  allowed  to  remain  in  place  1i)1il;<m-  than 
is  conservative  with  plain  bar  i-ciiii"(  irrcnn'iit,  ~^\\]cv  s,  ,nu'  cliancc 
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of  slight  (leHection  is  commonly  taken  in  keeping  down  cost  by 
rushing  the  work. 

A  further  objection  to  deformed  bar  reinforcement  is  that 
the  cost  of  placing  this  class  of  bar  is  considerably  higher  than 
that  in  handling  plain  rounds  in  multiple  way  systems  as  the 
records  of  several  of  the  writer's  associates  clearly  indicate. 
The  price  asked  for  deformed  bars  generally  ranges  from  two 
to  three  dollars  a  ton  over  and  above  the  market  price  for  their 
equivalent  in  plain  rounds.  Further,  the  quality  of  metal  worked 
into  a  large  part  of  the  deformed  bar  reinforcement  is  old  rail 
stock  and  other  classes  of  brittle  low  grade  metal. 

ARTICLE  19. 
Some  Objectionable  Beam  Details. 

The  accompanying  figure  55  contains  a  somewhat  objection- 
able feature  in  beam  design  in  the  following  respects :     First,  the 
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beams  are  designed  as  continuous  beams  while  there  is  no  rein- 
forcement in  the  central  part  of  the  panel  in  the  top  flange  to 
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Fig.  56. 
Fig.  56.     Shows  a  form  of  beam  presenting  a  similarly  objectionable 
detail  as  regards  the  bend  of  the  rod. 
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take  care  of  the  negative  bending  if  one  panel  is  loaded  and 
two  adjacent  panels  unloaded.  Nor  is  there  any  slab  reinforce- 
ment parallel  to  the  top  fiange  of  the  beam  to  make  this  good. 

As  we  look  into  the  form  of  the  main  reinforcing  bars  we 
note  that  they  are  carried  near  the  top  flange  outward  from  the 
support  and  then  bend  downward  sharply.  This  kink  in  a  main 
rod  tends  to  add  to  the  shearing  stress  in  the  concrete  of  the 
beam  at  the  point  of  this  sharp  bend  and  in  the  earlier  stages 
of  the  construction  immediately  after  the  removal  of  the  forms 
it  leaves  the  concrete  subjected  to  excessive  shearing  stresses 
due  to  the  sharp  bend  instead  of  assisting  the  concrete  as  it  would 
do  were  these  lines  of  reinforcement  carried  up  at  an  easy  angle 
toward  the  support. 

ARTICLE  20. 

Trusses  in  Reinforced  Concrete,     ^l^e  writer  has  seen  many 
[crude  details  worked  out  for  application  of  reinforced  concrete 
to  trusses.     He  is  inclined  to  take  the  view   that  compression 
members  of  moderate  span  trusses  can  be  economically  fabricated 
•in  reinforced  concrete  but  that  the  details  of  the  connections  to 
be   satisfactory    from    the   engineer's   standpoint   must  be   of  a 
more  substantial   character  than  those  that  have  been  worked 
up  in  the  few  examples  of  practical  work  heretofore  executed. 
The  Visintini  System  represents  an  attempt  to  fabricate  in- 
dependent trusses  as  girders  or  long  span  slabs.     The  joint  de- 
■tails  as  usually  worked  out  on  this  system  hardly  commend  them- 
selves to  the  structural  engineer,  while  such  details  as  were  em- 
'ployed  by  Considere  in  his  remarkable  little  truss  bridge  of  sev- 
enty feet  span  would  not  be  safe  to  trust  to  the  execution  of  the 
[ordinary  gang  of  workmen,     lliese  defects  in   point  of  satis- 
factory connection  between  compression  and  tension  members  are 
in  the   writer's  judgment  capable  of   satisfactory   solution   and 
we  may  expect  some  development  along  this  line  in  the  near 
.'uture  in  coml)inations  of  concrete  and  steel. 


CHAPTER  IX. 

Foundations. 
ARTICLE   I. 

Bearing  Values  on  Soil. 

In  a  building  the  floor  loads  are  carried  to  the  columns  or 
to  the  walls  in  case  bearing  walls  are  used,  and  the  weight  is 
concentrated  on  small  areas  of  ground  at  the  footings  of  the 
columns  and  the  walls.  Evidently  if  we  are  to  avoid  settlement 
the  weight  must  be  distributed  over  a  sufficient  area.  The 
following  are  suggestions  for  the  loading  for  material  which 
can  be  clearly  defined. 

Ordinary  ledge  rock,  such  as  good  shale,  lime  stone  and  the 
like,  twenty  to  thirty  tons  per  square  foot.  Granite,  trap  where 
the  ledge  is  not  shattered,  fifty  to  seventy  tons  per  square  foot. 
Hard  pan,  seven  tons  per  square  foot.  Gravel,  five  tons.  Clean, 
coarse  sand,  four  tons.  Fine  sand,  with  a  little  clay,  three  to 
three  and  one-half  tons.  Hard  clay,  three  tons.  Clay,  such  as 
is  to  be  found  in  Regina,  which  is  rather  soft,  not  over  one  and 
one-half  tons.  Blue  clay  of  Winnipeg,  two  to  two  and  one-half 
ions. 

In  each  case,  however,  it  is  well  for  the  engineer  to  look 
into  the  conditions  carefully  unless  thoroughly  conversant  with 
the  locality.  His  judgment  as  to  the  bearing  power  of  the  soil 
should  be  checked,  if  doing  business  in  a  strange  city,  by  a  care- 
ful examination  of  the  buildings  resting  on  similar  foundation 
and  general  inquiry  from  the  fellow  members  of  his  profession. 

This  caution  may  prove  of  value  to  the  engineer  doing  busi- 
ness over  an  extended  area,  particularly  if  he  is  acting  in  a  con- 
sulting capacity  for  a  contracting  firm  assuming  responsibility 
for  the  design. 

In  cases  where  there  is  filled  ground,  marsh  quick  sand  and 
the  like  it  is  frequently  necessary  to  use  a  pile  foundation  or 
distribute  the  weight  over  the  entire  area.  In  general,  in  rein- 
forced concrete  construction  it  is  economical  to  use  a  thin  foot- 
ing and  thoroughly  reinforce  it  and  to  make  the  cncrete  a 
rich  mix. 
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ARTICLE  2. 

Cohium  Footings  and  Method  of  Figuring. 

Figure  A  shows  the  form  of  footing  which,  as  the  writer 
looks  at  it,  is  somewhat  objectionable  for  the  reason  that  as 
usually  placed  the  concrete  is  worked  rather  dry  in  order  to 
make  the  slope  without  top  forms,  and  the  average  contractor 
does  not  get  the  material  in  place  so  that  it  can  be  depended 
upon  with  certainty. 


Fig.    A. 
The  form  which  the  writer  prefers  to  use  is  shown  in  figure 
B.   in  which   the   footing  is  made   in   two   layers     The  bottom 
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150  FOrNDATIONS. 

layer  cast  with  the  rods  at  the  Iwttom,  then  the  column  assem- 
bled and  the  top  layer  case  with  the  column.  Its  advantage  from 
the  practical  standpoint  is  first,  that  the  upper  layer  of  rods 
assist  the  footing  in  resisting  the  shearing  strain  of  the  column 
tending  to  punch  through  the  footing  and  it  assists  also  in  dis- 
tributing the  load  out  over  the  lower  plate.  The  bottom  plate 
can  be  cast  with  a  wet  mix  and  we  can  depend  with  certainty 
on  the  bond  between  the  steel  and  the  concrete  by  the  shrinkage 
of  the  wet  mixture. 

In  computing  the  lower  plate,  the  cross  sectional  area  of  the 
steel  should  be  such  as  to  provide  for  a  bending  moment  of  the 
upw^ard  pressure  on  the  under  side  of  the  plate  distributed  uni- 
formly over  it  with  the  column  at  the  point  of  support. 

The  center  of  gravity  of  the  area  or  pressure  may  be  taken 
roughly  as  five-eighths  of  the  half  diameter  of  the  footing, 
hence  the  actual  bending  moment  is  5-16  Wd.*  The  metal  act- 
ing as  a  flat  plate  would  be  as  we  have  shown  for  the  square 
panel  tw-ice  as  efficient  as  single  way  reinforcement  and  as  the 
sectional  area  of  each  bar  comes  into  play  on  each  side  of  the 
center  of  the  footing  we  can  use  four  times  the  area  of  all  rods 
crossing  the  footing  times  .85  of  the  total  thickness  of  the  two 
layers  times  the  working  stress  on  the  steel  as  the  resisting 
moment. 

The  amount  of  steel  placed  in  the  top  layer  is  more  a  mat- 
ter of  practice  than  that  of  exact  computation.  We  generally 
make  the  rods  the  same  size  as  those  used  in  the  lower  layer 
and  waste  no  time  in  computing  the  stresses  thereon,  \^'e  pre- 
fer to  take  long  rods  and  bend  them  hair-pin  style  for  the  foot- 
ings rather  than  to  use  short  rods. 

There  is  a  further  advantage  in  ordering  the  rods  this  way. 
that  in  case  the  steel  for  the  footings  is  delayed  we  can  use  the 
rods  elsewhere  when  supplying  the  immediate  need  from  stock. 

ARTICLE  3. 
Pile  Foundations. 
Where  the  piles  if  used  will  be  continually  wet  and  there  is 
no  possibility  of  changing  conditions  from  that  to  alternate  dry- 
ing out  to  wetting  there  is  no  type  of  reinforced  concrete  pile 
that  can  compete  with  the  timber  pile  in  any  locality  where  the 

*d    in   this   notation    is   the   diameter  or  width  of  footing. 
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writer  has  been  called  upon  to  do  business.     However,  where 
the  piles  are  liable  to  be  above  the  permanent  water  line  or  it 

: becomes  necessary  to  excavate  thereto  then  and  there  concrete 

[piles  become  an  economic  method  of  building  up  the  foundation. 
Practical  concrete  piles  may  be  divided  into  two  classes,  one, 

|those  which  are  made  up  first  and  driven  afterwards,  and  sec- 
)nd,  those  in  which  a  core  or  form  is  used  and  the  hole  filled  in 

hvith  concrete  reinforced  or  otherwise. 

Coming  under  the  second  class  are  the  Raymond  and  Sim- 

fplex  piles.     In  the  Raymond  pile  the  core  is  driven,  a  thin  cas- 


iM^^rw:: 


i'i::.  57    Driving  fornigat.ed  concrete  piles. 


ling  of  steel  left  permanently  in  position  and  the  concrete  is  de- 
)Osited  therein.     The  Raymond  piles  are  made  tapering  to  se- 

|cure  greater  resistance  against  settling. 

The  first  form  of  concrete  pile  made  up  and   then  driven, 

|Hennebi(|ue   first  used   for  sheet  piling  as  well  as   for  bearing 
)iles.     In  driving  it  is  customary  to  use  a  jet  loosening  up  the 

Esand  or  earth  at  the  bottf)m  and    rapping  or  jarring  the  ])ile 

|into  place. 

Figure  57  shows  a  driver  handling  one  of  the  corrugated 

[l)iic's.     I'ignrc  58  sliows  tlif  (.Misliion  ra])  used  in  (lri\in!^-  tin-  ])ile. 
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Corrugated  piles  have  been  patented  by  Frank  13.  Gilbreth. 
The  strong  claim  advanced  in  their  favor  is  on  the  ground  that 
the   corrugations   assist    in   jetting   the   piles    into   place. 

The  Simplex  pile  casing  is  driven,  and  as  the  casing  is 
pulled  up,  the  concrete  is  deposited  and  rammed  in  place,  forcing 
it  out  to  a  somewhat  greater  diameter  tiian  the  sliell  that  has 
been  driven. 

The  merits  of  the  three  types  would  apparently  vary,  de- 
pendent on  the  conditions.  A  pile  on  the  order  of  the  Raymond 
pile  should  be  most  suitable  for  a  clay  soil  where  the  consist- 
ency or  cohesiveness  of  the  clay  is  such  that  the  pile  core  can 
be  driven  and  the  shell  omitted. 

Figure  62  shows  the  Raymond  pile  expanded  ready  to  be 
driven.  Figure  63  shows  the  core  in  the  leaders  with  the 
shell  on  the  right.  The  core  is  expanded  when  driven  and 
collapsed  to  be  withdrawn  from  the  shell. 

Figures  lA  and  2 A  and  B  show  the  get-up  of  the  Simplex 
pile.  With  the  steel  casing  is  driven  a  point  either  of  steel 
or  concrete  and  afterwards  the  shell  is  gradually  withdrawn  and 
the  hole  filled  with  concrete  as  the  shell  is  filled  up. 


Fig.  58.    Cushion  cap  used  in  driving  the 
corrugated  concrete  pile. 
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Simplex  pile. 


For  use  in  earth  that  is  reasonably  firm  in  its  texture  and 
free  from  water,  the  preparatory  removable  pile  (see  figure  lA) 
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Flu,.    .,'.>.      CoiKieie   points    lur    simplex   piles. 


Fig.  r,0.     Simplex  pile.     Driving  pipe  form  for  pile  at  right.     Pulling 
Iform  and  filling  at  left. 
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is  used.  This  pile  form  consists  of  a  length  of  extra  heavy  wrought 
iron  pipe,  fitted  with  a  suitable  driving  head  of  oak,  and  a  con- 
ical steel  point  of  a  somewhat  larger  diameter  than  the  pipe,  and 
fitted  with  an  automatic  air  valve.  This  preparatory  tube  is 
driven  into  the  ground  to  the  required  depth,  and  then  withdrawn 
Avithout  difficulty,  and  the  hole  so  produced  is  filled  with  w^ll- 
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Fig.  61.     A  trench  filled  with  concrete  piles. 


rammed  concrete.  This  form  of  pile  can  be  constructed  of  any 
desired  length,  as  the  preparatory  tube  can  be  driven  and  re- 
moved with  but  a  fraction  of  the  force  required  in  the  planting 
or  removal  of  the  ordinary  pile.  It  can  also  be  driven  through 
ground  of  a  density  quite  impenetrable  by  any  wooden  pile  and 
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to  almost  any  desired  depth,  as  there  is  no  appreciable  frictional 
resistance,  as  the  depth  increases,  either  in  driving  or  withdraw- 
ig  the  tube. 

The  ramming  process  forces  the  larger  pieces  of  the  aggre- 


Fig.  02.     Raymond  Pile  Core.     This  core  is  used  to  drive  to  rock  and 
ipers  from  20  to  13  inches.    The  cut  shows  core  full  size  as  it  is  driven. 


^ate  into  the  sides  of  tlic  hole,  materially  adding  to  the  friclinnal 
)ld  of  the  pile  on  all  ](,iit-  of  its  surface. 
Where    the   earth    is    soft,    marshy,   or   where   ciuicksand    oi" 
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water  is  encountered,  a  (letacha])le  "point"  of  concrete  (see  fit,'-- 
iire  2A)  is  substituted  for  the  fixed  one  of  steel.  This  CDiKretc 
point  is  driven  to  the  re(|uired  depth,  and  as  the  ])i])e  is  lieing 
lifted   off,    concrete   is    gradually    fdled    in    and    rammed    home 


Fig.  63.     Pile  core  collapsed  or  shrunken,  and  partly  withdrawn  from 
the  shell.     A  completed  pile  is  shown  at  the  left  of  the  shell  jast  driven. 


through  the  pipe,  care  being  taken  that  a  head  of  the  concrete 
be  maintained  inside  of  the  pipe  while  it  is  being  thus  gradually 
withdrawn.  By  this  system  all  water  is  displaced  and  the  possi- 
bility of  the  sides  of  the  aperture  closing  in  is  entirely  removed. 


CONCRETE   AND   WOOD   PILES  COMPARED. 
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The  manner  of  constructing  Raymond  concrete  piles  is  as 
jfollows:  A  steel  pile-core  the  size  and  shape  of  pile  desired  is 
lencased  in  a  thin,  closely  fitting  shell.  The  core  and  shell  are 
{then  driven  into  the  ground  by  means  of  a  pile-driver  in  the 
^usual  manner.  By  a  simple  and  ingenious  device  the  core  is 
[collapsed  or  shrunken  slightly,  so  that  it  loses  contact  with  the 
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Reinforced  Concrete  Piles.  Wood  Piles. 

Figure  64.     Showing  the  advantage  of  concrete  over  wood  pile 
foundations. 

shell,  and  is  easily  withdrawn,  leaving  in  the  ground  a  clean,  per- 
fectly formed  hollow  tube  of  the  size  and  depth  re(|uired.  which 
has  only  to  be  filled  in  with  the  best  Portland  cement  concrete 
to  complete  the  pile. 
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Raymond  i)iles  are  made  of  various  lengths,  tapering  gener- 
ally from  20"  at  the  top  to  6''  at  the  bottom,  making  a  symmet- 
rical cone  affording  material  resistance  to  soil  penetration  by 
friction. 

Concrete  piles  have  this  advantage  over  wood  piles ;  they  do 
not  decay,  are  not  subject  to  destruction  by  insects  and  furnish 
a  durable  foundation  regardless  of  soil  conditions ;  they  can  be 
used  in  dry  filled  ground  as  well  as  in  wet  soil,  which  ma\-  dry 
out  and  cause  wood  piles  to  decay. 

A  pile  foundation  generally  tends  to  prevent  settlement  by 
the  packing  and  settling  of  the  soil  in  the  vicinity  of  the  pile,  fre- 
quently rendering  the  bearing  value  of  the  soil  around  the  piles 
materially  greater. 

Figure  64  gives  a  fair  idea  as  to  the  advantage  of  a  rein- 
forced concrete  pile  foundation  over  the  wood  pile  which  must 
be  cut  off  in  the  vicinity  of  the  low  water. 

The  reader  is  referred  to  the  catalogues  of  the  Simplex  Pile 
Company,  Fifteenth  and  Chestnut  streets,  Philadelphia,  and  the 
catalogue  of  the  Raymond  Concrete  Pile  Company,  Loan  and 
Trust  building,  Chicago,  and  also  bulletin  No.  7  of  the  Asso- 
ciation of  the  American  Portland  Cement  Manufacturers,  re- 
garding the  making  and  driving  of  concrete  piles  for  more  com- 
plete information  regarding  these  respective  types. 


I 


CHAPTER  X. 

Handluig  Concrete  at  Different  Temperatures  Above  and  Below 

Zero. 

ARTICLE  I. 

Concrete  Above  Zero,  Fahr. 

Handling  concrete  to  get  the  best  results  requires  quite  dif- 
ferent treatment  dependent  on  the  temperature.  Perhaps  the 
most  favorable  conditions  under  which  concrete  may  be  placed 
are  temperatures  ranging  from  45  degrees  to  50  degrees  Fahr. 
Under  these  conditions  the  concrete  does  not  dry  out  too  rapidly 
and  while  it  may  set  slowly  it  hardens  up  better  than  when  the 
temperature  is  higher. 

In  hot,  dry  weather  the  moisture  dries  out  of  the  concrete 
too  rapidly,  requiring,  to  secure  the  best  results,  that  the  work 
be  wet  down  with  a  hose,  particularly  during  the  first  day's  ex- 
posure to  the  sun  after  casting.  Wetting  should  commence  as 
soon  as  the  surface  of  the  concrete  has  set. 

Frequently  in  the  hot  sun  large  cracks  will  open  up  due  to 
the  rapid  evaporation  of  the  water.  These  can  and  should  be 
promptly  filled  with  a  bucket  of  grout.  Sometimes  the  stone, 
when  exposed  to  the  heat  of  the  sun  will  become  so  dried  out 
and  hot  that  it  will  absorb  the  water  rapidly  from  the  mix  and 
the  heat  of  the  stone  will  be  sufficient  to  set  up  the  concrete  be- 
fore it  can  be  spread  in  place.  Wetting  the  rock  pile  down 
will  eliminate  this  difficulty. 

The  writer  had  this  experience  on  one  building  in  the  city 
of  Winnipeg,  where  the  stone  was  piled  on  the  asphalt  paving. 

At  all  temperatures  below  50  degrees  Fahr.,  it  is  preferable 
to  warm  the  water  and  wake  the  cement  up  otherwise  it  is  liable 
to  set  too  slowly  to  enable  the  forms  to  be  safely  removed  at  the 
usual  intervals  common  in  warm  weather. 

In  putting  up  the  Bostwick-Braun  building  at  Toledo,  the  con- 
tractor wired  to  Minneapolis  for  the  writer  to  visit  the  build- 
ing, stating  that  the  cement  in  the  entire  third  floor  was  not 
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setting  up  and  had  been  in  two  weeks.  The  writer  w;l>  nnal)lc 
to  leave  immediately  and  arrived  at  the  bnilding  tlncc  davs 
after  receiving  the  telegram,  d'he  weather  liad  tnrnci  warm  in 
the  meantime  and  the  cement  had  started  to  set.  There  were 
places,  howe\cr,  where  a  twenty  penny  nail  could  he  pushed 
into  the  concrete  with  the  thumb  to  its  full  length.  The  cement 
had  been  mixed  with  water  ice  cold,  had  laid  flormant  during 
the  chilly  weather  wdiich  succeeded  the  Iw"  \\eek>  after  ])lacing 
the  concrete.  For  the  remaining  .stories,  after  instructing  tlie 
foreman  to  see  that  the  water  wdth  wdiich  the  concrete  w  as  nnxed 
was  heated  to  about  120  or  130  degrees  there  was  no  di faculty 
and  the  forms  w^re  promptly  removed  every  ten  or  t^^elve  days 
per  story  although  the  weather  was  much  colder  as  the  season 
advanced. 

ARTICLE  2. 

Concrete  Belozi'  Zero,  Fahr. 

In  freezing  weather  it  is  desirable  to  wake  the  cement  up 
by  using  hot  w^ater.  \\'ater  may  be  heated  to  160.  or  180  degrees 
and  the  sand  and  stone  mixed  with  water  in  the  machine  before 
adding  the  cement.  The  water  will  thus  warm  the  stone  up  and 
when  the  cement  is  dumped  into  the  mixer  the  temperature  will 
probably  be  in  the  neighborhood  of  about  120  degrees. 

At  times  wdiere  the  temperature  was  somewhat  below  zero 
the  writer  has  used  boiling  hot  water,  handling  in  this  way  so 
that  the  sand  and  stone  could  be  warmed  up  and  then  adding 
the  cement  when  the  mix  would  not  exceed  a  temperature  of 
120  degrees. 

At  these  low  temperatures  salt  may  be  advantageously  used. 
The  proportion  of  salt  wdiich  we  find  desirable  to  use  for  tem- 
peratures between  28  above  zero  and  zero  is  a  pint  and  one- 
half  of  salt  to  each  batch  containing  tw'o  bags  of  cement.  Below 
zero,  a  little  more  than  a  pint  per  sack  and  extra  care  is  to  be 
taken  in  heating  the  materials  and  seeing  that  the  concrete 
gets  into  place  hot. 

For  these  very  low  temperatures  it  is  much  better  to  heat 
the  stone  and  sand  over  a  coil  of  steam  pipe  if  such  is  available. 
The  lowest  temperature  at  wdiich  the  writer  has  placed  concrete 
has  been  28  below  zero  and  the  work  in  this  case  was  executed 
in  a  verv  satisfactorv  manner.     In  addition  to  the  use  of  hot 
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water  the  gravel  used  as  an  aggregate  was  thoroughly  heated 
over  a  coil  of  steam  pipes.  There  is  much  less  difficulty  in 
placing  concrete  in  large  masses  in  cold  weather  than  thin  slabs 
and  the  like. 

In  the  large  masses  such  as  thick  walls,  slabs  and  the  like, 
the  cement  generates  heat,  in  setting,  sufficiently  to  keep  the  body 
of  the  material  warm,  whereas  in  thin  slabs  this  is  not  always 
the  case  and  the  concrete  may  and  frequently  does  freeze. 

It  comes  then  to  a  question  as  to  how  to  handle  the  concrete 
in  the  best  and  most  practical  manner.     In  a  building  having 


Eight-story  mushroom  building,  Portland,  Maine.  Erected  by  the 
Aberthaw  Construction  Company,  of  Boston.  Note  canvas  used  around 
the  upper  story  just  cast. 

exterior  bearing  walls  the  walls  are  built  up  then  the  slab  cast 
and  artificial  heat  should  be  promptly  applied  on  the  under  side 
of  the  slab  to  sweat  out  the  concrete  and  enable  it  to  harden 
up  promptly'.  Window  openings  may  be  readily  closed  with 
canvas  or  light  cloth. 

Where  the  building  is  a  skeleton  concrete  frame  it  should 
be  ])n)tected  outside  in  lieu  of  the  walls  by  canvas  curtain  as 
shown  in  above  figure.  Then  the  concrete  may  Ik-  artificially 
heated  and  hardened. 
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In  a  large  piece  of  work  the  most  economical  method  of 
heating  is  to  put  in  a  small  fan  with  the  usual  steam  coil  and 
heat  the  building  by  blowing  in  heated  air  in  the  usual  manner. 
In  a  small  building  this  is  too  expensive  and  the  resort  is  had 
to  salamanders  and  coke  for  heating. 

ARTICLE  3. 

Action  of  Salt. 

The  action  of  salt  on  concrete  is  three-fold. 

First,  it  lowers  the  freezing  point  and  by  so  doing  gives 
the  concrete  a  better  opportunity  to  attain  its  initial  set  before 
freezing. 

Second,  it  tends  to  retard  the  setting  and  enables  us  to  heat 
the  materials,  the  cement,  water  and  aggregate  to  a  somewhat 
higher  degree  than  that  we  should  be  able  to  handle  them  were 
it  not  for  the  salt  in  the  mix. 

Third,  as  salt  has  an  affinity  for  water,  it  retains  in  the  con- 
crete the  necessary  moisture  required  for  perfect  crystallization. 

In  other  words,  it  prevents  the  concrete  from  drying  out 
before  it  has  had  time  to  set  when  it  thaws  after  freezing. 

Calcium  chloride  has  also  been  used  to  some  extent  to  prevent 
the  freezing  of  concrete  in  cold  weather,  but  owing  to  the  fact 
that  common  salt  is  so  much  less  expensive  and  readily  obtained 
it  is  almost  universally  used  by  those  accustomed  to  do  work 
in  the  winter  season. 

Concrete  in  setting  generates  considerable  heat  after  the 
action  of  setting  has  started.  In  cold  weather  it  requires 
artificial  heating  to  start  this  chemical  action.  An  experiment 
was  tried  on  one  piece  of  work  when  the  temperature  w^as  about 
25  below  zero.  A  piece  of  gas  pipe  was  inserted  into  a  column 
36''  square,  just  cast.  A  thermometer  was  dropped  down  the 
pipe  three  feet  and  the  upper  end  sealed  with  a  cork.  Upon 
removing  the  thermometer  eight  hours  afterwards  it  registered 
95  degrees  Fahr. 

In  placing  concrete  in  a  tunnel  a  considerable  increase  in 
the  temperature  is  noted  as  soon  as  a  considerable  mass  of  tb.e 
concrete  has  been  placed. 
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ARTICLE  4. 

Curing   Concrete    Where  Proper  Precautions  Have  Not  Been 

Taken. 

Hie  engineer  is  frequently  called  upon  to  pass  upon  con- 
crete which  has  been  placed  and  the  precautions  heretofore 
recommended  have  not  been  followed. 

The  writer  has  known  of  cases  where  the  concrete  was  placed 
in  December,  mixed  with  cold  water  frozen  as  fast  as  placed 
and  this  same  material  thawing  out  in  March  was  as  soft  as 
the  day  when  first  cast.  Ordering  that  the  concrete  be  kept 
thoroughly  wet  for  two  and  one-half  weeks  and  then  allowed  to 
dry  out  a  good  hard  concrete  was  secured  which  after  eight 
months'  time  stood  an  exceptionally  satisfactory  test. 

In  hardening  the  material  after  it  has  been  frozen  unless 
])romptly  thawed  out  it  sets  so  slowly  that  its  hardening  may  be 
condemned  as  altogether  too  slow  a  proposition  for  practical 
purposes  if  we  expect  to  clean  up  the  work  and  get  it  finished 
w  ithin  a  reasonable  time  and  for  this  reason  it  pays  the  con- 
tractor well  to  heat  the  materials  so  that  the  centers  may  be 
removed  promptly  and  the  work  finished  up  nearly,  if  not  quite 
rapidly  as  it  is  ordinarily  done  in  the  summer. 
The  use  of  salt  in  the  concrete  does  not  appear  to  impair  its 
length  in  the  least  nor  does  it  appear  to  have  an  injurious 
feet  on  the  metal,  provided  the  metal  is  well  covered  with  wet 
jncrete. 
The  use  of  brine  in  the  mixture  is  particularly  advantageous 
placing  mass  concrete  in  preventing  scaling  of  the  surface 
[•cm  frost  action  and  while  it  may  somewhat  retard  the  setting 
id  hardening  the  ultimate  result  appears  to  be  a  concrete  of 
jren  greater  strength  than  that  hardened  under  nominally  more 
ivorable  conditions  of  warm  weather. 

Too  great  care,  however,  cannot  be  exercised  in  handling 

rork  during   the   winter  season   since   frozen  or  partly   frozen 

Hicrete  may  stand  well  when  the  forms  are  first  removed  and 

soon  as  it  commences  to  thaw  the  work  will  commence  to  de- 

ict  out  of  shape  and  look  badly  if  it  does  not  entirely  collapse. 

The  writer  has  seen  many  mistakes  in  judgment  in  handling 

work  in  the  cold  season  of  the  year,  although  by  the  exercise 

of  care  and  good  judgment  there  is  no  reason  why  the  work 
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cannot  be  executed  in  a  thoroughly  first  class  and  satisfactory 
manner. 

In  working  during  the  winter  season  snow  and  ice  frequently 
get  on  the  forms.  This  can  be  readily  removed  by  the  use  of 
a  steam  hose,  melting  the  snow  and  ice  in  advance  of  placing 
the  concrete. 

ARTICLE  5. 

Precautions  in  Splicing  and  Mixing. 

In  concluding  the  remarks  on  handling  concrete  in  cold 
weather  it  may  not  be  amiss  to  call  attention  to  some  of  the 
mistakes  which  the  writer  has  seen  made.  We  have  called  at- 
tention pointedly  to  the  necessity  of  melting  snow  and  ice  on 
old  work  and  on  forms  before  casting  concrete  and  it  remains 
to  call  attention  to  the  necessity  of  special  care  in  the  splicing 
work. 

The  old  concrete  may  be  frozen  and  not  hardened.  It  will 
be  killed  or  disintegrated  by  heating  with  hot  water  as  some 
thoughtless  foremen  have  tried  to  do.  Splices  in  the  work 
should  be  made  w'ith  great  care  and  in  a  vertical  plane  both  for 
beams  and  slabs.  The  old  concrete  should  be  cleaned  of  snow 
and  ice  with  a  steam  hose,  but  no  hot  water  used,  then  the 
new  concrete  may  be  cast  against  it  and  the  moderate  temperature 
of  the  new  concrete  will  gradually  soften  the  old  work  if 
frozen  and  the  result  will  be  a  satisfactory  bond  between  the 
two.  The  writer,  however,  prefers  where  practicable  to  con- 
tinue casting  until  a  whole  floor  is  complete  unless  the  work 
is  of  too  great  magnitude. 

Inclined  splices  and  irregular  joints  are  very  decided  sources 
of  weakness  in  work  cast  in  cold  \veather,  in  fact,  they  can  hard- 
ly be  made  good  unless  by  digging  out  some  of  the  concrete 
and  thoroughly  grouting  the  joint  after  the  work  has  hardened. 

The  foreman  should  be  cautioned  in  mixing  against  kill- 
ing the  cement  with  boiling  hot  water.  Mixing  the  sand  and 
stone  first  with  boiling  water  w'ill  take  the  frost  out  of  the  stone 
and  sand  and  warm  it  up  and  reduce  the  temperature  of  the 
water  down  to  120  or  130  degrees  which  will  not  injure  the 
cement.  If  there  is  ample  salt  this  temperature  may  be  even 
ten  or  fifteen  degrees  higher  for  a  few  minutes  and  not  material- 
ly damage  the  mix. 
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ARTICLE  6. 

('aufion  Regarding  Removal  of  Forms,  Heating  Materials,  Etc. 
A  word  of  caution  to  the  superintendent  may  not  be  amiss 
nder  this  heading.  The  rapidity  of  the  setting  of  concrete 
nd  hence  the  time  at  which  it  is  safe  to  remove  the  forms 
varies  materially,  dependent  on  the  humidity  of  the  atmosphere. 
In  damp,  rainy,  wet,  chilly  weather,  concrete  is  liable  to  set 
very  slowly  indeed.  In  dry  weather  and  particularly  in  high 
ahiindcs  the  concrete  sets  much  more  rapidly.  In  Minnesota,  for 
example,  \\ith  the  usual  conditions  concrete  may  be  counted  upon 
to  set  more  rapidly  at  temperatures  ten  or  fifteen  degrees  lower 
than  in  situations  close  to  the  Great  Lakes  or  in  the  South 
where  there  is  a  large  difference  in  humidity.  These  condi- 
tions the  experienced  superintendent  soon  becomes  familiar  with 
for  a  given  locality,  but  if  he  moves  about  it  is  well  to  bear 
these  general  facts  in  mind  as  he  will  find  a  marked  difference 
in  different  sections  even  with  the  same  cement. 

As  t(^  the  time  of  removal  of  the  forms  the  superintendent 

r  foreman  should  bear  in  mind  clearly  the  fact  that  it  is  not 

he  number  of  days  time  that  the  concrete  has  been  in  place  or 

as  stood  upon  the  form  lumber  that  determines  whether  it  is 

fe  to  remove  the  forms,  but  the  degree  of  hardness  that  has 

een  attained  during  that  period;  that  concrete  may  remain  on 

he  forms   for   four  months  in  a  northern  climate,    freeze  and 

aw  out  in  the  spring  and  be  as  soft  as  the  day  on  which  it 

as  ])]acc(l   if  the  foreman  has  exercised  lack  of  judgment  in 

sing  cuU\  water  to  mix  the  concrete  and  then  allowed  the  mate- 

ial  to  freeze  after  it  has  been  placed. 

Frequently  as  far  south  as  Southern  Kansas,  damp,  chilly 
eather  so  retards  the  setting  of  the  cement  not  mixed  with 
arm  water  that  after  the  forms  have  remained  in  place  a  month 
e  construction  will  not  hold  its  shape,  but  will  sag  materially, 
ue  to  its  half-hardened  condition.  This  will  never  occur  where 
he  simple.  inexi)ensive  caution  has  been  used  of  warming  up 
K-  watci-  ai  all  time--  where  the  temperaturf  i^  below  _;(>  (jc^rees 
ahr. 

It  slKuild  be  bcjrne  in  mind  by  the  foreman  and  superintend- 
nt  that  the  slightest  sag  in  the  construction,  while  it  may  not 
ffect  the  strength  in  the  least,  causes  the  average  owner  to  be 
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suspicious  of  the  integrity  of  the  whole  work,  and  as  the  con- 
structor depends  upon  satisfied  customers  in  a  large  measure  for 
future  business,  and  for  the  prompt  payment  of  the  contract 
price  for  the  work  these  points  should  receive  careful  attention. 

The  danger  of  accident  with  half-hardened  concrete  is  com- 
paratively remote  with  multiple  way  systems.  As  this  type  of 
construction  will  almost  invariably  give  the  workman  ample  time 
to  note  its  yielding  and  prop  it  up  before  excessive  deflection 
has  occurred.  Unfortunately,  this  is  not  the  case  with  one-way 
reinforcement.  When  it  once  starts  yielding  as  a  rule  the  whole 
construction  goes  by  the  run,  and  hence  from  the  standpoint  of 
safety  to  the  workmen  with  this  type  of  construction  the  super- 
intendent should  exercise  extreme  care. 


CHAPTER  XI. 
Bending  Steel. 

ARTICLE   I. 

Cold  Bending  ivith  Mild  Steel. 

In  bending  rods  for  beams,  columns  or  slabs,  the  method 
used  depends  somewhat  on  the  character  of  the  steel.  With 
the  kind  of  metal  reinforcement  recommended,  namely,  medium 
-teel,  nearly  all  of  the  work  of  bending  is  done  cold  and  at 
a  comparatively  insignificant  cost.  For  instance,  bending  the 
column  rods  for  the  mushroom  system  on  one  of  the  large 
])ieces  of  work  costs  about  fifty  cents  per  ton.  In  this  case 
bending  machine  was  arranged,  using  gears  similar  to  those  of 
the  orch'nary  cral)  hoist,  bending  the  bar  by  means  of  a  crank 
])in  on  the  driven  shaft.  Bars  are  not  damaged  to  any  con- 
siderable extent  provided  that  the  radius  of  the  bend  is  not  too 
>harp  and  that  the  moving  part  bending  the  bar  does  not  jam 
_the  metal  so  that  the  flow  is  confined  to  a  short  section. 

1"his  is  one  of  the  difficulties  with  quite  a  number  of  the  lever 

Miding  machines  which  the  writer  has  investigated.      He  found 

le  used  in  a  piece  of  work  by  a  contractor  on  one  of  his  build- 

■[•s  which  had  actually  cracked  the  bar  at  the  bend.     Knowing 

je  metal  to  be  good,  tough  medium  steel,  he  immediately  in- 

tstigated  the  bending  machine  finding  that  a  die  with  a  sharp 

>rner  had  been  used  around  which  to  bend  the  bar.     One  or 

iTO  of  these  bars  the  writer  found  had  been  broken  in  handling 

fter  bending.     Fortunately  none  of  them  were  in   a   position 

rhere  direct   tensile   stress  came  upon   the  metal   and   this  (he 

was  immediately  ordered  to  be  cut  over  ro  a  reasonable  radius 

of  w\t  less  than  i  j/  diameters  of  the  bars. 

Aki  u'Li':  2. 

Bending  Machines. 

Bending  light  rods,  such  as  y^"  and   lA^'  and  the  like,  may 
be   readil\-  done  bv   the   use  nf  tonos   or  a   short    niin-c   of  i)ii)c' 
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slipped  over  the  end  of  the  rod.     Such  tongs  are  illustrated  in 
the  accompanying  figure. 

In  general,  a  good  detail  for  a  lever  bender  is  to  arrange 
a  small  roller  on  the  moving  part  of  the  bending  lever  so  that 
the  pressure  is  brought  against  the  bar  by  a  roll  and  that  there 


1-"^^       y 

/feocy  Seam  3/-ee/. 


L  /p/?/-  j/ob  j/ife/ 


may  then  be  no  tendency  to  localize  the  stretch  of  the  metal 
at  one  place  by  friction,  thereby  seriously  injuring  the  bar. 

For  ring  rods  and  the  like,  such  as  are  used  in  the  mush- 
room system,  an  ordinary  set  of  blacksmith's  tire  rolls  is  the 
most  convenient  equipment  for  this  class  of  bending. 

For  spiral  the  same  set  of  rolls  is  frequently  used. 

The  accompanying  three  figures  show  one  of  the  most  con- 
venient bending  machines  the  writer  has  seen,  invented  by  Theo- 
dore Kordong,  of  Minneapolis,  Minn. 

Fig.  A  shows  the  bending  of  a  mushroom  column  rod,  the 


Fig.  A. 
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Stop  on  the  circular  segment  fixing  the  angle  of  bend. 

Fig.  B  shows  the  same  machine  bending  a  hook  on  the  end 
^jf  a  rod.  while  Fig.  C  shows  a  beam  rod  being  bent,  having 
jveral  bends. 


Fig.  B. 

ARTICLE  3. 

Hot  Bending  and  Precautions  zvith  High   Carbon  Steel. 
In  bending  bars  hot,  which  is  frequently  done  where  they 
are  over  V  in  diameter,  there  is  frequently  carelessness  in  over- 
sating  the  steel.     Warming  up  to  a  low  cherry  red  is  the  highest 
;at  which  should  be  permitted  b}-  the   foreman  in  charge  of 
ich  work. 

High   carbon   steel   is  more   readily   injured   by   overheating" 


Fig.  C 
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than  mild  steel.  It  is  too  hard  to  he  worked  cold  and  can  only 
])c  l)ent  to  the  desired  form  by  heating.  In  heating  it  is  much 
more  liable  to  be  severely  damaged  than  mild  steel  and  hence 
extra  care  should  be  taken  when  using  this  grade  of  metal,  to 
see  that  it  is  not  burned  by  the  smith. 

In  bending  cold  twisted  bars,  where  specified  by  the  archi- 
tect, they  should  be  invariably  heated,  otherwise  in  endeavoring 
to  bend  them  cold  the  damage  done  the  bar  by  the  cold  twisting 
will  manifest  itself  in  brittleness  of  the  bar  and  the  tendency  to 
crack  or  break  at  the  point  where  the  bend  is  being  made. 


CHAPTER  XII. 

ARTICLE   I. 

Protection  of  Steel  and  Iron  from  Corrosion  by  Portland  Cement. 

Deterioration  of  steel  by  corrosion  or  rusting  is  one  of  the 
difficult  problems  in  nearly  all  structures  intended  to  be  perma- 
nent. 

Paint  of  linseed  oil  combined  with  some  pigment  is  used  for 
the  protection  of  structural  steel  and  its  efficiency  depends  on 
the  complete  removal  of  rust  before  painting.  Further,  this  coat 
of  paint  must  be  renewed  at  frequent  intervals. 

Fortunately  in  concrete  steel  construction  we  have  in  the 
cement  the  most  perfect  protective  coating  known  for  iron  and 
steel.  Bars  somewhat  rusty  if  placed  in  wet  concrete  and  removed 
after  one  week  will  be  found  perfectly  clean,  the  rust  having  been 
chemically  destroyed  by  the  cement. 

The  bond  between  cement  and  steel  is  formed  better  between 
irs  somewhat  rusty  when  placed  in  the  concrete  than  between 
)ars  new  from  the  mill.  The  reason  seems  to  be  that  a  small 
imount  of  rusting  removes  the  black  mill  scale  and  allows  the 
tement  to  come  in  contact  with  the  solid  bar.  Paint,  oil  or  grease 
fcend  to  weaken  the  bond  between  the  two  materials. 

Bars,  removed  from  cement  after  over  twenty  years'  exposure 
)f  the  specimens  to  the  elements,  have  been  found  bright  and  as 
food  as  when  first  placed  in  the  work. 

This  protection  howev^er  is  dependent  entirely  on  the  thorough 
:overing  of  the  steel  by  the  wet  concrete  and  hence  the  im- 
)ortance  of  using  a  plastic  mixture — one  that  will  flow  slowly 
ind  thoroughly  surround  the  steel,  requiring  only  jniddiing  rather 
than  tamjjing  to  secne  substantial  work. 

It  may  be  noted  incidentally  also  that  exactly  the  same  kind 
^f  mixture  is  essential  if  we  are  to  secure  smooth,  neat  looking 
iTork.  That  is,  work  without  ragged  patches  showing  rough 
tone  with  the  voids  not  filled  with  mortar. 

S.  B.  Newberry  states  the  chemical  theory  of  ])r.  itcction  of 
Iron  embedded  in  concrete  as  follows: 

"The  rusting  of  iron  consists  of  oxidation  of  tlic  metal  to 
fehe   condition    of   hvdrated    oxide.     It   does    not   take   place   at 
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ordinary  temperatures,  in  dry  air  or  in  moist  air  free  from  car-   I 
bonic  oxide.     The  combined  action  of  moisture  and  carbonic  acid   ^ 
is  necessary.     Ferrous  carbonate  is  first  formed;  this  is  at  once 
oxidized  to  ferric  oxide  and  the  Hberated  carbon  dioxide  act- 
on a  fresh  portion  of  metal.     Once  started  the  corrosion  proceeds 
rapidly,  perhaps  on  account  of  the  galvanic  action  between  the    , 
oxide  and  the  metal.     Water  holding  carbonic  acid  in  solution   | 
soon,  if  free  from  oxygen,  acts  as  an  acid  and  rapidly  attacks    ; 
iron.     In  lime  water  or  soda  solution  the  metal  remains  bright.    ; 
The  action  of  cement  in  preventing  rust  is  now  apparent.     Port-    ■ 
land  cement  contains  about  sixty-three  per  cent  lime.     By  the    » 
action  of  water  it  is  converted  into  a  crystalline  mass  of  hydrated    * 
calcium  silicate  and  calcium  hydrate.    In  the  hardening  it  rapidly    | 
absorbs  carbonic  acid  and  becomes  coated  on  the  surface  w-ith  a    1 
film  of  carbonate,  cement  mortar  thus  acting  as  an  efficient  pro-    *; 
tector  of  iron  and  captures  and  imprisons  every  carbonic  acid    | 
molecule  that  threatens  to  attack  the  metal.     The  action  is,  there- 
fore, not  due  to  the  exclusion  of  the  air,  and  even  though  the 
concrete  be  porous,  and  not  in  contact  with  the  metal  at  all  points, 
it  will  still  filter  out  and  neutralize  the  acid  and  prevent  its  cor- 
rosive effect." 

ARTICLE  2. 

Protection  and  Provision  for  Plumbing. 

In  plumbing  fixtures  a  considerable  amount  of  lead  piping  is 
used.  This  should  be  either  entirely  eliminated  where  it  comes 
in  contact  with  concrete  or  well  protected  by  a  heavy  coating  of 
tar  or  asphalt  paint  as  the  author  has  seen  pieces  of  lead  piping 
removed  from  concrete  wdiich  has  been  transformed  almost  com- 
pletely to  red  oxide. 

Cast  iron,  wrought  iron  or  steel  and  brass  fittings  are  not 
injuriously  affected. 

In  general,  provision  should  be  made  for  all  large  fixture 
pipes  as  digging  large  holes  in  the  concrete  should  not  be  en- 
couraged since  frequently  these  come  at  points  which  may  serious- 
ly weaken  the  construction. 

For  example,  the  writer  has  known  of  cases  where  the  plumber 
thoughtlessly  dug  a  hole  right  through  the  center  of  a  beam  leav- 
ing an  insignificant  amount  of  concrete  each  side  of  the  hole 
to  take  care  of  the  shear  and  cutting  one  of  the  main  beam  rods, 
in  so  doing  thus  forcing  the  slab  to  carry  the  load  to  a  great 
extent. 
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ARTICLE  3. 
Placing  Electric  Conduits,  Gas  Pipes,  Etc. 

The  most  convenient  position  in  reinforced  concrete  work 
for  gas  pipes,   conduits  and  the   like,   is  to  bury   them  in  the 

liddle  of  the  slab  with  outlets  at  desired  points.  So  buried, 
Sonduits  if  of  moderate  size,  in  no  wise  weaken  the  construc- 

lon.     They   should  not,   howe\'er,   be  placed  beneath  the   rein- 

)rcement.     This  is  a  mistake  that  is  too  often  made. 

A  conduit,  say  %''  pipe,  is  placed  right  along  on  top  of 
he  centering-  with  perhaps  ^''  of  concrete  under  it  in  the 
inislied  work.  Reinforcing  bars  rest  on  top  of  the  conduit 
^ipe  and  probably  dip  downward  in  the  slab  on  each  side  of 

le  conduit  to  a  greater  or  less  extent.  Then,  as  soon  as  the 
centering  is  struck  and  the  strain  comes  upon  the  rods  there 
is  a  tendency  to  straighten  out  under  pull,  to  cause  the  slab 
to  deflect  or  sag  and  open  up  large  unsightly  cracks  near  the 
bottom  of  the  conduit  pipe.  The  reduction  in  strength  due  to 
this  jiosition  of  the  pipe  may  be  as  much  as  ten  or  twelve  per 
ccni  "{  the  strength  of  the  slab.  In  the  ceiling  the  crack,  from 
the  standpoint  of  appearance  is  unsightly  and  leads  to  somewhat 
|iin\\arranted  suspicion  of  extreme  weakness. 

The  standard  outlet  boxes  as  usually  furnished  by  electric 
Supply  companies  are  unfortunately  much  too  shallow.  They 
should  be  deep  enough  so  that  the  pipe  connections  can  be  read- 
ily   made   without    interference    with    the    reinforcement.      The 

Titer  has  frequently  had  wood  plugs  turned  up  and  put  in  these 
joxes  in  order  to  keep  them  u])  at  ihe  pro])er  elevation  and  give 
|in  opportunity  to  place  the  conduits  without  bending  and  kink- 
[ng  them  as  they  enter  the  box. 

Provision  for  openings  in  floors  for  steam  pipes,  .soil  i)ipes, 

jaders  and  the  like,  may  most  economically  be  made  by  placing 
thimbles  of  sheet  metal   (filled  with  sand)  on  the  forms  in  the 

iesired  location  thus  saving  the  expense  of  cutting  later. 

When  holes  have  to  be  cut  through  the  slabs  the  catting 
should  commence  from  the  bottom.     If  the  hole  is  cut  through 

from  the  top  as  -m,  ,11  a^  tlie  (h-ill  or  chisel  strikes  the  l)ars  a 
large  unsightly  ciiunk  will  l)e  broken  out  of  the  under  side  of 
tlie    slab.     As   it    is   quite   difiicult   to   patch   these   places   with 

)laster  the  architect  should  not  allow  the  work  to  be  done 
In  this  manner. 
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ARTICLE  4. 
Plastering  on  Reinforced  Concrete  Work. 

This  is  a  feature  of  concrete  building  construction  which 
is  of  considerable  interest  to  the  architect.  It  is  decidedly  annoy- 
ing for  a  client  to  come  to  the  architect  and  state  to  him  that  a 
large  section  of  the  plaster  has  dr(3pped  off  from  certain  section^ 
of  his  building.  This  happens  far  more  frequently  than  the  ad- 
vocate of  reinforced  concrete  likes  to  admit,  although  when  the 
causes  of  the  failure  of  plaster  to  adhere  to  the  work  are  full>- 
investigated  and  the  work  then  properly  executed  there  is  little 
trouble  from  this  cause. 

In  general,  the  average  plasterer  is  in  the  habit  of  plaster- 
ing on  wire  lath,  wood  lath  or  the  like.  With  such  a  base  upon 
which  to  work  there  is  ample  opportunity  for  a  lean  mortar  to 
clinch  in  a  firm  and  satisfactory  manner.  When  plastering  on 
concrete,  however,  plaster  is  held  in  position  by  adhesion  only  to 
the  concrete.  There  is  little  or  no  chance  for  efflcient  clinch  or 
mechanical  bond  as  is  the  case  wdien  plastering  on  lath  or  wire 
cloth.  The  materials,  the  concrete  and  the  plaster,  do  not  have 
exactly  the  same  coelTficient  of  expansion  and  they  are  held  to- 
gether by  adhesion  between  the  two,  and  evidently  this  will  be 
greater  the  richer  the  plaster  mortar.  It  will  be  greater  as  the 
surface  of  the  forms  used  for  centering  are  rough  sawed  lumber 
rather  than  surfaced  lumber.  The  tendency  to  drop  off  will  be 
less  the  thinner  the  plaster  coat  and  the  less  damage  can  result 
from  the  fall  of  any  given  section  of  plaster;  hence,  a  thin  coat 
of  plaster  is  to  be  preferred  to  a  thick  scratch  coat  and  finish 
coat  thereon. 

Lime  mortar  well  gauged  with  Portland  cement  just  before 
use  will  adhere  better  to  reinforced  concrete  than  the  Gypsum 
or  patent  plasters.  Any  plaster  will  adhere  to  concrete  best  when 
the  concrete  is  thoroughly  set  and  dry.  Trouble  almost  invariably 
results  from  the  attempt  to  plaster  on  concrete  before  it  has  had 
a  chance  to  thoroughly  dry  out  and  set  hard  as  it  seems  that  the 
moisture  from  the  concrete  prevents  the  plaster  from  drying  and 
setting  properly. 

Washing  the  surface  of  the  concrete  before  plastering  with  a 
solution  of  one  part  vinegar  to  three  parts  clean  water  greatly  im- 
proves the  bond  between  the  two  materials,  as  it  removes  the 
inert  matter  from  the  surface  of  the  concrete. 

Some  plasterers  prefer  to  coat  the  concrete  work  with  R.  I.  W. 
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or  Other  tar  paint  in  advance  of  applying  the  plaster  to  secure 
a  more  satisfactory  bond. 

The  writer  has  seen  considerable  trouble  with  plaster  upon 
reinforced  concrete,  though  in  all  cases,  on  investigation,  he 
has  found  either  the  plaster  was  applied  upon  partiallv  cured 
concrete  or  improperly  put  on. 

Sometimes  the  plasterer  will  endeavor  to  put  on  a  thick  coat, 
get  air  bubbles  between  the  new  plaster  and  the  concrete  and  these 
expanding  and  contracting  with  each  change  of  temperature  will 
gradually  loosen  up  quite  a  large  area  of  the  plaster  coat  and 
after  six  or  eight  weeks  it  will  drop  off  in  large  chunks. 

The  remedy  for  this  difficulty  as  the  writer  views  it  is  as 
follows : 

First,  proper  attention  to  see  that  a  rich  mortar  is  used. 

Second,  to  see  that  the  concrete  work  is  thoroughly  dried 
l)efore  attempting  to  plaster  it. 

Third,  to  make  the  finish  as  thin  as  possible.  A  skin  coat 
j-i6  or  1-32  thick  being  ample  to  make  a  good  finish. 

Fourth,  to  thoroughly  wash  the  under  side  of  the  surface 
of  the  slab  with  the  vinegar  solution  recommended. 

Fifth,  to  see  that  in  centering  the  floor  that  the  rough  side 
of  the  lumber  is  used  next  to  the  concrete,  giving  a  rough 
surface  rather  than  a  smooth  surface  for  the  plaster  to  stick 
to. 

Sixth,  to  avoid  the  use  of  soap,  grease  or  benzine  to  prevent 
the  concrete  from  adhering  to  the  centering. 

Nearly  all  of  the  patent  gypsum  plasters  will,  when  ap- 
plied wet  to  steel  or  iron,  badly  corrode  the  metal.  Fortunate- 
ly this  corrosion  seems  to  continue  only  until  the  plaster  sets 
but  it  is  sufficient  to  stain  badly  the  plaster  in  the  vicinity  of 
the  metal.  It  may  be  prevented  in  the  manner  recommended 
for  the  protection  of  lead  in  concrete. 


CHAPTER  XIII. 

ARTICLE   I. 

Fireproof  Properties  of  Concrete  mid  the  Protection   of  Steel 

from  Heat. 

The  value  of  concrete  as  a  fireproof  material  has  heen  pretty 
well  demonstrated  in  a  large. numher  of  severe  conflagrations 
and  also  in  many  fire  tests  by  the  building  departments  of  vari- 
ous cities.  In  fact,  it  may  be  stated  that  concrete  ranks  as  the 
•best  fireproof  building  material  and  it  is  this  quality  together 
with  its  low  cost  which  is  responsible  for  the  enormous  increase 
in  its  use. 

Intense  heat  injures  the  surface  of  the  concrete,  but  it  is  so 
good  a  non-con(kictor  that  if  sufficiently  thick  it  provides  ample 
protection  for  the  steel  reinforcement  and  the  interior  of  the 
mass  is  unaffected  even  in  unusually  severe  fires. 

For  efficient  fire  protection  in  slaljs  under  ordinary  condi- 
tions with  one-way  reinforcement  the  lower  surface  of  the  steel 
rods  should  be  }i''  above  the  bottom  of  the  slal).  With  two- 
way  reinforcement  this  may  be  reduced  to  >4"  as  should  one 
layer  of  rods  be  overheated  the  upper  layer  is  still  amply  pro- 
tected. 

Structural  beams,  girders  and  columns  should  have  at  least 
2^''  of  good  concrete  for  efficient  protection.  Beams  having 
large  rods  the  thickness  of  the  concrete  coating  outside  of  the 
rods  should  never  be  less  than  i>^"  nor  less  than  the  diameter 
of  the  largest  rod  used  in  the  beam.  In  columns  the  outside 
area  should  be  considered  as  fire  protection  and  no  dependence 
placed  upon  it  in  figuring  the  strength  of  the  section,  in  carry- 
ing the  working  load. 

These  limitations  are  sufficient  for  ordinary  purposes. 
Where,  for  example,  a  factory  building  is  to  be  put  up  where 
there  will  be  scarcely  any  inflammable  materials  to  be  stored, 
it  is  a  waste  of  money  to  provide  a  thick  massive  concrete 
simply  to  resist  fire.  On  the  other  hand,  where  the  building 
is  to  be  used  for  storage  of  material  capable  of  creating  not 
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only  a  hot  fire  but  an  intense  heat  of  long  duration,  special  pro- 
_^vision  may  be  made  by  using  an  excessive  thickness  of  con- 
:rete  for  fire  protection  though  in  such  a  situation  a  sprinkler 
System  should  be  preferably  employed. 

One  of  the  most  severe  practical  tests  occurred  in  a  fire  at 
the  Pacific  Coast  Borax  Refinery  at  Bayonne,  N.  J.  This  build- 
ing was  a  four-story  factory,  built  entirely  of  reinforced  concrete 
jxcept  the  roof.  The  contents  of  the  building,  the  roof  and 
iterior  wood  trim  were  destroyed,  but  the  w^alls  and  floor  re- 
mained intact  except  where  an  eighteen-ton  tank  fell  through 
the  roof  and  cracked  some  of  the  floor  beams.  The  heat  was 
so  intense  that  brass  and  iron  castings  were  melted  to  junk.  A 
small  annex  built  of  structural  steel  frame  was  completely 
wrecked  and  the  metal  bent  and  twisted  into  a  tangled  mass. 

In  general,  the  fire  resistance  of  Portland  cement  concrete 
is  governed  or  afl^ected  by  the  character  of  the  aggregate  and 
the  amount  of  cement  in  the  mortar.  In  other  words,  we  may 
state  the  general  rule  that  the  richer  the  mortar  or  the  greater 
the  amount  of  cement  used  the  greater  the  fire  resisting  prop- 
erties of  the  concrete.  Second,  as  regards  the  aggregate,  the 
smaller  the  stone  the  better  the  fire  resisting  qualities. 

Trap  rock  will  make  a  concrete  presenting  greater  resistance 
to  extreme  heat  than  lime  stone  or  granite. 

The  writer  has  been  advised  by  parties  interested  in  a  smelter 
in  the  (jlobe  district  that  their  superintendent  succeeded  in  sub- 
stituting for  fire  brick  a  mortar  of  one  part  Portland  cement 
to  one  and  one-half  pure  silica  sand  in  furnace  flue  lining  and 
found  that  it  gave  better  satisfaction  than  the  fire  brick. 

Rich  mortar  makes  a  stronger  concrete  better  able  to  resist 
severe  temperature  stresses  while  the  high  proportion  of  cement 
when  dehydrated  on  the  exposed  surface  makes  a  very  perfect 
non-conductor.  The  damaged  portion  acts  as  a  coating  of  non- 
conducting material,  preventing  the  uninjured  parts  from  further 
or  rapidly  progressive  injury. 

ARTICLE  2. 
The  Theory  of  Fire  Protection. 

The  theory  of  fire  protection  is  given  In-  Mr.  Xewhcrry  as 
follows : 

"Two  principal  sources  from  wliich  ccnK-iit  concrete  drrivcs 
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its  capacity  to  resist  fire  and  ])revent  transference  of  the  lieat 
to  the  steel  are  its  combined  water  and  porosity,  i'oriland 
cement  takes  u\)  in  hardenin^^'  a  variable  amonnt  of  water,  de- 
pending on  surrounding  conditions.  In  a  dense  briquette  of 
neat  cement  the  combined  water  may  reach  twelve  ])er  cent. 
A  mixture  of  cement  with  three  i)arts  sand  will  take  u])  water 
to  the  amount  of  about  eighteen  per  cent  of  the  cement  con- 
tained. This  water  is  chemically  combined,  and  n(jt  given  off 
at  the  boiling  point.  On  heating,  a  part  of  the  water  goes  off 
at  about  five  hundred  degrees  Fhr.,  but  the  dehydration  is  not 
complete  until  nine  hundred  degrees  Fhr.,  is  reached.  This 
vaporization  of  water  absorbs  heat  and  keeps  the  mass  for  a  long 
time  at  a  comparatively  low  temperature.  .V  steel  beam  or 
column  embedded  in  concrete  is  thus  cooled  by  the  volatiliza- 
tion of  w^ater  in  the  surrounding  cement.  The  principle  is  the 
same  as  in  the  use  of  crystallized  alum  in  the  casings  of  fire- 
proof safes;  natural  hydraulic  cement  is  largely  used  in  safes 
for  the  same  purpose. 

The  porosity  of  concrete  also  offers  great  resistance  to  the 
passage  of  heat.  Air  is  a  poor  conductor,  and  it  is  well  known 
that  an  air  space  is  a  most  efficient  protection  against  conduc- 
tion. Porous  substances,  such  as  asbestos,  mineral  wool,  etc., 
are  always  used  as  heat  insulating  material.  For  the  same 
reason  cinder  concrete,  being  highly  porous,  is  a  much  better 
non-conductor  than  a  dense  concrete  made  of  sand  and  gravel 
or  stone,  and  has  the  added  advantage  of  lightness.  In  a  fire 
the  outside  of  the  concrete  may  reach  a  high  temperature  but 
the  heat  only  slowly  and  imperfectly  penetrates  the  mass.  and. 
reaches  the  steel  so  gradually  that  it  is  carried  off'  by  the  metal 
as  fast  as  it  is  supplied." 

In  regard  to  cinder  concrete  the  writer  would  add  that, 
first,  it  IS  not  a  desirable  material  to  use  from  the  standpoint 
of  strength.  Second,  that  as  usually  employed,  insufficient 
cement  is  used  to  make  a  good  fire  resisting  material.  Thus 
Prof.  Norton  compares  the  action  of  stone  and  cinder  concrete 
in  the  Baltimore  fire  as  follows. 

"Little  difference  in  the  action  of  the  fire  on  stone  and 
cinder  concrete  could  be  noted  and  as  I  have  earlier  pointed  out 
the  burning  of  bits  of  coal  in  poor  cinder  concrete  is  evenly 
balanced  by  the  splitting  of  stone  in  the  stone  concrete.  I  have 
never  been  able  to  see  that  in  the   long  run   either  stood  fire 


FIREPROOF    PROPERTIES    OF    CONCRETE. 


179 


better  or  worse  than  the  other.     However,  owing  to  its  density, 
the  stone  concrete  takes  longer  to  heat  through." 

Perhaps  if  the  relative  proportion  of  cement  were  the  same 
each,  the  cinder  concrete,  if  the  cinders  are  real  clinker,  would 
^rove  the  better  fire  resisting  material  as  Mr.  Newberry  assumes. 
I'his  point  cannot  be  too  well  emphasized. 

A  concrete  must  be  rich  in  cement  to  make  a  first  class  fire- 
roof  material  and  for  this  reason  alone  a  leaner  mixture  than 
-2-4  should  not  be  allowed  in  an  important  building. 

Thus  far  our  attention  has  been  primarily  directed  to  the 
reproof  qualities  of  concrete  as  such.  In  considering  the  fire 
^sisting  properties  of  the  composite  material  known  as  concrete 


Fig.  65.     Showing  effect  of  fire  on  tile  construction. 


Steel  or  reinforced  concrete  we  must  consider  the  effect  of  the 
lunequal  heating  of  different  parts  of  the  construction.  We  have 
previously  noted  that  the  coefticient  of  expansion  of  steel  and 
concrete  are  practically  identical.  Their  coefficients  of  heat 
capacity  and  conductivity,  however,  differ  widely  and  Imi  this 
reason  the  distribution  of  the  metal  in  the  form  of  small  bars 
rather  than  in  large  units  will  give  a  more  satisfactory  result 
from  the  fireproof  standpoint. 
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The  difficulty  with  the  combination  of  tile  and  structural 
steel  or  terra  cotta  as  a  fire  resisting  material  lies  largely  in 
the  fact  that  the  coefficient  of  expansion  of  the  two  materials 
is  radically  different. 

This  is  well  illustrated  in  figure  65,  showing  the  effect  of 
heat,  breaking  and  cracking  tile  between  steel  beams  after  ex- 
posure to  a  severe  fire. 

ARTICLE  3. 

Concrete  vs.   Terra  Cotta. 

Prof.  Norton  in  his  report  on  the  Baltimore  fire  to  the  In- 
surance Engineering  Experiment  Station,  states  :* 

"Where  concrete  floor  arches  and  concrete  steel  construction 
received  the  full  force  of  the  fire  it  appears  to  have  stood  well, 
distinctly  better  than  the  terra  cotta.  The  reasons  I  believe  are 
these:  First,  because  the  concrete  and  steel  expand  at  sensibly 
the  same  rate,  and  hence  when  heated  do  not  subject  one  an- 
other to  stress,  but  terra  cotta  usually  expands  about  twice  as 
fast  with  increase  in  temperature  as  steel,  and  hence  the  parti- 
tions and  floor  arches  soon  become  too  large  to  be  contained  by 
the  steel  members  which  under  ordinary  temperature  properly 
enclose  them.  Under  this  condition  the  partition  must  buckle 
and  the  segmental  arches  must  lift  and  break  the  bonds,  crush- 
ing at  the  same  time  the  lower  surface  member  of  the  tiles. 

"When  brick  or  terra  cotta  are  heated  no  chemical  action  oc- 
curs, but  when  concrete  is  carried  up  to  about  i.ooo  degrees  Fahr.. 
its  surface  becomes  decomposed,  dehydration  occurs,  and  water 
is  driven  off.  This  process  takes  a  relatively  great  amount  of 
heat.  It  would  take  about  as  much  heat  to  drive  the  water  out 
of  this  outer  quarter  inch  of  the  concrete  partition  as  it  would 
to  raise  that  quarter  inch  to  1,000  degrees  Fahr.  Now,  a  second 
action  begins.  After  dehydration  the  concrete  is  much  improved 
as  a  non-conductor  and  yet  through  this  layer  of  non-conducting 
material  must  pass  all  the  heat  to  dehydrate  and  raise  the  tem- 
perature of  the  layers  below,  a  process  which  cannot  proceed 
with  great  speed." 

In  the  composite  material  of  concrete  and  steel  in  the  form 
of  a  continuous  concrete  monolith  there  are  severe  temperature 
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Stresses  set  up  by  the  unequal  heating  of  different  parts  of  a  floor 
during  a  fire  and  the  manner  in  which  the  material  will  with- 
stand these  stresses  will  depend  in  a  large  measure  on  how 
thoroughly  the  steel  is  disseminated  through  the  concrete  enal)ling 
|it  to  take  up  the  tensile  stresses  induced  by  this  unequal  expan- 
sion in  the  various  parts  caused  by  the  unequal  heating,  hence 
that  type  of  construction  which  is  reinforced  practically  in  all 
lirections  is  best  calculated  to  withstand  the  severe  stresses  so 
)riginated.  Further,  as  the  concrete  is  injured  or  disintegrated 
)n  its  surface  the  smaller  the  surface  exposed  the  less  will  be 
the  damage,  and  the  fewer  irregularities  in  the  form  of  the  con- 
struction, the  less  it  will  be  injured. 

Looking  at  the  question  from  this  standpoint  then,  type  four 
(see  page  19).  or  the  flat  slab  type  of  construction  would  rank 
first  from  the  fireproof  point  and  type  three  second.  In  other 
words,  the  natural  concrete  types  which  are  in  no  wise  imita- 
tions of  older  types  of  construction  are  far  better  adapted  to 
resist  the  severe  conditions  of  a  conflagration  than  those  types 
which  are  merely  an  imitation  of  older  forms  of  construction. 
In  reporting  to  the  Chief  of  Engineers,  U.  S.  A.,  regard- 
ling  one  of  the  reinforced  concrete  buildings  which  passed 
through  the  Baltimore  fire.  Capt.  Sewell  writes:* 

"It  was  surrounded  by  non-fireproof  buildings,  and  was  sub- 
jected to  an  extremely  severe  test,  probably  involving  as  high 
Itemperature  as  any  that  existed  anywhere.  The  concrete  was 
Ijnade  with  broken  granite  as  an  aggregate.  The  arches  of  the 
{roof  and  the  ceiling  of  the  upper  story  were  cracked  along  the 
■crown,  but  in  my  judgment  very  slight  repairs  would  lia\e  re- 
fstored  any  strength  lost  here.  Cutting  out  a  small  section — 
[say  an  inch  wide— and  caulking  it  full  of  good  strong  cement 
fmortar  would  have  sufiiced.  The  exposed  corners  of  columns 
[and  girders  were  cracked  and  spalled,  showing  a  tendency  to 
Ground  off  to  a  curve  of  about  three  inches  radius.  In  the  upper 
istories.  where  the  heat  was  intense,  the  concrete  was  calcined 
[to  a  depth  of  from  J4  to  •>4  inch,  but  it  showed  w  tendency 
[to  s])all.  cxcei)t  at  exposed  corners.  On  wide.  Hat  suii.uhs.  tiic 
[calcined  material  was  not  more  than  j/4  inch  thirk.  .ind  shewed 
[no  disposition  to  come  off.  In  the  lower  storie-.  the  ciicretc 
[■was  absolutely  unimpaired,  though  the  contents  of  tlie  building 
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were  all  burned  out.  In  my  judgment,  the  entire  concrete  struc- 
ture could  have  been  repaired  for  not  over  twenty  to  twenty- 
five  per  cent  of  its  original  cost.  On  Marrli  loih  I  witnessed 
a  loading  test  of  this  structure.  One  bay  oi  the  second  floor, 
with  a  beam  in  the  center,  was  loaded  with  nearly  three  hundred 
pounds  per  square  foot  sui)erimpose(l.  without  a  sign  of  dis- 
tress, and  with  a  deflection  not  exceeding  ^4  inch.  The  floor 
was  designed  for  a  total  working  load  of  150  pounds  per  square 
foot.  The  sections  next  to  the  front  and  rear  walls  were  canti- 
levers, and  one  of  these  was  loaded  with  ]  50  ])ounds  per  s(|uare 
foot,  superimposed,  without  any  sign  of  distress,  or  undue  de- 
flection." 

In  concluding  the  subject  of  the  fireproof  qualities  of  con- 
crete it  may  be  well  to  call  attention  to  the  stock  argument  of 
the  burned  clay  advocate. 

A  small  specimen  of  burned  clay  or  terra  cotta  if  subjected 
to  a  temperature  of  2,000  degrees  and  then  immersed  in  water 
Avill  remain  undamaged. 

A  small  sample  of  concrete  subjected  to  similar  treatment 
will  be  totally  disintegrated.  Hence  the  burned  clay  advocate 
argues  concrete  is  not  a  suitable  fireproof  material. 

The  fallacy  in  this  plausible  argument  as  has  been  pointed 
out  in  an  excellent  editorial  in  the  Engineering  News  lies  in 
the  fact  that  the  conditions  in  a  building  during  a  fire  and  in 
the  furnace  are  radically  difl:"erent. 

In  a  fire  in  a  building  the  concrete  is  not  exposed  to  heat 
on  all  sides,  nor  is  it  exposed  for  any  long  continued  time  to 
very  high  temperatures.  The  greatest  heat  is  generally  near 
the  ceiling  when  the  surface,  as  noted  in  Capt.  Sewall's  report, 
may  be  dehydrated  slightly  and  protect  the  material  back  of  the 
injured  portion.  The  net  result  is  that  less  damage  results  than 
is  done  to  the  terra  cotta  or  hollow  tile,  since  the  latter  does  not 
expand  in  unison  with  the  supporting  steel  frame,  and  is  crushed 
and  broken  by  the  severe  temperature  stresses  resulting  from 
this  cause. 

Combination  structures  of  hollow  tile  and  concrete  are  open 
to  the  same  criticism  from  the  fireproof  standpoint,  namely,  the 
combination  of  two  elements  in  a  composite  structure  having 
radically  different  coefficients  of  expansion.  Evidently  the  ex- 
pectation that  the  combination  will,  under  severe  conditions, 
prove  satisfactory  cannot  be  realized. 
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ARTICLE  4. 

Rates  of  Insurance  o)i  Concrete  Buildings  and  Contents. 

Boards  of  lire  underwriters  representing;  the  older  line  com- 
mies, have  heen  somewhat  slow  in  recognizing  concrete  as  a 
ireproof  material  and  it  seems  to  the  concrete  constructor  fre- 
|uently  that  they  do  not  recognize  the  great  difiference  that  there 
in  this  material  dependent  on  the  character  of  the  mixture 
id  dissemination  of  the  metal  reinforcement. 

The  position  that  some  of  these  boards  lia\c  taken  in  rating 
le  mill  building  with  a  sprinkler  system  lower  than  a  concrete 
building  without  a  sprinkler  is  a  position  hard  to  explain  ex- 
ipt  possibly  that  members  of  these  boards  are  financially  in- 
terested in  sprinkler  system  equipments. 

On  the  other  hand,  the  mutual  companies  appear  to  have  been 
more  ])n)gressive  and  are  writing  policies  at  rates  that  appeal 
to  the  constructor  as  far  more  consistent  and  rational. 

Comparing  the  lowest  rate  which  has  come  to  the  writer's 
attention   for  a  timber  l)uilding,  mill  construction,  used  for  mer- 
cantile purposes,  equipped  with  sprinkler  system,  A.  D.  T.  watch- 
pian  service,  etc.,  with  the  lowest  rate  which  has  come  imder 
is  notice  for  a  reinforced  concrete  building  similarly  equipped 
nth  a  sprinkler  .system,  the  rate  for  the  concrete  building  was 
iss  than  one-half  that  for  the  timber  building,  being  a  six-cent 
ite  for  the  concrete  structure  against  a  twelve  and  one-half- 
;nt   rate   for  the  timber  building.     The  advantages   from   the 
|re])roof  standpoint  may  be  stated  as  follows : 

(i)      A    well    designed    reinforced    concrete   building   otters 
icurity  against  disastrous  fire  and  total  loss  of  stnuttu-e. 

(2)  It  reduces  the  danger  of  damage  to  the  contents  by 
keventing  the  spread  of  fire  from  floor  to  floor. 

(3)  It  prevents  damage  to  the  contents  by  water  from 
tory  to  story. 

(4)  It  renders  sprinklers  unneces.sary  in  buildings  whose 
)ntents  are  not  especially  inflammable. 

(5)  It  reduces  the  danger  ot*  panic  and  loss  of  lite  in- 
^dent  thereto  among  eiuployes  oi-  occupants  ot  tlie  hnildiiig. 

luidently  in  order  to  prevent  the  spread  of  tire  tiom  floor 
floor,  the  floors  .should  be  continuous,  or  openings  properly 
protected  by  automatic  shutters  or  doors.  Thus,  if  we  are  to 
protect  the  goods  or  contents  on  the  floors  above  frotn  (ire  below. 
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it  is  necessary  to  have  the  elevator  shafts  ])rotecte(l  by  auto- 
matic fire  doors  and  stairways  cut  off  in  a  similar  manner.  This 
can  be  done  at  a  comparatively  small  expense. 

Protection  from  exterior  exposure  may  be  readily  made  b\' 
the  employment  of  wire  glass,  metal  frames  and  the  like,  in  ])lacc 
of  wood  frames  and  ordinary  glass  windows. 

A  good  concrete  floor  is  practically  waterproof  and  a  slight 
pitch  with  suitable  scuppers  would  practically  eliminate  water 
loss  in  floors  below  from  flooding  a  floor  in  which  fire  has 
broken  out  in  the  contents  or  goods  stored  thereon. 

In  the  ordinary  factory  or  mercantile  building  with  wood 
floors,  loss  from  water  is  frequently  greater  than  the  loss  b\- 
actual  fire  where  an  incipient  blaze  has  been  extinguished. 

In  the  concrete  building,  on  the  other  hand,  each  floor  becomes 
almost  a  waterproof  roof.  Frequently  a  tenant  moves  into  the 
lower  stories  of  a  concrete  building  before  the  upper  portion  is 
complete,  the  floors  above  acting  as  a  roof. 

According  to  Mr.  Kunhardt,  vice-president  of  the  Boston 
Manufacturers  Mutual  Fire  Insurance  Company,  these  mutual 
companies  take  a  business-like  stand  regarding  the  extent  of  fire 
protection  required  in  each  individual  case.  While  the  value 
of  the  automatic  sprinkler  is  recognized  and  the  general  rule 
specifies  its  installation  the  Factory  Mutual  Companies  do  not 
rec[uire  it  in  the  concrete  building  except  where  there  is  sufficient 
inflammable  material  in  the  contents  to  furnish  fuel  for  a  fire. 

An  essential  feature  in  good  factory  construction  includes 
not  only  consideration  of  the  building  but  protection  adequate  t< » 
its  needs  only.  The  extent  to  which  the  above  is  faithfully 
carried  out  will  eventually  be  the  determining  feature  in  the 
cost  of  insurance. 

Mr.  Kunhardt  gives  the  following  table : 
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IBrGeneral  Storehouse 

Wool  Storehouse 

Office  Building 

Cotton  Factory 

Tannery     

Shoe  Factory 

Wollen  Mill 

Machine  Shop 

General  Merchandise  Bldg. 


-,                'construction  Construction  'f'sS^E 

All  Concrete  o  £  '5  %  ti 

OR  or             .SwySg, 

Open  Joists.  Open  Joists.    ■"  c_,  ^  v 


Bide. 


20c 
20c 
15c 
40c 
20c 
25c 
30c 
15c 
35c 


Cont's 


45c 
35c 
30c 
100c 
40c 
80c 
80c 
25c 
75c 


Bldg. 


60c 
40c 
35c 
100c 
75c 
75c 
75c 
50c 
50c 


Cont's 

Bids. 

Cent's 

lOOc 

lOOc 

125c 

60c 

75c 

100c 

50c 

lOOc 

125c 

200c 

200c 

300c 

1 00c 

100c 

100c 

lOOc 

150c 

200c 

100c 

160c 

200c 

50c 

100c 

100c 

100c 

100c 

150c 

2  =  o>^  c 

<!oaHt>  « 

25c 
25c 
25c 
50c 
25c 
50c 
50c 
25c 
25c 


These  costs  are  based  on  the  absence  of  automatic  sprinklers 
and  other  private  fire  protective  apphances  of  the  usual  com- 
pletely ef|uipped  building.  They  are  not  schedule  rates,  but  may 
he  an  approximation  to  actual  costs  under  favorable  conditions 
)ased  on  examples  in  various  parts  of  the  country. 

As  illustrating  the  value  of  fire  protection,  Mr.  Kunhardt 
States,  that  in  the  Boston  Manufacturers'  Mutual  Companies,  the 
iverage  cost  of  insurance  on  the  better  class  of  protected  factories 
las  now  for  some  years  averaged,  excluding  interest,  less  than 
seven  cents  on  each  hundred  dollars  of  ri.sk  taken,  and  on  first 
;lass  warehouses  connected  with  them,  one-half  of  this  amount. 
Miese  figures  can  be  compared  with  the  table  as  illustrating  the 
jain  by  the  installation  of  proper  safeguards  for  preventing  and 
ixtinguishing  fire. 

In  these  same  protected  factories  and  warehouses  the  actual 
liirc  and  ivater  loss  is  less  than  four  cents  on  each  $ioo  of  insur- 
mce  and  he  regards  it  possible  to  reduce  this  loss  materially, 
)ractically  along  the  lines  we  have  outlined. 

ARTICLE  5. 

Sonic  Lilcrature  on  So-called   I'ircproof  Types  of  Buildings. 
TIk'  report  on  the  fire  in  the   Parker  building,  by  the  Xew 
rVork  iioard  of  Fire  Underwriters,  published  on  April  22,  1908, 
[is  an  extremely  valuable  paper,  thoroughly  discussing  the  faulty 

:haracteristics  in  the  fireproofing  of  this  structure,  a  large  sec- 
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tion  of  which  collapsed.  The  frame  wa.s  of  cast  iron  columns, 
heavy  steel  beams  and  tile  arches. 

An  amusing  feature  in  the  newspaper  literature  on  this  dis- 
aster was  that  the  collapse  of  this  building  was  immediately  mis- 
represented as  a  failure  of  reinforced  concrete,  when  there  was 
not  a  particle  of  reinforced  concrete  in  the  floors,  and  merely 
a  weak  cinder  concrete  filling  over  the  top  of  the  8''  terra  cotta 
flat  arches. 

The  burned  clay  interests  have  been  extremely  industrious 
in  knocking  reinforced  concrete  through  the  press  of  the  country 
and  prejudicing  to  the  greatest  extent  the  general  public.  In 
fact,  to  read  some  of  the  papers  especially  devoted  to  the  burned 
clay  interests  one  would  think  that  concrete  was  only  suitable 
for  footings  or  some  place  under  ground  where  it  could  not  sup- 
plant brick,  tile  or  other  clay  products. 

In  the  earthquake  at  San  Francisco  the  weakness  of  the  hol- 
low tile  is  well  brought  out  in  the  numerous  reports  from  that 
city.  Among  these  reports  is  that  by  Air.  Himmelwright,  al- 
though written  admittedly  by  an  exponent  of  a  concrete  system 
and  perhaps  with  some  prejudice  towards  the  type  of  construc- 
tion he  favors,  certainly  gives  a  large  amount  of  valuable  in- 
formation and  numerous  cuts  of  photographs  of  the  havoc 
wrought  by  the  earthquake  and  fire. 

Under  earthquake  conditions  it  seems  evident  that  no  type 
of  construction  is  as  well  suited  to  stand  the  jar  and  quake  as 
properly  constructed  natural  types  of  reinforced  concrete  build- 
ing, for  the  reason  that  even  where  brick  bearing  walls  are  used 
if  the  slab  following  good  practice  is  cast  on  top  of  the  brick 
work  covers  the  wall  except  the  outside  face  brick  and  becomes 
a  part  thereof,  the  building  is  tied  together  in  a  manner  far 
superior  to  that  which  it  is  possible  to  attain  with  any  other  type 
of  construction. 

The  last  point  named  is  an  important  one.  A  structural 
steel  skeleton  which  merely  has  the  steel  beams  anchored  in  the 
walls  and  then  encased  in  concrete  having  a  supporting  floor 
slabs  which  only  abut  the  walls  or  at  best  is  only  cast  on  a  small 
corbel,  does  little  towards  tying  the  construction  together  in  a 
satisfactory  manner,  and  such  a  building  could  not  be  expected 
to  stand  the  racket  as  well  as  one  of  the  natural  concrete  types 
noted. 


CHAPTER  XIV. 

Floor  Finish,  Stair  Details  and  Roof  Insulation. 

ARTICLE   I. 

Strip  Fill. 

Proper  time  for  the  application  of  the  strip  fill  is  immedi- 
itc'l}  after  tlie  roug-h  slab  is  sufficiently  hardened  to  work  upon 
)r  the  reason  that  at  this  time  the  strips  can  be  readily  spiked 
|.o\vn  to  the  practically  hardened  concrete  and  wedged  up  or 
fned  up  to  the  proper  levels  without  difficulty,  then  the  strip 
11  can  be  put  in  with  the  same  rig  that  is  used  to  cast  the  floor 
lab. 

For  strip  filling  as  noted  in  an  earlier  chapter  the  writer 
refers  to  make  the  mixture  approximately  the  same  as  that  for 
le  slab  except  where  the  loads  are  light  and  strength  is  no 
)ject.  Then  a  one,  three  and  one-half,  four  mix  or  even  live 
ample  for  all  purposes.  No  natural  cement  or  lime  should  be 
5ed  in  the  mixture  as  where  it  is  used  trouble  almost  invariably 
'suits  due  to  its  slow  hardening;  moisture  of  the  strip  filling- 
^ot  thoroughly  dry  swelling  and  expanding  the  flooring  to  such 
extent  that  it  springs  away  from  the  fastenings  to  the  strips 
icessitating  entire  relaying  of  the  floors  in  many  cases. 

ARTICLE  2. 
Strips. 

Strips  are  conveniently  made  by  splitting  up  old  centering- 
imber  as  4x4's,  ri|)ping  them  through  the  center  and  then  rip- 
ping the  2x4's  with  a  bevel  cut  giving  a  strip  ij/j  on  top,  2^4 
in  the  bottom  and  i)4  (leep.  This  is  a  good  way  to  work  off 
Jhe  old  material. 

ARTKLi:  3. 
Widths  of  Flooring!,. 
Xarrow    widths  of  maple    flooring  arc   ])referable   to    wider 
ndths.    Two  to  two  and  one-half  inch  widths  are  as  wide  as  the 
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writer  cares  to  recommend  if  the  floor  is  %  ;  where  i^  or  i^ 
thickness  is  used  the  writer  would  prefer  to  Hniit  the  width  to 
three  or  three  and  a  quarter  inches. 

ARTICLE  4. 

Cement  Finished  Floors. 

In  no  part  of  concrete  construction  work  has  there  been  so 
much  difficulty  to  get  a  first  class  and  satisfactory  piece  of  work 
as  in  putting  on  concrete  finished  floors. 

The  difficulties  to  be  met  with  are  as  follows.  First,  a  good 
bond  is  desired  between  the  finish  coat  and  the  concrete  of  the 
rough  slab. 

Second,  if  this  finish  coat  is  cast  immediately  following  the 
casting  of  the  rough  slab  in  order  to  get  a  better  bond  in  that 
way  the  finish  must  be  protected  first  against  being  cut  and 
marred  by  working  on  it  and  centering  the  next  higher  floor. 
In  addition  thereto  the  casting  of  the  concrete  columns  for  the 
next  floor  will  cause  unequal  moisture  conditions  in  the  finish 
coat  at  and  around  the  base  of  the  column  to  those  in  the  center 
of  the  slab  resulting  invariably  and  regardless  of  the  system  em- 
ployed in  shrinkage  cracks  around  and  near  the  base  of  the 
column.  Those  ignorant  of  the  streilgth  of  the  construction 
frequently  consider  the  shrinkage  cracks  of  this  character  as 
cin  actual  indication  of  the  w^eakness. 

In  several  cases  contractors  putting  up  the  mushnxmi  sys- 
tem have  put  on  the  finished  floor  before  erecting  the  next  story 
with  the  inevitable  result  of  shrinkage  checks  around  and  near 
the  foot  of  the  column.  These  slight  checks  have  been  largely 
advertised  by  certain  competitors  as  weak  points  in  the  system, 
a  rather  amusing  statement  when  we  stop  to  consider  that  this 
is  the  point  of  maximum  strength  and  that  at  this  point,  which 
they  would  like  to  have  the  public  consider  weak,  there  is  at 
least  four  times  as  much  reinforcement  in  the  concrete  proper 
as  in  any  other  part  of  the  construction ;  the  absurdity  of  the 
claim  becomes  apparent  on  its  face. 

The  next  difficulty  that  is  encountered  is  from  the  idea  that  it 
requires  a  wet  mixture  to  secure  a  good  bond  to  the  old  concrete. 
When  a  wet  mix  is  used  it  is  leveled  ofif  and  the  workmen  are 
obliged  to  wait  until  the  cement  is  partially  set  when  they  pro- 
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cee;l  to  trowel  it  over  and  smootli  off  the  finislied  surface.  In 
doing-  this  some  of  the  cement  at  the  surface  has  already  attained 
|ts  final  set  while  some  has  not  progressed  that  far.  The  net 
result  is  that  a  portion  of  the  cement  which  has  attained  its 
inal  set  combined  with  some  inert  material  brought  to  the 
surface  by  trow^eling  forms  a  dust  which  is  readily  rubbed  up 
m  the  finished  floor.  The  condition  of  the  floor  is  better  or 
,'orse  finished  in  this  wise  dependent  on  the  following  condi- 
ions: 

Where  temperature  conditions  are  such  that  the  cement  hard- 
Mis  very  slowly,  as  in  the  fall  of  the  year,  and  the  finish  is 
illowed  to  stand  four  or  five  hours  before  it  gets  sufficiently 
lard  to  work  upon,  the  resulting  finish  is  most  inferior.  Where, 
lowever.  the  temperature  conditions  are  such  that  the  cement 
sets  much  more  rapidly,  much  better  surface  conditions  are 
secured,  sometimes  one  that  is  fairly  satisfactory.  As  the 
^writer  looks  at  it  a  better  way  to  obviate  this  dif^culty  is  as 
follow  s : 

Ai)ply  the  finish  coat  after  the  removal  of  the  forms  and 

ifter  the   rough   floor   slab  has  been  cleaned   and   brushed   off 

hvith  a  steel  brush.     Then  wet  it  down  thoroughly  and  allow 

the  water  to  soak  in  for  some  hours,  then  wet  it  again  and  grout 

Ithe  surface  with  a  neat  cement  grout  and  apply  the  finish  coat 

{mixed   comparatively   dry.     Not  so  dry  but   what   it   is  plastic 

Miough  to  hold  its  form  if  a  hand  full  of  the  material  is  squeezed 

[together  in  the  hand  but  not  sufficiently  wet  to  flow.     This  ma- 

^terial  should   immediately  be  rammed  in  place  until   the   water 

is  1)rou^lu  \'>  the  surface,  then  the  workmen  can  be  put  to  work 

jand   immediately   trowel   down    the   finished   surface   before   the 

^cement  has  had  time  to   take  its   initial   set.     As  soon  as  the 

[floor  has  stood  a  few  hours  and   set  up   somewhat  it  is  then 

policy  to  thoroughly  wet  it  down  and   properly  cure  the  con- 

[crete.      In   this  manner  the   writer  believes  that   mucli    of   the 

Itrouble  wdth  concrete  finished  floors  can  be  eliminate  1. 


AKTKd.I':  3. 

I'rcatmcni  of  /■'loors. 

A  concrete  floor  may  be  treated  in  a  manner  somewhat  sim- 
ilar to  a  wood  floor.  It  may  be  varnished  and  painted  if  desired. 
Where   a   floor   has   been    put   down   and    the   finish    is   unsatis- 
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factory  from  the  standpoint  of  dust,  if  not  t(X)  bad,  the  trouble 
may  be  remeched  by  the  apphcation  of  Ijoiled  hnseed  oil  or 
other  preparations.  Where,  however,  the  surface  is  unusually 
bad  there  is  no  remedy  except  by  rubbing  it  df)\vn  in  a  manner 
similar  to  that  by  which  the  surface  finish  is  secured  on  terrazzo 
floors. 

ARTICLE  6. 

Mixture  for  Finish  Coat. 

A  good  specification  for  finish  coat  is  one  cement  to  one  and 
one-half  clean  coarse  sand.  A  small  amount  of  thoroughly 
hydrated  lime  is  sometimes  used  to  advantage.  Many  archi- 
tects specify  granite.  This  is  a  good  aggregate  but  unfortunate- 
ly the  feldspar  dust  seems  to  work  to  the  surface  and  wdiere  the 
sand  is  of  the  right  character  the  writer  decidedly  prefers  it 
to  crushed  granite. 

ARTICLE  7. 

Concrete  Stairs. 

Reinforced  concrete  provides  an  inexpensive  means  for  build- 
ing stairways  which  are  far  more  nearly  fireproof  than  any 
other  type  which  we  can  construct. 

The  accompanying  figure,  page  191,  shows  the  usual  method 
of  reinforcing  used. 

For  ordinary  heights  Y^^'  rounds,  6"  centers  are  ample  for 
the  inclined  slab.  The  inclined  slab  is  generally  built  4}^  or 
5''  for  ordinary  runs  and  the  horses  are  cast  on  top  of  the  in- 
cline. Where  fancy  treads  are  desired  they  are  sometimes  made 
of  the  White  Portland  cement  with  crushed  quartz.  This  makes 
a  very  durable  tread  and  a  material  which  is  next  to  marble  and 
will  wear  somewhat  better. 

Frequently  marble  or  slate  treads  are  used  and  these  can  be 
readily  bedded  on  the  concrete  horse  and  the  riser  brushed  up. 
rubbed  and  painted  or  varnished  as  preferred.  Frequently  it  is 
desirable  to  suspend  stair  platforms  without  supports  from  be- 
low. 

This  can  very  readily  be  done  by  dropping  the  slab  rods 
down  to  the  level  of  the  platform  from  the  slab  above  on  one 
or  more  sides  and  encasing  the  suspended  rods  in  an  ordinary 
2"  partition  of  cement  plaster  for  fire  protection.     Fastenings 
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for  metal  hand  rails  can  readily  be  cast  in  the  end  or  top  of 
the  stairs  as  the  work  is  placed. 


^V-tf  Q.c.^i, 3'i./2'a.c 


^^^^^^m_ 


Detail  Stair  Reinforcement. 


ARTICLE  8. 
Insulation. 

Those  not  familiar  with  reinforced  concrete  frequently  make 
le  mistake  of  designing  roof  slabs  in  a  cold  climate  without  in- 
ilation.  The  result  is  that  the  moisture  in  the  warm  air  in 
le  room  below  the   roof  slab   is  condensed  on  the  tinder  side 

the  cold  slal)  and  (•(mtiimally  drips  at  all  tempt- rat iirr-.  which 
;ep  the  slab  colder  than  the  air  within  the  rii>>ni  This  is 
ladily  remedied  by  a  cinder  filling  from  four  to  si.\  inclics  thick. 

fact,  we  fre(|uently  recommend  to  our  clients  that  instead  of 
utting  on  a  roof  slab  proper  that  the  ceiling  .slab  be  cast  level 
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which  might  at  some  future  date  be  used  for  a  floor  slioulil  a 
story  be  added  and  on  this  slab  to  build  up  with  cinder^  suftl- 
ciently  to  give  the  standard  pitch-and-gravel  roof  the  usual 
slope.  This  slope  should  preferably  be  in  the  neighl)(jrh(.(i(l  of 
5-16  to  }i^'  to  a  foot  of  run.  On  the  top  of  the  cinder  iii>ula- 
tion  we  customarily  put  in  a  i''  coat  of  cement  mortar  mixed 
about  one  cement  to  three  sand  which  forms  a  good  base  for  the 
pitch-and-gravel  roof.  In  place  of  the  cinder  filling  sometimes 
a  false  roof  is  built  up  using  the  old  centering  luml)er.  Where 
this  is  done  all  openings  through  the  ceiling  and  roof  should 
be  encased  or  protected  by  a  concrete  fire  wall,  then  no  further 
damage  can  occur  than  the  burning  up  of  the  comparatively 
inexpensive  false  roof  should  the  same  catch  fire  from  ab()\'e. 

The  ceiling  slab,  should  the  roof  burn  away,  would  protect 
the  goods  or  business  carried  on  beneath  it  until  the  false  roof 
could  be  replaced. 

Insulation  is  of  the  utmost  importance  in  concrete  roofs  in 
the  climate  of  the  United  States,  north  of  southern  or  central 
Kansas.  The  writer  would  hesitate  to  allow  any  w^ork  to  be 
executed  with  his  guarantee  against  this  difficulty  in  latitudes 
north  of  this.  Perhaps  on  the  Pacific  Coast  insulation  might  be 
omitted  nearly  as  far  north  as  Portland  without  serious  difiiculty 
resulting. 


CHAPTER  XV. 


ARTICLE  I. 

'Commercial  Conditions  Affecting  the  Safe  and  Rapid  Introduc- 
tion of  Concrete  Steel  Construction. 

Any  new  inckistry  concerning  which  people  are  not  posted, 
ahnost  invariably  a   rich  field   for  the  ingenious  and   enter- 
prising shark.     Concrete  construction  has  proved  no  exception  to 
le  rule. 

Thus  we  ha\e  the  theorist,  who  has  never  put  up  a  bnild- 
ig,  writing  a  treatise  on  the  subject.  This  theorist  likely  secured 
is  limited  stock  of  information  in  a  manner  similar  to  that  of 
le  dude  reporter  detailed  to  w^rite  up  a  piece  of  work.  This 
;porter  came  to  the  job,  wearing  kid  gloves  and  patent  leather 
ices.  And  so  that  he  might  not  get  his  tailor-made  suit  spat- 
jred  with  mud,  but  might  contemplate  the  work  at  a  safe  and 
ispectful  distance,  he  thoughtfully  provided  himself  with  opera 
rlasses. 

Is  it  any  wonder  that  serious  accidents  occasionally  result 

('hen  some  poor  innocent  "Book-taught  Bilkins"  follows  some 

K  the  highly  scientific  theories  so  originated  and  developed? 

Then  we  have  the  imitation  or  would-be  architect  who  neither 

lows  nor  appreciates  the  breadth  and  dignity  of  the  profession 

which  he  pretends  to  belong.     This  "Pin-Headed"  specimen 

links  that  if  he  can  make  a  bluff  at  knowing  it  all  he  can  build 

jin  enduring  reputation.      So,   after  investing  two  dollars  and 

ifty  cents  in  some  publication  on  reinforced  concrete,  he  imme- 

liately  becomes  a  full-fledged  expert  on  the  subject  and  proceeds 

put  up  a  Imilding  which  (juite  likely  tumbles  down — too  fre- 

lently  on  the  wrong  man's  head. 

Meeting  a  salesman  for  .some  kind  of  a  "Xo-burn-sy.stem," 
le  writer  was  shown  a  little  nickel  ])lated  model  of  a  combina- 
|ion  structural  reinforcement  fm-  enncrete  columns  and  wa^  a^kt-il 
low  it  looked  to  liim. 

"I>ooks  don't  count."     "What  it   is  wdrth   in  the  combina- 
Bon  is  what  I  am  interested  in."  was  the  reply. 
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"You  are  an  engineer  and  ought  to  know  tlic  price  of  steel. "" 
the  salesman  repHed. 

"True,  as  to  the  price  per  ])oun(l  but  what  it  will  develop 
in  point  of  strength  in  the  combination  is  the  question."  "What 
tests  have  been  made?"  "How  do  you  figure  the  combinaiion 
from  them?" 

"O,  those  are  engineering  questions  and  you  know  \-ou  do 
not  have  to  know  anything  about  engineering  to  sell  siccl  to  an 
architect."  "My  time  is  too  valuable  to  be  bothered  wiili  such 
insignificant  details."  "I  can  hire  a  cheap  engineer  to  make 
tests  for  me."  "Why,  I  have  made  eighty  thousand  dollars  this 
past  year  on  a  deformed  bar  which  I  invented." 

The  writer  gravely  congratulated  this  brilliant  salesman  on 
his  commercial  success  but  frankly  told  him  that  if  he  knew 
more  about  the  business  he  thought  he  would  be  more  successful 
in  selling  steel. 

This  is  only  one  of  the  many  examples  of  the  totally  irre- 
sponsible men  selling  material  to  go  into  reinforced  concrete 
work  that  comes  under  the  head  of  reinforcement.  Such  men 
assume  absolutely  no  responsibility  for  the  finished  product  and 
would  prefer  to  make  a  sale  of  one-half  enough  metal  for  a 
building  and  take  chances  on  collecting  their  money  than  to 
worry  or  bother  about  the  insignificant  detail  as  to  whether  the 
building  would  be  safe  or  a  menace  to  the  lives  of  those  who 
put  it  up  or  occupy  it. 

As  little  is  known  regarding  the  exact  mathematical  dis- 
tribution of  shear  through  this  composite  material  ^ve  hear  a 
great  deal  about  it  from  the  salesman  who  knows  the  least  con- 
cerning reinforced  concrete.  In  fact,  the  term,  proz'isiou  for 
shear,  is  the  keynote  of  the  "Con"  song  by  which  the  oleaginous 
salesman  frequently  hypnotizes  the  unsophisticated  purchaser  in- 
to buying  a  type  of  reinforcement  for  a  price  one  hundred  or 
one  hundred  and  fifty  per  cent  above  its  intrinsic  value  as  a 
reinforcing  metal.  Thus  he  offers  a  member  in  which  there  is 
ample  provision  for  shear  at  the  center  of  the  beam  where  the 
shear  is  supposed  to  be  zero  and  little  or  insignificant  provision  for 
shear  at  the  end  where  the  shear  is  known  to  be  a  maximum. 

Then,  we  have  each  of  these  brilliant  classes  of  salesmen 
running  down  his  competitor  with  one  tale  of  woe  or  another 
invented  for  the  occasion,  as  to  the  horrible  failures  which  have 
occurred  under  the  other  fellow's  svstem.     They  make  lengthy 
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remarks  on  the  fact  that  this  or  that  multi])le  way  system  is  not 
_scientific  because  it  cannot  be  figured — ahhough  it  safely  car- 
f'les  the  load  and  notwithstanding  the  fact  that  a  multiple  way 
^ystem  has  never  been  known  to  let  go  and  injure  those  putting 
ft  up. 

If  the.se  men  are   selling  metal  at  double   its   value   in   the 
Combination  of  concrete  and  steel,  how  do  they  do  it  my  critic 
lay  ask? 

The  answer  is  easy.  The  man  who  is  selling  metal  at  double 
Its  value  can  readily  cover  this  little  discrepancy  if  he  is  deal- 
frig  with  a  contractor  lacking  in  familiarity  with  the  cost  of  the 
fork.  If  he  can  persuade  the  contractor  into  the  belief  that 
le  can  execute  centering  at  half  its  cost  and  handle  concrete  on 
small  job  at  the  cost  it  was  handled  on  a  large  piece  of  w'ork 
rith  ample  e(|uipment,  he  has  made  a  sale  of  steel  and  the  con- 
ractor  has  bit  off  a  job  on  which  he  is  bound  to  lose  money. 

But,  the  critic  will  object,  how  can  they  continue  to  do  busi- 
liess  along  this  line?  The  old  saying  among  grain  men  that  a 
|ew  svicker  is  born  every  minute  has  apparently  held  true  in  the 
Introduction  of  reinforced  concrete.  While  the  same  man  will 
lot  get  burned  twice  a  new  man  steps  up  at  once  ready  to  pay 
^he  price  for  a  similar  experience. 

The  preceding  is  a  brief  outline  of  the  actual  conditions  one 
leets  in  the  commercial  field  of  reinforced  concrete  work. 

As  the  material,  its  properties,  and  the  cost  of  executing 
work,  become  better  understood  we  may  look  for  a  decided 
change  in  the  general  methods  of  doing  business. 

Idle  fact  that  there  have  been  so  few  failures  under  the  con- 
ditions above  outlined  speaks  volumes  for  the  general  honesty, 
integrity  and  reliability  of  1)y  far  the  great  majority  of  the  con- 
tracting firms  throughout  the  country. 

ARTICLE  2. 

In  dealings  7citli  some  building  departments,  eonmiissioners 
and  inspectors  throughout  the  country,  the  writer  has  been  not 
a  little  reminded  of  the  story  of  the  old  woman  and  her  sailor 
son.  On  a  visit  home  the  young  man.  thinking  to  interest  her, 
told  her  about  the  fiying  fish.  This  she  could  not  believe,  l)ut 
when  the  graceless  scamp  told  her  about  the  time  they  had 
anchored  in  the  Red  Sea.  and  on  heaving  up  their  anchor  found 
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a  section  ui  one  of  Pharoah's  chariot  wheels  iTonkeil  onto  tlic 
fluke,  she  knew  it  must  be  so  because  the  "good  l)o()k  '  iuld  how 
the  wicked  king  was  drowned  with  his  mighty  host^  in  iliis  sanu- 
Red  Sea.  So  some  building  commissioners,  if  shown  a  multiple 
way  system  of  reinforcement  which  is  economical,  safe  to  erect 
and  figured  upon  proper  economic  lines,  do  not  believe  iliat 
it  will  carry  the  load  although  the  same  thing  has  been  te>te(l 
hundreds  of  times  elsewhere.  Yet  if  shown  a  really  dampen  hi- 
type  of  simple,  independent  beam  construction,  worked  in  upon  a 
structural  steel  frame  work  without  ties  or  any  of  tlie  trtie 
monolithic  features  of  reinforced  concrete  proper,  they  imme- 
diately accept  it  without  questions  because  there  is  some  good 
book  on  reinforced  concrete  which  tells  how  it  should  be  figured. 

ARTICLE  3. 
Constitutionality  of  Building  Ordinances. 

A  word  regarding  the  constitutionality  of  building  ordinances 
may  not  be  amiss. 

The  object  of  regulations  governing  the  construction  of 
buildings  is  primarily  to  protect  the  public  from  the  unscrupulous 
owner  or  contractor  who  might  be  tempted  to  put  up  a  type  of 
construction  which  is  unsafe. 

A  regulation  which  bars  a  type  which  can  be  shown  to  have 
an  ample  margin  of  safety  defeats  the  primary  object  of  the 
ordinance  and  becomes  on  its  face  unconstitutional. 

Too  much  attention  is  paid  to  the  mere  letter  of  the  law  1)\- 
some  scrupulous  but  narrow  gauge  engineers  occupying  the  posi- 
tion of  engineer  of  the  department  of  buildings.  He  is  open  to 
criticism  by  competing  companies  if  he  passes  on  a  new  or  novel 
type  in  any  manner  which  can  be  construed  as  in  any  wise  favor- 
ing such  construction  by  recognizing  its  developed  strength  if 
the  strength  so  developed  cannot  be  figured  in  accordance  with 
some  formula  embodied  in  the  letter  of  the  law  which  was  in 
no  wise  designed  to  cover  the  particular  type  u'lder  considera- 
tion. 

It  may  be  questioned  whether  such  interpretation  can  be 
considered  justifiable  from  the  legal  standpoint  or  that  of  good 
engineering  ethics.  But  the  fact  remains  that  the  owner  is  fre- 
quently called  upon  to  pay  a  large  additional  price  due  to  the 
fact  that  the  building  ordinances  of  too  many  of  our  cities  are 
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framed,  as  regards  concrete  construction,  by  men  not  familiar 
Kvith  it  and  who  do  not  know  how  to  draw  up  rules  and  regula- 
Itions  which  will  promote  the  advance  in  safety  and  economy  of 
[this  excellent  type  of  non-combustible  building  construction. 

In  actual  practice  the  result  of  not  a  few  of  our  city  build- 
ing ordinances  is  to  perpetuate  the  construction  of  antiquated 
types  which  are  in  reality  little  better  than  fire  traps  and  are 
ta  menace  to  public  safety.  Such  construction  annually  involves 
pan  enormous  property  loss  through  fire  and  results  too  frequently 
in  such  horrible  disasters  as  that  at  Collinwood,  Ohio,  where  a 
large  number  of  children  were  burned  to  death  in  one  of  that 
class  of  buildings  which  are  unduly  encouraged  by  building  or- 
dinances through  lack  of  knowledge  exhibited  in  almost  complete 
failure  to  recognize  fundamental  principles  of  economy  in  the 
design  of  reinforced  concrete. 

The  building  ordinances  of  comparatively  few  cities  contain 
that  sensible  provision  to  be  found  in  the  regulations  of  the 
bureau  of  inspection  in  regard  to  the  use  of  reinforced  concrete 
in  ilie  cil\-  of  Philadelphia,  which  reads  as   fdllows: 

The  Chief  of  the  Bureau  of  Inspection  may  from  time  to 
time  issue  such  modifications  to  the.se  regulations  as  may  be 
found  necessary  to  conform  to  modern  practice. 

ARTICLE  4. 
The  Term  Factor  of  Safety. 

A  popular  misconception  regarding  the  meaning  of  the  term 
ifactor  of  safety  as  applied  lo  steel  construction  is  another  point 
Iwhich  has  exerted  an  adverse  infiuence  on  the  rapid  introduction 
|of  coiurcU'  construction  from  the  economic  standpoint. 

Many  have  the  mistaken  idea  that  a  factor  of  safety  of  four 
[in  steel  construction  means  that  the  construction  may  be  loaded 
[to  four  times  the  rated  working  capacity.  This  is  not  the 
lease,  as  the  yield  point  of  the  metal  is  only  about  twice  the 
[working  load;  hence  the  actual  factor  of  safety  is  about  two 
[against  the  nominal  factor  of  four. 

In  otlier  words,  the  nominal  factor  of  safety  of  four  in 
[structural  steel  work  is  based  on  die  ultimate  carrying  strength 
in  tension  of  the  metal  which  is  about  four  times  the  working 
[load,  but  after  the  load  has  reached  about  double  the  working 
rload  we  have  nearly  or  quite  rcacherl  the  yield  point   value  of 
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the  steel  and  it  commences  to  stretch,  pulHng-  out  sometimes  as 
much  as  twenty  per  cent  or  more,  for  mild  steel,  its  total  length 
before  breaking.  Evidently  when  this  plastic  distortion  com- 
mences in  a  beam  or  column  the  member  is  soon  so  deformed 
that  we  cannot  figure  its  strength  in  the  frame  thus  limiting  the 
ultimate  strength  to  practically  a  little  more  than  twice  the  work- 
ing load  for  this  nominal  factor  of  four. 

In  properly  designed  concrete  construction  the  concrete  is 
made  stronger  than  the  steel  for  the  reason  that  it  is  generalh- 
economical  so  to  do,  and  hence  the  strength  of  the  steel  is  the 
strength  of  the  concrete  construction,  and  we  should  not  con- 
sider it  reasonable  to  expect  to  test  the  steel  more  in  the  case  of 
the  concrete  construction  than  we  dare  do  in  structural  work, 
and  hence  double  the  working  load  is  a  fair  test  for  this  class 
of  work,  and  in  reality,  in  view  of  the  fact  that  the  cement  im- 
proves with  age,  if  it  will  stand  this  test  at  the  age  of  from 
three  to  four  months  the  owner  can  rest  assured  that  the  factor 
of  safety  is  greater  than  w'ith  structural  steel  construction. 

ARTICLE  5. 

General  Principles  Governing   the  Responsibility  for  the  Safe 
Construction  of  Reinforced  Cojicrete. 

Having  given  a  brief  outline  as  to  the  commercial  conditions 
which  militate  against  the  safe  and  rapid  introduction  of  rein- 
forced concrete  we  will  attempt  a  short  discussion  as  to  the 
relative  safety  of  general  types  together  wnth  the  accountability 
of  those  connected  with  the  work. 

(i)      The  responsibility  of  engineer  or  designer. 

(2)  The  responsibility  of  the  contractor.  • 

(3)  A  safeguard  for  the  owner. 

ARTICLE  6. 

Responsibility   of  the  Engineer. 

The  engineer  is  accountable  for  the  selection  of  a  type  ot 
design  which  is  safe  to  erect.  That  is,  a  design  in  which  a 
sudden  collapse  cannot  readily  occur.  He  should  so  design  his 
work  that  it  can  be  executed  by  the  exercise  of  ordinary  care. 
He  should  design  it  so  that  there  shall  be  a  minimum  chance  of 
bad  work  through  lack  of  care  on  the  part  of  the  workmen. 
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We  have  called  attention  to  the  fact  that  concrete  is  a  ma- 
terial naturally  best  fitted  for  monolithic  construction,  that  the 
natural  concrete  types  are  best  tied  together  reinforcing  the  con- 
struction to  act  as  a  continuous  monolith.  To  do  this  ample 
ip  of  the  bars  is  essential  over  all  supports  whether  bearings 
jfr  supporting  columns. 

An  example  of  a  failure  due  to  the  lack  of  lap  of  the  bars 
^er  the  support  is  well  illustrated  in  the  collapse  of  the  Bixby 
[otel  at  Long  Beach,  California. 

In  the  design  of  this  building  the  bars  reinforcing  the  beams 
^•ere  of  insufficient  length  if  placed  exactly  symmetrical  about 
le  center  of  the  span  to  lap  over  the  column  more  than  about 
vo  inches.  The  probabilities  are  that  the  bars  were  not  placed 
mimetrically  about  the  center  and  that  there  was  little  or  no 
ip  at  the  point  of  initial  failure. 

That  this  failure  started  in  an  upper  story  where  the  small 
liameter  of  the  column  gave  little  or  insignificant  lap  and  that 
le  lower  stories,   where  the   larger  columns  provided   greater 
ip,  w.ere  erected  without  mishap,  emphasizes  the  point  made. 

\^'here  there  is  insufficient  lap  owing  to  the  shrinkage  of  the 
concrete  in  setting  we  have  not  only  the  shear  on  partly  hardened 
Concrete  but  also  the  tensile  shrinkage  stresses  tending  to  crack 
le  concrete  through  at  the  point  where  the  l)ars  are  not  sufficient- 
lapped  over  the  supports. 

The  engineer  or  designer  is  responsible  for  failure  to  provide 
*'  a  type  of  column  design  in  which  there  are  no  obstructions  in  the 
shaft  of  the  column  to  preclude  securing  a  solid  casting.     Failure 
of  the  building  of  the  Eastman  Kodak  Company,  of  Rochester, 
Xew  York,  appears  to  have  been  due  in  a  large  part  to  prongs 
)n  the  column  reinforcing  bars  projecting  into  the  column  and 
interfering  with  the  placing  of  the  concrete  in  a  manner  to  secure 
lid  castings. 
In  a  case  of  an  eleven-story  building,  the  architect  used  eight 
vertical  reinforcing  bars  and  tied  them  across  the  shaft  of  the 
[column   with   numerous    34"  ties.     In  pouring  the  concrete   in 
several  columns  these  ties  blocked  the  flow  of  the  concrete  and 
when  the  columns  were  apparently  full  it  was  found  on  removal 
of  the  forms  that  there  was  a  large  void  two  or  three  feet  in 
height  in  several  of  these  columns  due  to  the  interference  of 
the  ties  in  pouring  the  column.     The  designer  has  no  excuse  for 
the  employment  of  such  details. 
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The  construction  should  be  preferably  monolithic.  Continu- 
ous beams  should  be  used  rather  than  simple  beams,  haiiurc 
of  the  Luxfer  Prism  Coni])any"s  building  in  Chicago  i-  nf  a 
character  that  should  emphasize  this  point. 

A  slab  reinforced  in  two  directions  and  supported  on  \'>\\r 
sides  may  be  loaded  until  it  is  cracked  through  and  if  the  slab 
is  a  large  one  may  be  loaded  until  the  deflection  is  twehe  or 
hfteen  inches  and  still  carry  the  load  wliich  Ijroke  the  ccMisiruc- 
tion  down  at  this  point  and  strained  the  steel  beyond  the  yield 
point  value. 

A  slab  reinforced  in  one  direction  only  will  on  the  otlier 
hand  break  down  completely  and  sometimes  let  go  quickly  and 
almost  without  warning.  This  is  especially  true  where  forms  are 
prematurely  removed. 

We  have  noted  in  a  previous  chapter  under  "Principles  of 
Economic  Design,"  that  the  true  concrete  types  which  are  con- 
tinuous monolithic  construction  have  the  lowest  coefficient  of 
bending,  hence  there  is  little  excuse  on  the  part  of  the  designer 
for  failure  to  adopt  the  safest  type  of  construction  particularly 
in  vieW'  of  the  fact  that  it  may  be  figured  with  greater  certaint}- 
and  a  higher  degree  of  scientific  accuracy  than  the  so-called 
simple  types  of  simple  beams  or  one  way  reinforcements  that  have 
been  used  in  this  composite  type  of  construction. 

While  the  engineer  may  be  held  responsible  for  accurate  com- 
putation and  for  those  features  bearing  upon  the  safety  of  the 
design,  he  cannot  prevent,  unless  on  the  ground,  the  inexperi- 
enced foreman  from  knocking  centers  at  too  early  a  period.  He 
cannot  prevent  the  deflection  of  reinforced  concrete  work  where 
the  material  has  not  been  allowed  sufficient  time  to  properly 
harden  before  the  removal  of  the  forms.  If,  however,  his  de- 
sign is  one  of  the  two  natural  concrete  types  of  construction  there 
is  little  danger  of  a  sudden  collapse  and  the  worst  that  can  hap- 
pen will  probably  be  the  necessity  of  digging  out  some  work 
which  has  got  out  of  shape  due  to  lack  of  judgment  and  haste 
on  the  part  of  the  erection  foreman  or  superintendent. 

ARTICLE  7. 
RcsponsibUitv  of  t!ic  Contractor. 

The  contractor  is  primarily  responsible : 
( I  )      For  honest  execution  of  the  work. 
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(2)  The  use  of  sufficient  cement. 

(3)  Securing  the  proper  aggregate. 

(4)  Erection  of  centering  of  proper  strength  and  staying  it 
that  collapse  will  not  occur  during  erection. 

(5)  For  exercise  of  care  in  leaving  forms  in  until  concrete 
ias  properly  set. 

He  should  be  responsible  for  simple  tests  on  cement  as  recom- 

lended  under  cement.     He  should  be  responsible  for  seeing  that 

)licings  are  properly  made  between  new  and  old  work.     That 

le  reinforcement  is  placed  as  required  by  the  engineer's  plans, 

md  while  he  cannot  be  held  responsible  for  the  design  he  should 

^xercise  greater  care  in  putting  up  the  less  conservative  types. 

rhich  consist  of  one  way  reinforcement  than  is  essential  in  put- 

Kng  up  multiple  way  systems  or  natural  concrete  types. 

As  regards  aggregate,  the  contractor  is  responsible  for  the 
Ise  of  reasonably  clean,  coarse  sand  and  hard  stone. 


ARTICLE  8. 

Removal  of  the  Forms. 

The  question  as  to  the  proper  time  for  removing  centering 

one  which  unfortunately  cannot  be  answered  in  terms  of  so 

lany  days,  but  only  in  terms  of  the  degree  of  hardness  that  the 

pncrete  has  attained  during  the  period  in  which  the  forms  have 

:en  left  in  place. 

Cement  sets  slowly  or  rapidly,  dependent  on  its  activity  and 

lore  largely  on  the  temperature  under  which  it  hardens.     In  the 

dl  of  the  \ear  if  the  concrete  is  mixed  witli  water  ice  cold  and 

remains  chilly  sometimes  the  cement  will  not  start  to  set  for 

m  or  twelve  days  and  then  if  it  becomes  warm  it  will  harden  up 

jfuickly. 

Hardening  may  be  hastened  by  warming  the  water  and  wak- 
ing the  cement  up.     Treatment  in  freezing  weather  will  be  hand- 
id  in  a  separate  chapter. 

The  question  of  determining  the  hardness  of  the  concrete 
Ind  as  to  whether  it  is  safe  to  remove  the  forms  is  one  which 
the  contractor  or  foreman  inu>t  decide.  Asa  rougli  test  the  rim- 
Jrete  shoulrl  be  sufficiently  hard  so  that  a  twenty  penny  nail  will 
louble  over  and  cannot  be  driven  into  it  more  than  three-(|uarters 
if  an  inch.  A  good  idea  can  be  obtained  as  to  its  hardness  by 
tn'ing  it  with  a  hammer  and  seeing  how  readily  it  can  be  in- 
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dented,  as  well  as  by  driving  a  nail  into  it  and  iindinq-  out  its 
condition  under  the  surface.  Examining  the  concrete  around 
openings,  etc.,  will  enable  the  experienced  foreman  to  form  a  cor- 
rect judgment  as  to  whether  it  is  safe  to  remove  the  centering. 
In  any  case  these  rought  tests  are  sufficient  to  determine  thai  ilie 
removal  of  the  forms  is  a  safe  proposition  for  the  workmen. 

In  long  span  slabs  or  beams  there  may  be  some  sag  due  t(j 
the  compression  of  the  concrete  if  it  has  not  set  sufficiently  hard 
although  no  accident  results.  Such  deflection  or  sagging  tend> 
to  destroy  the  owner's  confidence  in  the  work  although  it  may 
have  no  material  effect  from  the  standpoint  of  strength.  In 
fact,  wdiere  a  long  span  slab  or  a  beam  has  sagged  a  moderate 
amount  before  the  concrete  is  thoroughly  hard  there  is  generally 
little  loss  of  strength. 

In  the  case  of  a  slab,  if  it  is  afterwards  leveled  up  with 
additional  concrete,  it  is  stronger  than  that  portion  of  the  work 
which  has  kept  its  shape.  The  owner  considers  this  an  evidence 
of  weakness.  The  good  natured  contractor  know's  that  if  he 
has  filled  up  the  depression  in  a  panel  which  has  sagged  slighth- 
it  is  probably  the  strongest  slab  in  the  building  and  is  quite 
willing  to  make  an  exceptionally  fine  test  at  this  point. 

The  time  which  the  centering  should  remain  in  place  varies 
for  different  spans.  With  a  slab  sixteen  or  seventeen  feet,  under 
favorable  drying  conditions,  it  should  be  possible  to  remo\-e  the 
forms  in  eight  or  ten  days.  Where  the  span  is  longer,  say 
twenty  or  twenty-five  feet,  two  weeks  ai  least  should  be  allowed, 
unless  the  slab  is  extra  thick.  For  example,  a  slab  eight  inches 
in  thickness  and  twenty-five  feet  in  span  should  be  allowed 
ample  time  to  thoroughly  harden  if  it  is  to  keep  its  shape  im- 
mediately after  removal  of  the  forms.  Whereas  a  span  of  the 
same  length  eleven  inches  thick  would  only  need  practicallv 
the  same  time  as  the  shorter  span  on  account  of  the  additional 
thickness.  These  are  practical  points  which  it  is  well  to  bear  in 
mind  as  upon  them  commercial  success  in  a  measure  depends. 

ARTICLE  9. 

A  Safeguard  for  the  Owner. 

The  owner  should  be  held  accountable  for  the  selection  of  an 
experienced  contractor  or  experienced  superintendent  to  look 
after  his  interests  in  the  work.     He  can  readily  provide  if  he 
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woukl,  a  safeguard  against  the  stinted  use  of  cement  by  fur- 
jiishing   himself  at   his   ozvn    expense    the   cement   to    he   used 
the  zi'ork,  leaving  the  contractor  no  opportunity  to  gain  by 
le  reduction  of  this  necessary  element  in  the  combination. 

He  should  as  a  matter  of  personal  interest  carefully  look  up 
le  record  of  the  engineer  or  superintendent  whom  he  places  in 
large  of  his  work. 

While  there  is  no  safer  type  of  building  to  erect  than  a  well 
^signed  concrete  steel  structure  honestly  executed,  a  poorly 
designed  building  involves  a  risk  to  workmen  almost  if  not  quite 
equal  to  that  incident  to  the  erection  of  structural  steel. 


CHAPTER  XVI. 

ARTICLE  I. 

Rapidity    With    Which    Concrete    Steel    Co)istnictio)i    May    l)e 

Erected. 

No  type  of  building  can  be  as  rapidly  or  quickly  desii^ned. 
detailed  and  erected,  as  the  natural  types  of  reinforced  concrcie 
construction.  If  we  take  type  four,  for  instance,  a  single  com- 
putation is  sufficient  for  a  panel  and  where  panels  are  tabulated 
for  various  loads  two  hours'  work  is  sufficient  to  make  the  com- 
putations for  a  given  size  factory  building  or  manufacturing 
plant,  including  an  estimate  of  the  cost  of  reinforcement,  quanti- 
ties of  concrete  and  centering  with  sufficient  precision  for  bid- 
ding purposes. 

In  no  type  of  building  construction  can  the  materials  be 
secured  as  promptly  as  for  the  reinforced  concrete  structure. 
An  ordinary  four  or  five-story  building  can  sometimes  be  erected 
complete  in  the  average  time  rec^uired  to  get  the  shop  details  out 
for  a  structural  steel  frame.  Especially  where  the  building  is 
irregular  in  form  there  is  this  advantage  with  reinforced  con- 
crete, that  the  joints  are  made  with  the  cement  in  plastic  form, 
that  the  rods  can  be  lapped  more  or  less  over  the  supports, 
eliminating  the  necessity  of  a  large  amount  of  figuring  required 
for  the  skew  connections  of  structural  work,  hence  the  engi- 
neer's end  in  this  line  of  building  construction  is  greatlv  simpli- 
fied. 

Actual  examples  of  the  average  speed  with  which  this  type 
of  construction  is  carried  on  by  the  well  organized  contract- 
ing firm  is  sufficient  to  render  this  statement  clear. 

ARTICLE  2. 

Illustrated  E.va nifties  in    the    Warm   or  Favorable  Season. 

\\t  illustrate  herewith  a  series  of  views  of  the  John  Deere 
Plow  Company's  building  of  Omaha,  giving  the  dates  on  which 
the  photographs  were  taken.  This  is  a  typical  warehouse  build- 
"">§■'    135x285'.     From  the  photographs  it  will  be  noticed  that 
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Mushroom  System. 
John  Deere  Plow  Co.  Building,  Omaha. 


View  of  first  floor  reinforcement  and  part  of  second  floor  centering. 
condition  of  work  Aug.  17,  1908. 


Condition  of  work  Aug.  31.  1908. 
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John  Deere  Plow  Co.  Building,  Omaha. 


Condition  of  work  Sept.  21. 


View  of  second  floor  after  removal  of  forms.  Note  weight  of  material 
on  first  floor.     Taken  about  Oct.  1. 
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Detail  view    of    wall    girders  of   John    Deere    Plow    Co.'s    Building, 
laha,  Nebraska.     Taken  about  Oct.  1,  1908. 


View  taken  Oct.   12.     Working  on  sixUi  floor  and  putting  up  center- 
ing for  the  seventh. 
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View  taken  Nov.  2,  1908. 


Side  view,  under  construction,  showing  handling  of  materials  by 
locomotive  crane.  Concrete  work  erected  by  Leonard  Construction  Co., 
of  Chicago,  at  rate  of  one  story  per  week.    View  taken  Nov.  9,  1908. 
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Test  of  Building.   Note  this  test  not  made  until  Feb.  13,  1909. 
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Erected  in  Ninety  Days. 

Wisconsin  Central  Freiuht  Station,   Minneapolis,  Minn.     Side  eleva- 
tion, under  construction,  showing  concrete  skeleton. 


('.  X.  l\alk,  chief  ^ngineer  W.  C.  Railway,  C.  A.  P.  Turner,  consulting 
engineer.     Butler  Bros.,  contractors. 

the  average  progress  was  about  one  story  per  week  or  about 
5,500  square  feet  of  floor  per  day  including  erecting  the  cokimn 
forms  and  slab  forms,  placing  the  steel  and  casting  the  con- 
crete. This  work  was  executed  by  the  Leonard  Construction 
Company  of  Chicago;  C.  A.  P.  Turner,  designing  engineer: 
O.  A.  Eckerman,  architect;  Fisher  &  Lawrie,  consulting  archi- 
tects ;  A.  N.  Talbot,  engineer  for  owner. 

In  St.  Paul,  Butler  Bros,  sticceeded  in  ptttting  up  about 
a  story  every  ten  days  of  good  working  weather  on  the  Lindeke- 
Warner.  building.  This  work  consisted  of  erecting  exterior 
brick  carrying  walls,  slabs  and  coltimns  and  the  strip  fill  read} 
to  receive  the  finished  floor.  This  building  was  235  by  165, 
and  this  rate  of  progress  was  about  at  the  rate  of  4,000  square 
feet  per  day,  an  even  better  record  than  that  made  at  Omaha, 
when  we  consider  th.e  additional  work  done. 

A.  Bentley  &  Sons,  of  Toledo,  Ohio,  made  an  equally  good 
record  on  the  Bostwick-Braun  building  of  that  city.  This  build- 
ing was  220  feet  square  on  the  street  fronts,  eight  stories  high. 
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August   1st.  showiim  seawall  and  adjacent  footings  incomplete. 


Nov.    nth.    showiDg    (entering   nearly    complete   for  the    roof,   eight 
btories  in  place. 
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View  from  water  front. 
Bostwick-Braun    Wholesale    Hardware    House,    Toledo,    Ohio. 
This   is  the  largest  wholesale  hardware  building'    in    existence,   con- 
structed  throughout  with   a   concrete   skeleton   and   curtain   walls.     It  is 
220  feet  souare  on  the  street  fronts  and  somewhat  trapezoidal  in  plan, 
due  to  the  direction  of  the  river  front. 

The  concrete  work  in  this  building  was  put  up  at  the  remarkably 
rapid  rate  of  one  floor  per  week  after  the  foundations  were  in  place. 
George  S.  Mills,  architect.     C.  A.  P.  Turner,  engineer. 


View  showing  Summit  street  front. 
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View  of  the  second  floor  Lindeke-Warner  building,  St.  Paul,  Minn., 
ider  construction.  Building  235x165  feet.  Story  every  ten  days.  (See 
ige   132  for  elevation  of  completed  building.) 


ARTICLE  3. 

///;   Example  of  Rapid   lli'cctiou    in    l/ir    U'iiilrr  Srasoii. 

The  buil(liiij[i;-s  heretofore  noted  were  erected  (hiring  the  snm- 
ler  or  favorable  season  for  reinforced  concrete  work. 

As  an  example  of  the  rapi(hty  of  construction  (hiring  the 
finter  season,  Butler  Bros.  Company,  of  St.  Paul,  Minn.,  put 

the  eleven-story  Booth  Packing  Company's  plant  in  that 
|ty  in  ninety  days  in  the  middle  of  a  Minnesota  winter. 

It  would  be  hard  to  find  these  records  excelled  in  any  .>ther 
rpe  of  building  construction. 
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ARTICLE  4. 

Relative  Difference  Betivecn  the  Large  and  the  Small  Job. 

As  regards  the  difference  between  the  large  and  small  build- 
ing, it  is  fair  to  note  that  the  time  per  story  is  about  the  same 
almost  regardless  of  the  size  of  the  building,  since  with  the 
larger  building  it  is  possible  to  rig  up  in  a  manner  that  will  en- 
able the  handling  of  the  work  more  rapidly  and  the  fact  that 
there  is  the  large  area  enables  the  employment  of  more  men  and 
makes  it  possible  to  keep  at  work  on  the  various  features  such 
as  centering,  pouring  concrete,  placing  steel,  in  one  continuous 
operation.  The  centering  going  ahead  for  one  floor,  the  steel 
being  placed  following  up  the  carpenters  and  the  concrete  men 
in  turn  following  up  those  placing  the  steel  and  when  the  car- 
penters are  through  with  this  floor  they  immediately  proceed  to 
erect  the  forms  for  the  next  on  that  portion  of  the  floor  where 
the  concrete  has  been  cast. 

Where  the  amount  of  work  to  be  handled  runs  eight  to 
ten  thousand  yards  it  pays  well  to  rig  up  with  overhead  bins 
and  mixing  plant  and  to  arrange  for  the  use  of  half-yard  dump 
cars  in  placing  the  concrete.  Where  the  yardage  is  much  less 
the  wheelbarrow  or  two-wheeled  truck  and  scale  hoist  becomes 
an  economic  method  of  handling  material.  The  later  mixers 
are  arranged  with  a  charging  device  which  saves  wheeling  ma- 
terial up  an  incline  as  was  customarily  done  in  earlier  work. 


CHAPTER  XVII. 


Centering. 


ARTICLE  I. 

Materials  for   Wood  Centering. 

Centering  is  one  of  the  largest  elements  entering  into  the 
cost  of  reinforced  concrete  work.  Figure  p.  216  shows  the  cen- 
tering used  in  the  Minneapolis  Knitting  Company  building,  a 
structure  which  we  have  termed  type  III.  The  joists  used  were 
2x6,  20-inch  centers,  with  \''y.6"  fencing  for  the  floor.  For 
studding  4x4  are  usually  used,  spaced  about  seven  feet  apart, 
cai)ped  by  2x8  double  and  resting  on  wedges  by  means  of  which 
the  centering  can  readily  be  adjusted  to  the  desired  level  of  the 
finished  floor. 

For  square  columns  of  small  section  2x4s  spiked  together, 
forming  the  square  ties,  are  about  as  cheap  as  any  method  of 
putting  the  boxes  together. 

fFor  columns  some  use  4x4  side  pieces,  slotted  at  the  end 
and  ^''  bolts.  This  allows  the  same  frame  to  be  adjusted  for 
different  size  columns  and  makes  a  very  substantial  form,  but 
somewhat  ex^^ensive  in  first  cost.  For  beam  boxes  iV^"  plank 
for  bottom  and  %''  boards  for  sides  are  preferable.  For  i)lain 
slab  forms  the  following  is  the  writer's  preference,  where  lum- 
ber is  used : 

Joist  2"x8".  20  to  22"  centers,  i'''x6"  fencing  for  .sheathing, 
2x8s  double  for  ledgers  spaced  eight  to  nine  feet  apart.  Vertical 
posts  seven  to  eight  feet  centers.  The  4x4  verticals  l)utted  under 
the  ledger  pieces  and  the  ledger  prevented  from  turning  on  top 
of  the  4x4  by  short  pieces  of  J^x4,  nailed  to  both  ledger  and  top 
of  4x4  with  sd  nails.  The  bottom  of  the  ix)sts  are  best  adjusted 
by  wedges  12''  long,  cut  from  4x4s.  This  will  allow  the  level- 
ing up  of  the  centering  very  readily. 

In  centering  shown  on  page  216  the  column  boxes  are  i^" 
stock  banded  by  2''x4"  lapped  and  fastened  together  with  wire 
spikes.  Beam  boxes  were  made  up  of  ^  boards  and  2x4s  fonn- 
ing  vertical  frame  and  1x6  bottom  of  same.  .'\  light  ledger  is 
nailed  along  the  side  of  the  beam  box  to  receive  the  jni^t   for 
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supporting  the  slab.      The  beam  Ijox   was   tp.en  braced  up  and 
two  lines  of  supports  placed  under  the  2x6  joist. 

Sometimes  it  is  desirable  to  center,  using  a  size  of  material 
which  can  be  worked  into  boxing  as  is  used  for  hardware  stor- 
age purposes,  implement  house  requirements  and  the  like.  In  this 
case  verticals  can  readily  be  made  ^f  jxf),  but  will  require  addi- 
tional lateral  staying.  Verticals  are  usually  stayed  every  four 
feet  in  height  with  1x4''  ribbons  in  both  directions. 

ARTICLE  2. 

Leveling  Up  Centering. 
I>eveling  should  be   done,   using  an  architect's  or  an  engi- 
neer's level. 

Evidently  the  fewer  verticals  there  are  the  more  readily  can 
the  form  be  leveled  up  and  placed  in  proper  condition  for  cast- 
ing concrete.  After  leveling  up,  the  wedges  should  be  nailed 
s(j  that  there  will  1)e  no  slipping.  The  vertical  studs  should  be 
stayed  along  the  line  of  the  joist  at  the  top  and  longitudinally 
and  transversely  midway  for  stories  ten  to  twelve  feet  in  height, 
so  there  w'ill  be  no  danger  of  the  stud  kicking  and  the  centering 
oing  down  should  a  heavy  car  run  off  the  track.  Where  the 
rea  to  be  centered  is  large  it  sometimes  pays  to  cleat  the  sheath- 
ing in  cleats  two  feet  or  more  wide.  This  eliminates  the  neces- 
sity for  the  larger  part  of  the  nailing  to  the  joist  and  enables 
the  taking  down  of  the  forms  a  little  more  readily. 

Wide  boards  should  not  be  used  for  sheathing  for  the  reason 
that  they  curl  and  split  badly  in  the  sun  and  swell  excessively 
when  wet.  For  that  reason  the  writer  jirefers  1x6  s(|uare  edge 
fencing.  Yellow  pine  antl  wood  which  will  stand  considerable 
hard  usage  is  ])referable  to  hemlock  or  the  softer  grades  of 
white  pine. 

ARTICLE  3. 
JVetting  Doi^'n   Wood  Centering. 

Where  wood  sheathing  is  u.sed  for  the  forms  it  should  be 
thoroughly  wet  down  from  one  to  two  hours  in  advance  of 
placing  the  concrete,  to  give  the  timber,  which  has  probably 
dried  out  in  the  sun,  a  chance  to  swell  and  close  the  cracks  so 
thai  there  will  be  the  least  possible  loss  of  cement  grout  as  the 
casting  proceeds. 
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ARTICLE  4. 

Inspection  of  Centering  Before  Casting  Concrete. 

As  a  general  rule  the  foreman  should  l)e  instructel  to  inspect 
carefully  all  centerhig  before  starting  to  pour  the  concrete  for 
the  reason  that  many  of  the  stays  and  sometimes  some  of  the 
verticals  are  left  out  temporarily  for  convenience  in  erection, 
with  the  expectation  of  putting  them  in  before  pouring  concrete 
commences. 

ARTICLE  5. 
Column  Forms. 

For  octagonal  forms  we  have  adopted  the  standard  shown 
in  the  figure,  with  a  cast  iron  or  sheet  metal  form  for  the  head, 
adjustable.  The  column  box  is  bound  together  by  Yi''  rods 
bent  in  semi-circular  fonn,  with  a  long  thread  and  nut  at  the 
end.  These  are  passed  through  standard  malleable  clamps  used 
for  wood  stove  pipe  and  screwed  up. 


Of  .Ssc-r/on  ^.^ ' 


Detail  of  form  for  octagonal  columns. 
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etfAls  of  Sheet  ^letal  Forms  as  manufactured  by  Lefebvre-Deslauries. 


Detail  Beam  and  Capitol. 


Detail  showing  Apron  when  using 
Corrugated  Sheets  for  Slab  Forma. 


Band    Details. 


Filling  Rings. 
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Another  method  of  making  up  column  forms  is  to  use  sheet 
metal.     These  are  shown  in  cut  below. 

This  is  one  of  the  most  economical  types  of  column  forms. 
It  is  readily  handled  and  weighs  but  little  and  costs  but  little 
to  transport  and  is  reasonal)le  in  first  cost. 

In  general,  a  light  sheet  metal  form  consists  of  sections  which 
are  adjustable  by  being  lapped  and  are  held  rigidly  bv  iieavv 
bands  of  quarter-inch  metal  at  intervals  of  about  two  feet. 


•u^fl 


View  from  below,  showing  centering. 

Lindeke-Warner  Co.,  wholesale  dry  goods  building.  Erection  carried 
en  at  the  rate  of  a  story  every  ten  days,  including  exterior  walls,  con- 
crete floor  slabs,  strips  and  strip  filling  ready  for  finished  flooring. 


ARTICLE  6. 

Sheet  Metal  for  Slab  Forms. 

To  save  the  cost  of  sheathing  and  facilitate  rapid  handling 
we  have  used  a  large  amount  of  corrugated  steel  in  place  of 
fencing  for  decking. 
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Ceiling  of  this  type  is  shown  in  figure.  This  type  of  floor 
centering  is  not  suitable  where  it  is  desired  to  plaster,  but  for 
wholesale  building  and  in  fact  any  kind  where  special  decor- 
itive  finish  is  not  desired  it  is  substantial  and  neat. 

Cost  of  handling  sheet  metal  is  about  one-third  that  of  lay- 
ing boarding.  Greasing  it  with  parafiine  oil  prevents  the  con- 
:rete  from  adhering  and  facilitates  ready  removal  and  re- 
landling. 


^mmmmrw''>\mmmfmm/fff/mj0^ 


Ziegler  Building,  Milwaukee.     Sheet  metal  forms  used  for  slabs. 


ARTICLE  7. 

Advantages  that  arc  claimed  for  sheet  metal  farms  are  as  fol- 
iages: 

That  the  sheet  metal  holds  the  moisture  and  prevents  the 
concrete  from  drying  out  too  rapidly.     Tt  prevents  loss  by  leak- 
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age  of  the  liquid  cement  mortar,  as  is  sometimes  the  case  where 
board  forms  are  used,  and  leaves  a  clean,  smooth  job. 

The  sheet  metal  centering  can  be  used  over  and  over  again 
and  should  it  be  battered  out  of  shape  it  is  a  comparatively  inex- 
pensive matter  to  re-press  the  sheets.  At  first  cost  it  is  at  a 
disadvantage  as  compared  with  wood  centering,  but  in  the  long 
run  it  is  much  cheaper  for  the  reason  that  it  is  lighter,  requires 
less  labor  to  handle  and  involves  less  labor  in  carting  from  point 
to  point. 

ARTICLE  8. 

Improper  Spcciticalioiis  for   Cciitcriii;^. 

Many  architects  have  a  totally  erroneous  idea  as  to  the  proper 
requirements  for  centering.  For  example,  we  frequently  see  an 
architect  specifying  matched  and  surfaced  lumber  for  forms, 
with  the  vague  exj^ectation  that  by  so  doing  he  will  get  an  ex- 
ceptionally smooth  job.  Unless  the  lumber  is  over  two  inches 
thick,  which  would  involve  an  unreasonably  great  expense,  the 
tongue  and  groove  wdll  be  soon  broken,  ragged  joints  and  edges 
will  be  a  frequent  rather  than  a  rare  occurrence,  and  on  the 
whole  the  work  will  not  present  as  smooth  an  appearance  as 
though  ordinary  square  edge  fencing  was  used  for  the  work. 

If  it  is  required  that  the  work  be  finished  with  a  smooth 
surface  the  most  inexpensive  proposition  is  to  give  it  a  skin  coat 
of  plaster  as  recommended  in  chapter  covering  the  subject  of 
plastering  on  reinforced  concrete. 

ARTICLE  9. 

Partial  Removal  of  the  Forms. 

It  is  evident  that  the  earlier  the  centering  can  be  removed 
and  used  in  the  upper  stories  the  less  material  it  will  be  neces- 
sary to  use  in  handling  the  work  and  the  lower  the  cost  if  suc- 
cessfully executed.  In  the  mushroom  system  it  is  customary 
in  good  dry  weather  to  remove  the  forms  in  from  twent}-four 
to  forty-eight  hours  from  columns.  .In  this  type  of  construction 
columns  carry  little  weight  until  after  the  removal  of  the  slab 
fonns,  and  where  handling  the  work  in  this  manner  a  ^•ery 
much  smaller  number  of  forms  can  be  used  on  a  large  job. 
Where,  however,  beam  and  slab  forms  are  used  the  column  gen- 
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erally  supports  the  beam  boxes  and  the  writer  is  not  in  favor  of 
lemoving  the  centering  in  part,  but  prefers  to  see  the  whole  left 
except  perhaps  a   few   of   the   stays  until   the  concrete  has 
loroughly  cured. 

In  the  illustrations  under  the  rapidity  of  erection  of  rein- 
)rced  concrete  a  number  of  examples  are  shown  which  clearly 
idicate  the  number  of  floors  under  which  the  centering  is  left 
the  conduct  of  work  under  favorable  conditions. 
Handling  and  making  up  of  forms  is  more  a  question  of 
raft  than  of  figures.  As  to  the  question  of  ingenuity  the 
Tightest  engineer  can  as  a  rule  learn  something  from  any  fore- 
m  and  even  a  good  carpenter  that  he  comes  in  contact  with  in 
lis  line  of  work.  Frequently,  however,  we  see  workmen  who 
lack  ingenuity  and  a  conception  of  the  simple  requirements  of 
form  work.  For  example,  we  occasionally  see  a  gang  of  car- 
])enters  putting  up  an  expensive  braced  form  for  a  thin  wall, 
where  all  that  is  necessary  to  do  is  to  set  up  the  cleated  boards 
and  tie  them  together  with  No.  lo  wire.  The  pressure  on  the 
two  sides  balance  and  the  need  of  bracing  is  practically  nil. 

Special  forms,  such  as  are  used  for  chimneys,  are  very  ad- 

\antageously  made   up   with   sheet   metal   and   arranged   to   be 

flipped  upward  as  the  work  advances.     It  is  hardly,  however, 

rithin  the  scope  of  this  work  to  go  into  special  constructions  of 

lat  character. 

ARTICLE  lo. 

Suspended  Ceilings. 

Frequently  a  slab  is  put  up  where  it  is  desired  to  suspend  a 
ceiling  below,  either  to  conceal  pipes,  flues  and  the  like,  «>r  as 
insulation  for  the  roof.  This  is  readily  arranged  in  ilic  fol- 
lowing manner : 

Take  ordinary  %''  round  wire,  make  a  3"  loop  on  the  upper 
end  and  drop  it  through  a  hole  in  the  form.  It  will  then  be 
anchored  in  the  concrete  as  soon  as  the  concrete  is  cast,  and  the 
free  end  may  be  used  to  tie  uj)  angles,  tees  or  groove  irons  which 
may  be  used  for  the  ceiling  frame. 


CHAPTER  XVIII. 
Cost  of   Work. 

ARTICLE  I. 

General  Statements. 

The  owner  or  purchaser  desires  to  know  the  relative  cost 
of  various  types  of  construction  for  his  building.  General  in- 
formation is  what  he  wishes  and  that  we  will  endeavor  to  take 
up  in  article  i  of  this  chapter.  Later  the  detail  or  itemized  esti- 
mate of  cost  desired  by  the  general  contractor  will  be  discussed. 

In  general,  we  may  say  that  reinforced  concrete  is  especially 
adapted  to  heavy  construction ;  that  nothing  can  compete  with 
it,  not  even  timber,  for  the  heaviest  warehouse  work  where 
spans  are  eighteen  to  twenty  feet  centers  and  working  loads  of 
250  to  500  pounds.  This  general  statement  holds  true  through- 
out the  eastern  and  central  portions  of  the  United  States  and 
Canada,  though  it  may  not  be  true  in  some  districts  in  the  west 
where  good  fir  timber  costs  as  little  as  seven  dollars  a  thousand 
but  even  there  when  the  insurance  rate  is  taken  into  considera- 
tion on  the  building  and  the  goods  stored,  the  concrete  structure 
is  the  cheaper  in  the  end. 

ARTICLE  2. 

Adaptability. 

Reinforced  concrete  is  not  adapted  for  long  spans  and  light 
loads.  For  instance,  in  a  span  of  fifty  or  sixty  feet  in  a  shop 
or  factory  building  having  only  a  light  roof  load,  reinforced 
concrete  is  not  an  economical  material  to  use.  Structural  steel 
costs  far  less  and  is  generally  employed.  For  bridges  of  long 
spans  and  light  loads  reinforced  concrete  is  not  economical  in 
first  cost.  Where  the  loads  are  heavy,  as  for  city  bridges  and 
the  grade  such  that  there  is  opportunity  for  ample  rise,  a  re- 
inforced concrete  arch  may  be  built  at  a  cost  not  greatly  ex- 
ceeding that  of  a  good  structural  steel  bridge  and  when  the 
maintenance  charges  are  considered  the  concrete  will  be  the 
least  expensive. 
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For  the  office  building  and  ordinary  business  blocks  in  gen- 
eral, reinforced  concrete  will  save  the  owner  from  one-half  to 
three-quarters  of  the  cost  of  a  structural  steel  skeleton. 

Reinforced  concrete  is  particularly  well  adapted  for  school 
buildings.  The  difference  in  cost  between  the  ordinary  timber 
floor  and  a  reinforced  concrete  floor  will  frecjuently  not  exceed 
ten  or  fifteen  cents  per  square  foot.  With  this  fact  in  mind  it 
is  really  astonishing  to  note  how  frequently  dangerous  fire  traps 
are  erected  to  serve  as  school  buildings  in  which  expensive  and 
ornamental  exteriors  have  been  used  when  plainer  buildings 
with  fireproof  construction  could  be  put  up  for  the  same  money. 

The  architect  for  a  school  building,  in  order  to  make  a  show, 
fre(]uently  specifies  a  fancy  brick  exterior,  terra  cotta  or  stone 
trimmings  and  other  external  frills  and  then  economizes  in  the 
interior  construction  of  the  building  by  the  use  of  wood  joists 
ij/^  or  1%''  thick  by  i6"  deep  covered  with  %  rough  floor 
and  y^  hardwood  finished  floor,  wood  lath  and  plaster  on  the 
under  side,  electric  wires,  heating  flues,  etc.,  between  the  joists. 
This  is  a  construction  in  which  if  a  fire  once  started  there  would 
be  hardly  time  for  the  occupants  of  the  building  to  escape  before 
the  collap.se  of  tlie  floor  and  loss  of  life  incident  thereto. 

The  Collinwood  disaster  well  illustrates  this  fact.  The  state 
of  Wisconsin  has  passed  a  law  making  it  compulsory  to  put 
up  school  buildings  of  fireproof  materials  and  other  states  may 
well  follow  her  example. 

For  buildings  subject  to  the  vibration  of  heavy  machinery, 
concrete  steel  construction  has  many  advantages.  Properly  de- 
signed, the  joints  (connections  of  floors  to  columns)  are  far 
more  rigid  than  in  any  of  the  old  types  of  construction  hence 
a  rigid  building  costs  least  in  concrete  steel. 

The  Forman-Ford  Company,  plate  glass  dealers,  etc..  make 
the  claim  that  twenty-five  per  cent  more  work  is  done  in  their 
cutting  and  polishing  department  in  their  new  concrete  build- 
ing with  the  same  men  than  in  the  old  timber  framed  structure 
previou.sly  occupied  due  to  the  increase  in  rigidity  of  the  struc- 
ture. 

ARTICLE  3. 
Aggregate. 

Tn  many  localities  crushed  stt)ne  is  expeii>i\c  and  \\c  can 
find  a  good  gravel  bank.     Or,  in  the  absence  of  that,  smelter 
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slag  makes  a  good  aggregate.  Frequently  we  find  bank  gravel 
which  runs  somewhat  high  in  sand.  Then  it  is  a  question  as  to 
the  unilOniiity  of  the  material.  If  the  proportion  of  the  sand 
is  constant  and  too  high  we  can  use  more  cement  to  keep  the 
proportions  of  cement  to  sand  down  to  those  recjuired  rather  than 
go  to  the  expense  of  screening  the  gravel. 

ARTICLE  4. 

Analysis  of  Items  of  Cost. 
In  arriving  at  a  detail  estimate  of  cost  we  have  the  following 
items  to  consider : 

Basis  of  Labor. 
Materials  and  cost  of  handling: 
Cement  \ 

.   Sand    ]^^    ^.^^^j    / 

Concrete,        )   Stone  (^^  S^^^^     f 

TT  .       .  <    ,,,         '  >  Quantities  and  base  prices. 

Unit  price       ]    Water  /   '" 

Common  labor        1 

Cost  of  plant  / 

Cost  of  metal 

Cost  of  unloading 

Labor,  cost  of  bending  (union  or  common) 

Labor,  cost  of  placing  (union  or  common) 

Cost  of  lumber 

P  .  \  Cost  of  framing  beam  boxes,  columns,  etc. 

)  Cost  for  erecting  and  rehandling 

\  Slab  forms,  beam  forms  and  column  forms. 

Season  of  the  year. 

Floor  finish  or  strip  fill. 

Dead  expense. 

General  data  on  costs  per  foot  of  floor  and  items  entering 
into  it. 

ARTICLE  5. 

Labor,  Unit  Prices,  Quantities  of  Material. 
Under  the  general  heading  of  basis  of  labor  the  contractor 
must  consider,  first,  the  wages  per  hour;  second,  the  character 
and  efficiency  of  the  labor,  whether  the  labor  is  union  or  non- 
union, probability  of  strikes  and  delay  of  work  into  the  un- 
favorable season  when  artificial  heat  must  be  used. 
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Where  trade  unions  are  strong  the  speciahst  in  reinforced 
concrete  can  never  tell  when  his  work  will  be  tied  up  by  some 
disagreement  between  master  plumbers  and  walking  delegates 
or  other  trades  with  which  he  has  no  relation  whatever  further 
than  that  a  sympathetic  strike  may  be  called  without  notice  or 
grievance  at  any  time  and  his  operations  brought  to  a  stand- 
still. 

This  condition  means  idle  equipment  and  sometimes  cost 
of  heating  materials  and  may  mean  readily  an  additional  cost 
of  five  to  ten  per  cent  in  the  work. 

Where  unions  are  strong  they  frequently  endeavor  to  force 
the  employment  of  totally  inexperienced  and  ignorant  men  on 
the  constructor.  Thus  they  will  wish  to  force  the  employment 
of  structural  iron  workers  in  place  of  trained  laborers  in  placing 
the  reinforcement;  to  prevent  the  employment  of  common  labor 
in  removing  centering  and  the  like. 

In  Chicago  the  bricklayers'  union  demands  that  the  contractor 
shall  keep  employed  an  extra  brick  foreman  who  is  supposed 
merely  to  watch  the  placing  of  concrete  wherever  there  may  be 
brick  work  on  the  job. 

While  unionism  ought  and  should  prove  of  benefit  to  em- 
ployer and  employee  alike,  when  the  motto  is  efficiency  and  good 
wages  for  skilled  service;  when  the  union  organization  is  de- 
graded to  the  point  of  demanding  that  unskilled  men  shall  be 
employed  simply  because  they  are  members  of  its  organization, 
it  loses  both  public  sympathy  and  support.  In  many  cases  con- 
crete is  used  for  exterior  w'alls  where  brick,  were  it  not  for  tlie 
short-sighted  union  leadership,  should  legitimately  l)c  u'-cd  ironi 
the  true  economic  standpoint. 

For  purpose  of  discussion  and  comparison  we  will  take  the 
following  costs:  Common  labor.  $2.25  per  day  of  ten  hours; 
carpenters,  $3.00  per  day  of  eight  hours;  steel  to  be  placed  by 
common  labor  at  $2.25  to  $3.00  per  day. 

Unit  Price  of   Concrete. 
1-2-4  Mix. 
Material  for  one  cubic  yard  of  wet  mix  concrete: 

Cement i  ,'/j  bbls. 

Crushed  stone 9  cubic  yards. 

Sand 45  cubic  \  .irdN, 

Where  a  crusher  run.  includinL;-  <liist  of  ^und  \\:\r<\  rrx-^talline 
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stone  is  used  llic  sand  may  be  readily  reduced  to  one-third  yard. 
The  ab(n-e  amounts  required  to  make  a  cubic  yard  in  place 
of  wet  mixed  concrete  may  vary  somewhat  on  the  character  of 
the  crushed  stone  or  gravel,  but  for  estimating  purposes  they 
are  conservative. 

i-i3'4-3  Mix. 
Material  for  one  cubic  yard  of  concrete,  wet  mix : 

Cement 2  bbls. 

Sand 43  cubic  yards. 

Stone 85  cubic  yards. 

1-3-5  Mix. 
Material  for  one  cubic  yard  of  concrete,  wet  mix : 

Cement 4j-^   sacks=i.i25  bbls. 

Sand 52  cubic  yards. 

Stone 85  cubic  yards. 

Labor  of  Handling. 

Given  an  ordinary  equipment  such  as  a  half-yard  Smith, 
Cube  or  Ransome  machine  the  labor  cost  of  handling  concrete 
may  be  stated  as  follows. 

Wheelbarrow  gang,  from  $1.25  to  $1.50  per  cul)ic  yard,  in- 
cluding cost  of  coal  or  gasoline  for  the  engine.  In  walls,  foot- 
ings or  where  there  is  quite  a  mass  this  may  be  reduced  to  $1.00 
per  cubic  yard. 

On  a  large  job  where  one-half  yard  cars  are  used  and  over- 
head bins  for  handling  the  aggregate  by  gravity,  the  labor  cost 
may  be  reduced  to  35c  to  40c  per  cubic  yard.  To  this  must 
be  added,  however,  the  cost  of  fitting  up  the  plant  which  will 
increase  this  figure  to  sixty  or  even  seventy  cents  per  cubic 
yard. 

The  labor  costs  will  increase  or  decrease  as  the  price  of 
common  labor  is  above  or  below  twenty-two  and  one-half  cents 
per  hour,  figured  upon. 

Cost  of  cement  varies  with  the  market  and  distance  of  the 
work  from  the  nearest  mill  from  eighty  cents  or  a  dollar  per 
barrel  to  two  or  three  dollars. 

Cost  of  crushed  stone  varies  with  the  locality  and  distance 
of  the  work  from  railroad  or  crushing  plant. 

In  Minneapolis  and  St.   Paul,   from  $1.25  to  $1.75  on  the 
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work.  Milwaukee,  $1.25  to  $1.50.  Ohio  river  points,  $1.00 
to  $1.25,  washed  gravel,  etc. 

Cost  of  carting  and  hauling  must  be  investigated  in  each 
individual  case.  In  many  of  the  smaller  towns  good  concrete 
gravel  can  be  secured  as  low-  as  thirty  to  fifty  cents  per  cubic 
yard  and  in  order  to  give  a  clear  idea  as  to  the  general  ques- 
tions of  cost  these  variables  must  be  carefully  considered  and  in- 
vestigated by  the  bidder  if  figuring  reasonably  close. 

In  securing  this  essential  information  the  conservative  busi- 
ness man  will  secure  quotations  in  writing,  especially  when  not 
personally  acquainted  with  the  reliability  of  the  parties  quot- 
ing; then  if  the  work  is  secured  he  may  at  his  option  hold  the 
bidder  to  his  price  or  seek  redress  by  suit. 

In  giving  the  foregoing  average  values  it  should  be  noted 
that  the  cost  of  placing  varies  eight  to  ten  per  cent  with  the 
character  of  the  reinforcement.  Where  there  are  numerous  beam 
boxes  and  stirrups  and  increased  work  of  puddling  the  con- 
crete, the  cost  may  readily  run  five  or  six  per  cent  above  the 
average  while  where  there  is  plain  flat  slab  such  as  the  mush- 
room system  the  cost  will  readily  run  five  or  six  per  cent  lower 
than  the  average  given. 


ARTICLE  6. 

Cost  of  Steel. 

Medium   Steel,  Open   Hearth  or  Bessemer,   Manufacturers' 
Standard  specification  is  at  present  writing  at  $1.20  base,  Pitts- 
;burg. 

The  base  price  is  given  in  all  the  engineering  and  iron  trade 
papers.     All   bars   from    Y^"  rounds  to  three   inches  are  base. 
Smaller  bars  arc  miM  at  base  plus  half  card  extras. 
The  following  is  the  standard  steel  classification: 

Extra 
•M''  to  3" Base 

y^"  to  I  r-irr 10 

3/2"  to  9-[r>" 20 

.-„  )  Rounds  or  square. 

H"    50 

S-16" 60 

>4"  to  9-32" 70 
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I  to  6''x.>8  to  i'" Base  ^  Flats  and  heavy 

I  to  6"x  14  and  5-6 20  |     bands. 

The  above  are  full  extras  and  such  sizes  as  we  can  ordinarily 
use  to  advantage  in  concrete  steel  construction. 

In  figuring,  take  base  price  plus  half  extra  plus  freight  to 
destination.  Freight  rates  to  all  points  in  the  United  States 
and  the  Dominion  of  Canada  are  given  in  compact  form  in  a 
book  published  by  the  American  Steel  &  Wire  Company. 

Cost  of  deformed  bars  rolled  to  standard  specification  at  the 
present  writing,  two  to  three  dollars  per  ton  above  plain  bars. 
Special  reinforcement  sold  with  design  from  twenty  to  fifty  dol- 
lars per  ton  additional,  whatever  the  purchaser  can  be  induced 
to  pay. 

ARTICLE  7. 
Cost  of  Bending. 

Using  medium  steel  with  proper  equipment  rods  for  the 
mushroom  system  can  be  bent  cold  for  fifty  to  sixty  cents  per 
ton;  where  high  carbon  steel  is  used  and  rods  are  heated  one 
and  a  half  to  tw^o  dollars  per  ton. 

Beam  rods,  such  as  are  used  in  Turner  beam  system,  can  be 
bent  for  from  two  to  two  and  a  half  dollars  per  ton;  where 
more  complicated  bends  are  employed  from  two  and  a  half  to 
three  and  a  half  per  ton. 

Cost  of  placing  steel,  including  handling  and  bending,  in 
the  w-riter's  work  has  run  from  six  to  ten  dollars  per  ton.  With 
a  beam  system  beams  spaced  four  to  six  feet  centers  a  cost  of 
ten  to  twelve  dollars  would  be  a  fair  basis  upon  which  to  figure. 

Cost  of  Hooping  for  Columns. 

Spirals  made  at  the  shop,  six  cents  a  pound  in  place. 

Spirals  made  at  the  job.  about  three  and  one-half  to  four 
cents. 

Hoops  base  price  plus  freight  plus  a  cent  per  pound  for  shop 
work  and  half  cent  for  erection.  Price  on  hoops  is  based  on 
electric  welding,  allowing  for  waste. 

Estimate  on  spirals  based  on  $1.20  base  for  steel,  allowing 
35c  freight  in  car  lots  and  less  than  car  load  rates  on  fabricated 
spiral. 

In  other  words,  it  is  much  cheaper  to  bend  the  spirals  on  the 
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job  and  while  the  work  may  not  be  done  with  the  high  degree 
of  uniformity  with  which  it  is  executed  in  the  shop  it  is  suffi- 
ciently accurate  for  practical  purposes  if  there  has  been  reason- 
kble  care  exercised  in   its  execution.      On  the  other  hand,  the 
lade-up  spiral  is  usually  more  nearly  in  line  than  a  shop-made 
diich  has  been  shipped  and  most  always  kinked  in  shipping. 

ARTICLE  8. 
Cost  of  Centering. 

Xo  item  in  the  line  of  concrete  construction  is  so  generallv 
iderestimated  as  the  cost  of  false  work  for  reinforced  concrete, 
fact,  so  generally  is  this  the  case  that  the  contractor  inexperi- 
ced  in  this  class  of  work  is  more  than  likely  to  underbid  those 
ssessing  both  equipment  and  experience  by  underestimating 
is  item  of  cost. 

Cost  of  the  centering  per  foot  of  floor,  including  columns 
d  beams,  will  vary  anywhere  from  six  to  more  than  twenty 
:nts  per  square  foot,  depending  on  the  following  items  : 

1.  '  The  number  of  beam  boxes,  whether  they  frame  into 
ch  other  or  into  column  boxes  only. 

2.  The  number  of  columns  for  a  given  floor  area. 

3.  The  number  of  stories  or  floors  that  are  alike. 
The  rapidity  with  which  it  is  desired  to  push  the  work  and 

;hether  the  weather  conditions  are  favoral)le  for  the  prompt  re- 
loval  of  the  forms. 

Where  the  building  has  a  full  concrete  skeleton,  centering 

ists  generally  a  third  more  than  where  bearing  walls  are  used. 

Evidently  the  greater  number  of  stories  the  more  times  the  lum- 

r  may  be  moved  up  and  used  over.     Where  the  work  is  to 

pushed  rapidly  in  cold  weather  a  larger  amount  of  lumber 

required. 

The  practical  constructor  is  inclined  to  clicck  estimate  <il 
St  f)n  the  basis  of  so  much  per  foot  of  floor  for  centering  for 
inforceiuent  and  concrete  and  estimating  in  this  rough  way 
ill  generally  detect  an  error  of  more  than  four  or  five  per  cent 
in  an  elaborate  detailed  estimate  hence  the  writer's  object  in  call- 
ing attention  to  the  elements  noted. 

T.     Lumber  ref|uired.   nails  and   fastenings. 
_'.     Carpenter  labor  of  fraiuing  beam  boxes,  column  boxes, 
etc.,  per  thousand  feet. 
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3.  Labor  of  setting  plain  slab  forms. 

4.  Labor  of  taking  down  forms  and  moving  up  to  upper 
story  per  thousand  feet  B.  M. 

5.  Waste  of  lumber  and  value  of  old  centering. 

Under  one,  the  amount  of  lumber  required  it  should  be 
observed  that  the  amount  will  vary  with  the  type  of  design. 
Such  a  type  as  the  mushroom  system,  type  IV,  figure  4,  \vc 
would  have  for  the  sheathing  approximately  one  board  foot 
for  each  flat  foot  of  floor  area.  For  the  joist  <}4  of  a  board 
foot  per  flat  foot  of  floor  area.  For  ledgers  one-third  of  a  iooi. 
board  measure,  for  each  flat  foot  of  floor.  For  uprights,  ^  of 
a  board  foot  for  each  flat  foot  of  floor.  For  columns,  spacing 
18'  centers,  from  one-third  to  one-half  board  foot  for  each  flat 
foot  of  floor.  Total,  about  three  and  one-quarter  or  three  and 
one-half  board  feet  per  foot  of  floor. 

If  the  work  is  to  be  pushed  rapidly  we  would  figure,  under 
favorable  conditions  for  centering,  not  less  than  two  complete 
floors  of  centering  plus  waste.  If  tlie  weather  conditions  are 
unfavorable  we  should  have  enough  lumber  for  centering  for 
three  to  four  floors.  On  a  building  having  eight  stories  the 
writer  would  ordinarily  figure  enough  centering  for  three  floors. 
plus  waste.  With  the  flat  slab  system  there  is  no  waste  with  the 
joists  as  they  are  simply  lapped  by  and  the  waste  in  the  boards 
would  amount  to  about  two  per  cent  each  time  they  are  used. 
There  will  be  some  waste  in  the  uprights  if  the  stories  are  of 
different  heights  which  must  be  figured  in  each  individual  case. 

Where  a  beam  system  is  used  the  waste  will  be  much  greater 
as  the  loss  from  breakage  and  cutting  the  lumber  to  the  size 
of  the  panels  will  generally  run  the  waste  up  to  ten  to  fifteen 
per  cent  of  the  form  lumber  in  each  floor,  sometimes  much  more 
than  this.  Also  the  surface  contact  is  increased  by  the  area 
of  the  sides  of  all  beams  requiring  additional  lumber. 

Cost  of  Framing. 
Labor  for  framing  beam  boxes,  column  boxes,  etc.,  will  gen- 
erally run  about  twelve  dollars  per  thousand  feet  B.  AI.  Labor 
of  placing  plain  slab  forms,  carpenter's  wages,  being  figured 
at  37^c  per  hour,  will  run  about  five  to  six  dollars  per  thou- 
sand feet.  The  cost  of  taking  down  the  forms  and  moving 
them  up  should  run  about  three  dollars  per  one  thousand  feet 
B.  M.,  for  the  flat  slab  type  and  five  to  seven  dollars  per  thou- 
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sand  where  there  are  a  large  number  of  beam  boxes,  etc.     Xails 
and  fastenings  are  generally  a  small  item. 

Where  sheet  metal  is  used  for  the  sheathing  the  cost  per 
foot  of  laying  it  and  greasing  it  with  paraffine  is  about  one- 
third  the  cost  of  placing  boards  although  the  first  cost  of  the 
metal  is  considerably  higher. 

Mr.  L.  S.  Wason,  president  of  the  Alhertliaw  Construc- 
tion Company,  of  Boston,  at  the  fifth  annual  convention  of 
the  National  Association  of  Cement  Users  at  Cleveland,  Ohio, 
presented  a  paper  on  costs  from  which  the  following  table  is 
quoted,  giving  the  cost  of  handling  and  some  very  interesting- 
costs  of  centering.  It  would  be  well  for  the  reader  to  look  up 
this  paper  which  is  reprinted  in  part  in  the  Engineering  News, 
January  14,  1909,  and  a  number  of  the  other  engineering  pa- 
pers. 

The   following  table,  condensed  by  the  Engineering  News, 
from   the  original  paper,   is  given  as  a   fair  indication  of  the 


TABLE  1.— SHOWING  COST  OF  FORMS  AND  CONCRETE  ON  VARIOUS  MEMBERS  IN 
REINFORCED-CONCRETE  STRUCTURES. 

PLAIN  CONCRETE  COLUMNS 

Forms  per  sq.  ft.                       Concrete  per  cu.  ft. 
Caipen-, Nail8_  Con-    Gen-      ^_     , Team 


Location. 


ter      L"™"  and    Total    crete    eral       Ce-  Aggre-    g^.j    pig^t  j  ^  y 
Labor    ber     wire  Labor  Labor  "nent   gate    Mjgc 


)ffico  buildinR,  Portland,  Me. 

'o!il  [wckot.  Lawrence,  Miss. . 

•lill,  SoiitliV)ridKo,  .Mas.s 

>Iill,  .\ttlcl)or(),  Ma.ss 

|4ill,  SoutliljridKo.  Ma.s.s 

l^oal  tx)fl<ct,  Hartford  Ct 

tlaraKc,  Brookline,  Mass 

!  Varetiousc,  Portland,  Me 

t'extilc  mill,  Lawrence,  Miss.. 

I'  lighest 

f  .owest 

(  V  vc>raKe  of  9 


$.1.33($.039 


166 
.073: 

.110! 

.1081 
.0891 


.003! 
.056 
.014 

.0481 
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.1181    .016     .001  .135 

.061     .013     .001  .075 

.133]    .082     .002  .181 

.057     .013     .001  .075 

.0821    .036     .001  .130 
REINFORCED-CONCRETE  BEAM  FLOORS. 
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;                                                                    FLAT  SLAB  FLOORS. 
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.a37! 
.063! 


.013 
.017 
.041 
.039 
.018 
.041 
.t)08 
.021 

.0521 
,007 
,0251 


,016 
,030 
.034 
.034 
.013 
.020 
,025 
,015 
.034 
,013 
.023 


$.273 
.307 
.328 
.271 
.340 
.286 
.289 
.335 
.283 
.340 
.271 
.301 


.0561  .470 
.010  ,202 
.0241    ..354 


.0841  .0261  .a391  .374 
.053  .012  .010  ,252 
,070i    .0191    ,0241    ,316 


208 

.080 

.064 

,046 

428 

076 

026 

.004 

,010 

272 

128 

.068 

.024 

,017 

,369 

REINFORCED-CONCRETE  SLABS  BETWEEN  STEEL  BEAMS. 

J  n«tl>P8t I    .1101    .0711    .0031    ,1841    ,1441    .048 

t  /)we»t I    .028     .012     .OOli    .049     .073     .005 

t.verageofl3 I    .06l|    .032|    .0021    .095]    .1021    .019 

r  BUILDING  WALI>S  ABOVE  GRADE 

r,lighest I    ,  136     ,073;    ,005:    ,  1761    .  146,    ,0521    .  105|    ,  1871    ,0771    ,0661    .446 

r«we,st .046     .016:    .001     .079     .042!    .004,    ,034     ,043     .007!    .005!    .174 

liverageofn 1    .0851    ,036     ,(Kt2!    ,128!    .0901    ,016)    .073!    .076)    ,025'    .0191    ,301 

'.     •  FOUNDATION  WALLS 

I  lighest (    ,1.341    ,048(    .004;    ,193;    ,213(    .0371    .203(    ,1161 

owest ,0.32     ,009     .001!    .0561    ,040     ,002     .038     ,027 

•  verageofl4 I    ,0681    .0.33'    .002!    .1031    .076!    .0161    .080)    ,0621 

FOOTINGS  AND  MASS  FOUNDATIONS. 

119     ,0771    ,003|    ,1981    .081!    .0201    ,0981    ,0991 
-"       -'         -'         "       .043 


^lighcst 

1  owest 

I  venige  cf  10. 


.016 
.067! 


.006    ,001     ,018 
.034!    ,0021    ,0931 


,026 
.0461 


,001!     0471 
,0071    ,07Ii 


,067i  .0401 

.003  010 

,0191  .0171 

.013(  ,0491 

,00:}  OlOi 


,077!    .007i    ,021! 


.690 
.148 
.209 

,276 
.181 
.229 
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variation  in  cost  of  different  designs  and  different  conditions. 
The  author  states  that  only  typical  types  are  given  where  the 
items  of  cost  were  accurately  known.  Enough  are  given  for 
a  fair  average  except  in  the  case  of  long  span  flat  slab  which 
appears  to  him  by  comparison  a  recent  type  of  construction. 

By  reference  to  the  general  averages  on  form  work  in  the 
foregoing  tables  the  cost  of  forms  per  square  foot  of  surface 
contact,  namely:  Columns,  $0.13;  floors  with  reinforced  con- 
crete beams,  $0,116;  flat  floors  without  beams,  $0. iii:  ^hort 
span  slabs  between  steel  beams  including  the  fireproofing  on  the 
side  of  the  beams,  $0.05 ;  walls  exposed  to  view  above  ground, 
$0,093  5  the  writer  believes  are  all  higher  in  price  than  usually 
believed  to  be  a  fair  cost  by  the  majority  of  builders.  It  is 
upon  the  success  of  handling  forms  that  good  results  financially 
depend.  In  regard  to  concrete,  labor  is  the  variable  item  which 
must  be  carefully  considered.  Any  one  of  intelligence  can  make 
a  careful  estimate  of  the  materials  to  be  used  but  note  the  aver- 
age prices  of  labor  per  cubic  foot  of  concrete,  namely :  For 
columns,  $0,123;  beam  floors,  $0,131;  flat  floors,  $0,106,  floors 
between  steel  beams,  $0.121 ;  walls,  $0,106;  foundations,  $0.091 ; 
and  mass  work  in  connection  with  buildings,  $0.052 ;  not  until 
the  last  item  is  reached  is  a  price  obtained  in  experience  which, 
according  to  the  observation  of  the  writer,  the  majority  expect 
to  obtain  in  building  work  in  general.  Alany  men  who  have 
had  wide  experience  in  handling  large  quantities  of  concrete  in 
mass  have  at  times  attempted  a  lighter  type  of  construction  and 
have  been  greatly  surprised  at  the  large  expense  connected  there- 
with. It  has  come  to  the  writer's  notice  a  number  of  times 
that  men  with  this  experience  have  added  fifty  to  one  hundred 
per  cent  to  the  cost  of  mass  work  and  felt  that  they  were  amply 
covered  for  light  structural  work. 

Table  II  is  an  exact  copy  of  a  "master  card"  which  gives  the 
complete  financial  history  of  the  job,  when  it  is  finally  com- 
pleted. The  first  column,  which  is  blank,  is  occasionally  used 
for  an  estimate  of  the  first  cost,  the  proposal  including  the  profit 
as  well  as  the  estimated  actual  cost.  It  will  be  seen  that  on 
some  items,  a  loss  was  incurred,  as  well  as  a  profit  on  other--, 
show^ing  that  it  is  difficult,  even  on  work  which  a  company  i- 
fairly  experienced  on.  to  reach  the  right  price  on  evers'thini:, 
and  also  that  when  slight  changes  are  made  by  the  owner  or 
architect  they  often  entail  heavy  loss  even  though  the  change- 
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ai)pear  to  be  extremely  trivial.     Take  the  case  of  the  external 
mils.     The    owners    furnished   the   window    frames   and    sash, 
lich  were  all  of  metal.     The  original  design  was  for  a  frame 
Hth  two  sash,  which  could  easily  be  put  into  a  six-inch  wall. 


TABLE  II.— TYPICAL  "MASTER  CARD." 
Job  No.  747.     Date,  May  24th,  1906.     Mill,  Tappan  Bros.,  Attleboro.  Mass 


rcavate 

Footing.s  and  Fn. 


l:^.\terior  walls 

Wall  and  Fn.  centers. 
Floors  6J  ins.  thick.  . . 
Roof  5}  ins.  thick. .  . . 


■  )lumns,  20  ins.   X  20  ins. 
Stairs 


Tool  surface 

Oniaments  and  cornise. 
Ventilators  on  roof 


Set  windows  and  door  frames  ... 


Interior  partitions. . . . 
Bolts  and  iron  work  . 
Stair  railing  and  grill. 


Screeds  and  settings 

2-in  Spr.  plank  and  laying. 

j-in.  maple 

Motor  sliaft 

Motor  shaft  found 

Roofing  and  conductors. . . . 


Paving 

Retaining  wall  centers,  per  sq.  ft. . 
Retaining  wall,  concrete  per  cu.  ft. 

Painting 

Steel  footings  and  walls 

Plant,  frt.,  etc I 

Bond 

Extras 


Proposal.  Actual  Cost    Per  cu.  ft. 


?35,164.55 

790.00 

1,738.00 

1,955.00 
1,520.00 
8,883.00 
2,869.00 

832.00 
883.00 

469.00 

348.00 

44.00 

852.00 

1,770.25 
253.00 
.387.00 

1,086.00 
2,8,39.00 
1,738.00 
379.50 
98.00 
1,255.00 

1,009.00 


429.00 
400.00 
300.00 
1.860.00 
100.00 
77.80 


^1,. 330.48 

823.18 

1,033.57 

2,162.02 
3,630.08 
6,544.16 
1,713.51 

676.65 
910.35 

636.53 

164.33 

35.64 

729.99 

1,656.35 
257.06 
654.00 

835.12 
1,431.69 
1,788.88 

5.33.19 

70.07 

1,026.06 

647.54 


316.90 
375.00 
218.91 
2,271.73 
120.00 
67.97 


$0,021 
.137 

Per  sq.  ft. 
.190 
.125 
.339 
.237 

Per  lin.  ft. 

1.470 

.912 

Per  sq.  ft. 
.056 


Each 
2.19 
Per  sq.  ft 
.189 


Per  M. 
52.17 
33.30 
89.44 
98.89 


Pers 


sq.  ft. 

094 
.211 
.175 


Profit 
$3,8.34.07 


704.43 


2,338.84 
1,155.49 


155.35 


ia3.67 
8.36 


122.01 
113.90 


250.88 
1,407.31 


27.93 
228.94 


361.46 


112.10 
25.00 
81.09 


9.83 


Loss  % 
11 
$33.18    .. 


207.02 
,110.08 


27.35    .. 

I 
167.53     .. 


4.06 
267.00 


50.88 
153.69 


411.731 
20.001 


They  later  decided,  for  greater  fire  protection,  to  use  four  sash. 
i  his  required  an  eight-inch  wall  instead  of  a  six  inch,  and  the 
form  work  on  the  inside  had  to  be  built  inward  and  then  the 
space  under  the  windows  paneled  to  .save  material.  To  save 
making  a  very  narrow  panel  at  the  side  of  the  window,  which 
would  cost  more  than  the  concrete  saved,  the  sj)ace  was  filled 
up  solid  so  that  the  columns  appear  to  be  wider  than  they  were 
actually  figured.  This  slight  change,  which  did  not  appear  great 
at  the  time,  when  the  job  was  entirely  complete  showed  that 
•the  concrete  on  the  walls  showed  an  actual  loss  instead  of  profit 
and  that  the  form  work  cost  more  than  twice  what  was  originally 
estimated  that  it  should  cost. 
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ARTICLE  9. 
Season  of  Year. 

The  season  of  the  year  has  to  be  considered  in  its  relation 
to  the  cost  of  reinforced  concrete  work.  In  the  summer  season 
when  the  concrete  dries  out  rapidly  the  forms  may  be  removerl 
every  ten  to  twelve  days,  while  in  the  fall  and  early  spring  durin^^ 
frosty  w^eather  the  water  must  be  heated  or  the  fonns  left 
in  place  longer,  requiring  more  lumber  for  centering.  In  the 
winter  when  the  materials  must  be  heated  by  artificial  heat  and 
artificial  heat  used  in  sweating  out  the  concrete,  the  cost  of 
work  will  be  increased  from  ten  to  twelve  per  cent.  Addi- 
tional cost  of  merely  heating  the  water  is  of  course  small.  In 
the  chilly  weather  of  fall  or  spring  good  results  may  be  fre- 
(luently  obtained  merely  by  turning  the  exhaust  steam  into  the 
water  barrel  and  warming  the  water  up  so  the  concrete  will 
set  quickly  notwithstanding  the  chilly  temperature. 

ARTICLE  10. 

Floor  Finish  or  Strip  Fill. 

Cost  of  placing  strips  and  filling  between  them  will  gen- 
erally run  from  three  to  three  and  one-half  cents  per  foot  of 
floor  while  a  good  cement  finish,  ij4"'  thick  can  generally  be 
laid  for  forty  to  fifty  cents  per  square  yard. 

ARTICLE  II. 

Dead  Charges. 

No  contracting  firm  can  do  business  Vx'ithout  a  considerable 
general  expense,  which  must  be  distributed  over  all  work  ex- 
ecuted by  them.  This  expense  includes  office  expense,  adver- 
tising, soliciting  work,  estimates  on  not  only  the  work  taken 
but  the  work  which  the  concern  fails  to  secure,  depreciation  of 
the  plant,  freight,  storage  and  equipment,  the  cost  of  keeping- 
the  organization  together  in  slack  periods.  This  expense  may 
readily  vary  with  various  concerns  from  five  to  seven  per  cent 
of  the  cost  of  the  work  executed.  In  addition  to  this  dead  ex- 
pense and  the  actual  cost  of  labor  there  must  be  included  the 
item  for  liability  insurance  which  the  contractor  cannot  afford 
to   neglect  to  carry.      Frequently   the  owner   requires  a   surety 


COST   OF   WORK.  237 

I'bond   for  the   faithful   execution   of  the   work   on   the   payment 
|of  bills,  the  cost  of  which  must  be  added  to  the  incidental  charges 
in  the  estimate  of  cost. 

ARTICLE  12. 

General  Data  on   Cost. 

The  architect  is  in  the  habit  of  figuring  the  1)uilding  as  so 
much  per  cubic  foot.  For  heavy  warehouses  with  the  plainest 
kind  of  finish  and  large  size  the  cost  per  cubic  foot  may  run 
as  low  as  six  and  one-half  to  seven  cents  up  to  ten  and  twelve 
cents  for  the  smaller  size  buildings  with  office  fixtures,  plumb- 
ing and  the  like.  No  approximate  cost  per  cubic  foot  of  value 
can  be  given  for  office  buildings,  hotels  and  the  like,  since  this 
item  would  vary  greatly  with  the  character  and  difference  in  the 
(juality  of  the  finish,  fittings  and  the  like. 

For  the  concrete  end  of  the  building,  however,  a  rough  ap- 
])roximate  estimate  can  be  made  very  readily  by  figuring  a 
unit  price  per  square  foot  of  floor  area.  In  a  large  building  of 
^ix  or  seven  stories  having  a  floor  area  of  twenty  to  thirty  thou- 
sand feet,  panels  approximately  eighteen  feet  square,  labor  as 
utlined,  sand  at  $i.oo  per  yard,  cement  $1.20,  crushed  stone 
Si. 40,  capacity  of  floors  three  hundred  pounds  per  foot;  rough 
slabs,  columns  and  footings  may  be  erected  at  an  approximate 
cost  to  the  contractor  of  about  forty  cents  per  square  foot  of 
tloor  area.  Where  the  building  is  narrow  and  there  are  more 
columns  in  proportion  to  the  floor  area  on  the  same  basis  fifty 
rents  per  square  foot  would  be  a  reasonable  ])rice. 

Reduction  in  the  floor  load  carried  makes  a  relatively  small 
reduction  in  the  cost  of  the  construction,  since  the  centering 
would  be  the  same  for  the  light  and  the  heavy  building. 

Where  the  load  is  increased  fifty  i)er  cent  above  these  re- 
'juirements  the  additional  cost  would  l)e  increased  over  eight 
per  cent.  While  doubling  the  load  would  not  increase  the  cost 
i\er  about  ten  or  eleven  per  cent. 

This  is  the  general  type  of  information  the  shrewd  con- 
tractor carefully  figures  out  for  himself  and  which  enables  him 
quickly  and  accurately  to  check  up  estimates  made  by  his  as- 
sistants or  even  to  take  work  on  an  approximate  estimate  of 
this  kind  without  going  into  details.  The  writer  himself  at  one 
lime  when  busy  took  a  $60,000  contract  on  a  twenty-minute 
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estimate  based  on  a  computation  only  of  the  floor  area  and  a 
knowledge  of  the  conditions  covering  labor  and  cost  of  ma- 
terials. 

Where  there  are  plain  reinforced  floors  resting  on  walls  and 
the  panels  are  of  large  size  such  as  in  court  house  work  and 
many  other  public  buildings  and  where  gravel  can  be  cheaply 
obtained  the  cost  per  foot  of  floor  may  run  as  low  as  twenty- 
five  cents  per  square  foot,  the  writer  having  taken  contracts  for 
the  fireproofing  in  court  houses  on  the  basis  of  less  than  thirty 
cents  per  foot  of  floor  area  and  made  money  subletting  the 
work,  furnishing  designs  and  reinforcement.  In  other  localities 
forty  cents  per  foot  under  less  favorable  conditions  would  be 
a  reasonable  fieure. 


CHAPTER  XIX. 

Permanence  of  Concrete  Construction. 

ARTICLE   I. 

Concrete  Made  icith  Proper  .'IJaterU.'ls. 

The  best  grade  of  Portland  concrete  made  with  the  first  class 

lent  selected  aggregate,  properly  mixed  and  cured  is  indeed  a 
lost  permanent  material,  fully  justifying  all  that  can  be  said  in 
its  favor.  It  will  withstand  the  action  of  the  elements  equal  to 
stone  such  as  granite  and  quartzite,  will  withstand  the  heat  of 
fire  better  than  granite  and  while  in  small  samples  is  not  equal 
to  the  granite  in  point  of  strength,  in  large  masses  it  may  be  said 
that  it  may  be  depended  upon  with  great  certainty  due  to  the 
fact  that  there  are  no  seams,  flaws  or  planes  of  weakness  which 
we  are  liable  to  find  in  masses  of  natural  stone. 

A  good  concrete  increases  in  strength  with  age  and  grows 
harder  and  stronger  as  time  continues.  The  increase  in  strength 
being  rapid  for  the  first  three  months  and  continues  at  a  gradual 
decreasing  rate  for  the  next  six  or  eight  months,  and  then  very 
slowly  as  time  goes  on,  perhaps  through  a  period  of  twenty-five 
years  or  more. 

Where  the  concrete,  however,  is  not  made  from  suitable  ag- 
gregates, is  not  properly  mixed  and  cured,  it  is  by  no  means  a 
permanent  material  when  exposed  to  the  action  of  the  elements. 
Concrete  having  for  an  aggregate  a  soft  stone,  such  as  some  of 
the  oolitic  lime  stones,  shale  or  one  which  is  made  with  sand 
which  is  fine  and  containing  considerable  clay  will  inevitably  be 
afTected  materially  by  frost  in  the  severe  climate  of  the  north. 

ARTICLE  2. 

Concrete  Made  7citli  Improper  Materials. 

In  building  work  the  concrete  is  kept  under  cover  and  in  the 
main  j^rotected  from  the  elements,  and  hence  .some  contractors 
have  an  idea  that  this  being  the  case  almost  anything  at  all  can 
be  utilized  as  aggregate.     Thus  cinders  in  whicii  there  is  quite 
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a  large  percentage  of  ash.  ])artly  1)nrnc(l  coal  and  the  like,  have 
been  used  in  some  cases  and  with  exceedingly  bad  results. 

The  writer  had  one  case  come  to  his  attention  in  which  the 
concrete  had  been  made  from  cinders  from  Southern  Iowa  coal. 
The  concrete  after  it  was  cast  in  the  form  of  slabs  expanded  to 
such  an  extent  that  it  pushed  the  face  brick  out  of  the  side  of 
the  building  and  the  slaljs  checked  and  cracked  to  a  considerable 
extent  due  to  this  same  action. 

The  writer  has  just  noted  in  the  Engineering  Record*  the 
following  article  by  Mr.  D.  B.  Butler : 

"EXPANSION  OF  CONCRETE  MADE  WITH  COKE  BREEZE." 

"On  account  of  a  number  of  failures  of  roof  and  floor  slabs,  made  of 
coke  breeze  concrete,  which  were  called  to  his  attention,  Mr.  D.  B.  Butler 
undertook  a  series  of  experiments  to  determine  the  expansion  of  such 
concrete  since  an  examination  of  the  faulty  structures  indicated  that  such 
action  was  responsible  for  the  failures.  His  conclusions  were  presented 
in  a  paper  before  a  recent  meeting  of  the  Society  of  Architects,  England, 
from  which  these  notes  are  taken. 

"In  nearly  all  samples  of  so-called  breeze  concrete  examined  by  Mr. 
Butler,  a  very  considerable  quantity  of  material  other  than  pure  coke  was 
I  uticeable  in  the  aggregate,  such  as  clinkers,  stones,  shale  and  ashes,  to- 
gether with,  in  some  instances,  a  noticeable  amount  of  coal.  Whatever 
may  be  the  disadvantages  of  other  extraneous  material  found  in  breeze, 
coal  is  not,  in  Mr.  Butler's  opinion,  a  desirable  constituent  for  concrete; 
in  the  first  place,  on  account  of  its  smooth,  shiny  surface,  the  adherence 
of  the  cement  woul'i  be  extremely  poor;  in  the  second  place,  it  is  worse 
than  useless  as  a  fire-proof  material,  on  account  of  its  tendency  to  de- 
compose on  heating.  The  question  arose,  however,  whether  apart  from 
being  undesirable  for  the  reasons  aforesaid,  either  coke  breeze  or  coal 
was  in  any  way  dangerous  as  being  likely  to  cause  expansion  of  the  con- 
crete. 

"The  first  experiment  was  of  a  somewhat  rough  and  ready  nature, 
&nd  was  made  with  coal.  An  ordinary  bituminous  house  coal  was  crushed 
and  sifted  to  about  the  fineness  of  standard  sand;  with  this  coal  a  3  to  1 
mortar  was  made,  and  two  small  2-ounce  glass  bottles  filled  with  the  mix- 
ture; one  bottle  was  filled  quite  full,  and  the  other  was  filled  to  within  a 
quarter  inch  of  the  top  and  sealed  down  with  a  paste  of  neat  cement,  the 
object  of  the  sealing  being  to  ascertain  whether  the  imprisonment  of  any 
hydrocarbons  set  free  from  the  coal  would  have  any  bursting  effect.  For 
comparative  purposes  similar  bottles  were  also  filled  with  a  paste  of  neat 
cement  and  3  to  1  mortar  of  standard  sand. 

"The  whole  of  the  bottles  eventually  cracked,  with  the  exception  of 
one  filled  with  standard  sand-cement  mortar.  But  while  those  entirely 
filled  with  the  coal  mortar  generally  cracked  within  two  or  three  days, 
and  with  a  very  few  exceptions  continued  to  expand  until  the  bottles 
burst  away  into  several  pieces,  those  filled  with  the  neat  cement  and  the 
sand  mortar  frequently  did  not  develop  any  cracks  whatever  till  several 
months,  and  it  was  the  exception  rather  than  the  rule  for  them  to  con- 
tinue expanding  sufPciently  to  burst  the  bottle.  Both  the  neat  cement  and 
sand-cement  mortar  bottles  remained  perfectly  sound  after  eleven  months 
and  then   only   developed   very  minute   cracks,   whereas  the   coal-mortar 
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bottle  was  cracked  in  twelve  days  and  burst  right  off  in  forty-two  days. 
This  suggests  that  the  cause  of  the  cracking  after  such  protracted  periods 
might  be  due  to  unequal  expansion  of  the  glass  and  the  mortars  at  vary- 
ing temperatures. 

"The  subsequent  experiments  were  made  with  rectangular  bars  100 
mm  long  and  22  mm  square  in  cross-section,  the  expansion  and  contrac- 
tion of  which  were  accurately  measured  in  the  Bauschinger  micrometer 
calliper  apparatus.  By  the  use  of  this  a  minute  variation  of  0.005mm,  or 
0  005  per  cent  in  the  length  of  the  prism,  may  be  detected. 

"Eight  bars  of  prisms  were  made  with  satisfactory  cement,  four 
being  made  with  neat  cement  and  four  with  3  to  1  standard  sand-cement 
mortar.  Two  of  each  series  were  kept  entirely  in  air  and  two  placed  in 
v.ater  after  twenty-four  hours  and  kept  therein  during  three  months. 
The  test  pieces  numbered  300  and  involved  5,000  measurements. 

A  noticeable  feature  of  the  experiments  is  that  many  of  the  speci- 
mens which  show  very  marked  expansion  when  placed  under  water  as 
soon  as  set  expand  very  much  less  when  left  entirely  in  air.  It  therefore 
teemed  a  point  worth  determining  as  to  whether  exposure  to  damp  or 
moisture  would  in  any  way  affect  these  air-set  specimens  at  the  end  of  the 
three  months'  test,  after  they  had  become  thoroughly  seasoned.  One  of 
the  duplicate  air  bars  from  each  series  was  therefore  placed  under 
water,  the  time  elapsing  between  the  date  of  moulding  and  placing  under 
water  ranging  from  91  to  292  days.  Immersion  had  practically  no  effect 
upon  those  specimens  which  had  previously  shown  no  expansion  when 
kept  under  water,  but  it  caused  almost  immediate  expansion  of  a  very 
t^erious  nature  with  those  fractions  of  breeze  which  had  previously  de- 
veloped expansion  when  placed  under  water  in  the  first  instance.  This 
eiearly  shows  that  the  expansive  agent,  whatever  it  may  be,  is  more  or 
loss  dormant  in  the  dry  air-set  block,  and  only  requires  to  become  damped 
to  constitute  a  serious  element  of  danger. 

"Taken  as  a  whole,  the  experiments  as  far  as  they  go  seem  to  point 
to  the  fact  that  as  regards  subsequent  expansion  there  is  not  much  danger 
to  be  apprehended  from  good,  clean  coke  or  clinkers,  or  even  anthracite 
coal,  but  that  some  kinds  of  ashes  and  furnace  refuse  are  highly  danger- 
ous, while  any  considerable  quantity  of  bituminous  coal  is  absolutely 
fatal.  One  noticeable  feature  of  the  experiments,  however,  was,  that  most 
cf  the  coke-breeze  mortars  had  a  tendency  more  or  less  seriously  to  at- 
tack the  iron  moulds,  causing  them  to  rust  during  the  short  space  of 
twenty-four  hours  between  the  moulding  of  the  specimens  and  their  re- 
moval from  the  moulds.  Mr.  Butler  is  unaware  if  such  results  nave  been 
found  to  any  appreciable  extent  in  actual  practice,  but  samples  of  breeze 
concrete  sent  him  for  examination  a  short  time  ago  showed  distinct 
marks  of  considerable  rusting  having  taken  place  where  the  concrete 
had  been  in  contact  with  the  rolled  joists." 

Mr.  Butler's  experiments  qtioted  above  coincide  with  the 
writer's  personal  observations.  In  general,  cinder,  if  fit  to  use, 
should  be  free  from  ash  and  should  be  well  burned  stoker  clinker. 
Concrete  made  from  good  hard  clinker  has  proved  a  good  and 
substantial  fire  proofing  material. 

There  is  this  difficulty  in  its  use.  however,  that  the  contractor 
too  frequently  furnishes  cinders  rather  than  hard  clinker. 
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ARTICLE  3. 

Concrete  Mixed  Dry  and  Tamped. 

Concrete  mixed  dry  and  tamped  in  the  old  fashioned  way  is 
more  or  less  porous,  and  liable  to  disintegrate  under  severe  con- 
ditions of  exposure,  as  follows :  Such  that  the  concrete  is  soaked 
with  water,  frozen  and  thawed  repeatedly.  Such  conditions  may 
occur  in  an  aggravated  form  in  retaining  walls. 

The  government  sea  wall  at  the  ship  canal,  Duluth,  made  in 
the  old  fashioned  manner,  mixing  the  concrete  dry  and  tamped 
is  showing  the  effect  of  exposure  to  a  far  greater  degree  than 
we  would  expect  had  the  work  been  executed  in  accordance  with 
the  present  standard  practice. 

In  this  sea  wall  it  should  be  noted  that  in  the  cold  season 
the  wall  was  alternately  wet  and  dry  as  the  waves  washed  against 
it ;  that  moisture  is  alternately  frozen  and  thawed  in  the  exposed 
surface,  and  due  to  the  fact  that  the  method  of  mixing  leaves  the 
concrete  slightly  porous  some  distintegration  naturally  results. 

In  general,  the  best  concrete  to  withstand  such  severe  condi- 
tions is  that  which  is  most  dense,  is  strongest,  and  made  from  the 
hardest  and  most  durable  stone  as  an  aggregate  and  with  clean, 
coarse  sand. 

Where  brick  or  building  stone  is  made  of  a  fairly  dry  or 
moist  mixture  and  is  not  exposed  to  the  severe  conditions  above 
outlined  it  proves  very  durable  material. 

The  writer's  examination  of  the  work  of  the  Canadian  Art 
Stone  Company,  of  Toronto,  convinced  him  that  their  material 
made  in  this  manner  of  selected  aggregate  weathered  unusually 
w^ell.  Only  in  rare  cases  there  seem  to  be  instances  where  the 
facing  has  broken  away  from  the  rough  backing  used,  and  this 
may  be  charged  to  careless  workmanship,  which  may  occur  in 
all  lines. 

ARTICLE  4. 

Hair  Cracks,  Map  Checks  and  Crazing. 

In  troweling  a  finished  surface  on  concrete  the  moisture  is 
brought  to  the  surface  by  the  working  of  the  material,  resulting 
in  somewhat  unequal  conditions  of  moisture  and  the  exposure 
promoting  the  rapid  drying  out  of  the  surface  causing  what  is 
knoW'U  as  hair  cracks,  map  checks  and  the  like. 
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These  are  generally  only  of  very  slight  depth  and  mean  lit- 
tle in  the  permanence  of  the  material,  providing  the  concrete  is 
made  using  good  cement  and  a  first  class  aggregate. 

A  peculiar  fact  concerning  this  defect  in  concrete  finished  sur- 
faces is  that  on  some  blocks  it  will  not  appear  at  all,  while  others 
made  under  almost  identical  conditions  will  be  badly  affected. 
Perhaps  the  difference  in  part  may  be  accounted  for  by  the  thor- 
oughness with  which  the  concrete  has  been  mixed,  the  time  ex- 
pended in  mixing,  as  well  as  the  conditions  of  drying  and  curing. 

Concrete  which  has  been  thoroughly  mixed  in  a  machine  for 
double  or  triple  the  ordinary  time  will  be  a  little  stronger  than 
concrete  which  has  only  been  mixed  for  fifteen  or  twenty  revo- 
lutions. If  the  mixing  is  continued  for  twenty  minutes  there  will 
be  less  tendency  towards  rapid  setting  and  shrinkage  and  the 
development  of  checks  and  cracks  much  on  the  order  of  the  re- 
sults obtained  by  skilled  mechanics  by  retempering  cement  mor- 
tar in  patching  old  work. 

In  the  treatment  of  concrete  which  is  finished  with  a  trow- 
eled surface  to  prevent  checking  it  is  desirable,  where  it  is  ex- 
posed, to  keep  it  protected  by  burlap  soaked  in  water  and  t(^ 
keep  the  direct  rays  of  the  sun  from  it  by  an  additional  ancy 
of  canvas.  In  this  way  steps  and  similar  work  may  be  executed 
with  the  minimum  difficulty  from  this  cause,  provided  care  has 
been  used  in  the  selection  of  both  sand  and  stone  used  as  aggre- 
gates.    . 

In  the  manufacture  of  cast  stone  this  difficulty  is  one  with 
which  the  worker  in  this  field  is  forced  to  contend. 

In  general,  cast  stone  made  by  the  sand  mould  process  will 
keep  its  general  color  better  than  such  natural  stone  as  Bedford, 
although  it  may  discolor  in  streaks  and  blotches  known  as  craz- 
ing- 

The  same  remark  made  regarding  the  mixing  of  concrete 
where  the  surface  is  troweled  may  be  applied  to  this  class  of 
work.  Efforts  made  to  overcome  crazing  may  be  summarized  as 
follows : 

First,  by  the  addition  of  other  ingredients  to  the  cement  in 
mixing  with  the  intent  lo  under  the  material  more  perfectly 
waterproof  and  more  uniform  in  setting. 

Second,  to  coat  or  waterproof  the  material  after  it  has  been 
cast,  with  a  compound  repellent  to  moisture. 
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Third,  to  remove  a  thin  hiyer  of  the  surface  of  the  stone  and 
concrete  and  get  helovv  the  depth  of  the  hair  h'nes  or  depressions 
which  form  in  casting  and  cause  this  pecuHar  marking  or  dis- 
coloration when  exposed  to  the  weather. 

The  first  two  methods  have  apparently  l)een  successful  in 
somewhat  mitigating  this  difficulty,  while  the  third  method  has 
been  successful  as  practiced  by  the  Roman  Stone  Company,  of 
Toronto.  Their  method  is' to  use  a  Carborundum  wheel,  dress- 
ing and  tooling  the  surface  therewith. 

ARTICLE  5. 

Tcinpcrafitre  Effects. 

Changes  of  temperature  in  c(jncrete  cause  changes  in  the 
volume  as  with  all  material  with  which  we  have  to  deal.  The 
difficulty  which  is  encountered  is  the  cracking  of  the  concrete  as 
it  is  brought  in  tension  by  change  in  volume.  Massive  walls, 
unless  cut  at  intervals  of  thirty  feet  or  thereabouts  will  crack 
through  from  this  cause,  ^^d^ere  openings,  such  as  windows,  are 
cut  through  a  solid  wall  of  concrete  cracks  are  liable  to  develop 
at  the  corners  unless  the  concrete  is  well  reinforced  by  steel 
rods  crossing  the  corners  in  such  a  manner  as  to  take  care  of 
this  tension  and  prevent  the  development  of  cracks. 

In  slabs  reinforced  in  one  direction  there  should  be  used  not 
less  than  eight-hundredths  per  cent  of  metal  for  temperature 
stress  if  it  is  expected  to  prevent  the  development  of  unsightly 
checks. 

ARTICLE  6. 

Disintegration  of  Concrete  by  Oil,  Grease,  Etc. 

In  use  in  factory  buildings,  machine  shops,  etc.,  oil  and  grease 
are  liable  to  come  in  contact  with  the  concrete  and  it  is  important 
to  know  what  effect  it  will  have  upon  the  material.  Certain 
kinds  of  oils  are  known  to  be  positively  injurious  to  concrete 
in  the  earlier  stages  of  hardening  and  to  disintegrate  it  to  a  con- 
siderable extent.  Where,  however,  the  concrete  has  had  ample 
time  to  harden  there  Seems  to  be  little  if  any  damage  resulting 
from  lubricating  oils  such  as  are  ordinarily  employed  in  a  fac- 
tory or  machine  shop.  Where  it  is  desired  to  use  a  floor  which 
has  not  had  at  least  two  months  in  which  to  thoroughly  harden 
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the   writer  would   recommend   coating   the  concrete   with   some 
good  waterproofing  compound  or  floor  paint,   thereb\-  protect- 
ing it  until  after  it  has  had  opportunity  to  become  thoroughly 
ured  and  hardened  throughout. 

The  question  of  disintegration  of  Portland  cement  briquettes 
and  experiments  to  prevent  it  have  been  quite  fully  discussed  by 
Mr.  James  D.  Hain,  Assoc.  M.  A.  S.  C.  F...  in  the  Engineering 
News.  March  i6,  1905.  His  conclusions  may  be  summarized  as 
follows  : 

1.  Most  oils  penetrate  concrete  mortar,  which  makes  them 
dangerous. 

2.  Concrete  is  more  liable  to  be  disintegrated  when  satur- 
ated with  oils  and  fats  if  not  thoroughly  set. 

3.  A  good  quality  of  concrete  is  less  susceptible  to  oil  than 
a  poorer  quality,  such  as  a  porous,  poorly  mixed  or  improperly 
seasoned  concrete. 

4.  Ordinary  concrete  work  is  rarely  subjected  to  continued 
doses,  of  (jil.  It  is  more  often  only  occasi:i:ially  spaticvcd.  Dis- 
integration under  the  latter  conditions  seems  remote,  especially 
in  the  case  of  the  first  class,  well  seasoned  concrete.     The  con- 

fcrete  floor  mentioned  is  an  excellent  example ;  the  oil  spattered 
on  it  perhaps  w^as  oxidized  or  absorbed  by  the  du.'^t,  and  instead 
[of  penetrating  helped  to  protect  it. 

Last,  even  though  subjected  to  the  equivalent  of  continued 
^saturation,  the  disintegration   would  be  long  drawn  out   if  the 
concrete  were  properly  made  and  well  set.     Even  under  ordinary 
conditions  it  seems  desirable  to  use  a  wash  for  oil  spattered  con- 
crete to  prevent  the  oil  from  penetrating  it. 

Mr.  Hain  in  his  experiments  tried  the  following  wa.sh  :  Five 
per  cent  solution  of  alum  and  a  seven  per  cent  solution  of  castile 
soap,  and  also  experimented  with  paraftine.  None  of  these 
proved  satisfactory  where  the  briquettes  were  immersed  in  oil. 
The  following  table  shows  the  result  of  some  of  these  experi- 
ments of  Mr.  Hain : 
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Extract 

Whale 

Castor 

Linseed 

Petro- 

Signal 

No.  Bri- 

Class of 

Mixture 

Tar  Oil. 

Oil. 

Oil. 

Oil. 

leum  Oil. 

quettes 

Portland 

Portland 

(Crude) 

made. 

Cement. 

Cement 

and  Sand. 

Time  applied  before  disintegration. 

18 

Stone&clay 

Neat 

3  mos.  . . . 

* 

* 

* 

* 

* 

12 

Stone&clay 

1:3  sand... 

* 

* 

18 

Marl  &  clay 

Neat 

2 J  mos.  .  . 

12 

Marl  &  clay 

1:3  sand. 

* 

* 

* 

ii< 

18 

Slag&  stone 

-Veat 

1  mo 

3  mos.  . 

4  mos .  . 

1  i  mos . 

12 

Slag&  stone 

1:3  sand.. 

7  mos .... 

4i  mos. 

6i  mos . 

* 

« 

4  mos. 

*Sound  after  applying  oil  nine  months  at  which  tests  were  discontinued. 
All  briquettes  set  seven  days  in  air  before  applying  oil. 

Mr.  Reid  in  bis  work  on  concrete  states  that  one  of  the  briq- 
uettes tested  with  signal  oil  was  sent  to  the  laboratory  of  Toch 
Brothers,  Long  Island  City,  and  a  careful  analysis  was  made. 
Mr.  Maximilian  Toch  states  that  a  detemiination  of  the  soluble 
substances  in  the  briquette  showed  that  the  disintegration  was 
due  to  the  formation  of  oleate  and  stearate  of  calcium.  To  re- 
duce this  to  its  simplest  expression,  the  animal  oils  contain  acids 
which  combine  with  the  lime  and  crystals  of  stearate  and  oleate 
of  lime  are  formed.  It  is  very  likely  that  these  crystals  in  the 
process  of  formation  have  increased  the  bulk  in  the  briquette  and 
the  bond  which  has  been  formed  by  the  lime  in  the  set  cement 
has  been  totally  disintegrated  and  ruptured.  These  crystals  were 
isolated  and  verified  under  the  microscope. 

Mr.  Toch  also  states  that  machine  oils  are  almost  all  paraffine 
oils,  do  not  contain  animal  fats,  and  hence  do  not  affect  concrete. 

Silicate  of  magnesia,  sold  under  the  name  of  fluate,  has 
often  been  used  as  a  wash  to  protect  concrete  against  the  action 
of  oil.  When  this  wash  is  applied  to  concrete,  silica  is  liberated 
and  fills  up  the  pores.  The  magnesium  fluate  acts  as  a  binder, 
and  the  cement  becomes  excessively  hard  after  a  few  months. 
Limestone  and  building  stone  have  been  treated  with  this  mate- 
rial in  Europe  with  great  success.  This  compound  is,  however, 
expensive. 


CHAPTER  XX 

Requirements  of  Different  Classes  of  Buildings. 

ARTICLE   I. 

Classitication . 

The  object  of  this  chapter  is  to  touch  on  the  requirements  of 
some  special  classes  of  building,  those  which  are  common  or 
general  types. 

First  of  these,  we  will  take  up  factories  and  warehouses;  sec- 
ond, mercantile  buildings;  third,  banks  and  jails;  fourth,  hotels, 
apartment  houses  and  residences;  fifth,  office  buildings,  and  en- 
deavor to  deal  with  those  questions  which  are  usually  brought  up 
concerning  each  of  these  general  classes  when  constructed  in 
reinforced  concrete  for  the  skeleton  and  floors. 

ARTICLE  2. 

Factories. 
The  manufacturer  is  interested  in  reinforced  concrete  due  to 
the  advantages  obtained  by  its  use  in  the  erection  of  factories, 
varehouses,  etc.,  which  we  may  state  as  follows:  Good  light- 
ing, rigidity  under  machinery,  economy  and  rapidity  of  con- 
struction, fire-resisting  qualities,  permanence  and  freedom  from 
repairs,  deadening  of  sound,  uniformity  of  temperature  and 
waterproof  quality  of  floors. 

In  the  majority  of  the  manufacturing  plants  the  first  re(|uisite 
|s  that  of  good  light.  The  difference  in  this  respect  between 
the  beam  and  flat  slab  system  of  construction  is  well  illustrated 
in  figure  A  and  B. 

Figure  B  shows  the  tendency  of  the  ribs  to  cut  off  and 
)revent  the  distribution  of  the  light  through  the  room.  The 
iccompanying  figure  C  shows  the  State  Twine  Plant  at  Still- 
water, Minn.,  which  illustrates  this  advantage  to  a  high  degree, 
'igure  D  shows  floor  of  the  Dill  Collins  building,  I'hilaiU-lpliia. 
\\  itli  any  type  of  construction  the  lighting  may  he  materially 
[mproved  by  coating  the  concrete  with  a  white  coat  of  cold  water 
)aint.  This  may  be  best  made  with  a  wash  of  slaked  white  lime 
a  weak  size,  using  sufficient  salt  to  properly  preserve  the  glue. 
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Fig.  A.     Reinforced  Concrete  Beam  and  Girder  System.     Beams  and 
Girders  Block  Light  Rays. 
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Fig.  B.     Mushroom  System. 

Flat  ceiling,  nothing  to  block  light  rays,  the  light  travels  along  ceil- 
ing, lighting  interior  to  greatest  distance. 
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Interior   Lindeke-Wainer   liuilding. 

"Mushroom  System,"  distance  from  camera  to  window,  160  feet, 
lote  the  flat  ceiling,  no  exposed  beams  and  girders;  see  the  wonderful 
listribution  of  light. 


Showing  17-inch   more   head-room   in   same   story  heights   by  using 
[ushroom    System    in    preference    to    beam    and    girder   system.      Note 
nth   the  flat  slab  type  there  are   no  ribs  to   interfere  with   placing  of 
Ihafting  or  sprinkler  system. 
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This  coat  will  not  ml)  or  chalk  and  is  one  of  the  best  and  cheap- 
est cold  water  jjuints  that  can  be  used.  It  can  be  applied  with 
pneumatic  spraying  machine  at  a  cost  of  about  three  anrl  one- 
half  to  four  cents  per  square  yard  of  surface  covered. 

A  concrete  structure  has  this  advantage  in  securing  good 
Hght  in  the  work  rooms,  that  it  can  be  put  u])  in  a  skeleton 
frame  and  the  area  between  consecutive  colunms  filled  with  glass. 

To  make  the  structure  more  completely  fireproof  and  incom- 
bustible, metal  frames  are,  of  course,  to  be  preferred  to  wood 
sash.  These  are  frequently  made  of  sheet  metal,  but  some  of 
the  later  types  of  steel  sash  may  be  considered  preferable  in 
point  of  rigidity  and  ability  to  be  placed  in  large  units  at  a 
moderate  cost. 

We  show  in  the  accompanying  figure  detail  of  steel  sash 
manufactured  by  the  Detroit  Steel   Products  Company.      This 


Ford   Motor  Co.  Factory,  Detroit,  Mich.     An  excellent  exterior,  well 
lighted. 


was  used  in  the  Ford  Motor  Company's  factory  in  Detroit,  w  hich 
is  an  excellent  example  of  general  design  of  exterior  walls  for 
this  class  of  building. 

Second,  as  to  rigidity :  The  rigidity  under  vibration  will 
depend  quite  largely  on  the  thickness  of  the  material  directly 
under  the  machines.  Whether  the  floor  is  made  up  of  thin 
short  span  slabs  or  thicker  long  span  slabs.  The  long  span  slab 
has  the  advantage  that  under  any  impulse  or  jar  due  to  machin- 
ery its  vibration  is  opposed  by  the  reinforcement  through  a  larg- 
er area  in  the  slab  and  a  greater  mass  of  material,  hence  the 
long  span  slab,  wdiether  between  beams  or  covering  area  from 
column  to  column,  is  much  more  rigid  under  vibratory  loads 
than  the  thinner  short  span  slabs. 
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This  advantage  in  point  of  rigidity  is  greatly  appreciated 
by  plate  glass  firms,  one  for  whom  the  writer  designed  a  large 
structure,  making  the  claim  that  the  men  in  the  concrete  build- 
ing do  at  least  twenty-five  per  cent  more  work  than  their  out- 
put in  the  old  timber  building  previously  occupied,  due  to  the 
increase  in  rigidity  of  the  structure. 

Under  heavy  printing  presses  there  is  almost  no  perceptible 
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Fig.  E.     Details  of  Steel  Sash. 

vibration  in  a  well  designed  concrete  building,  while  in  an  aver- 
age structural  steel  and  tile  construction  used  in  a  number  of 
buildings  that  the  writer  has  investigated  considerable  sway 
is  caused  by  the  running  of  the  heavy  presses. 
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We  have  treated  the  rapidity  of  erection  in  a  separate  chap- 
ter and  in  this  connection  need  only  state  that  this  type  of  con- 
struction ranks  first,  since  the  materials  can  be  more  readily 
obtained  than  those  for  any  other  type  of  construction. 

As  regards  economy,  wherever  the  loads  are  at  all  heavy, 
even  timber  cannot  compete  with  concrete. 

Fire-resisting  qualities  of  concrete  have  been  treated  under 
a  separate  general  heading  and  nothing  further  need  be  noted 
in  this  chapter  except  to  call  attention  to  the  advantage  to  the 
manufacturer  in  the  reduced  rate  of  insurance  on  the  building 
and  contents  and  the  almost  absolute  certainty  that  no  fire  can 
occur  which  will  put  him  out  of  business  by  the  more  or  less 
complete  destruction  of  his  plant. 

Loss  in  this  manner  may  frequently  be  far  more  serious  to 
an  established  industry  than  the  value  of  the  actual  material 
destroyed. 

As  regards  freedom  from  repairs,  compare,  for  instance,  the 
ordinary  cotton  mill,  in  which  it  is  necessary  to  continually  mop 
the  floors  to  keep  the  air  at  the  proper  humidity  to  prevent  snap- 
ping of  the  threads  in  working  the  material,  with  the  resulting 
decay  and  rotting  of  the  heavy  plank  floors,  with  the  perman- 
ence that  is  secured  by  using  reinforced  concrete. 

Evidently  where  floors  will  rot  away  in  the  timber  construc- 
tion in  a  few  years  and  have  to  be  replaced  piecemeal,  the  ad- 
vantage of  concrete  can  better  be  appreciated.  Here  again,  the 
waterproof  characteristic  of  the  floors  is  of  value. 

Another  advantage  which  is  noticeable  in  going  into  a  ma- 
chine shop  or  factory  building  of  reinforced  concrete  is  the  fact 
that  the  sound  is  deadened  to  a  great  extent.  Deafening  effect 
is  more  perfect  the  thicker  the  slab  and  follows  the  same  laws 
as  regards  rigidity  of  concrete  construction.  We  may  further 
note  that  Concrete  is  a  material  which  will  tend  to  preserve  a 
more  uniform  temperature  in  a  building,  due  to  its  non-conduct- 
ing properties.  The  poor  conducting  qualities  of  concrete  keep 
rooms  formed  by  it  at  a  very  even  temperature.  This  is  par- 
ticularly noticeable  where  they  are  next  to  the  roof  and  where 
it  frequently  happens  they  are  otherwise  unbearably  hot  in  the 
summer  and  excessively  cold  in  the  winter. 

For  warehouse  buildings  good  lighting  is  an  advantage  of 
considerable  importance  and  the  additional  clear  head  room  ob- 
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tained  with  a  given  clear  story  height  with  a  flat  slab  construc- 
tion over  that  with  a  beam  construction  gives  an  advantage 
from  the  standpoint  of  economy  of  nearly  ten  per  cent  of  the 
material  in  the  exterior  walls,  while  the  low  coefficient  of  bend- 
ing in  such  a  flat  slab  type  as  the  mushroom  system  gives  this 
type  a  decided  advantage  wherever  the  loads  are  at  all  heavy. 

ARTICLE  3. 
Mcrcan tile  B u il dings. 

In  these  the  question  of  lighting  is  equally  as  important  as 
in  factories.  The  advantage  of  the  flat  slab  type  is  the  ability 
to  place  i)artitions  anywhere  that  may  be  desired  to  divide  the 
space  which  it  may  be  desired  by  the  owner  to  rent  without  re- 
gard to  position  of  beams  gives  this  class  of  construction  a  con- 
siderable advantage  over  the  older  beam  and  slab  type. 

ARTICLE  4. 

Cold  Storage  Buildings. 

In  these  structures  rooms  are  frequently  kept  at  widely  dif- 
ferent temperatures  for  the  preservation  of  goods  of  various 
characters,  subjecting  the  material  in  the  floors  to  severe  tem- 
)erature  stresses.  Tliese  are  best  resisted  by  multiple  way  rein- 
'forcement  such  as  that  presented  by  type  IV,  figure  4.  This 
type  of  cc^nstruction  has  a  further  advantage  for  this  class  of 
buildings  in  that  the  insulation  is  very  readily  applied  to  the 
concrete  work  as  follows : 

The  sheets  of  cork  or  composite  insulation  are  i)laced  on  the 
flat  centering  and  nails  driven  into  them  or  up  through  them, 
sticking  above  their  surface,  and  which  become  rigidly  fixed  in 
the  concrete  as  soon  as  it  is  set.  The  concrete  is  deposited  or 
poured  on  to  the  insulating  material. 

In  this  class  of  buildings  it  may  be  noted  that  there  i-  a 
large  saving  in  the  expense  of  insulation,  since  the  additional 
amount  of  insulating  material  which  would  be  re(|uircd  to  cover 
beams  is  eliminated  with  all  of  the  trouble  and  difliculty  incident 
thereto. 

The  columns  for  convenience  in  iii>ulain>n  .slioulil  have  a 
plain  conical  capital  instead  of  moulded  capital  ordinarily  used. 
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This  part  of  the  work  may  then  be  insulated  very  reachly  indeed. 
We  show  in  the  accompanying  cuts,  pages  256-257,  views 
of  the  big  Merchants  Ice  and  Cold  Storage  Ijuilding  at  Cincin- 
nati, Ohio,  put  up  of  this  type  and  insulated  in  this  manner. 
An  interesting  trade  pamphlet,  showing  details  of  the  insulation 
in  this  building,  is  published  by  the  Armstrong  Cork  Company, 
of  Pittsburg,  Pa. 

ARTICLE  5. 

Packing  Plants. 

The  requirements  of  the  packing  plant  are  somewhat  similar 
to  the  cold  storage  building.  A  good  example  is  that  of  the 
J.  T.  McMillan  Company  building  in  St.  Paul,  using  the  same 
Hat  slab  type  and  details  of  the  insulation  of  the  cold  stoi;age 
rooms  being  similar  to  those  employed  in  the  Merchants  Ice 
and  Cold  Storage  building.  Quite  an  advantage  was  found  by 
the  owners  in  the  fact  that  the  flat  slab  type  enabled  them  to 
place  a  large  number  of  inserts  so  that  tracks  and  runways 
could  be  readily  attached  for  handling  their  product  without 
loss  of  height  through  beams  and  the  interference  of  ribs  with 
the  placing  of  supports  for  the  conveyors. 

ARTICLE  6. 

Banks,  Jails,  Hotels,  Etc. 

Taking  up  now  the  third  class,  banks  and  jails:  The  bank 
is  ordinarily  fitted  with  vaults  which  are  intended  to  keep  the 
burglar  out,  while  the  jail  is  intended  to  keep  the  criminal  in, 
and  for  this  purpose  no  more  suitable  material  than  reinforced 
concrete  can  be  found.  For  a  vault,  walls  two  feet  thick,  rein- 
forced with  four  layers  of  chrome  steel  bars  crossing  each  other 
at  angles  forming  a  small  mesh  at  different  planes  through  this 
thickness  combined  with  a  concrete  made  rich  and  with  the  hard- 
est aggregate,  flint  stone  preferred,  that  can  be  found,  will  give 
the  most  ingenious  burglar  a  difficult  job  to  drill  or  blast  through. 

For  the  jail,  reinforced  concrete  is  an  excellent  material,  thor- 
oughly sanitary  and  much  harder  to  cut  or  dig  through  than  any 
other  type  of  construction. 

A  jail  delivery  where  the  building  is  reinforced  concrete  fit- 
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ted  with  suitable  steel  doors  would  be  a  far  more  difficult  mat- 
ter than  with  any  other  type  of  construction  put  up  today. 

Reinforced  concrete  for  hotels,  apartment  houses  or  resi- 
dences is  desirable  from  the  standpoint  of  sound-proof  properties, 
from  the  sanitary  standpoint  as  well  as  from  the  fireproof  stand- 
point. 

ARTICLE  7. 

Concrete  Steel  Construction   for   OfUce  Buildings. 

In  the  larger  cities  where  land  is  of  enormous  value,  office 
buildings  are  constructed  to  a  great  height,  requiring  heavy  and 
expensive  steel  frames  if  put  up  in  the  old-fashioned  manner. 
For  this  class  of  building  reinforced  concrete  would  effect  a  very 
substantial  saving  indeed  where  properly  and  economically  de- 
signed. 

The  first  concrete  steel  sky  scraper  erected  was  the  Ingalls 
building  of  Cincinnati,  a  seventeen-story  structure  built  on  the 
Ransome  system  and  in  which  all  engaged  in  concrete  steel  con- 
struction take  no  little  pride,  as  this  structure  is  indeed  a  credit 
not  only  to  the  eminent  pioneer,  Mr.  Ransome,  but  also  to  the 
class  of  construction  in  general. 

Why,  with  such  an  early  precedent,  building  ordinances  in 
not  a  few  of  our  large  cities  are  endeavoring  to  limit  the  height 
of  structures  which  may  be  put  up  of  this  material,  except  by 
some  limitation  that  is  reasonable  in  the  way  of  working  stresses 
upon  the  material,  is  one  for  which  no  excuse  can  be  offered 
from  the  engineering  standpoint. 

We  show  in  the  accompanying  cut,  figs.  F  and  G,  the  twelve- 
story  mercantile  building  constructed  for  M.  Born  in  Chicago, 
the  well  known  firm  of  Holabird  &  Roche  being  the  architects. 
The  capacity  of  this  building  is  two  hundred  pounds  per  foot  of 
floor.     The  work  was  erected  rapidly  and  without  accident. 

It  is  evident  that  if  it  is  safe  for  two  hundred  and  fifty 
pounds  per  foot  the  .same  .section  of  columns  could  be  used  for 
the  ordinary  office  building  had  the  height  been  increased  to 
nearly  double  the  number  of  stories. 

In  New  York,  those  responsible  for  the  building  ordinances 
seem  decidedly  adverse  to  concrete  construction.  One  of  the 
ordinances  at  present  proposed  for  the  new  code  is  a  limitation 
of  the  thickness  of  the  slabs  to  not  less  than   M"  per  foot  of 
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Fig.  P.     Mercantile  building  for   :M.    Born,    Chicago,   lil.     Holabird   & 
Roche,  architects.     Ailing  Construction  Co.,  builders.     Mushroom  System. 
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Fig.   G.      Mercantile   building  for    M.    Born   completed. 
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Span,  not  counting  that  part  of  the  material  which  is  used  for 
fireproofing  the  construction. 

Looking  into  this  proposed  ordinance  we  find  that  for  an 
ordinary  span  slab  of  26'  o''  there  would  be  rec|uired  a  thickness 
of  slab  in  the  neighborhood  of  21'',  a  dimension  ample  for  a 
working  load  of  3,000  poun'ds  per  square  foot  over  the  full  area 
without  excessive  working  stresses,  providing  the  reinforcement 
w-as  put  in  in  proportion  to  the  concrete  refjuired. 

As  this  is  a  little  matter  of  thirty  or  thirty-five  times  the 
capacity  required  for  the  ordinary  hotel  or  office  building  we 
naturally  question  whether  this  astonishing  degree  of  ignorance 
of  the  characteristics  of  concrete  is  quite  as  innocent  as  it  ap- 
pears on  the  surface.  In  other  words,  the  question  is  logical 
whether  this  apparent  stupidity  is  intended  merely  as  a  cloak  to 
utilize  the  so-called  department  of  public  safety,  as  a  unique, 
legally  fireproof  department  of  public  graft,  to  be  operated  for 
the  joint  benefit  of  those  politically  higher  up  and  those  commer- 
cially interested  in  some  old  fashioned  types  of  fireproof  con- 
struction. 
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CHAPTER  XXI. 

Artistic  and  CoiniucrciaUy  Practicable  Concrete  Su^-facc  l-iiiishcs. 

ARTICLE  I. 

Stipple  Coat. 

We  find  that  applying  a  stipple  coat,  either  rough  or  smooth 
as  desired,  a  very  pleasing  effect  can  be  readily  obtained.  An 
example  of  this  treatment  is  shown  in  the  figure  of  the  Smythe 
l)lock,  Wichita  Kansas.  The  writer  has  adopted  this  finish  for 
most  of  his  bridge  work,  as  it  gives  a  greater  appearance  of 
strength,  readily  covers  up  the  minor  imperfections  in  the  cen- 
tering, and  affords  a  pleasing  contrast  with  the  highly  ornamental 
stone  railings  with  which  he  prefers  to  finish  his  work. 

The  stipple  coat  is  usually  ai)plie(l  with  a  broom  corn  brush 
and  consists  of  a  thoroughly  mixed  grout  of  a  neat  cement  one 
])art,  and  one  part  sand.  Treatment  of  the  surface  should  be  as 
follows : 

Wet  down  the  face  of  the  wall  thoroughly  with  a  hose.  Then 
apply  the  stipple  coat,  spattering  it  on.  This  method  of  treat- 
ment is  being  adopted  to  a  large  extent  by  architects  in  the  finish- 
ing of  exterior  cement  plaster  walls  for  residences.  A  very  neat 
effect  indeed  is  obtained  in  this  manner  at  a  low  cost.  Expanded 
metal  wire  lath  is  nailed  to  the  studs,  plastered  with  a  Portland 
cement  mortar  with  generally  ten  per  cent  or  such  a  matter  of 
hydrated  lime,  the  mixture  being  practically  one  cement  to  one 
and  one-half  sand  and  finished  with  a  stipple  coat  as  outlined. 

I'ailure  of  cement  plastered  walls  may  be  attributed  in  the 
main  to  failure  of  the  contractor  to  use  enough  cement.  The 
general  argument  of  too  many  workmen  is  that  the  concrete  will 
not  be  good  if  it  is  made  too  rich,  while  as  a  matter  of  fact  it 
requires  a  rich,  strong  mixture  to  withstand  the  frost  and  .severe 
climate  in  all  northern  states.  Plaster  work  which  would  stand 
without  injury  in  Cuba  and  Arizona  would  go  to  pieces  in  short 
nrder  in   Minnesota  or  Manitoba.      A   properly  applied  cement 
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coat  of  a  rich  mortar,  however,  will  stand  the  climatic  conditions 
in  the  north  while  in  the  south  also  a  rich  mixture  is  to  be  de- 
cidedly preferred. 

ARTICLE  2. 
Plaster  Coat  on  Rough  Cast  Concrete. 

A  very  expensive  effort  was  made  to  secure  a  good  surface 
finish  on  the  Grand  avenue  viaduct  in  Milwaukee.  The  specifica- 
tions required  that  the  inside  of  the  forms  be  lathed  with  ex- 


stipple  finish  of  Smythe  Block,  Wichita,  Kas.     Louis  Curtis,  architect. 
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I* 

■panded  metal  and  plastered  with  a  mixture  of  plaster  of  Paris 
and  lime.  This  plaster  coat  was  to  be  oiled  in  advance  of  plac- 
ing the  concrete  and  the  concrete  to  be  placed  and  tamped  in 
layers.  On  removal  of  the  forms,  notwithstanding  the  greatest 
care  on  the  part  of  the  contractor,  the  line  of  demarkation  be- 
tween the  several  layers  was  plainly  visible  and  it  was  found 
impossible  to  put  up  the  work  without  blemish  as  required  in  the 
specifications. 

The  work  was  finally  carried  out  by  removing  the  forms  on 
the  exposed  surface  as  early  as  practicable  and  plastering  with 
a  thin  coat  of  rich  cement  grout.  This  is  a  practice  which  the 
writer  does  not  recommend,  as  wherever  the  mass  of  the  con- 
crete has  had  time  to  get  fairly  hard  this  plaster  coat  is  liable 
to  check  and  scale  off,  though  occasionally  it  has  been  applied 
with  a  fair  degree  of  success  before  the  concrete  has  had  time  to 
thoroughly  harden. 


ARTICLE  3. 

Finish  Obtained  by  Brushing  and  JVashitig. 

P  Mr.  Henry  H.  Quinby  of  IMiiladelphia  appears  to  have  been 
nne  of  the  first  to  introduce  a  method  of  brushing  and  wasliing 
the  concrete  surfaces,  bringing  into  relief  the  aggregate  used. 

^Ihe  process  consists  of  removing  the  forms  after  the  material 
has  set,  but  while  it  is  still  friable,  and  then  immediately  washing 
and  rinsing  the  cement  which  has  formed  against  tlie  mould  and 
thereby  expose  the  particles  of  sand  and  stone.  The  appearance 
then  depends  upon  the  character  of  the  aggregate  in  ihr  nnnrcte 
its  color  and  the  uniformity  of  its  distribution  in  the  mixture. 

The  time  to  be  allowed  for  setting  before  wasliing  must  de- 
pend upon  the  nature  of  the  cement  and  the  temperature  condi- 
tions. Quick  setting  cement  and  warm  weather  call  for  the 
removal  of  the  fonns  from  seven  to  ten  hours.  The  ai)pearance 
may  be  controlled  scMiiewhat  by  the  extent  of  washing  which  may 
be  to  the  extent  of  leaving  the  stone  a.i^i^ix'uair  in  (K-riilci!  iclict 
•producing  a  rough  coarse  texture  much  admired  by  the  majority 
of  architects. 

An  interesting  article  on  this  subject  will  be  found  in  a  book 
entitled  "Concrete  Factories."  by  Leslie,  published  by  Bruce  an<l 
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Banning  of  New  York,  and  in  some  of  the  older  numbers  of  the 
"Cement  Age." 

A  well  written  paper  on  the  same  subject  has  been  published 
by  the  Universal  Portland  Cement  Company  in  their  trade  bul- 
letins, numbers  54,  55  and  56,  which,  through  the  C(jurtesy  <ii' 
the  company,  is  reproduced  in  part  herewith : 

The  ordinary  concrete  surface,  it  must  be  admitted,  is  any- 
thing but  pleasing  in  appearance,  being  usually  a  comparative!} 
smooth,  lifeless  surface  of  a  somber  grayish  color.  It  make^ 
but  little  difference  what  cement,  sand  or  aggregate  is  used,  or 
in  what  proportions  they  are  mixed,  the  general  aspect  of  the  un- 
finished form  surface  is  the  same.  There  may  be  the  greate-t 
difiference  in  color,  shade  and  texture  of  the  aggregate  used  in 
tv;o  separate  concrete  surfaces,  yet  unless  they  are  so  treatel 
as  to  bring  out  and  expose  the  aggregate,  the  resulting  surface- 
will  look  alike. 

It  is  quite  difficult  to  distinguish  an  ordinary  unfinished  con- 
crete surface  in  which  bank  gravel  is  the  aggregate  from  one  in 
which  crushed  red  granite  is  used,  but  the  same  surfaces,  if  sub- 
jected to  any  one  of  a  number  of  different  methods  of  surface 
treatment,  will  present  a  marked  and  pleasing  contrast  in  ap- 
pearance. It  is  the  monotonous  sameness  in  the  appearance  of 
concrete  work  that  architects  object  to  so  strongly.  To  show 
wdiat  can  be  accomplished  in  producing  pleasing,  artistic  and 
commercially  practicable  surface  finishes  for  concrete  work  is  the 
object  of  this  article. 

On  the  opposite  page  are  three  photographic  reproductions 
of  brushed  concrete  surfaces.  The  difiference  between  these  sur- 
faces and  that  of  ordinary  gravel  concrete  is  very  striking,  yet 
they  are  all  practical,  commercial  finishes,  and  can  be  obtained 
by  the  use  of  material  from  ordinary  gravel  bank. 

Figure  I  shows  a  comparatively  fine,  even-grained  surface, 
composed  of  one  part  Portland  cement  and  three  parts  of  fine 
sand,  all  of  which  pased  a  No.  8  and  was  retained  upon  a  No.  50 
mesh  screen.  Figure  II  is  very  much  like  Figure  I  in  general  ap- 
pearance and  color,  but  of  a  rougher,  more  uneven  texture.  This 
surface  is  a  i  13  mixture,  wdth  coarse  sand,  passing  through  a 
No.  4  and  retained  on  a  No.  8  screen.  Figure  III  represents 
a  finish  made  from  a  i  13  mixture  of  cement,  and  ^4"  to  Yi" 
pebbles.     Thus  these  surfaces  are  identical  in  ever}-  respect,  ex- 
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Figure  in. 
Mrfaces  reduced  one-half  of  originals. 
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cept  as  to  size  of  aggregate.     The  three  surface  finishes  were  all 
produced  by  the  same  method  of  treatment. 

The  cuts  give  but  a  poor  idea  of  the  appearance  of  the  actual 
surfaces,  as  the  color  texture  which  give  life  and  individuality 
to  any  surface  are  lacking.  To  appreciate  the  value  of  this  finish 
for  concrete  work,  the  surfaces  from  which  these  cuts  were  made 
should  be  seen. 

Figures  IV,  V  and  VI  are  three  cuts,  photographic  repro- 
ductions of  concrete  surfaces  similar  as  to  surface  treatment  to 
those  shown,  but  differing  from  them  in  the  aggregates  used. 

Figure  IV  shows  a  decidedly  pleasing,  even  grained  surface 
composed  of  one  part  Portland  cement  and  two  and  one-half 
parts  red  granite  screenings,  all  of  which  passed  a  No.  8  and 
was  retained  on  a  No.  i6  sieve.  Figure  V  is  a  reproduction  of 
a  surface  composed  of  one  part  cement  to  two  and  one-half  parts 
ordinary,  quarter  inch,  granite  screenings,  the  material  passing 
a  No.  8  sieve  being  rejected.  Both  these  surfaces  are  quite 
similar  in  every  respect  in  texture,  that  represented  by  Figure 
No.  V  being  of  a  rougher  texture  than  the  other.  As  the  cement 
is  barely  perceptible  on  these  surfaces  both  look  very  much  like 
High,  undressed  red  granite,  the  color  being  practically  the  same 
that  of  the  screenings  of  which  they  w^re  made.  Figure  VI 
^presents  a  treated  surface  composed  of  one  part  cement  to  two 
id  one-half  parts  of  black  pebbles,  varying  in  size  from  those 
Stained  on  a  No.  lo  sieve  to  those  passing  a  1J4''  mesh.  The 
It  gives  but  a  poor  idea  of  the  pleasing  contrast  between  the 
light  colored  cement  background  and  the  black  pebbles  which 
stand  out  in  bold  relief  from  the  surface. 

Comparing  these  cuts  and  tho.se  in  the  preceding  page,  quite 
a  difference  in  general  aspect  and  texture  is  to  be  noted,  and 
an  examination  of  the  actual  surfaces  would  reveal  a  still  greater 
difference  in  appearance  due  to  the  striking  variation  in  color 
and  size  of  the  aggregate  used.  Had  these  six  surfaces  been 
left  untreated,  from  surfaces  they  would  have  looked  practically 
identical. 

By  varying  the  kind,  size  and  proportions  of  the  aggregates. 
surface  finishes  of  practically  any  desired  color  and  texture  can 
be  obtained,  the  possibilities  being  limited  only  by  the  number  of 
different  aggregates  available  and  the  combinations  of  same. 
A  great  variety  of  finishes  may  be  produced  by  using  red  and 
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black  granite  and  limestone  screenings,  black  and  white  marble 
chips  and  different  colored  pebbles  and  sands.  But  as  the  photo- 
graphic reproductions  do  not  reveal  the  colors,  Plgures  IV  and 
V,  while  reproductions  of  surfaces  in  which  red  granite  was  used 
and  Figures  Nos.  I,  II,  III,  and  VI  for  surfaces  finished  with 
various  colored  pebbles  and  sands. 

All  the  cuts  shown  represent  brushed  concrete  surfaces,  the 
process  consisting  of  simply  brushing  the  surfaces  with  <'..  stiff 
brush,  permitting  it  to  harden  for  a  few  days  and  then  treating 
it  with  a  dilute  solution  of  hydrochoric  acid,  the  method  of  pro- 
cedure beirg  as  follows : 

Having  decided  upon  the  general  color  scheme  and  texture 
of  the  desired  surface  the  first  step  is  the  making  and  treating 
of  small  sample  surfaces.  A  limited  amount  of  experimenting 
with  the  materials  available  will  always  prove  profitable.  The 
color  and  texture  of  the  finished  surface  depends  upon  the  color, 
size  and  proportions  of  the  aggregates  used,  and  the  successful 
reproduction  of  the  desired  surface  is  dependent  upon  the  proper 
selecting,  grading,  proportioning  and  mixing  of  the  materials 
and  the  proper  placing  and  finishing  of  the  surface.  Upon  de- 
termining by  experimenting  the  proper  size  and  proportions  of 
aggregates  to  produce  the  desired  effects  and  the  proper  con- 
sistency of  the  mix.  adhere  strictly  to  them ;  that  is,  take  the 
trouble  to  measure  the  materials  for  each  batch  of  concrete  and 
to  gauge  them  with  a  measured  amount  of  water.  The  results 
obtained  will  more  than  justify  the  extra  expense  this  will  entail 
over  the  all  too  prevalent  method  of  measuring  material  by 
wheelbarrow  loads  and  adding  the  water  with  a  hose ;  in  fact, 
uniform  results  cannot  be  obtained  unless  the  work  is  done  as 
pointed  out. 

The  slightest  imperfections  and  irregularities  in  form  surface 
are  transferred  to  the  concrete,  producing  unsightly  surfaces 
when  left  untreated,  and  a  pleasing  surface  cannot  be  obtained 
by  a  nicety  of  form  construction  alone.  For  brushed  surfaces, 
all  that  is  required  of  the  forms  is  that  the  face  lagging  be  kept 
true  to  surface  and  the  joints  be  tight.  For  surfaces  too  large 
to  concrete  in  one  day  the  forms  should  be  so  constructed  as  to 
permit  of  the  removal  of  sections  of  the  face  form.  This  can 
be  accomplished  by  setting  the  studs  or  uprights  back  a  few  inches 
from  the  face  lagging  and  connecting  1)oth  by  means  of  cleats 
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and  wedges.  The  face  forms  also  should  be  well  oiled  to  prevent 
the  concrete  sticking  to  the  forms.  In  large  areas  the  introduc- 
tion of  buttresses  and  panels  or  the  breaking  up  of  the  surface 
by  horizontal  joints  or  courses  will  add  greatly  to  the  appearance, 
the  joints  being  simply  indentations  in  the  surface  produced  by 
beveled  beads  fastened  to  the  fomis.  It  is  extremely  hard  to 
join  two  different  days'  work  so  that  the  joint  is  not  perceptible 
and  unsightly,  and  the  breaking  up  of  the  surface  as  indicated  will 
greatly  assist  in  the  concreting  if  care  is  taken  to  end  and  start 
succeeding  days'  work  at  a  course  or  joint. 

The  facing  material  should  be  from  one  to  one-and-a-half 
inches  thick,  the  remaining  thickness  of  the  work  being  composed 
of  ordinary  concrete,  but  the  facing  and  backing  must  be  de- 
posited at  the  same  time  so  as  to  make  one  solid  mass,  thereby 
insuring  perfect  bond.  The  facing  material  may  be  applied  to 
the  forms  just  ahead  of  the  backing,  which  is  placed  against  and 
rammed  into  it,  or  the  backing  first  and  then  brushed  back  from 
the  form  with  a  spade  and  the  facing  material  deposited  be- 
tween the  backing  and  the  form.  Both  these  methods  have  been 
successfully  used.  A  third  and  possibly  the  best  method  of  plac- 
g  the  facing  material  consists  of  the  use  of  what  might  be  called 
I  metal  facing  form  or  mold,  constructed  and  used  as  follows : 
To  short  lengths  of  3-16''  iron  plates  8  or  10  inches  wide  and  6 
feet  long,  three  i  or  13^''  angles  are  riveted.  ])lacin,<4  an  angle 
at  the  center  of  the  plate  and  one  about  six  inches  from  eacli  end. 
One  edge  of  the  plate  should  1)e  slightly  flared  to  assist  in  depos- 
iting the  material  and  this  edge  provided  with  handles.  The 
metal  facing  plate  is  placed  against  the  wall  form  with  the  handles 
up  and  the  angles  tight  against  the  form.  The  space  between  it 
and  the  back  of  the  wall  filled  with  the  concrete  backing  and  the 
I  or  iy2"  space  between  the  metal  form  and  the  face  fonn  filled 
with  the  facing  material.  The  metal  form  is  drawn  almost  out, 
and  after  thoroughly  tamping  the  backing  against  the  facing  the 
])rocess  is  repeated. 

For  brushed  surfaces  the  forms  must  l)e  removed  from  ihc 
work  as  soon  as  possible  and  the  concrete  surface  brushed  while 
still  green.  It  is  not  possible  to  .state  how  old  the  work  should 
he  before  removing  the  forms  and  brushing  the  surface.  This 
will  de])end  upon  a  number  of  conditions,  the  character  of  the 
work,  cement  and  aggregate  used,  consistency  ><\   the  mixture, 
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and  very  much  upon  the  weather  conchtions.  As  a  rule  in  h(jt 
weather  the  forms  can  l)e  removed  the  next  day  and  the  surface 
brushed,  Ijut  in  cold  weather  the  facing  form  cannot  be  remove;! 
so  soon,  several  days  perhaps  a  week  being  re(|uired  for  the 
concrete  to  attain  the  necessary  hardness  and  strength.  Care 
must  be  taken  that  the  brushing  is  not  done  too  soon,  as  little 
particles  of  aggregate  will  be  removed,  resulting  in  a  pitted,  un- 
sightly surface.  On  the  other  hand  the  longer  the  surface  stands 
before  being  brushed  the  more  brushing  it  will  require  to  remove 
the  film  of  material  that  has  flushed  to  the  surface.  Brushing 
should  be  done  just  as  soon  as  it  can  be  without  removing 
particles  of  aggregate.  \\'hen  this  can  be  done  can  only  be  de- 
termined by  experimenting  with  the  particular  surface.  An 
ordinary  scrubbing  brush  with  stiff  ])almetto  fibers  or  a  metal 
wire  brush  w^ill  answer  for  the  work.  Two  or  three  days  after 
the  brushing  the  surface  should  be  washed  down  with  a  dilute 
solution  of  commercial  hydrochloric  acid,  one  part  acid  to  two 
or  three  parts  water.  The  acid  should  be  applied  with  an 
ordinary  calcimining  brush  and  the  walls  thoroughly  rubbed, 
while  wet  with  the  acid,  with  a  stiff  vegetable  fiber  brush.  The 
acid  should  not  be  allowed  to  remain  on  the  surface  for  any 
length  of  time — not  over  half  an  hour — and  should  be  washe:l 
off  with  a  hose  and  clean  water.  It  is  important  that  the  sur- 
face be  thoroughly  washed  after  the  acid  treatment,  for  if  it  is 
not  it  will  have  a  mottled,  streaky  appearance. 

A  desirable  surface  can  l)e  obtained  by  simply  brushing  and 
then  washing  with  a  hose  and  clean  water,  but  the  final  acid 
treatment  in  connection  with  the  brushing  will  produce  a  still 
better  surface. 

This  method  of  treatment  removes  the  film  of  mortar  that 
has  flushed  to  the  surface,  exposes  the  aggregate,  erases  all  traces 
of  form  markings  and  produces  a  rougher,  more  artistic  sur- 
face. The  roughness  of  the  surface  breaks  up  the  light,  the 
color  of  the  aggregate  adds  variety  and  life,  and  we  have  a 
pleasing,  artistic,  true  concrete  surface. 

ARTICLE  4. 

Finish  by   Tooling. 
Where  the  architect  is  not  limited  in  the  point  of  cost,  an 
excellent  effect  can  be  secured  by  tooling  the  surface  of  the  con- 
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CAST   STONE. 


The  railing  of  bridge  at  Fergus  Falls,  Minn.  John  Lauritzen,  Con- 
tractor. C.  A.  P.  Turner,  Engineer.  Railing  manufactured  by  the  Na- 
tional Stone  Mfg.  Co.,  of  Minneapolis. 
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Crete  either  by  hand  or  using-  pneumatic  tools.  The  effect  will 
depend  largely  on  the  character  of  the  aggregate  and  where 
this  has  been  carefully  selected  the  finish  is  quite  attractive,  es- 
pecially when  the  surface  is  broken  into  blocks  by  rustication  or 
grooves. 

The  expense  of  tooling  ranges  from  five  to  ten  cents  per 
surface  foot,  dependent  on  the  equipment  used,  while  that  of 
brushing  and  washing  should  not  run  more  than  one-fifth  of  this 
amount. 

ARTICLE  5 

Cast  Stone. 

Where  suitable  aggregate  is  available  an  excellent  build- 
ing material  is  made  by  casting  a  concrete  in  sand  moulds. 

The  process  is  similar  to  the  iron  moulders'  art.  Wood 
or  plaster  patterns  are  used,  a  sand  mould  pre]iared  and  the  con- 
crete cast  mixed  to  about  the  consistency  of  cream.  When 
the  resulting  material  has  been  tooled  it  is  hard  to  distinguish 
it  from  the  natural  stone. 

In  cost  it  cannot  be  manufactured  to  compete  with  the  natural 
stone  where  there  is  little  freight  to  pay,  but  w^here  the  work  is 
at  all  complicated  and  there  is  a  duplication  of  the  parts  and 
c[uarries  of  good  building  stone  are  not  situated  convenient  to 
the  locality,  there  is  a  good  field  for  this  product. 

It  has  been  very  successfully  manufactured  in  Toronto,  St. 
Louis,  and  other  parts  of  the  country  and  also  in  Germany. 

1'he  accompanying  cuts  show.  Inst,  example  of  the  cast 
stone  work  in  a  German  bridge  at  Stetten ;  second  shows  a 
small  exhibit  of  cast  stone  of  the  Northwest  Cement  Products 
Association,  while  the  third  is  a  cut  .showing  a  railing  of  cast 
.stone  on  a  bridge  at  Fergus  Falls,  Minn. 


CHAPTER  XXII. 

Casualties  and  Accidents  in  Concrete-Stccl  Construction   Com- 
pared zmth  Those  Occurring  i^'ith  Other  Types 
of  Building  Work. 

ARTICLE   I. 

Definite  Responsibility. 

The  introduction  of  concrete-steel  construction  has  been  very 
rapid  indeed,  and  as  a  new  hne  of  IjuikUng,  such  accidents  as 
have  occurred  in  its  installation  have  attracted  undue  attention, 
as  is  invariably  the  case  with  any  class  of  accident  which  involves 
a  feeling  that  the  danger  is  new  and  unknown.  This  feeling 
has  been  emphasized  to  no  small  extent,  due  to  the  fact  that  the 
engineer  and  architect  have  found  such  a  ready  means  of  shirk- 
ing that  degree  of  responsibility  which  belongs  rightfully  to  them 
and  charging  all  accidents  from  whatever  source  to  careless,  in- 
ferior or  indifferent  workmanship.  The  poor  laborer  in  the 
concrete  gang,  not  having  the  ear  of  the  public,  does  not  talk 
back  and  properly  present,  as  a  rule,  his  side  of  the  case. 

The  designer  comes  along  with  figures  showing  beyond  ques- 
tion that  he  has  properly  provided  for  the  bending  moment  in  a 
beam  and  considers  that  he  has  cleared  himself  beyond  ques- 
tion. As  a  rule,  proof  of  this  kind  furnished  by  those  responsible 
for  the  design  of  structures  which  have  failed,  contains  no  ref- 
erence as  to  how  well  they  have  designed  the  connections  or 
how  thoroughly  they  have  tied  the  construction  together  in  a 
monolithic  manner.  X^o  reference  is  made  as  to  whether  they 
have  placed  the  ties  in  a  column  so  closely  together  that  it  re- 
quires more  than  ordinary  care  to  properly  place  the  concrete. 
In  other  words,  their  defense  contains  no  reference,  as  a  rule, 
to  the  really  vital  points  of  construction. 

Perhaps  no  small  degree  of  indirect  responsibility  for  such 
bad  accidents  as  have  occurred  in  concrete-steel  construction  is 
chargeable  directly  to  the  class  of  literature  which  passes  muster 
as  scientific,   with   reference  to  concrete-steel  construction. 
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Take,  for  example,  one  of  the  latest  works  on  reinforced 
concrete  construction  by  Turneaure  and  Maurer.  We  find  in 
this  work  illustrated  designs  of  columns  which  are  among  the 
most  objectionable  and  dangerous  that  can  be  devised  and  yet 
no  mention  is  made  of  the  dangerous  characteristics  of  the  detail 
illustrated  and  as  far  as  careful  perusal  of  the  work  would  in- 
dicate this  has  not  been  recognized  by  the  authors. 

It  is  easy  enough  to  find  a  small  area  of  rough  concrete  sur- 
face where  on  the  whole  the  workmanship  has  been  good ;  it 
is  easy  enough  to  state  where  a  collapse  has  occurred  that  had 
the  centering  been  left  in  for  a  considerable  additional  length 
of  time  that  the  work  would  have  stood,  and  there  is  a  large 
degree  of  truth  in  this  assertion,  and  yet  there  is  an  equal  de- 
gree of  truth  in  the  statement  that  had  the  design  been  con- 
servative the  work  w-ould  have  stood  even  in  its  partially  hard- 
ened condition,  or.  at  the  worst,  would  merely  have  deflected 
somewhat  from  the  desired  form  without  coming  down  by  the 
run  and  injuring  those  under  it. 

The  idea  that  there  is  something  vague,  unknown  and  mys- 
terious in  the  failure  of  a  concrete  structure  is  well  illustrated  by 
the  editorial  in  the  Engineering  News  regarding  the  Bixby  Hotel 
failure,  in  the  following  words : 

"The  work  whose  character  is  impugned  lies  in  a  rubbish 
heap,  whence  it  is  impossible  to  extract  supporting  evidence." 

'I  lii^  --tatement,  coming  as  it  does,  from  the  editors  of  the 
first  engineering  paper  in  the  country,  can  only  be  accounted 
for  on  the  ground  of  nearly  complete  lack  of  familiarity  with 
the  business. 

Compare  the  treatment  of  the  failure  of  the  Quebec  bridge 
by  the  l)rilliant  editorial  stafif  of  this  paper  with  that  accorded 
the  failure  of  the  Bixby  hotel;  in  the  first  instance  they  pointed 
out  almost  immediately  the  true  cause  of  the  failure  in  a  clean 
cut,  concise  manner;  as  regards  the  Bixby  hotel,  they  have 
neither  a  word  nor  apparently  a  critical  opinion  as  to  the  char- 
acter and  make-up  of  the  design.  W'c  can  onh-  account  lOr 
this  lack  of  well  formed  ideas  and  clean  cut  opinions  on  the 
part  of  this  editorial  staff  on  the  ground  of  lack  of  practical 
familiarity  with  this  type  of  construction. 

When  the  editors  of  such  progressive  engineering  papers  as 
this  fail  to  ])oint  out  engineering  defects  in  their  usual  fearless 
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manner,  it  is  fair  evidence  that  many  of  the  profession  are 
laboring  in  the  dark. 

That  the  architectural  profession  are  even  farther  behind  than 
the  rank  and  file  of  the  engineering  profession  is  evidenced  by 
the  editorial  presented  in  so  many  of  the  architectural  papers  a 
year  or  so  ago  to  the  effect  that  the  time  of  removal  of  the 
forms  from  reinforced  concrete  work  was  indcoJ  a  proper  time 
for  prayer.  The  writer  is  sorry  to  admit  that  his  early  religious 
training  fails  to  throw  any  possible  light  on  what  connection 
there  might  be  between  prayer  and  the  conditions  favorable  to 
the  hardening  of  Portland  concrete. 

In  the  Engineering  News  editorial  referred  to  the  statement 
was  made  that  the  gray  of  our  concrete  structure  is  already 
too  much  stained  with  blood.  That  there  have  been  unfortun- 
ate blunders  and  loss  of  life  in  concrete  construction  the  writer 
does  not  mean  to  gainsay.  On  the  other  hand,  to  infer  there 
is  not  the  same  chance  for  negligence  and  loss  of  life  in  the 
executing  of  work  with  other  types  of  construction  is  a  point 
which  reference  to  the  records  of  the  deaths  and  accidents  in 
structural  steel  construction  and  concrete  construction  will  re- 
fute. 

These  will  show  that  with  all  the  ignorance  and  incompe- 
tence that  has  been  unquestionably  displayed  in  the  introduction 
of  reinforced  concrete  the  total  number  of  deaths  and  accidents 
are  far  less  than  those  which  ordinarily  occur  in  the  erection 
of  an  equivalent  amount  of  structural  steel  coristruction 

ARTICLE  2. 

Safety  to  Occupant. 

As  far  as  the  general  public  is  concerned,  concrete  steel  con- 
struction possesses  an  element  of  safety  not  foinid  in  any  other 
type.  Outside  of  such  accidents  as  have  occurred  during  the 
erection  of  the  work,  it  is  hard  to  find  a  single  record  of  failure 
of  a  concrete  building  that  has  stood  for  a  period  of  six  months 
after  the  work  was  placed,  for  the  evident  reason  that  the  con- 
crete is  increasing  in  strength  as  the  process  of  hardening  goes 
on  for  months  and  years,  while  with  others  types  of  construction 
the  materials  are  deteriorating  rather  than  improving. 

For  instance,  we  frequently  hear  of  a  collapse  of  a  timber 
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and  sometimes  of  a  structural  iron  and  steel  building  which  is 
occupied.  Quite  a  few  examples  of  this  class  of  failures  can  be 
found  in  the  back  numbers  of  the  engineering  papers  of  the 
country,  while  as  far  as  the  writer  knows,  none  can  be  found 
with  the  concrete  structure,  no  matter  how  badly  it  may  have 
been  originally  designed. 

ARTICLE  3, 

Records  of  Accident  7citli   Concrete  and  Z'.'itJi   Structural  Steel 

Compared. 

Returning  now  to  the  question  of  number  of  fatal  accidents 
which  have  occurred  in  the  erection  of  concrete  steel  construc- 
tion W'Ork,  as  compared  with  those  which  are  occurring  right 
along  in  the  erection  of  stmctural  steel  construction,  we  may 
make  the  following  general  statement :  that  at  the  present  time 
there  is  more  reinforced  concrete  building  work  under  construc- 
tion than  steel  building  work;  that  the  records  of  the  trade 
unions  show  in  the  last  two  years  from  eight  to  twelve  deaths 
of  structural  iron  workers  per  month,  slipping  and  falling  from 
beams,  crushed  in  handling  or  placing  girders,  and  so  on  down 
the  line.  These  records  may  be  readily  verified  by  referring  to 
the  I>ridgemen's  Magazine. 

In  the  year  of  the  great  engineering  disaster  at  Quebec,  loss 
of  life  amounted  to  over  twenty  per  month,  among  union  iron 
erectors,  and  to  probably  twenty-five  to  twenty-eight  per  month, 
conntini,'"  union  and  non-union. 

In  tlie  writer's  personal  experience  in  some  twenty  odd  years 
in  structural  steel  construction  tliere  have  been  nearly  a  dozen 
accidents  in  which  men  were  killed  or  injured  in  putting  up 
structural  steel  construction  through  no  fault  of  the  designer 
or  neglect  on  his  part  of  anything  which  he  could  foresee  and 
obviate  were  he  to  do  the  same  work  again. 

In  putting  up  something  like  six  hundred  acres  of  floor  in 
concrete  steel  buildings  there  has  been  not  a  single  accident 
whicli  is  directly  cliargcable  to  the  risk  of  construction.  One 
fatality  occurred  on  the  John  Deere  building,  at  Omaha,  which 
a])pears  to  have  resulted,  so  far  as  known,  from  the  workman 
becoming  dizzy,  fainting  perhaps  from  heat  and  falling  off  the 
tiie  edge  of  a  floor  nearly  an  acre  in  extent. 
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In  general,  we  may  say  that  the  advantage  from  the  stand- 
point of  safety  in  concrete  steel  construction  is  that  the  men  in- 
variably have  a  solid  floor  to  work  upon ;  that  they  are  not  re- 
quired to  work  aloft  with  nothing  but  a  grid  of  steel  beams  to 
work  upon,  which  are  frequently  slippery  from  frost,  and  from 
which  a  fall  is  serious  and  generally  fatal. 

The  great  risk  in  the  business  of  concrete-steel  construction 
is  that  due  to  engineering  ignorance  and  incompetence,  which 
will  rapidly  disappear  as  the  character  of  the  construction  be- 
comes better  known  and  the  responsibility  for  failures  is  placed 
squarely  where  it  generally  belongs,  on  the  shoulders  of  the  de- 
signer of  this  class  of  construction. 

In  fact,  the  writer's  strong  preference  as  an  engineer  for  con- 
crete steel  construction  as  against  structural  steel  work  is  on  the 
ground  that  it  is  safer  for  the  men  to  put  up  and  that  he  can 
feel  satisfied  that  by  the  exercise  of  ordinary  care  there  is  no 
excuse  for  accident  or  injury  to  the  men  in  the  erection  of  this 
class  of  work,  while  structural  steel  construction  is  a  type  of 
work  distinctly  hazardous  and  in  which  accidents  are  likely  to 
occur  occasionally  with  those  who,  as  a  rule,  exercise  good  judg- 
ment and  the  greatest  care. 

ARTICLE  4. 

"Thank  You"  Engineering  Advice. 

The  writer  has  at  times  given  engineering  advice  to  fellow 
workers  in  the  field  of  building  construction  without  charge. 
In  general,  such  advice  is  given  weight  in  accordance  with  the 
manner  in  which  it  has  been  obtained.  In  other  words,  cost 
nothing,  worth  nothing. 

.  As  an  example  of  this,  a  friend  of  the  writer,  an  unusually 
bright  sort  of  fellow,  lacking  only  the  balance  wheel  and  safety 
valve  of  a  thorough  technical  training  to  place  him  among  the 
first  in  his  line,  submitted  to  the  waiter  a  bold  and  daring  tvj^e 
of  construction,  which  the  writer  reported  on.  and  cautioned 
him  particularly  as  to  the  limits  which  he  considered  it  would 
be  conservative  to  place  on  its  use.  This  advice,  costing  b.im 
nothing,  w-as  given  little  attention,  until  a  failure  resulted,  cost- 
ing him  from  six  to  eight  thousand  dollars,  which  he  could  ill 
afford  to  lose  in  his  business.     Had  the  writer  charged  his  ac- 
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quaintance  a  consulting  fee  of  two  hundred  or  such  a  matter  for 
his  advice  regarding  the  type  of  construction,  perhaps  it  would 
have  received  attention  in  accordance  with  the  cost  of  the  report. 
That  the  work  was  brought  to  the  writer's  office  to  redesign,  in 
no  wise  relieved  the  writer  from  feeling  a  certain  sense  of  in- 
direct responsibility  in  having  failed  to  charge  a  sufficient  amount 
for  the  report  to  make  it  appear  of  value  sufficient  to  be  fol- 
lowed by  the  recipient. 

In  fixing  the  price  of  this  treatise  on  concrete  steel  construc- 
tion, the  writer  trusts  that  it  is  sufficiently  high  that  those  who 
may  purchase  it  will  feel  compelled,  in  order  to  get  value  re- 
ceived, to  read  it  through  instead  of  placing  it  on  the  shelf  as 
a  typical  dry,  tiresome  and  uninteresting  technical  disquisition 
on  the  subject — even  though  it  may  be  worse  than  the  average 
in  this  respect. 
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PART  I. 

Suggestions  for  a  Concrete  Constructor's  Library. 

ARTICLE  I. 
Theoretical  Treatises. 

The  contractor  or  builder  in  the  Hne  of  reinforced  concrete 
construction  desires  to  have  a  thorough  knowledge  of  such  lit- 
erature as  is  published  on  the  subject.  This  information  is  of 
ilouhle  value  in  discussing  questions  which  may  be  brought  up 
hy  the  engineer  and  architect  who  have  taken  the  time  to  read 
more  widely  than  the  practical  constructor  can  find  time  ordi- 
narily to  do.  hence  a  condensed  list  of  such  works  as  will  present 
the  diverging  views  of  various  authors  form  a  valuable  library 
I'or  the  practical  constructor.  These  noted  will  prove  of  value, 
not  necessarily  altogether  from  the  standpoint  of  the  use  they 
may  be  to  him  in  teaching  him  methods  of  figuring  and  execut- 
ing the  work  and  the  character  of  details  used,  as  to  give  him 
a  fair  idea  as  to  the  views  which  certain  authors  hold  by  com- 
paring the  views  and  opinions  of  one  witli  another  in  the  light 
of  his  own  ])ractical  experience,  he  may  be  able  to  uphold  his 
own  view.-,  based  on  that  experience  as  against  the  opinions 
which   may   be  brought   forward  by  the   engineer  or  architect 

ident  of  the  art. 
A  number  of  these  books  have  been  reviewed  in  a  pamphlet 

titled  "Literature  on  Reinforced  Concrete,"  compiled  by  the 
Ijigineering  News  Book  Department,  containing  a  rc'])rint  of 
an  article  in  the  Engineering  Digest  bv  Lcf)n  S.  MoissciiT.  which 
L^ot'-,  into  the  subject  more  at  length  than  space  here  permits  and 
Mom  an  entirely  different  standpoint. 

If  the  contractor  desires  information  bearing  upon  the  ques- 
tion of  deflections  and  test  loads  which  he  is  forced  to  guar- 
antee he  will  probably  find  tlie  present  treatise  the  only  one  in 
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the  field  which  will  enable  him  to  get  anywhere  with  certainty 
in  computations  of  this  character  when  dealing  with  the  natural 
types  of  concrete  steel  construction. 

The  first  treatise  to  which  we  will  call  attention  is  "Rein- 
forced Concrete,"  by  Charles  F.  Marsh.  This  is  one  of  the 
earlier  pioneer  treatises  on  the  subject.  The  scope  of  informa- 
tion obtained  is  valuable  from  the  historical  standpoint,  showing 
the  evolution  of  various  types  of  construction  and  the  general 
theory  of  reinforced  concrete  is  well  presented  from  the  stand- 
point of  the  college  professor,  rather  than  from  that  of  the 
practical  constructor. 

Reinforced  Concrete.  By  A.  Considere,  translated  from 
French  by  Leon  S.  Moisseiff.  This  work  by  the  eminent  in- 
ventor of  the  best  and  most  practical  type  of  reinforced  concrete 
column  under  construction  should  be  in  the  library  of  every 
practical  constructor.     The  price  is  moderate — $2.00  net. 

Concrete  and  Reinforced  Concrete  Construction.  By 
Homer  A.  Reid,  follows  along  very  similar  lines  to  the  work  by 
Marsh  as  far  as  theoretical  treatment  is  concerned,  though  con- 
taining much  supplementary  matter  of  considerable  practical 
value. 

Principles  of  Reinforced  Concrete  Construction.  By 
Prof.  Turneaure  and  E.  R.  Maurer.  The  authors  suggest  that 
their  purpose  was  to  cover  in  a  systematic  manner  those  princi- 
ples of  mechanics  underlying  the  design  of  reinforced  concrete : 
to  present  the  result  of  all  available  tests  that  may  aid  in  estab- 
lishing coefficients  and  working  stresses  and  to  give  such  illus- 
trating material  and  actual  designs  as  may  be  needed  to  make 
clear  the  principles  involved.  The  University  of  Wisconsin  has 
done  considerable  work  in  testing  simple  beams,  whicli.  with 
the  theory  of  simple  beams,  is  well  treated  by  them.  Like 
the  preceding  treatises  they  have  discussed  the  natural  types  of 
construction  in  an  erroneous  and  very  imperfect  manner.  The 
theory  of  arches  is  fairly  well  presented. 

Reinforced  Concrete.  By  Buel  and  Hill.  The  theoretical 
treatment  is  somewhat  similar  to  treatises  previously  discussed, 
more  attention  being  paid  to  arches  than  building  work. 

Engineer's  Pocket  Book  on  Reinforced  Concrete.     Bv 


SUGGESTIONS   FOR  A   CONCRETE   CONSTRUCTOR'S   LIBRARY.      285 

E.  Lee  Heidenreich.  One  of  the  most  satisfactory  books  of  its 
class  and  may  well  be  placed  in  the  library  of  the  constructor. 

Cement  and  Concrete.  By  Lewis  C.  Sabin.  A  book  dis- 
tinctly dealing  with  the  material  cement,  rather  than  its  use  in 
the  construction,  but  is  an  admirable  treatise  on  concrete  as  a 
material,  well  meriting  a  place  in  the  constructor's  library. 

Reinforced  Concrete  in  Factory  Constkic  tiox.  By  the 
Atlas  Portland  Cement  Company  and  distributed  ijy  this  com- 
pany as  trade  literature,  and  is  worthy  of  the  time  spent  in 
reading. 

Experimental  Researches  on  the  Constitution  of 
Hydraulic  Mortars.  By  Henri  Le  Chatelier,  translated  from 
the  original  by  Joseph  L.  Mack.  Contains  much  that  is  in- 
teresting to  the  cement  worker,  particularly  those  who  are  deal- 
ing with  artificial  cement  stone. 

ARTICLE  2. 

Flat  Plate  Theories. 

The  constructor  who  is  mathematically  inclined  is  interested 
in  the  flat  plate  theories,  since  they  present  to  the  mathematician 
the  clearest  and  most  logical  explanation  of  the  phenomena  which 
he  ol)serves  with  the  natural  or  distinctive  concrete  types  of  con- 
struction. These  theories  may  be  summarized  as  follcnvs  by 
authors : 

"(irashof's  I'^lat  Plate  Theory,"  see  "Lanza's  Api)lied  Me- 
chanics." 

"H.  T.  Eddv's  h'iat  Plate  'Hieory,"  see  year  book  of  the 
University  of  Minnesota,   1897-1901. 

"?\Tcrriman's  Flat  Plate  ^Fheory,"  see  "Mechanics  of  Mate- 
rials." by  Mansfield  Merriman. 

"Bach,  Elastizitat  und  Festigkeit,"  von  C.  Bach. 

AR  riCLE  3. 

Bulletins  Descriptive  of  Tests. 

On  the  subject  of  tests,  those  by  the  Universities  of  Wiscon- 
sin and  Illinois  are  of  value.  Bulletin  8,  1906.  test  of  shear 
and  bond.  University  of  Illinois;  bulletins   12.    14  and    H),  tests 
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of  reinforced  concrete  beams ;  bulletin  20,  tests  of  columns,  al- 
though not  of  the  vertically  reinforced  and  hooped  type  are  of 
value.  Tests  of  plain  or  reinforced  concrete  beams  by  Withey, 
University  of  Wisconsin,  the  constructor  will  find  of  interest; 
also  Bulletin  344,  tests  of  beams  U.  S.  Geological  Survey. 

ARTICLE  4. 

Literature  Regarding  Damage  to  Tile  and  Concrete  Construc- 
tion by  Fire. 

The  contractor  in  the  line  of  reinforced  concrete  is  placed 
in  competition  with  the  burned  clay  advocate.  The  stock  argu- 
ment of  the  advocate  of  tile  fireproofing  is  that  a  small  specimen 
of  burned  clay  will  withstand  high  temperatures  in  a  furnace, 
while  a  small  sample  of  concrete  would,  under  similar  condi- 
tions, be  disintegrated  by  continued  heat  of  the  furnace.  For 
the  reasons  pointed  out  under  "Fireproof  Properties  of  Con- 
crete," this  comparison  is  no  indication  of  the  deportment  of 
two  classes  of  material  in  actual  conflagration. 

Examples  of  the  failure  of  tile  are  needed  by  the  reinforced 
concrete  constructor  to  meet  this  plausible  but  misleading  line 
of  talk.  The  damage  to  hollow  tile  by  a  fire  in  the  Home  build- 
ing at  Pittsburg  is  well  described  and  illustrated  in  the  Engi- 
neering News,  vol.  37,  p.  313,  May  20,  1907.  The  Parker  build- 
ing, New  York  City,  is  another  excellent  example,  which  was 
immediately  seized  upon  and  advertised  by  the  publicity  bureau 
of  the  burned  clay  interests  in  the  daily  papers  of  the  country 
as  the  latest  example  of  the  failure  of  reinforced  concrete,  while 
as  a  matter  of  fact,  there  was  no  reinforced  concrete  in  the 
building  except  that  in  the  form  of  cement  mortar  which  was 
used  between  the  fiat  hollow  tile  arches.  The  nearly  complete 
destruction  of  this  building  is  well  covered  in  the  report  of  the 
New  York  Fire  Underwriters,  April  22,  1908.  In  the  Balti- 
more fire  the  damage  to  tile  and  such  concrete  buildings  as  came 
in  its  path  is  well  described  in  the  Engineering  News,  vol.  51, 
pp.  145,  169,  194.  200.  261,  276,  528.  The  San  Francisco 
Earthquake  and  Fire.  1906,  see  book  by  Roebling  Construction 
Company;  also  Engineering  News,  vol.  55,  pp.  478,  509,  521, 
548,  580,  584.  607,  622,  694,  707:  vol.  56,  pp.  136,  333.  409.  474. 

The  constructor  should  include  in  his  library  the  ''Rules  and 
Practice   of   the   United    States    Patent   Office,"    which   mav   be 
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obtained  by  simply  sending  his  name  and  address  to  the  Com- 
missioner of  Patents. 

ARTICLE  5. 
Trade  Literature,  Catalogues,  Ete. 

He  should,  also  keep  up  to  date  with  all  trade  literature  in 
this  line.     This  is  desirable  for  two  reasons : 

First,  that  he  may  be  familiar  with  everything  on  the  mar- 
ket ; 

Second,  that  by  means  of  this  familiarity  he  can  form  a  clean- 
cut  idea  as  to  the  relative  economy  of  the  various  systems  and 
know  how  much  chance  there  is  to  figure  additional  margin  of 
profit  if  he  knows  who  his  competitors  are,  and  the  system  on 
which  they  are  figuring. 

The  contractor  is  not  in  business  for  his  health,  and  the 
profit  that  he  can  add  to  his  estimated  cost  is  a  matter  of  judg- 
ment which  must  be  based  on  his  estimate  of  the  ability  and 
judgment  of  his  competitors  and  the  cost  of  the  type  of  con- 
struction they  propose  to  figure  upon  in  competing  with  him. 

If  the  constructor  can  add  twenty-five  or  thirty  per  cent 
profit  in  a  clean  competition  against  those  less  skilled  in  the  art 
instead  of  the  ordinary  ten  or  twelve  per  cent,  he  is  entitled  to 
it  and  is  foolish  if  he  does  not  make  use  of  his  legitimate  oppor- 
tunity. 
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PART  II. 

So})ic  Facts  Regarding  the  Shipiiinit  of  Cement   Jiliich  Max 
Prove  of  Value  to  Ihe  Contractor. 

In  purchasing-  cement  for  a  piece  of  wdrk  the  contractor 
usually  specifies  that  it  shall  meet  the  reciuirements  of  standard 
specifications.  Suppose  he  is  doing  business  in  the  Dakotas 
or  in  Manitoba,  etc.,  and  the  cement  is  received  by  way  of  the 
lakes.  Representative  of  the  owner  or  architect  samples  some 
of  the  cement,  takes  a  sample  out  of  one  bag  and  reports  that 
it  does  not  come  up  to  the  specifications. 

It  is  well  for  the  contractor  before  jumping  to  conclusions 
and  accepting  the  condemnation  to  examine  the  sacks  to  see 
whether  they  have  been  broken  and  sample  them  himself  and 
check  the  test. 

It  too  frequently  happens  that  in  shipping  cement  by  water 
that  the  boat  company  breaks  open  a  few  sacks  in  handling  and 
as  they  are  responsible  for  the  delivery  of  the  number  of  sacks 
called  for  in  the  consignment  they  sweep  up  the  deck,  dump  in 
the  sweepings  into  the  sacks  which  have  been  broken  open  and 
tie  them  up  with  a  new  string  and  get  credit  for- the  proper  num- 
ber of  sacks  delivered.  The  sacks  will  quite  likely  be  tied  up  with 
a  piece  of  tarred  Manila  instead  of  cotton  string  and  the  char- 
acter of  the  material  will  be  evident  by  the  dirt,  sticks,  straws 
and  the  like  scattered  through  it. 

Lack  of  familiarity  with  what  may  happen  in  this  wise  sev- 
eral years  ago  cost  the  writer  about  $2,000  in  changing  brands 
of  cement  and  paying  the  advance  in  price  on  the  same  when 
covered  by  contract  with  a  dealer  at  the  lower  rate  on  the  first 
brand. 

After  one  has  paid  sixty  thousand  prices  for  a  little  two  cent 
bit  of  information  of  this  character  he  begins  to  appreciate  its 
value  in  the  commercial  field. 
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PART  III. 

Some  Facts  Rcgardijii^  Pafciifs  and  Patent  Laii's  of  Interest  to 
the  Ozi'uer,  Builder,  Architect  and  Engineer. 

ARTICLE  I. 

Reason  for  Patent  Protection. 

Patents  are  granted  to  the  inventor  as  a  method  of  encourag- 
ing- advancement  and  development  of  the  mechanical  arts.  The 
intent  is  to  protect  the  in\-entor  by  giving  him  the  sole  right  for 
a  limited  period  to  use.  make  and  sell  the  product  of  his  inven- 
tive genius.  To  the  contractor  this  is  important  if  he  has  orig- 
inated some  new  labor-saving  device  or  type  of  construction. 
Tile  points  to  be  borne  in  mind  in  securing  this  proteclimi  ire 
as  follows : 

ARTICLE  2. 

Time  to  Apply  for  Patent. 

First,  the  application  for  the  patent  must  be  made  before  the 
invention  has  been  publicly  used  for  the  period  of  two  years. 

ARTICLE  3. 

Liability  of  Owner. 

Second,  no  suit  can  be  maintained  prior  to  the  issue  of  the 
patent,  but  after  the  patent  has  issued  suit  may  be  maintained 
against  structures  built  prior  to  is.suance  of  patent. 

This  phase  of  the  case  makes  it  incumbent  on  the  contractor 
or  owner  to  exerci.se  care  in  the  use  of  similar  types  of  construc- 
tion to  those  which  he  knows  to  have  been  first  in  the  field  even 
though  some  years  have  elap.sed  since  they  were  first  u.sed  and 
no  ])atents  have  apparently  issued. 

This  reason  is  evident  since  any  inxeniion  of  value  the  first 
inventor  in  the  field  desires,  and  is  entitled  to  make  his  claims 
as  broad  as  the  state  of  the  art  at  that  period  allows,  and  if  his 
attorneys  are  sufficiently  skilled  in  drawing-  claiius  he  may  cover 
his  type  so  fully  as  to  collect  royalty  on  all  similar  types  for  the 
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life  of  the  patent  when  issued.  Protection  of  this  complete  char- 
acter requires  the  highest  degree  of  skill  on  the  part  of  the  at- 
torney and  may  require  a  long  drawn  out  argument  extending 
through  a  period  of  a  number  of  years  with  the  examiner  of  the 
patent  office. 

ARTICLE  4. 

Advantage  and  Disadvantage  to  Inventor  by  Delay  of  Issue. 

While  the  inventor  is  at  a  disadvantage  due  to  this  delay  his 
compensation  lies  in  the  fact  that  the  limitation  of  his  monopoly 
dates  seventeen  years  from  issue  and  not  from  the  date  of  ap- 
plication for  the  patent.  Thus  he  may  readily  secure  more  than 
his  seventeen  years  monopoly,  providing  there  is  no  fraud  in 
his  method  of  procedure  and  he  has  been  acting  in  good  faith 
in  p^'osecuting  his  application. 

ARTICLE  5. 

Impossibility  of  Securing  Advance  Information  as  to  Scope  of 

Patent. 

In  the  examiner's  office  the  files  are  not  open  to  outside  in- 
spection, hence  it  is  impossible  to  know  the  exact  extent  of  pro- 
tection that  the  first  inventor  in  a  given  field  has  secured  until 
after  the  final  issue  of  the  case,  and  the  longer  this  issue  is  de- 
layed the  stronger  as  a  rule  will  be  the  patent  when  finally  issued, 
since  it  has  probably  passed  the  closest  scrutiny  in  the  office. 

In  case,  however,  foreign  patents  are  granted  before  the 
United  States  issue  some  idea  as  to  the  scope  of  the  United 
States  case  may  be  gleaned  from  the  foreign  patents  issued. 

ARTICLE  6. 

Disadvantage  of  Secrecy  Regarding  Invention. 

Secrecy  regarding  an  invention  is  not  always  the  best  policy 
unless  a  record  is  made  in  the  form  of  a  caveat  while  protect- 
ing an  invention.  Frank  disclosure  to  a  number  of  friends  as 
witnesses  often  serves  the  inventor  in  an  attempt  to  prove  later 
his  priority  over  some  other  applicant. 

At  present  in  the  United  States  a  publication  disclosing  an 
invention  two  years  prior  to  the  filing  of  an  application  of  a 
second  inventor  having  a  similar  type  of  construction  would 
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eliminate  the  second  applicant  in  an  interference  between  the 
claims  filed  by  him  and  the  broader  claims  of  the  first  appli- 
cant. This  is  one  of  the  advantages  of  lack  of  secrecy  regarding 
an  invention,  though  the  publication  after  one  year  may  bar  the 
inventor  from  protection  in  a  few  countries,  such  as  Germany, 
etc. 

ARTICLE  7. 

Care  Regarding  Correspondence. 

Correspondence  regarding  an  invention  prior  to  issuance  of 
papers  should  be  carefully  kept.  The  writer,  for  example,  re- 
ceived a  letter  from  a  Milwaukee  party  requesting  information 
regarding  what  countries  he  had  patented  a  type  of  construc- 
tion and  he  good-naturedly  replied,  failing  by  oversight  to  men- 
tion Canada  as  application  pending.  About  a  year  later  an  in- 
terference was  declared  in  the  Canadian  patent  office  on  twenty- 
three  claims  between  this  same  party  and  the  writer  and  this 
correspondence  was,  of  course,  of  immediate  value. 

ARTICLE  8. 

Some  luoidantciilal  Difference  in  Lazes  of  Different  Coujitries. 

The  Canadian  patent  office  practice  is  more  nearly  like  that 
of  the  United  States  than  any  other  country.  In  the  United 
States,  if  a  single  claim  is  invalidated  by  decision  of  the  court 
and  the  balance  of  the  claims  sustained,  the  patent  is  in  force 
to  that  extent,  w-hile  in  England  an  adverse  decision  on  one 
claim  invalidates  the  whole  patent,  hence,  while  in  the  United 
States  it  is  desirable  to  .secure  as  many  and  as  broad  claims  as 
possible,  under  the  ruling  such  as  the  writer  understands  to  be 
in  force  in  England,  it  is  desirable  to  limit  the  claims  in  such 
a  manner  that  there  is  no  risk  of  invalidating  the  patent  by 
claiming  too  much. 

ARTICLE  9. 
Continued  Rejeclion  of  Claims. 

Very  frecjuently  the  inventor  gets  discouraged  by  the  rejec- 
tion of  claims  by  the  patent  office  examiner  on  a  really  meritor- 
ious invention.     This  in  no  wise  means  that  the  inventor  is  not 
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entitled  to  protection,  l)ut  rather  that  in  the  view  of  the  exam- 
iner in  charge  of  this  division  the  claims  are  not  drawn  in  a 
manner  which  permits  him  to  allow  them  in  view  of  the  prior 
state  of  the  art. 

Generally  matters  of  that  kind  are  best  taken  up  through  a 
personal  conference  between  the  inventor,  his  attorney  and  the 
examiner.  Many  misunderstandings  and  the  feeling  that  fair 
treatment  has  not  been  accorded  will  be  eliminated  1)\  sucli  a 
procedure. 

ARTICLE  lo. 

An  Example  of  a  Fairly  Complete  Specification  and  Claim. 

As  an  example  of  the  preparation  of  an  application  cover- 
ing in  a  fairly  complete  manner  the  state  of  the  art  at  the  time 
of  the  application,  the  writer  appends  to  this  article  a  copy  of  the 
Canadian  patent  issued  to  him  on  flat  slab  and  column  type  of 
construction.  The  mushroom  system  being  a  form  of  this  con- 
struction which  he  prefers  to  use,  but  the  state  of  the  art  per- 
mitting broad  claims  on  a  continuous  flat  plate  and  column  con- 
struction. 

ARTICLE  II. 

Exercise  of  Due  Diligence. 

In  the  field  of  practical  construction  it  should  be  noted  by  the 
constructor  that  if  he  makes  any  advance  in  the  art  and  fails 
to  properly  protect  himself  he  takes  a  chance  that  some  other 
one  may,  either  by  a  similar  or  equivalent  improvement,  avail 
himself  of  his  legitimate  right  to  protection,  patent  the  improve- 
ment and  in  turn  charge  the  original  inventor  royalty  for  the 
use  of  an  idea  which  perhaps  he  may  have  originated  prior  to 
the  second  inventor  who  had  exercised  due  diligence  in  legally 
protecting  his  rights,  provided,  of  course,  that  the  second  in- 
ventor had  applied  for  the  protection  within  the  limit  prescribed 
by  the  law. 

ARTICLE  12. 

Ethics  of  Securing  a  Patent  by  a  Professional  Engineer. 

Attention  has  been  called  in  the  first  part  of  the  article  to 
the  object  of  the  protection  granted  inventor  by  the  patent  laws. 
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Without  this  protection,  a  monopoly  for  a  Hmited  period,  no 
originator  of  an  invention  of  merit  would  be  able  to  undertake 
the  expensive  pioneer  work  of  introducing  his  meritorious  im- 
provement. Those  who  have  peculiar  notions  regarding  ethics 
of  patent  law  and  the  propriety  of  the  engineer  availing  himself 
of  his  rights  in  this  respect  have  as  a  rule  given  this  aspect  of 
the  (|uestion  very  little  consideration. 

ARTICLE  13. 

Imitations  of  a  New  Device. 

No  invention  of  value  is  placed  upon  the  market  without 
almost  immediately  inviting  a  swami  of  imitators  who  manage 
to  change  what  they  think  is  a  slight  detail  and  apply  for  a 
patent. 

The  old  inventor  never  worries  about  this  phase  of  the  case; 
if  the  first  in  the  field  and  he  has  drawn  a  broad  and  substan- 
tial foundation  in  the  matter  of  claims  upon  which  to  proceed, 
he  complacently  smiles  at  the  infringements  and  bides  the  proper 
time  for  presentation  of  his  bill  through  the  federal  coui    •. 

In  prosecuting  infringements  it  is  more  profitable  to  .  ove 
slowly  so  that  the  decision  in  the  federal  court  if  favorable  will 
enable  collection  on  a  number  of  cases. 

ARTICLE  14. 

Transfer  of  Patents,  Patent  Rights  and  the  Sale  of  Inventions. 

Many  otherwise  bright  business  men  purchase  blue  sky  in 
this  line.  For  example,  one  of  the  brightest  business  firms  the 
writer  is  acquainted  with  paid  a  neat  sum  for  exclusive  rights 
in  existing  patents  on  a  certain  invention,  including  rights  for 
that  territorx  in  anything  he  might  invent  and  made  themselves 
safe  on  neither  end  of  the  deal. 

A  right  in  a  patent  or  invention  can  only  be  transferred  by 
an  instrument  in  writing  designating  the  patent  number,  or  if 
an  application,  the  serial  number,  and  preferably  the  subject- 
matter  of  the  same.  Then  it  should  be  properly  recorded  in 
the  patent  office  to  protect  the  right  of  the  purchaser,  otherwise 
ai'lci-  tiic  inlcr\al  of  some  three  months  the  inventor,  it'  (h'sjion- 
est,  might  sell  the  same  rights  to  a  second  party,  and  if  the  sec- 
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oncl  party  records  the  transfer  before  the  first  party  his  claim  is 
secure.  License,  territorial  rights,  etc.,  should  preferably  be 
similarly  recorded.  The  instrument  of  conveyance  should  be 
drawn  up  in  such  form  that  it  may  be  made  a  matter  of  record, 
and  the  usual  published  forms  should  be  preferably  followed. 

If  in  the  regular  employ  of  a  company  and  the  remuneration 
involves  a  specific  agreement  covering  the  product  that  the  em- 
ployee is  employed  to  work  out  such  an  agreement  may  hold; 
though  the  indefinite  transfer  of  what  a  man  may  invent  at  some 
future  date  is  of  no  value. 

ARTICLE  15. 

What  Constitutes  a  Patentable  Invention  in  the  Line  of  Building 

Construetion. 

We  have  noted  that  the  patent  laws  of  various  countries  have 
been  devised  as  a  method  of  encouraging  advancement  and  de- 
velopment of  the  mechanical  arts,  and  while  the  rules  and  prac- 
tice of  the  United  States  Patent  Ofiice  give  a  clear  conception  of 
many  sides  of  this  question,  there  are  many  in  the  building  lines 
who  have  an  exceedingly  hazy  idea  as  to  what  constitutes  patent- 
able invention  in  the  line  of  construction  work. 

In  general,  invention  may  be  defined  as  a  combination  oi*  put- 
ting together  of  certain  elements  in  a  combination  to  produce  a 
new  result  or  new  type  of  building  construction,  the  combination 
and  arrangement  of  elements  in  a  frame  which  secures  a  useful 
result  in  economy  of  material  or  construction  in  a  new  and  novel 
manner  previously  unknown  and  used.  It  may  be  onl\-  a  new 
and  economical  wrinkle  in  methods  of  executing  work.  In  gen- 
eral, invention  involves  new  combinations  of  old  elements,  rather 
than  those  which  are  new  or  unknown. 

As  an  example,  the  writer  was  granted  a  patent  with  thirteen 
claims  on  the  Ferry  Bridge  at  Duluth,  Minn.  In  this  structure 
there  is  not  a  single  element  which  has  not  been  used  before 
for  a  different  purpose.  The  combination,  however,  in  the 
structure,  forming  a  w-orking  mechanism  for  a  specific  purpose 
and  combining  the  advantage  of  economy  with  stiffness  of  the 
traveler  constituted  a  new  and  patentable  invention.  The  sus- 
pension of  the  traveling  frame  on  links,  the  rope  drive,  the  sup- 
port of  the  rope  by  swing  hangers,  the  V-shaped  point  of  the 
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traveler  arranged  to  push  aside  the  swing  hangers,  the  pneu- 
matic cushion  receiving  the  car  at  the  landing  at  the  top  of  the 
car  above,  are  each  in  themselves  old  and  well  known  elements. 
Their  combination  in  the  working  structure,  however,  forms  a 
new  and  patentable  novelty. 

So  in  reinforced  concrete  we  might  take,  for  instance,  the 
mushroom*  system  as  an  example.  The  column  rods  bending  out 
horizontally  are  in  themselves  an  old  element,  shown  in  the 
patent  to  Ellinger  in  beam  construction.  Diagonal  reinforce- 
ment has  been  used  by  some  of  the  earliest  workers  in  the  field. 
The  combination,  however,  in  a  structure  of  flat  slab  floors  and 
columns  integral  therewith  and  of  the  old  elements  of  diagonal 
reinforcement,  bent  column  rods,  etc.,  constitute  a  new  combi- 
nation securing  specific  advantages  from  the  standpoint  of 
strength,  economy  and  fireproof  properties  and  hence  the  com- 
bination of  the  old  elements  in  the  new  arrangement  giving 
specific  advantages  forms  the  basis  of  a  patentable  invention. 

The  mere  throwing  together  of  steel  or  concrete  in  a  heter- 
ogeneous hit  or  miss  manner  is  unfortunately  not  clearly  distin- 
guished in  our  patent  laws  from  the  scientific  combination  of  the 
elements  to  secure  specific  advantages  in  the  commercial  field. 

The  difference  between  a  useful  invention  and  the  useless 
invention  is,  however,  in  general  soon  demonstrated  ])v  its  adop- 
tion in  the  commercial  field.  Thus  comparing  the  case  of  the 
mushroom  system  with  that  of  one  of  the  early  German  patents 
having  a  disc  with  rods  hooked  into  the  disc  at  the  top  of  the 
column  as  a  basis  for  a  flat  slab  and  column  construction,  the 
narrow  width  of  belt  of  bars  gives  a  coefficient  of  bending  three 
or  four  times  as  great  as  that  permissible  with  the  mushroom 
system,  leaving  no  opportunity  idr  this  class  of  con.struction  to 
com])ete  in  the  commercial  field  with  the  older  types  of  beam 
and  slab  work. 

Before  issuance  of  patents  to  the  writer  in  this  line  the  criti- 
cism was  common  that  there  was  nothing  new  in  the  element  of 
diagonal  reinforcement ;  that  there  was  nothing  new  in  the  bend- 
ing of  the  column  rod  horizontally  into  the  concrete  floor  as  it 
had  been  done  in  the  beam  construction;  that  there  was  notliing 


♦Six  foreign  patents  now  granted,  ten  others  pending.    Twenty-seven 
claims  now  allowed  in  United  States,  application  which  will  issue  shortly. 
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new  in  the  general  combination  of  concrete  and  steel  and  for  that 
reason  no  patent  would  ever  be  granted  for  such  a  system. 

In  fact,  it  has  been  with  some  surprise  that  the  writer  has 
noted  the  tendency  on  the  part  of  the  examiners  wIkj  are  sup- 
posed to  understand  these  principles  clearly  to  select  part  of  one 
patent  containing  an  old  feature  and  part  of  another  patent  con- 
taining an  old  feature  and  base  a  rejection  on  two  old  patents 
showing  two  old  features  illustrated  therein  as  a  reference  for 
the  rejection  of  a  new  combination  involving  the  said  old  fea- 
ture, though  in  the  new  combination  they  are  used  in  a  manner 
to  secure  a  new  result  unattainable  by  the  use  of  either  alone  or 
in  combination  with  other  old  features. 

Where,  however,  the  new  result  may  be  obtained  by  the  elim- 
ination of  one  element  in  an  old  combination  the  coml)ination 
so  claimed  is  broken  and  the  originator  of  the  new  combination 
is  entitled  to  protection  in  the  use  of  the  modification,  hence  in 
drawing  the  claims  the  importance  of  including  only  the  neces- 
sary elements  to  secure  the  desired  results  becomes  evident  and 
should  be  kept  clearly  in  mind  by  the  inventor  wdio  desires  to  be 
protected  in  the  use  of  the  device  or  type  of  construction  which 
he  may  have  originated. 

ARTICLE  i6. 

Strength  and   Weakness  of  Patents  Dependent  on  Hozv  They 

Are  Drazvn. 

Unfortunately  many  patents  are  not  what  they  purport  to 
be,  due  to  defective  claims  and  lack  of  skill  in  prosecuting  the 
application.  For  illustration,  take  the  Buffington  patent  on 
skeleton  building  construction.  Quite  a  few  of  our  Minneapolis 
attorneys  supposed  this  broad  enough  to  enable  the  patentee  to 
collect  royalty  on  this  type  of  construction.  While  Mr.  Buf- 
fington may  not  perhaps  be  credited  with  originating  the  idea, 
since  it  was  unquestionably  of  a  natural  growth  from  the  col- 
umn and  lintel,  still  he  might  even  at  that  period  have  had 
secured  claims  upon  which  a  respectable  contest  could  have  been 
made  had  it  been  differently  handled. 

Each  claim,  unfortunately,  contained  the  element  of  a  lam- 
inated column,  i.  c,  one  made  up  of  solid  plates  riveted  together. 
Now  such  a  column  would  be  greatly  lacking  in  economy  and 
so  impracticable  to  build  that  no  one  ever  attempted  it.     The 
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elimination  of  this  element  in  each  combination  claim  left  the 
patentee  no  opportunity  to  win. 

This  principle  may  be  stated  as  follows :  A  claims  and  is 
allowed  a  combination  claim  of  four  elements  to  secure  a  given 
result.  Later  B  secures  the  same  result,  using  three  elements 
used  by  A  in  a  different  manner  and  has  broken  the  combination 
claimed  by  A. 

Many  have  an  idea  that  a  patent  amounts  to  very  little  and 
this  view  is  correct  if  the  patent  is  not  properly  prosecuted  or 
if  the  state  of  the  art  does  not  allow  the  inventor  to  secure  broad 
claims.  AMiere,  however,  the  case  is  properly  prosecuted  and 
the  state  of  the  art  is  such  as  to  allow  the  claims  to  be  broad  in 
scope  the  patent  serves  as  a  basis  for  the  strongest  monopoly 
in  the  interest  of  the  inventor,  as  has  been  proved  again  and 
again. 

The  above  is  presented  not  as  a  substitute  for  proper  legal 
advice  to  the  builder,  but  merely  as  a  word  of  explanation  along 
a  line  closely  allied  to  the  interests  of  the  builder  and  owner,  and 
if  it  may  serve  to  answer  some  of  the  questions  to  others  the 
writer  has  been  frequently  asked  on  this  phase  of  right  of  in- 
ventor and  others  it  has  served  its  purpose. 


SPECIFICATION 


To  All  Whom  It  May  Concern: 

Be  it  known  that  I,  Claude  A.  P.  Turner,  of  the  city  of  ^!inneapolis, 
county  of  Hennepin,  state  of  Minnesota,  United  States  of  America,  Civil 
Engineer,  have  invented  certain  new  and  useful  improvements  in  Steel 
Skeleton  Concrete  Construction,  and  I  do  hereby  declare  that  the  follow- 
ing is  a  full,  clear  and  exact  description  of  the  said  invention,  reference 
being  had  to  the  accompanying  drawings,  in  which — 

Figure  1  is  a  fragmentary  side  elevation  of  a  reinforced  column  and 
floor  slab,  constructed  in  accordance  with  my  invention,  the  reinforce- 
ment being  shown  by  dotted  lines; 

Figure  2  is  a  detail  thereof,  being  a  cross  section  of  Figure  1  taken 
on  the  line  2-2; 

Figure  3,  a  top  or  plan  view  of  the  column  reinforcement,  and  por- 
tions of  the  floor  slab  reinforcement  belonging  therewith; 

Figure  4,  another  fragmentary  side  elevation  of  a  reinforced  column 
and  floor  slab,  constructed  in  accordance  with  my  invention,  but  of 
modified  construction,  the  reinforcement  also  being  shown  by  dotted 
lines; 

Figure  5,  a  detail  thereof,  being  a  cross  section  of  Figure  4  taken 
on  the  line  5-5; 

Figure  6,  a  top  of  plan  view  of  the  column  reinforcement  and  por- 
tions of  the  floor  slab  reinforcement  belonging  therewith; 

Figure  7,  still  another  fragmentary  side  elevation  of  a  reinforced 
column  and  floor  slab,  constructed  in  accordance  with  my  invention, 
but  of  another  modifled  construction,  the  reinforcement  being  likewise 
shown  by  dotted  lines; 

Figure  8,  a  detail  being  a  cross  section  of  Fig.  7,  taken  on  the  line 
8-8; 

Figure  9,  a  top  plan  view  of  the  column  reinforcement,  and  of  the 
floor  slab  reinforcement  belonging  therewith; 

Figure  10,  another  fragmentary  side  elevation  of  a  column  and  floor 
slab,  constructed  in  accordance  with  my  invention,  but  of  modified  con- 
struction, the  reinforcement  likewise  shown  by  dotted  lines; 

Figure  11,  a  detail  thereof,  being  a  cross  section  of  Figure  10  taken 
on  the  line  11-11 ; 

Figure  12,  a  top  or  plan  view  of  the  column  reinforcement  and  of 
portions  of  the  floor  slab  reinforcement  belonging  therewith; 

Figures  13  and  14.  top  or  plan  views  of  the  major  part  of  the  floor 
slab  reinforcement. 

]\Iy  invention  relates  to  buildings  or  structures  erected  of  reinforced 
concrete,  and  the  object  of  my  invention  is  to  provide  a  column  and 
slab  or  floor  construction,  requiring  a  minimum  of  concrete  and  rein- 
forcement, but  having  all  necessary  strength,  to  the  end  that  the  cost 
of  erection,  both  in  respect  to  material  and  time  required,  may  be  sub- 
stantially reduced  and  to  secure  certain  important  advantages  which 
result  from  the  structure  which  may  be  produced  in  accordance  with 
my  invention. 

Similar  letters  refer  to  similar  parts  throughout  the  several  views, 
A  being  the  column,  and  B  the  floor  slab. 

In  the  practical  application  of  my  inventions,  I  vary  the  construc- 
tion somewhat,  as  the  exigencies  of  the  case  may  require,  adopting  some 
one    of    the    modifications    herein    shown    and    hereinafter    described,   or 
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combinations  of  two  or  more  of  them;  for  example,  when  the  column 
reinforcement  consists  of  the  banded  and  bound  vertical  rods  a,  as  shown 
in  Figures  1,  2  and  3,  I  bend  the  said  rods  a  outward  at  the  top  of  the 
column  A,  and  extend  the  laterally  bent  portions  a'  thereof  horizontally, 
as  shown  in  Figure  3;  but  where  the  column  reinforcement  consists  of 
the  banded  and  bound  bars  b,  of  structural  steel,  as  shown  in  Figures 
4,  5,  6,  7,  8  and  9  (bars  too  rigid  to  be  practically  bent),  I  employ  the 
elbow  ribs  c'  of  which  I  arrange  within  the  column  A,  and  the  horizontal 
portions  c2  of  which  I  arrange  within  the  floor  slab  B,  as  shown  in 
Figures  4  and  7,  which  elbow  ribs  thereby  become  parts  of  both  the 
column  and  the  floor  slab  reinforcement. 

Upon  the  horizontal  portions  a'  of  the  vertical  rods  a  constituting 
the  column  reinforcement  shown  in  Figures  1,  2  and  3,  upon  the  horizon- 
tal portions  c2  of  the  elbow  ribs  c,  shown  in  Figures  4,  5,  6.  7,  8,  9  and 
13,  or  upon  the  band  d  at  the  top  of  the  reinforcement  of  the  column  A, 
I  arrange  the  carrying  rings  e  shown  in  Figures  3,  6  and  13,  or  the  trans- 
verse bars  f  shown  in  Figures  9,  12  and  14,  I  arrange  the  direct,  trans- 
verse and  diagonal  rods  j  shown  in  Figures  12,  13  and  14,  which  rods 
constitute  the  major  portion  of  my  floor  slab  reinforcement. 

A  description  in  detail  of  each  form  of  construction  herein  shown 
is  as  follows: 

By  reference  to  Figures  1,  2  and  3  of  the  drawing,  it  will  be  seen 
that  the  column  reinforcement  consists  of  a  number  of  vertical  rods, 
a  (usually  eight),  which  rods  are  arranged  in  a  circle,  the  diameter  of 
which  is  nearly  as  large  as  that  of  the  column  to  be  moulded  there- 
upon. These  vertical  rods  (a)  united  at  intervals  intermediate  their 
length,,  by  means  of  the  bands  d,  said  bands  being  secured  to  the  vertical 
rods  a,  by  means  of  U-shaped  bows  or  yokes  h,  which  bows  or  yokes  are 
secured  thereto  by  means  of  the  clamping  nuts  i.  These  vertical  rods 
a  I  bend  outwardly  at  the  top  of  the  column  A,  and  arrange  the  laterally 
bent  portions  a'  thereof  radially  as  shown  in  Figure  3,  which  laterally 
bent  portions  extend  into,  and  constitute  a  part  of  the  floor  slab  re- 
inforcement. Upon  the  radially  arranged  portions  a'  of  the  column 
reinforcement  a,  I  place  the  carrying  rings  a,  shown  in  Figures  3,  6  and 

13,  or  the  carrying  bars  f,  shown  in  Figures  7,  9  and  12  and  14,  upon 
which  rings  or  bars  in  turn,  I  lay  the  direct,  transverse  and  diagonal 
rods  j,  shown  in  Figures  12,  13  and  14,  which  rods  constitute  the  major 
portion  of  the  floor  slab  reinforcement. 

By  reference  to  Figures  4,  .5  and  6  of  the  drawing,  it  vill  be  seen 
that  the  column  reinforcement  consists  of  a  group  or  series  of  angle 
bars  k  (structural  steel),  which  bars  (like  the  vertical  rods  a)  united  at 
intervals  intermediate  their  length  by  means  of  the  transverse  tie-plates 
I,  which  tie-plates  are  arranged  in  two  series,  such  alternate  plate  con- 
stituting one  of  the  said  series,  and  each  alternate  plate  constituting 
the  other  one  of  the  said  series,  the  first  named  series  being  arranged 
transversely  to  the  last  named  series. 

These  plates  (I)  are  secured  to  the  vertical  bars  k  by  means  of  the 
rivets  n,  and  the  vertical  bars  k  are  bound  at  their  upper  ends  by  means 
of  the  band  d. 

In  this  construction  I  employ  the  elbow  ribs  c,  arranging  their  vertical 
portions  c'  within  the  band  d,  and  among  the  vertical  bars  k,  which  con- 
stitute the  major  part  of  the  column  reinforcement,  and  the  horizontal 
portions  of  c2  of  which  I  arrange  radially,  as  shown  in  Fig.  6. 

Upon  the  radially  arranged  portions  c2  of  the  elbow  ribs  c,  I  lay 
the  direct,  transverse  and  diagonal  rods  j  shown   in  Figures   12,  13  and 

14,  which  rods  constitute  the  major  part  of  the  floor  slab  reinforcement. 
By  referring  to  Figures  7,  8  and  9  of  the  drawing,  it  will  be  seen 

(hat.  while  the  column  reinforcement  consists  of  vertical  bars  of  struc- 
tural steel,  the  construction  differs  somewhat  from  the  construction 
shown  in  Figures  4,  o  and  6,  inasmuch  as  the  column  reinforcement  con- 
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sists  of  three  bars  o,  of  structural  steel,  I-shaped  in  cross  section,  called 
usually  I-beams. 

In  this  construction  (as  in  the  construction  shown  in  Figures  4,  5 
and  6),  I  employ  ribs  c,  above  described,  and  arranged  thereupon  the 
carrying  rings  e,  shown  in  Figures  3,  5  and  13,  or  other  equivalents  carry- 
ing bars  f  shown  in  Figures  9,  12  and  14. 

In  this  construction,  I  perforate  the  upper  portions  of  the  vertical 
bars  o,  and  pass  one  or  more  of  the  carrying  bars  f  through  the  said 
vertical  bars  o,  as  shown  in  Figures  7  and  9,  thereby  binding  a  portion 
of  the  reinforcement  of  the  floor  slab  B,  to  the  reinforcement  of  the 
column  A. 

In  this  construction  the  elbow  ribs  c  may  be  dispensed  with  and 
the  direct,  transverse  and  diagonal  reinforcing  rods  j  be  laid  directly 
upon  the  carrying  bars  f. 

This  construction  is  practically  adapted  for  use  in  the  quarter-round 
supports  p  at  the  corners  of  the  room,  and  the  half-round  supports  q, 
lying  between  them,  which  supports  are  adapted  to  receive  the  ends  of 
the  direct,  transverse  and  diagonal  rods  j  where  the  same  abut  the 
walls  of  a  room  or  building. 

By  referring  to  Figures  10,  11  and  12  of  the  drawing,  it  will  be  seen, 
that  while  the  column  reinforcement  consists  of  banded  and  bound  rods, 
it  differs  from  the  construction  shown  in  Figures  1,  2  and  3,  inasmuch 
as  that  I  do  not  bend  the  vertical  rods  constituting  the  column  rein- 
forcement horizontally,  to  constitute  a  part  of  the  floor  slab  reinforce- 
ment, as  in  the  first  construction  described. 

In  this  modification,  I  preferably  employ  eight  vertical  rods  r  ar- 
ranged in  the  order  shown  in  the  two  parallel  series  of  three  members 
each,  and  a  pair  of  rods  arranged  between  the  said  parallel  series,  all 
of  the  eight  rods  r  being  bound  at  their  upper  portions  and  at  intervals 
intermediate  their  length  by  means  of  the  bands  s,  and  four  of  the 
rods  r  being  similarly  bound,  by  means  of  the  bands  s',  laying  diagonally 
to  the  first  named  band  s.  Upon  the  upper  bands  s  and  s',  I  arrange 
the  transverse  rods  of  bars  f  shown  in  Figures  12  and  14,  upon  which 
bars  or  rods  I  arrange  the  direct,  transverse  and  diagonal  rods  j  shown 
in  Figures  13  and  14. 

Any  or  all  of  these  forms  relate  to  and  properly  belong  to  my  inven- 
tion, inasmuch  as  they  have  been  suggested  to  my  mind  while  in  the 
capacity  of  an  engineer  I  have  been  supervising  the  erection  of  struc- 
tures of  considerable  magnitude  in  this  and  other  countries. 

By  my  construction,  wherein  a  capital  or  enlargement  is  formed  on 
the  column,  or  in  one  piece  therewith,  and  by  the  employment  of  my 
reinforcement,  I  am  able  to  dispense  with  the  use  of  beams  on  the  under 
side  of  the  floor  slab.  This  is  an  immense  advantage  in  every  way.  It 
is  economical  in  the  use  of  concrete;  it  is  also  economical  in  that  it 
renders  unnecessary  the  expensive  forms  for  making  the  beams,  and  it 
means  greater  rapidity  of  work.  As  far  as  the  finished  structure  is  con- 
cerned, the  absence  of  beams  on  the  under  side  of  the  floor  slab  enables 
partitions  to  be  placed  anywhere  that  it  may  be  found  desirable  to  place 
them.  It  results  in  better  illumination  from  the  windows,  and  there  are 
no  dirt-collecting  corners,  which  exist  where  beams  or  girders  are  em- 
ployed. 

Another  very  important  advantage  resulting  from  the  provision  of 
a  ceiling  that  is  smooth,  or  free  from  beams  or  projections,  is  in  the 
matter  of  fire  protection.  In  fighting  a  fire  with  a  stream  of  water  from 
a  hose,  the  obstruction  offered  by  ribs  or  beams  is  obviously  serious, 
since  a  rib  may  stop  short  a  stream  of  water,  whereas  a  flat,  smooth 
surface  against  which  the  stream  is  directed  at  an  angle,  will  deflect 
and  spread  the  water,  causing  it  to  descend  to  the  floor  over  a  wide 
area  and  to  the  best  possible  advantage.  Where  sprinkler  heads  are 
used  in  a   ceiling,  the  cost  of  equipment  by  such  a  system  o£  fire  pro- 
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tection  is  substantially  reduced,  because  fewer  sprinkler  heads  are  re- 
quired with  a  flat  or  smooth  ceiling  than  one  where  there  are  beams  or 
ribs  on  the  under  side  of  the  ceiling.  In  warehouses  or  similar  build- 
ings, my  invention  is  of  special  value  because  in  order  to  afford  aisles 
or  passageways,  the  load  is  naturally  concentrated  around  the  columns, 
and  it  is  at  these  points,  where  the  load  therefore  is  greatest,  that 
the  greatest  strength  of  the  structure  exists,  by  reason  of  the  enlarged 
capitals  of  the  columns,  and  their  integral  construction  or  formation 
with  the  slabs,  and  the  heavy  reinforcements  of  the  structure  immedi- 
ately at  and  adjacent  to  the  column.  The  provision  of  the  capitals  on 
the  columns  by  gradually  increasing  the  diameter  of  the  columns  at  the 
top,  and  making  them  and  the  slab  an  integral  mass,  takes  care  of  the 
compression  of  the  concrete  which  is  the  greatest  over  the  columns. 

As  will  be  seen  by  reference  to  the  drawings,  the  rods  forming  the 
framework  or  head  at  the  top  of  the  column  extend  laterally  into  the 
slab  substantial  distances  beyond  the  sides  of  the  column,  and  as  the 
rods  are  anchored  in  or  supported  at  their  inner  ends  by  the  column 
structure,  the  arrangement  is  that  of  a  cantilever,  so  that  I  avail  myself 
of  a  cantilever  for  supporting  the  slab.  It  will  be  observed  that  there  is 
a  concentration  of  the  rods  at  each  column,  and  the  rods  extend  or 
radiate  from  the  point  of  concentration  at  the  column  into  the  floor  slab. 

Having  thus  described  my  invention,  what  I  claim  is: 

1.  In  a  monolithic  concrete  structure,  the  combination  of  a  concrete 
slab  having  a  smooth  ceiling  or  under  surface,  and  columns  of  reinforced 
concrete  having  capitals  integral  with  the  columns  and  integral  with  the 
slab,  and  directly  supporting  the  slab. 

2.'  In  a  monolithic  concrete  structure,  the  combination  of  a  concrete 
slab  having  a  smooth  ceiling  or  under  surface,  columns  of  reinforced 
concrete  having  capitals  integral  with  the  columns  and  integral  with 
the  slab,  and  directly  supporting  the  slab,  and  reinforcements  extending 
from  the  columns  into  the  slab. 

3.  In  a  monolithic  concrete  structure,  the  combination  of  a  concrete 
slab  having  a  smooth  ceiling  or  under  surface,  columns  of  concrete  hav- 
ing capitals  integral  with  the  columns  and  integral  with  the  slab,  and 
directly  supporting  the  slab,  reinforcing  rods  extending  vertically  through 
the  columns,  and  horizontally  from  the  upper  ends  thereof  into  the  slab, 
and  horizontally  extending  rods  in  the  slab  supported  by  the  column- 
reinforcing  rods. 

4.  The  combination  of  a  concrete  slab,  columns  of  concrete,  rein- 
forcing rods  extending  vertically  through  the  columns,  said  rods  having 
members  arranged  in  a  circular  series  and  that  extended  radially  there- 
from into  the  slab,  and  rods  in  the  slab  which  extend  crosswise  of  said 
laterally  extending  members  of  the  column  reinforcing  rods. 

").  The  combination  of  a  concrete  slab,  concrete  columns,  vertically 
disposed  members  constituting  column  reinforcement,  horizontally  dis- 
posed members  constituting  slab  reinforcement,  and  supplemental  rein- 
forcing members  extending  in  a  circular  series  over  the  upper  portion 
of  the  columns  and  laterally  into  adjacent  portions  of  the  slab. 

6.  In  a  monolithic  concrete  structure,  the  combination  of  a  concrete 
slab,  having  a  smooth  ceiling  or  under  surface,  columns  of  reinforced 
concrete  having  capitals  integral  with  the  columns  and  Integra!  with  the 
slab,  and  directly  supporting  the  slab,  and  groups  of  rods  running  through 
the  slab  from  column  to  column,  a  group  of  rods  in  a  transverse  direc- 
tion being  of  a  width  equal  or  substantially  equal  to  the  diameter  of  their 
supporting  means. 

7.  Fn  a  monolithic  concrete  structure,  the  combination  of  a  concrete 
slab  having  a  smooth  ceiling  or  under  surface,  columns  of  reinforced 
concrete  having  capitals  integral  with  the  columns  and  integral  with 
tho  slab,  and  directly  supporting  the  slab,  a  group  of  rods  extending  In 
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different  directions  at  the  top  of  the  column,  and  outward  therefrom, 
and  groups  of  rods  running  from  column  to  column  through  the  slab 
and  overlapping  said  rods  at  the  top  of  the  column. 

8.  In  a  steel  skeleton  concrete  construction,  the  combination  of  a 
vertically  reinforced  column  and  a  floor  supported  thereby,  the  vertical 
reinforcing  rods  of  the  said  column  being  bent  laterally  outward  and 
extended  radially  into  said  floor,  carrying  rods  resting  upon  and  sup- 
ported by  the  horizontal  portions  of  said  laterally  bent  rods,  and  hori- 
zontal rods  in  said  floor  arranged  upon  said  carrying  rods,  said  horizontal 
rods  extending  directly  from  column  to  column  substantially  as  shown 
and  described. 

9.  In  steel  skeleton  concrete  construction,  the  combination  of  a  ver- 
tically reinforced  column,  and  a  floor  slab  supported  thereby,  said  column 
reinforcing  rods  being  bent  laterally  and  extending  into  the  said  floor 
slab,  carrying  rods  arranged  upon  the  laterally  bent  portions  of  said  col- 
umn reinforcement,  and  the  floor  slab  reinforcing  rods  arranged  upon  the 
said  carrying  rods  and  extending  directly  and  diagonally  from  column 
to  column  as  shown. 

10.  In  a  reinforced  concrete  floor,  the  combination  of  a  vertically 
reinforced  column  having  vertical  reinforcing  rods  bent  laterally  into  the 
floor  slab,  carrying  rods  arranged  on  the  laterally  bent  portions  of  said 
rods,  and  direct  and  diagonal  reinforcement  in  slabs  running  from  col- 
umn to  column. 

11.  A  monolithic  structure  comprising  an  integral  mass  or  body  of 
concrete  forming  columns  with  capitals  and  a  horizontal  slab  on  the  under 
side  of  which  the  capitals  directly  adjoin,  and  reinforcements  radiating 
from  the  columns  into  the  slab. 

12.  The  combination  of  a  concrete  floor  slab,  and  a  vertically  rein- 
forced column  having  vertical  reinforcing  rods  bent  laterally  into  the 
floor  slab,  carrying  rods  arranged  on  the  laterally  bent  portions  of  said 
rods,  and  direct  and  diagonal  reinforcement  in  the  slabs  running  from 
column  to  column. 

13.  The  combination  of  a  vertically  reinforced  concrete  column, 
and  a  concrete  floor  supported  thereby,  the  vertical  reinforcing  rods  of 
the  said  column  being  bent  laterally  outward  and  extended  radially  into 
the  said  slab,  carrying  rods  resting  upon  and  supported  by  the  horizontal 
portions  of  the  said  laterally  bent  rods,  and  horizontal  rods  in  the  said 
floor  arranged  upon  the  said  carrying  rods,  said  horizontal  rods  extending 
directly  from  column  to  column,  substantially  as  shown  and  described. 

14.  The  combination  of  concrete  columns,  a  concrete  floor  supported 
thereby,  having  a  smooth  ceiling  or  under  surface,  vertically  extending 
reinforcing  members  in  the  columns,  reinforcing  members  that  extend  in 
a  circular  series  concentric  with  the  columns  and  into  the  floor  at  the 
top  of  the  column,  horizontally  extending  reinforcing  members  in  the 
floor  supported  by  said  circular  series  of  reinforcing  members,  and  ex- 
tending therefrom  into  the  floor. 

15.  The  combination  of  a  concrete  column  having  a  series  of  vertical 
rods,  means  connecting  said  rods  and  forming  a  framework,  a  frame- 
work at  the  top  of  the  column,  extending  laterally  outward  in  different 
directions,  and  a  concrete  slab  supported  by  the  column,  and  integral 
with  the  column. 

16.  The  combination  of  a  concrete  column  comprising  a  series  of 
vertical  rods,  means  connecting  said  rods  and  forming  a  framework 
therewith,  a  framework  at  the  top  of  the  column  extending  laterally  out- 
ward in  different  directions  and  consisting  of  a  series  of  radial  members 
and  concentric  circular  members  supported  by  the  radial  members,  and 
a  concrete  slab  supported  by  the  column  and  integral  with  the  column. 

17.  The  combination  of  a  reinforced  concrete  column,  an  open 
framework  forming  a  head  at  the  top  of  the  column,  and  a  concrete  slah 
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supported  by  the  column  and  integral  therewith,  said  open  framework 
projecting  laterally  outward  in  different  directions  into  and  terminating 
in  the  slab  and  anchored  in  the  column  structure. 

18.  In  a  monolithic  concrete  structure,  the  combination  of  a  con- 
crete slab  having  a  smooth  ceiling  or  under  surface,  columns  of*  concrete, 
reinforcing  rods  extending  vertically  through  the  columns,  and  hori- 
zontally from  the  upper  ends  thereof  into  the  slab,  and  horizontally  ex- 
tending rods  in  the  slab  supported  by  the  column  reinforcing  rods. 

19.  In  a  reinforced  concrete  structure,  the  combination  with  a  plu- 
rality of  separate  concrete  columns,  and  the  vertical  reinforcement  there- 
in, of  a  set  of  reinforcing  members  embedded  in  a  column  and  principally 
supported  thereby,  the  ends  of  said  set  of  reinforcing  members  being 
separated  so  as  to  radiate  from  the  column  support  into  the  adjacent 
iloor  slab  to  substantially  all  parts  thereof,  and  a  concrete  floor  slab 
embedded  and  supported  by  said  radiated  ends. 

20.  In  a  reinforced  concrete  structure,  a  concrete  floor  slab  having 
a  plurality  of  sets  of  reinforcing  members  embedded  therein,  the  said 
reinforcing  members  to  each  set  being  concentrated  at  one  point  in  their 
length  and  principally  supported  at  or  near  the  point  of  concentration 
while  the  ends  of  said  reinforcing  members  are  separate  so  as  to  diverge 
from  the  point  of  concentration  into  various  portions  of  the  floor  slab. 

21.  A  monolithic  structure  composed  of  concrete,  comprising  col- 
umns and  a  horizontal  slab  moulded  into  an  integral  body,  and  having  a 
cantilever  supporting  system  of  reinforcement  extending  from  the  col- 
umns into  the  slab  and  supported  by  the  columns,  and  direct  and  diag- 
onal reinforcement  overlapping  said  cantilever  system. 

22.  In  a  reinforced  concrete  structure,  the  combination  of  a  concrete 
slab,  r<  inforced  concrete  columns  having  rods  extending  laterally  into 
the  slab  in  different  directions  forming  a  cantilever  supporting  system 
around  the  column  at  the  floor  level,  and  groups  of  rods  supported  by 
said  laterally  extended  rods  and  extending  through  the  slab. 

23.  In  a  reinforced  concrete  structure,  the  combination  of  a  con- 
crete slab  free  from  ribs,  reinforced  concrete  columns  having  rods  ex- 
tending laterally  from  a  column  into  the  slab  and  forming  a  cantilever 
supporting  system,  and  groups  of  rods  supported  by  the  latter  and  ex- 
tending through  the  slab  in  various  directions,  the  width  of  a  group  of 
rods  being  substantially  equal  to  the  diameter  of  their  supporting  means. 


304        AN   EXAMPLE   OF   COMPLETE   SPECIFICATION    AND   CLAIM. 


JE-i-J.4.. 


^-^-..i*;.. 


^-^-^-^ 


'-  ^  —  ■*-**^^i^»t--(^ 


SL^ 


CC^ 


7:       ^: 


>-* 


ttu^ 


AN   EXAMPLE   OF   COMPLETE    SPECIFICATION  AND    CLAIM.        305 


.     n  n 


M 


WKIuvJ'na  St. 


MAH  '■      •^ 


35 


/^^ 


Due 


2  miUion  of  our  books 

are  now  brittle. 
Handle  them  carefully. 
Help  us  preserve  them. 

Toronto  Library,  978-7iiy 


